He seals out 
trouble... 


TO KEEP THE COST 
OF YOUR TELEPHONE 
SERVICE DOWN 


l’o make cable joints tight and strong, splicers formerly used lots 
of solder. ‘Then, Bell ‘Telephone Laboratories developed a new 
technique for making better jomts with much less solder. ‘Vhis 
saves one million pounds of solder a year — helps keep the price 


of your telephone service low. 


Iwo kinds of solder are now used. One makes the splice 
trong: the other seals it. First. the splicer build ya joint with 
ot | ind tin vh h fl Ca ] ( hi \ 
loth. ‘Vo seal the joint, he ippl light it of low-melting 
pot lel OMIPOse of lead. tin and bismuth. On contact 
with the still hot joint, it tows into and seals every pore 

Cable-seal older on one of ) low cit wine 
illo vinch Bell metallurgists have developed for 

rh CNAMIPIC ind in thie der onn t hair 


lik Wil to piezock tric crvstals for ele ti wave filter 


Continuing reseat h with isub tance ] ommon 
lace as solder demonstrates again how Bell scientists help keep 
telephone service the world’s best 


BELL TELEPHONE LABORATORIES 


* WORKING CONTINUALLY TO KEEP YOUR TELEPHONE 
SERVICE BIG IN VALUE AND LOW IN COST 
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nomic progress in all branches of the COVER 


metals industry by the 


The wax injection room of the International Nickel Co.'s precision casting foundry at Bayonne, 


Metals Branch N. J. These injection machines force wax at pressures from 400 to 800 psi into split molds, the 


American Institute of Mining and t gerat to 0.00 
Metallurgical Engineers, Inc. per inch of part dimension can be held on precision cast parts. Straightness can be held on 
29 West 39th Street, New York 18 long, slender parts, but it is often difficult to hold to extremely close dimensions in two or 
three planes. Parts are made for jet aircraft, pumps and valves, oi! atomizers, scarfing blow 
° ° ° pipe heads, and other products requiring extremely accurate parts difficult to form by other 
methods 
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IN THIS PART ALONE.. 


Y STEEL SAVES ‘11,000 YEARLY 


It’s a cylinder head stud bolt—used by one of 
America’s leading tractor manufacturers— 
Minneapolis-Moline. At the suggestion of a 
Republic machining specialist, it was decided 
to switch from hot rolled steel bars to Republic 
Cold Drawn Alloy Steel for this part. 


Results were immediate! Heat treating and 
straightening operations were eliminated 

process savings offset higher material 
cost by .O83¢ per piece... annual savings 
amount to $11,000, 


This is but one of countless applications in 


which Republic Alloy Steels—cold finished by 
Republic's Union Drawn Division—are demon- 
strating their ability to cut manufacturers’ 
climbing costs. 


It's one more good reason why it will pay 
you to give Republic Cold Finished Alloy 
Steel a trial in your own operations. Write 
for further information today. 


REPUBLIC STEEL CORPORATION 
Alloy Steel Division « Massillon, Ohio 
GENERAL OFFICES © CLEVELAND 1, OHIO 
Export Department: Chrysler Building, New York 17, N.Y- 


REPUBLIC 


Other Republic Products include Carbon and Stainless Steels—Sheets, Strip, Plates, Pipe, Bars, Wire, Pig Iron, Bolts and Nuts, Tubing 
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WESTINGHOUSE 


METALLURGIST 


Preferably with advanced degree or experience in the production 
and development of cast and wrought alloys for use at high tempera- 


tures. Salary commensurate with qualifications. 


For application write: 


Manager, Technical Employment, 


Westinghouse Electric Corporation, 
306 Fourth Ave., 
Pittsburgh 30, Pennsylvania 


The amazing crayons that teli 
temperatures. If you mark your 
workpiece with the appropriate 
TEMPILSTIK® the mark will melt when 
the specified temperoture is reached. 
Available in temperatures from 113° 
to 1600 F. Can be supplied also in 
pellet or liquid form. Write for 
information. 


PHYSICAL METALLURGIST: Graduate degree, Ph.D. preferred, for 
experimental research, largely in ferrous metallurgy, in laboratory of 
large midwestern petroleum refiner. Experience not a prerequisite, 
but desirable. Reply giving full details to Box L-13, JOURNAL OF 
METALS. 


WANTED: Copy of U.S.B.M. Bulletin 296, “Iron Oxide Reduction 
Equilibria” by O. C. Ralston, 1929. Contact P.O. Box 189, Negaunee, 
Michigan. 


POLISHING COMPOUND 


“C-RO" is a relatively heavy, metal- 


lographic, polishing compound in 


PHYSICAL METALLURGIST: Ph.D. or equivalent to conduct a funda- 
mental research program in connection with the development of 
materials required in the nuclear energy for propulsion of aircraft 
program. Must have several years experience in physics of solids and 
be able to guide work dealing with structures, semi-conductors and 
ceramics. 

In reply, please forward resumé of education, experience, salaries 
and pertinent personal data to: 


NEPA Div., 

FAIRCHILD ENGINE AND AIRPLANE CORP., 
P.O. Box 415, 

Oak Ridge, Tenn. 


which small, sharp uniform particles 


provide a fast, sure and flawless cut- 
ting action. !t polishes without bur- 
nishing. Write for Bulletin 208. 


1942 FIFTH AVE 
PITTSBURGH 19 
PENNSYLVANIA, 
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Engineering Societies Personnel Service 


perat with Fou tie 
f the Pe ‘ ervice 4 st 8 W. 40th St. New 
York 18 F a Detroit. San Francisco 
1 Chicago 4 i add 


Positions Open 
Draftsmen, young, with some mining and metallur- 
gical plant design experience, to be trained for more 
important work. Permanent position in Southwest 
and some traveling in Mexico. Y3829 


Assistant Plant Engineer, 35 to 38, mechanical! de- 
gree, responsible for supervising the maintenance of 
all plant facilities and equipment and the develop- 
ment of new equipment for manufacturer of base 
and fabricated non-ferrous products. Previous ex- 
perience as plant engineer, assistant plant engineer 
or master mechanic with heavy industry background 
in metal processing. Salary, $10,000 a year. Location, 
Midwest. Y3797 


Junior Metallurgist, graduate, with training and 
experience in welding research and techniques, to 
do laboratory analysis, check procedures and other- 
wise assist welding metallurgist in ferrous and non- 
ferrous flelds. Salary, $3000 to $3600 a vear. Location 
northern New Jersey. Y3784 


Engineers. (a) Mechanical o- Mining Engineers for 
office engineering work with some previous experi- 
ence with belt conveyors, bins, hoppers and bulk ma- 
terial handling. Salary, $3600 to $4800 a vear. (b) 
One Mechanical and one Electrical Engineer with 


DARMOLD.... 


For 
INGOT MOLDS 


IS YOURS TODAY! 


Years. Ago — 


Dacar looted ahead — anticipat ng industrys need 


for a new mold coating 


Joday. — 
Dacar offers YOU a mold coating backed by long 


research and proved by steel mills who have 


poured many million tons of ingots with 


DARMOLD 
READY FOR USE — ELIMINATES MIXING 


Reduces Surface Conditioning 
Eliminates Sticker Problems 
Approved by Safety and Medical Departments 


Economica Application 


iso Makers of 
DACAROL: The Ideal! Fuel Oil Treatment 


Now being used in millions of gallons of fuel o 


Write for complete details 


DACAR CHEMICAL PRODUCTS CO. 


McCartney St. Pittsburgh 20, Pa. 
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some experience in mechanical and electrical layout, 
machine shop and some design as connected with 
strip mining. Salary, $5400 to $6000 a year. Location, 
New York, N. Y. Y3783 


Research Associate, Master's or Doctor's degree in 
metallurgy or chemistry, with strong background in 
physical chemistry. Should have some experience in 
laboratory with high temperature furnace and vacu- 
um apparatus. Salary, $3500 to $4000 a year. Loca- 
tion, New York, N. Y. Y3773. 


Shop Foreman thoroughly experienced in light 
structural metal, with at least five to ten years’ shop 
experience. Salary open. Location, New York Metro- 
politan Area. Y3745(b). 


Project Engineer, 30 to 40, experienced on petro- 
leum and/or gas equipment. Must be able to assume 
supervision of, and responsibility for, entire section 
No recent graduate considered, as position entails 
immediate responsibility. Location, Pennsylvania 
Y3429 


Engineers. ‘a) Metallurgist-Mill Foreman, gradu- 
ate, experienced ore dresser and mill operator 
Working knowledge of Spanish essential. Standard 
three year contract. Salary, $5000 a year plus bonus 
Single status for six months. Free transportation by 
air for employee and wife. Four weeks vacation 
yearly, free living quarters. (b) Mine Foreman, grad- 
uate, experienced metal miner. Working knowledge 
of Spanish essential. Three year contract. Salary, 
$4200 a year plus bonus. Single status for six months 
Free air transportation for employee and wife. Four 
weeks vacation yearly, free living quarters. Location, 
Bolivia. Y3311 


Powder Metallurgist, degree in chemical enginering 
or chemistry, for development and production work 
with two or three years’ experience in either this 
field or in precious metals. Salary open. Location, 
northern New Jersey. Y3146 


Electro-Metallurgical Consultant, 32 to 38 only 
Must have three to five years’ experience in the 
operation, design, layout of electro-metallurgical 
smelting furnaces. Salary, $7000 to $8000 a year 
New York, N. Y. Y3061l(a) 


Men Available 


Chief Metallurgist-Technical Manager, 12 years’ 
extensive experience development, service and con- 
sulting work. Eight years’ administrative responsi- 
bility and product design, seven years’ process de- 
velopment, both ferrous and nonferrous. Specialist 
in metallurgical design and fabrication, refractory 
metals, vacuum techniques, induction heating, heat 
treatment, X-ray. Married, 33, Registered Engineer 
Degree, Carnegie Tech. Available immediately. M-555 


Location 


Metallurgical Engineer, B.S. in Chemical Engineer- 
ing: M.S. in Metallurgical Engineering: Met. Eng 
Registered as Professional Engineer. Twenty-five 
years’ comprehensive background in ferrous. non- 
ferrous and stainless metals. Experience: industry 
teaching. research and specifications. M-560 


Metallurgist, Ph.D. in Chemistry, retired govern- 
ment employee. Many years’ experience in planning 
and directing research in physical and mechanical 
metallurgy. Author of many technical papers. De- 
sires employment either in active experimentation or 
as consultant. Salary unimportant. M-562 


Junior Metallurgist, 1950 graduate, desires position 
metallurgy development or foundry departments 
Veteran, 25, single. Knowledge of statistical quality 
control. Location immaterial. M-565 
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Short Cuts... 


Graduate study, teaching, or re- 
search abroad is possible for 1000 
Americans during 1951-52 academic 
year under the Fulbright Act, Pub- 
lic Law 584, 79th Congress. 


Patino Mines & Enterprise Consoli- 
dated, during the first five months 
of 1950 produced 3773 long tons of 
fine tin, compared with 4105 tons 
during the same period of 1948. 


Carnegie-Illinois Steel Corp. cut its 
price on USS 17 T.V. grade stainless 
by 2!2¢ a lb because of increased 
production for television. 


A new 12 pet chromium alloy steel 
casting for use in gas-condensate 
wells is effective against corrosion. 
The steel is also used in valve bod- 
ies, fittings, and such parts as must 
also withstand high service pres- 
sures 


_ METALLURGICAL 


Jones & Laughlin Stee! Corp., wire 
rope on a Sauerman excavator for 
Olean Gravel Corp., saves about 
$600 per installation in dredging 
gravel from 85 ft below water. The 
track cable is 890 ft long and 1" in. 
diam 


Investigations of intercrystalline 
weakening observed in metals at 
high temperature indicate that gold 
is the metal most suitable for tests 
to decide the question of properties 
of the crystal boundary materials 
in metals. It is more readily puri- 
fied and sufficiently inert to avoid 
environmental difficulties 


Burgess-Parr Co., Freeport, Lll., an- 
nounced a change in company 
name to the Ilium Corp 


Armco Steel Corp., on July 12, cele- 
brated its 50th anniversary with a 
party for the people of Middletown 


Steel production has been at the 
sustained peak of over 100 pct of 
capacity since the middle of April 
This means a production of just 
short of 2.000.000 tons of ingots and 
steel for castings per week 


Air Reduction Sales Co.. has been 
appointed national distributor for 
the new Prepo Torch, a 1'. lb torch 
that features a throw-away fuel 


ives an instant hea 


soldering, swe: 


Resistance Welder Miers’ Assn. is 
reviewing and revising all standard 
specifications drawn several 


years age 


Lebanon Steel Foundry Co. has been 
licensed by Timken Rolling Bear- 
ing Co.. to produce and sell Tim- 
ken’s 16-26-6 heat-resistant alloy 
Adaptation of the alloy to steel 
casting processes is underway 


Operator using the new Model 
No. 1506 low speed polisher 
Section of laboratory equipped 
with No. 1251 Duo Belt Sander 
—No. 1700 Electro Polisher 
No. 1315 Press 


1505-2AB Low Speed Polisher 


THE BUEHLER LINE OF SPECIMEN 
PREPARATION EQUIPMENT INCLUDES 
CUT-OFF MACHINES e@ SPECI 
MEN MOUNT PRESSES @ POWER 
GRINDERS e@ EMERY PAPER 
GRINDERS @ HAND GRINDERS 
BELT SURFACERS @ MEICHIAN 
ICAL AND ELECTRO POLISHERS 
@ POLISHING CLOTHS e@ 
ISHING ABRASIVES 


LABORATORY 


EQUIPMENT 


provides the metallurgist 
with the most complete line of 
modern designed precision 
machines for specimen mount- 
ing and preparation avatlable any- 
where in the world. This finely made 
equipment has been developed through 
a thorough understanding of the 
requirements of the metallurgist and a 
rigid insistance on perfection in the 
mechanical design and construction of 


each item. 


Everything needed for metallurgical 
testing from cut-off machines, moulding 
presses, and grinders to the mechanical 
or electrolytic polishers is included in 
the Buchler line 


In setting up complete laboratories or 
adding items to present equipment the 
metallurgists will find in the Buehler 
line of coordinated equipment every- 
thing needed for producing the best 


work, with speed and accuracy 


Write for bulletin of new equipment or 
information on any specific item. We invite 
corre sponds nee relative to setting up com 
plete laboratories suitable for any par- 


tiular requirement 


Exclusive U $ agents for Amsler and Chevenard Testing Machines 


METALLURGICAL APPARATUS 
165 WEST WACKER DRIVE, CHICAGO 1, ILLINOIS 
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Products and services recently an- 
nounced are described here. Also, new 
publications offered free by producers 
servicing the metalworking industry are 
listed. 


1) LEVELIMETER INSTRUMENTS: For measuring liquid- 
level changes greater than 5 in., Fischer & Porter Co 
offers the displacer-buoy Levelimeter instrument. An 
electric impedance bridge or a patented F&P Magna- 
bond magnetic transmitter can be used to transmit 
level readings to an exhibiting instrument. When op- 
eration is at atmospheric pressure only and a direct 
connection into the instrument case from the liquid 
chamber is permissible, a direct mechanical connec- 
tion may be made from the buoy to the exhibiting 
instrument mechanism 


2) MICRO-PARTICLE CLASSIFIER: For solving problems 
connected with smoke abatement and air pollution 
the new Dietert-Detroit micro-particle size classifier 
will help. It centrifugally divides fine material into 
grain size fractions, with a range of 4 to 60 microns 
with precise particle size limits. It measures numer- 
ous products, from pulverized coal to inorganic pow- 
ders. The machine weighs 140 lb net and has power 
capacity of 230 volts, 60 cycle. Harry W. Dietert Co 


3) TACHOMETER GENERATOR: The new Type E tach 
ometer-generator developed by Weston Electrical 
Instrument Corp. is designed for use where there 
may be explosive atmospheres. Available as an ac or 
de generator, it is enclosed in a sturdy cast iron 
housing. The housing measures approximately 10', 
in. overall and 4'» in. diam. The ac generator is of 
rotating magnet type and suitable for speeds up to 
000 rpm; and the de generator has speeds up to 
2000 rpm in either direction 


4) SORTING MACHINE: Mode! C Cyclograph and the 
new automatic sorter combination are the latest de- 
velopment in cyclograph testing equipment based on 


original DuMont patents Sorting up to 300 pieces 
per min, operation by unskilled labor, and a wide 
range of test frequencies ‘(2 to 200 kc’ are some ol 
the iy advantages. J. W. Dice Co 


5) STAINLESS TUBING: For severe deforming, bending 


or upsettir i new stainless steel which work hard 
el much slower than conventional chrome nickel 
teel i now ivallable in tubing form from the 
Carpenter Steel Co. This tubing is particularly use 


Journal of Metals August 
29 West 39th St. 
Ne w York 18 N. Lr 
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New Products, Services and Information.... 


For further information on any product 
or for your copies of the free publica- 
tions, fill in the coupon below and send it 
to the Journal of Metals 


ful for parts that must remain nonmagnetic after 
severe cold working, because permeability is approx- 
imately 1.002 after a 50 pct reduction with a field of 
200 Oersteds, and about 1.018 after an 80 pct reduc- 
tion. It comes in all sizes and standard gages to 
15, in. OD and shapes whose equivalent round will 
not exceed 15, in. OD. Special rollings requiring at 
least 2000 Ib would be required for larger sizes 


6) THERMOCOUPLE SPEED: Speed responses of ther- 
mocouples manufactured by the Minneapolis-Honey- 
well Regulator Co. have been increased nine times 
by improved design of hot junctions, and by elimi- 
nation of dead air space. Butt welding has been 
used in the redesign 


7) HOT ROLLED INCONEL: Availability of hot rolled 
Inconel in equal “T” sections has been announced 
by the International Nickel Co., Inc. They are made 
in a standard size 142 x 1! x '4 in., and in lengths 
up to 15 ft. Weight is approximately 2%, lb per ft 
Furnace and other high temperature equipment 
manufacturers can buy ready-made and uniform 
structural parts at less cost than such parts can be 
fabricated in their own shops 


6) FASTENING DEVICES: Holub Industries, Inc., have 
three new types of “Hi” Fastening Devices, available 
in 66 sizes, for anchoring in floors, walls, and ceil- 
ings. Each is produced in sizes ranging from ', x 2 
in. to '» x 6 in. in 31 different screw lengths. Im- 
proved features are accurately machined screws 
maximum holding power, retention of original ten- 
sion, and accurately milled slots 


9) LAMINATING MATERIAL: A new ready-to-form lam- 
inating material with high tensile and flexural 
strength, trade-marked Dryplay, is introduced by 
Flexrfirm Products. It consists of glass cloth or mat 
impregnated with a complete polyester compound, 
and saves material, time, and labor costs 


10) AIR WAVE CIRCULATOR: Industrial ventilating 
equipment has made a new stride in the Roto-Beam 
Radiant Air Wave Circulator manufactured by the 
Roto-Beam Co. Using the Roto-Beam principle, fresh 
air to every part of a room is assured, both noise- 
lessly and draftlessly. Units are adjustable to various 
heights and come in three or single speeds 


11) WAX COATING: A new wax coating that provides 
protection against rust, corrosion and resistance to 
salt spray when applied to aluminum, steel, brass, or 
other ferrous and nonferrous metals, is presented by 
S.C. Johnson & Son, Inc. In addition to being pro- 
tective, the wax dries tack free in less than 10 min 
and covers about 2000 to 2500 sq ft per gal. It will not 
discolor or become brittle and does not have to be 


removed before painting metals 


12) ORY BLENDER: A new product of the Rohm & Haas 
Co. is a dry blender, having cylindrical shelis of 
0.187-in. thick Plexiglas, fused together at a right 
angle to form a V-shaped barrel. Advantages are 
Visibility of action: lower production costs because 
of the ease with which the plastic is formed: free 
dom from corrosion, contamination, and discolora- 
tion; and ease of cleaning. The blender is 24 in 
high x 28 x 14 in. and weighs 50 lb 
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13) WELDING CABLE: Lincoln Electric Co. announces 
a new welding cable for electrode and ground, Lin- 
conductor Cable. Neoprene covered, it passed all tests 
for 10-year aging by exposure, resistance to flame 
burning, and copper oxidation. New features permit 
a low cost cable equal to premium rubber covered 
cable. 


14) CORE TRUCKING: Electric industrial trucks for 
moving heavy loads of hot cores relieve physical ex- 
ertion for foundry operators and reduce materials 
handling costs. With a Transporter, the operator 
can walk in front of the cores and be away from the 
heat. General Foundries Co 


15) PORTABLE CUTTERS: H. K. Porter, Inc., presents 
three new two-hand portable cutters: (1) For ex- 
tremely hard materials up to 3g in. diam., (2) for 
hot steel bars, rods, and wire up to 5, in. diam, 
and (3) for expanded metal and heavy gage metal 


21) DC AMPLIFIER: 

pose stabilized de indicating amplifiers is issued from 
the Leeds & Northrup Co. The amplifiers are useful 
for low level de measurements as direct reading mi- 
crovoltmeters or micro-microammeters; as recorder 
pre-amplifiers to extend the range of standard 
Speedomax Recorders; and as high sensitivity, short 
period null detectors in place of galvanometers. 


22) INCONEL AND MONEL: A 23-p bulletin, T7, on “En- 
gineering Properties of Inconel,” and a 21-p bulletin, 
T9, on “Engineering Properties of K Monel and KR 
Monel” are offered by International Nickel Co. They 
contain charts, tables on compositions and proper- 
ties, working instructions, and other information of 
a technical nature. 


23) HARD-FACING MANUAL: A new 40 p hard facing 
manual is offered by the Union Carbide and Carbon 
Corp. Entitled “Haynes Alloys—Hard-Facing Man- 
ual,” it tells how to select the right alloy; which 
welding process to use; and gives simple instruc- 
tions for applying the various alloys by both the oxy- 
acetylene and metallic are welding processes. 


24) POTENTIOMETER CONTROLLER: Wheelco Instru- 
ments Co. offers Bulletin PO-1 describing the new 
Potentiotrol, a potentiometer controller, operating 
with the electronic link. The instrument is recom- 
mended for installations where the use of suppressed 
ranges and a null type measuring system are desired. 
The selected span is spread over the large open scale 
and slide wire (9!. in. long) for added readability 
from distant points and close control 


25) CEREAL REPLACEMENT: “Masonoid in Steel Foun- 
dry Molding Sands” is the title of a bulletin issued 
by the Masonite Corp. Masonoid, a powdered form 
of hemicellulose extract, is an economical cereal re- 
placement for molding sands and helps improve flow- 
ability, sand shakeout, and casting cleanliness 


26) PLATED PARTS: A two-color “Flow Chart of Pro- 
duction of Plated Parts” is offered by the American 
Nickeloid Co. Comparison of plating methods indi- 
cates how to save more than half the number of 
operations, as well as floor space, supervision, inspec 
tion, accounting, personne], etc. 


27) METAL TREATING OJL: A Technical Service Data 
Sheet on Peroline, a rust preventing and metal treat- 
ing oil, is issued by the American Chemical Paint 
Co. It tells what Peroline is, what it does, and con- 
ditions under which it is used 


Do You Have These Free Publications? 


lathe. These cutters have specially designed center 
cut jaws with pointed noses to allow cutting in nar- 
row places, 3/16 in. capacity. 


16) VARIABLE SPEED MOTOR: For users of fractional 
horsepower motors, a new design has been developed 
by U. S. Electrical Motors, Inc. It combines in one 
unit a Varidrive, which permits instant change of 
speed in a ratio of 1 to 10, and a heavy duty Syncro- 
gear for increasing the torque. It is U. S. Motors’ 
Type VA-GD and is available in 14, 4, 42, and 44 hp 


17) ELECTRONIC FLAME CONTROL INSTRUMENT: Opera- 
tion of Bessemer converters becomes simple, with 
high technical accuracy in determining the end point 
and controlling the carbon, by the use of a new elec- 
tronic flame control instrument. The operator can 
determine the silicon, manganese and carbon periods 
and the unit forewarns the operator of impending 
manganese boils, reducing loss of metal and time. 
Whiting Corp 


28) REFRACTORY JOINTING MATERIAL: New Metaltite 
refractory jointing material is described in a pam- 
phlet prepared by the Laclede-Christy Co. It has 
high plasticity, and is shipped in dry form, 100 Ib 
paper bags 


29) INDUSTRIAL OIL BURNER: Catalog No. 456 of the 
Hauck Mfa. Co. describes a new foundry high pres- 
sure steam or air atomizing oil burner for smelting, 
heating, ete. Three flame types (cylindrical, conical 
and flat) permit selection of the burner best suited 
to job requirements. Instantaneous, trouble free 
lighting, without smoke; a cleaner, hotter flame; wide 
range of firing capacity; economical oil consumption; 
and less atomizing air or steam are some of the re- 
sults promised 


30) REFRACTORIES: The AP. Green Fire Brick Co. has 
issued a new booklet on KX-99 refractories for the 
steel industry. The uniformity and toughness of 
the refractories make them suitable for hot metal 
mixers and hot metal cars 


31) AIR PUMPS: Fully described and illustrated in 
catalog 450 of Leiman Bros., Inc., are air pumps. The 
booklet contains performance curves and specifica- 
tion tables of four-wing type and two-wing type ac- 
cessories 


32) PRESSED STEEL PRODUCTS: The American Car & 
Foundry Co. has published a pamphlet on ACF deep 
drawn pressed steel products in carbon and stainless 
steel. Specifications are given for tanks, shells, bowls, 
ladles, and pots 


33) SURFACE COATINGS: Arnerican Cyanamid Co, an- 
nounces a new series of technical bulletins on sug- 
gested formulations of various types of surface coat- 
ings. Low bake furniture finishes, baking undercoats, 
washing machine enamels, refrigerator enamels, heat 
resistant enamels, and metal furniture enamels are 
described in individual bulletins. Each bulletin con- 
tains a suggested formulation, an analysis of the 
finish when so formulated, recommended application 
procedures, and data on film properties 


34) CONTROLLING INSTRUMENTS: A 28)p illustrated 
catalog describes new developments in exhibiting and 
controlling flow instruments for all industries, re- 
leased by Fisher & Porter Co. Devices for coupling 
a primary metering element to a secondary or ex- 
hibiting instrument are discussed along with the 
Magnabond’ magnetic clutch and the electric im- 
pedance bridge transmitting systems 
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INSTANT 
IGNITION 


of Solid Samples 


Tupical laboratory installa- 

tion. A Lindberg Volumetric 

Carbon Determinator operat- 
Lindberg “H-F” 
stion Unit 


Phe Lindberg “HF Combustion Unit is revolutionizing carbon and sulphur determinations 


in laboratories throughout the country. Ready for instant use—instant temperatures 


thove SO0O® | for steel, cast iron, alloys, or stainless samples— volumetric or gravimetric! 


t high frequency unit specially designed for the laboratory 


e@ Ready in the morning in 57 seconds—instantly e Shorter tubes advantageous for volumetric 


from then on method, 


No elements to burn out or limit temperatures. 
less power consumption (maximum input burn out or limi 


0.125 KW idlin Heats nothing but the sample. 


Glass combustion tube provides visability of e@ bliminates exces. heat from the laboratory. 


operation line Apensive upele holds full factor weight 


Combustion tubes at half the cost. last many for carbons. 


tines @ Small and compact 13" wide—28!  high—17" deep. 


For further details ask for Bulletin 910. 


DIVISION 


2466 WEST HUBBARD STREET - CHICAGO 12, ILLINOIS 
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When a TAM field engineer calls... 


a few plant projects. His advance information 


You can obtain c wealth of practical, useful and 
authoritative information by discussing your 
technical problems with a TAM sales engineer. 
He's well equipped to work for and with you. 
More than ten years ogo he received his degree 
in Metallurgical Engineering from one of our 
leading universities. Since then, his education 
has been broadened by wide experience. In the 
field, he has been called upon to assist in the 
solution of simpie and complex problems. He has 
had his coat off and his hand-in on more than 


on new metallurgical developments and appli- 
cations is a valuable asset. 


Here is o man ready to work with you. You will 
find him intelligent and cooperative —quick to 
understand your problems. Furthermore, he is 
your direct contact with a fully equipped and 
staffed headquarters that is the source of much 
worthwhile information and data. When your 
TAM engineer calls, get the full value that his 
background offers you. 


* TAM is a registered trademark 


NATIONAL LEAD COMPANY 
Executive and Sales Office: m BROADWAY, NEW YORK CITY - General Offices, Works, and Research Laboratories: NIAGARA rAUls, N. Y. 
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Completely self-contained, automatic in operation, this 
direct-fired heater provides an entirely new solution to 
the troublesome problem of plant heating. A “single- 
package” heating unit that can be positioned anywhere, 
it supplies heat directly to the area needing it, efficiently 
and economically. 

Incidentally, it also proves that using Stainless Steel 
does not necessarily increase cost, but on the contrary, 
can decrease it. 


He heart of any heater is the combustion chamber. 
In the original Dravo Heater sold by the thousands 
to army camps and plants during the war, this chamber 
was made of corrugated carbon steel lined with refrac- 
tory cement. Numerous fins and deflectors were welded 
to its outer surtace 
To meet the tremendous civilian demand created by 
its highly successful war-time service, Dravo engineers 
recently redesigned the heater to increase its efhcrency, 
to reduce its size and weight, to increase its life span, to 
make its operation safer. And in order to maintain prices 
in the face of rising labor and material costs, they took 
steps to speed up its production and to reduce manufac- 
turing costs. They accomplished these things mainly 
by building the combustion chamber of Stainless Steel. 
By specifying Stainless Steel that withstands tem- 
peratures up to 1600" F. they got rid of the troublesome 
and maintenance-demanding refractory lining. The un- 
lined chamber, with its entire surface now exposed to 
the flame 
This made it possible to eliminate fins and deflectors, 


and Pases, greatly increased heat transfer. 


AMERICAN STEEL & WIRE COMPANY, GENERAL OFFICES 
CARMEGIE-ILLINOIS STEEL CORPORATION, PITTSBURGH & CHICAGO 

COLUMBIA STEEL COMPANY, SAN FRANCISCO 
TENNESSEE COAL, [RON & RAILROAD COMPANY, BIRMINGHAM 


UNITED STATES STEEL EXPORT COMPANY, NEW YORK 


SHEETS 
PIPE 


STRIP 
TUBES 


PLATES 
WIRE 


BARS 


CLEVELAND, OHIO 
WATIONWAL TUBE COMPANY, PITTSBURGH 


UNITED STATES STEEL SUPPLY COMPANY, WAREHOUSE DISTRIBUTORS, COAST-TO-COAST 


U°S°S STAINLESS STEEL 
BILLETS 
SPECIAL SECTIONS 


allowed them to build the chamber smaller (to reduce 


its heating surface 53°; without reducing operational 


performance ) and to reduce its weight 1500 pounds 


In addition, the simplified chamber design obtamed 


by the use of Stainless Steel reduced the number of 

fabricating operations from 95 to 67. And, even though 

welding with Stainless requires more care, welding costs f 
too were reduced because only 186 lineal feet of welding ' 
were required instead of 400 feet 
® To indicate how U-S-S Stainless Steel might benefit } 
you in similar constructions, we recapitulate the bene- } 


fits Dravo has obtained by using Stainless:—It has \ 4 
enabled them to employ less expensive manufacturing 
procedures than those used previously. It has insured 
greater portability for their equipment. It has improved 
heat transfer and eliminated expensive refractory main- 
tenance. Dravo is now sold on the use of Stainless Steel 
because, as their engineers report, it has given them a 
tremendous advantage over competition in many re 
spects, one of the most important being lower cost of 


manufacture 


| United States Steel Corporation Subsidiaries 
| Koom 2069 Carnegie Building, Pittsburgh 30, Pa 
| Please send me the new book, “An Introduction to 
Stainless Steel 
| Please have a Stainless representative call on me 
Name 
Position 
| Company 
Address 
City Zone State. . 
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A Digest of the Production, Properties, and Uses of Steels and Other Metals 


Published by Electro Metallurgical Division, Union Carbide and Carbon Corporation, 30 East 42nd Street. 
New York 17. N. Y. *« In Canada: Electro Metallurgical Company of Canada, Limited, Welland. Ontario 


ROTOR BLADES 


How CHROMIUM and TUNGSTEN Increase 
Strength of High-Temperature Alloys 


temperatures expect d in service. Other 


illoving metals may also be vdded tor 


aircraft field ha an im 
the hich PUrposes such as umbium, | CYLINDER 
: manyvanese, silicon, and titanium. STATOR BLADES 


: th n Even small amounts of chromium and 24 per cent hromium and ¢ t 
pow t tu tungsten are effective in increasing the tungsten. The rotor body and cylind 
ators for t high temperature alloys. An housin are from an all 
st t it consideration is, of course, the 
WI th t | exposure time—particularly when operat 
ditt ta ila for high tem ng temperatures go above 12 degrees 
perat t of them contain the Fabrenheit. Although the major role of ; 
a ts chromium and tung hromium is to prevent scaling, it has locomotives, ships, airplanes ind « ries 
sten for t purpose of enhan heen found that chromium, as well as generating plants. Some typical parts 
it t nd sINng tungsten, also helps the alloys to main made of these al are rot tthe 
th t th at vated tain their strength when thev are ex blade nozzle vanes. du 1 | 
th t I t used is gen posed to high temperatures for long ngs. These parts ar posed “ ’ 
era Lang 1 byw the stresses and periods of time perature f from 12 to 1s legrees 
In addition to chromium Fahrenheit 
, ind tungsten, the combina 
tion of other alloving metals If You Need Technical Help 
pres will likewise influ producing high tem 
\ nee the strength of the al sllovs who wish techn hy r} 
| ws. Hleat-treatment, too sclection of allovine mets { 
: | \ will influence the properties Erectromert’s metallurgists 
\ f these materials. Llowever perate. In addition ¢ hromit 
\ in obtain ny the higher tungsten tllows. ELeCTROMET a pr 
ranges of strength needed duces ferro-alloy man 
it extremes high tempera vanese, silicon, and titanium { 
: ture hromium and tung making high-temperature allovs. [If vou 
\ \ ten are essential wish further inf n ition about th 
\ rties and uses of thes write t 
Where High-Tempera- the nearest Evecrromer offic 
\ iw | ture Alloys Are Used 
Special high te mperature Ask f ta 
© illows containing chromium lo met 
being used Allovs and Metals.” It 
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Auth In This Issue 
Autnors In is Issue 
PROFESSIONAL SERVICES 
Limited to AIME members, or to com- 
panies that have at least one AIME 
member on their staffs. Rates $40 per 
year per inch. 


ENGINEERS 


METALLURGISTS 
H. V. Flagg E. H. Reyer R. T.C. Rasmussen CONSULTANTS 
Small Jobs Welcomed 
H. V. Flagg (p. 976) is Combustion Engineer for the Armco Steel SAM TOUR & CO., INC. 
Corp., Middletown, Ohio, and has been with the company fer 23 Lshesstectes ond olffess 
years. Prior, he worked in byproduct coke plants at Toledo, Cleve- 44 Trinity Place 
land, and Youngstown. He graduated from Pennsylvania State Col- New York 6, N. Y. 


lege with an M. S. degree. 


Deal With Confidence 
Where you see this sign 


J. A. Creighton ‘p. 980) is superintendent of Open Hearths at the 
Lackawanna Plant of the Bethlehem Steel Co., Buffalo, N. Y. His 
entire career since 1915 has been in association with this company 
He was born in Thomaston, Maine, attended Phillips Andover, and 
received a degree of B.S. from the Massachusetts Institute of Tech- 
nology. He is an AIME member and lives at Hamburg, N. Y. His 
hobbies run to fishing, golf, and bird watching. 


MAX STERN 
E. H. Reyer (p. 982), superintendent of open hearths at the Key- Consulting Engineer 
stone Steel & Wire Co., attended Hedding College, and is an AIME tab and 
member. He likes fishing, golfing, and hunting. Cleats and 


R. T. C. Rasmussen (p. 984) is head of the Ferrous Metals Branch, ee ee ee ee 
Metallurgical Div., U. S. Bureau of Mines, at Albany, Ore., specializ- 150 BROADWAY =NEW YORK 7, N. Y. 
ing in iron, steel, and the ferroalloys. He began as Research Fellow 
at the Missouri School of Mines and Metallurgy, following which he 
went to Salt Lake City as Metallurgist for the Bureau. He served 
in Japan as Scientific Consultant to SCAP. An AIME member, he 
enjoys the camera and fossil and mineral collecting near his home 


LEWIS B. LINDEMUTH 
F. W. Wessel (p. 984) joined the U. S. Bureau of Mines at Albany, Consulling Engines 
Ore.. as Metallurgist in the Northwest Electrodevelopment Labora- ; ‘ 
tory in 1948, after a short term at the Getchell Mine, in Red Howe, 140 CEDAR STREET NEW YORK 6 NY 
Nev. A New Yorker by birth, he attended MIT, New York Univers- 
ity. and the University of Nevada. He joined the AIME in 1934 


STEEL PRODUCTION 


James L. Wyatt ‘p. 989) has been Development Engineer in the 
Titanium Div. of the National Lead Co. at South Amboy, N. J., since 
graduating from the University of Kentucky with B.S. and MS 
degrees in Metallurgical Engineering. He was born in Williamsburg, 

Ky., and attended Lafayette High School in Lexington. He is an 
AIME member and around his home in New Brunswick, N. J., enjoys | 


photography and flying. He holds a commercial pilot license | Frank B. Foster, Inc, 
Benjamin Lustman (p. 995) is with the Atomic Power Div. of 

Westinghouse Electric Corp, at Homestead, Pa. He was born in 

Pittsburgh and received his D.Sc. from Carnegie Tech. Prior to INDUSTRIAL PLANTS 

joining Westinghouse he worked three years for Standard Steel 

Spring Co., a year in the Metals Research Laboratory of Carnegie 

Tech. and a year for International Mining & Chemical Corp., at ROLLING MILLS 

Austi Texas. He has contributed to AIME Transactions, and wrote 

n on Oxidation for the 1948 Metals Handbook 


2217 Oliver Building 


William J. Harris, Jr. (p. 997) is with the Ferrous Alloys Branch y 
| of the Naval Research Lab at Washington, D. C., planning, directing Pittsburgh 22, Pennsylvania : 
{ um ipervising research in ferrous physical metallurgy. During 
{ World War II he was in charge of Navy research and design of air- : 

craft armor and installation. In 1950 he received the Annual Award : 

of the Institute of Metals Div. Born in South Bend, Ind., he re- 

ceived degrees of B.S., Ch.E. and MSE. from Purdue, and from MIT ‘ 
he received a Sc.D R. S. DEAN LABORATORIES, INC a 

D. C. Jillson ‘p. 1005), Senior Investigator of the Metal Section Consulting, Research Development 

New Jersey Zinc Co., Palmerton, N. J., was born in East Orange Chemistry, Electrochemistry, & Metallurgy *% 

N. J. Swarthmore College and Yale University are his alma maters Laboratory Research on a Contract Basis 

a BS. in 1931 and Ph.D. in 1949. An AIME member, he is director 5810—47TH AVENUE AP-282) 

of the Choral and Clambake Society of Lower Towamensing. He RIVERDALE, MD. 

also enjoys swimming, tennis, and golf 
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Solve Furnacing Problems 


by NICKEL-CHROMIUM-IRON 


Minimize shut downs, repairs and replacements by util- high nickel content provides extra stamina in vital heat 
izing the experience of alloy casting produc ers in select- treating and furnace applications. 
ing the correct alloy type to meet your specific needs. 
Nickel-chromium-iron heat resistant castings .. . GROUP Il—High Nickel—Low Chromium — This group 
ide in conformity with the Allov Casting Institute embraces the main furnace alloys. These high nickel 
signations with specified nickel contents ranging up low chromium alloys are used extensively for salt and 
to 68°; and chromium up to 32¢; ... are readily avail- lead pots, furnace muffles and in highly stressed parts 
Those most widely used may be broadly classified such as chains, link belts and other moving parts. 
llows 
GROUP IllL—Low Nickel—High Chromium — Large ton- 


GROUP l—Very High Nickel —Low Chromium — Highly 
=. nages of low nickel high chromium alloys are used in 


resistant to oxidation, carburization, nitriding, thermal 
the heat treating and furnace field. These castings are 
of castings with very 
lower in cost than those of the first two groups. They 
‘ , provide somewhat less resistance to carburization and 
SEND FOR YOUR FREE COPY , 

nitriding than do the higher nickel types. 


GROUP IV—Very Low Nickel—High Chromium —Ver,y 
low nickel-— high chromium irons find their chief appli- 
cations in high sulfur atmospheres and for elevated 
temperature service when high creep strength is not 
in important factor 

Our casting specialists will be glad to consult with 


and suggest where nickel-chromium-iron alloys 


au be useful to wou. Write us today 


THE INTERNATIONAL NICKEL COMPANY, ING. wiw'vore's'x'y 
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Journal of Metals RE PORTER 


* A mobile steel drum and barrel factory has been designed by a Dutch company to 
supply temporary needs for drums in remote regions or where demand precedes plant 
construction. It is fully equipped for production of drums, consisting of some 
30 units (trucks, trailers and semi-trailers carrying machinery and a workshop; 
an electric generating plant; and kitchen, living and sleeping accommodations 

for the operators). 


* By converting kinetic energy of a small electric motor rotor into potential 
energy in a spring, which is then used to accelerate the rotor rapidly in the 
opposite direction, the motor can be reversed in 3 to 4 milliseconds. The 
rapid reversal motor was developed for electronic computing machines. 


* Front surface mirrors with aluminum reflecting surfaces are recommended for 
maximum or precise reflectivity, studies made by the Army Engineer Research 
and Development Laboratories reveal. 


* Nation-wide tests are being made on a new technique in drilling teeth. The 
method involves an abresive directed through a small hole in a carbide die, 
and, on the principle of shot-blasting, drills the tooth. The nozzle can be 
positioned to drill small crevices, and speed of drilling is increased. 
Dentists can work right up to the nerve without pain, and there is no rise 
in temperature caused by friction. The equipment permits, by a turn of the 
dial, a less abrasive mixture at lower velocities to clean and polish teeth. 


* A hole half the diameter of a human hair, measuring 0.0006 in. diam, has 
been drilled in metal at the Naval Ordnance Laboratory at White Oak, Md. 
Made in platinum for the hydraulic system of a new Navy weapon, it is the 
smallest hole ever drilled in metal in this country. The work was done on 
a jeweler's lathe, using an ohmeter to indicate drill contect. 


* Oxygen injection is standard practice when extra openhearth production is 
needed at Keystone Steel & Wire Co. Production of 14 to 15 tons per hr is 
obtained from a furnace more than 250 heats old, guch a furnace formerly 
producing about 11.5 tons per hr at this age. Ome furnace was producing more 
than 14 tons per hr at the time of shutdown at 411 heats. 


* Pyrometric control experience in openhearth practice has resulted in 
reduced tapping temperatures, increased mold life, increased stool life, 
improved pouring practice, and improved steel cuality. The pyrometer used 

is a platinum: platinum-rhodium thermocouple type with a high speed electronic 
recorder. The aim is a minimum tapping temperature that will give a heat, 
free from skull. 


* The Sorel smelter, which will reduce Allard Lake titanium ores, will 
utilize five six-electrode rectangular electric furnaces. Furnace hearth 

size will be about 18 x 50 ft, and the furnace will smelt about 300 tons of 

ore per day, producing 100 tons of iron and 130 tons of 70 pet Ti0z slag. The 
furnaces will be fed continuously by gravity from charge bins, and tap at 
intervals of 4 hr or more. Slag will be transferred to a high speed casting 
machine, using cast iron molds, then crushed for shipment to pigment producers. 
The iron will be treated to reduce its sulphur content to 0.03 to 0.05 pct, and 
then cast into small pigs or ingots for shipment to steel mills. 
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The 
Drift of Things . 


\ OST students of the Russian situation seem to 
i think that the Korean war will not extend be- 
yond that country. If that proves true, the mineral 
industry need not anticipate more than a temporary 
fillip in the demand for its products. None of the 
controls and allocations of World War II seem likely 
Considerably more power than yet has been exerted 
will be necessary to push the North Korean aggres- 
sors back into their own country, but the consump- 
tion of war materiel should not be large. However, 
the same type of outbreak may be expected from 
time to time in several other Communist-dominated 
countries so United Nations forces must be more 
ready than they were in Korea to oppose force with 
force. This will mean that a larger proportion of the 
world’s mineral output would be utilized for muni- 
tions, even though not immediately consumed 

The present situation indicates the need for a bet- 
ter organized United Nations police force. Some plan 
should be ready for execution whereby forces from 
member countries can be immediately despatched to 
areas where trouble threatens or military force must 
be opposed. The United States cannot and should 
not police the world. The war in Korea had to be 
assumed for the present by the United States alone, 
even though it was voted by the United Nations: but 
it would further the conception of the United Nations 
idea if no nation, and especially the United States, 
completely dominated such an effort 

Also, the veto power in the United Nations in such 
cases as this should be removed. Though Soviet 
tussia has been blamed for using it to excess, the 
United States, when the United Nations was organ- 
ized, was one of those that insisted on this provision 
in the charter. It was only luck that the Soviet rep- 
resentatives, pouting about the nonrepresentation of 
Communist China, were absent when the Security 
Council voted that North Korea, as an agegresso1 
should be opposed. Had they been present the vote 
of censure would have been vetoed. No nation should 
have the power to veto action just because its own 
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from 7868 members at the beginning of 1934 to 16,344 
at present—the membership could easily be 20,000. 
A more powerful organization, with greater prestige, 
would result. Meeting attendance would increase, and 
thus the opportunity for more professional contacts. 
The financial benefits would be equally great. If 
4000 new members were added to the rolls in the next 
year, and 3000 of them were Associate Members and 
Members, there would be an increased income of 
$60,000 in initiation fees and a like amount in dues. 
If the other 1000 were Junior Members without initi- 
ation fees, another $12,000 would be added, or 
$132,000 in all. The expense of servicing these addi- 
tional 4000 members would be nothing like $132,000. 
The difference would mean increased services and 
privileges, at a lower cost to members 

In the last month every member has been asked 
by mail to suggest the names of good prospects. It is 
hoped that this request will be productive of a large 
number of names, of which a good proportion will 
eventually be found in the Directory. Still more ap- 
preciated will be the successful effort of a member 
to obtain a formal application for membership. If 
you do not have a blank, just ask us for one when 
you send in the card 

There is no better way in which AIME members 
can feather their own professional nest. So send in 
that card—or a filled out application—now, if you 
have not already done so 


Manganese and Chrome 


We are getting no more manganese and chrome ore 
from Russia. She first served notice late in 1948 that 
manganese ore shipments would be restricted, and 
there was much more or less hush-hush palaver in 
Government and steel circles as to what could be 
done about it. Manganese is an absolute necessity in 
almost every kind of steelmaking process, nullifying 
the effect of oxygen and sulphur. From '% to 34 Ib 
is used per ton of steel, and with the steel industry 
operating at over 100 pet of capacity, a good supply 
of manganese is vital 

Russia, our No. 1 source, supplied 427,000 tons of 
manganese ore in 1948, and 81,000 tons in 1949, mak- 
ing token shipments on existing contracts that have 
now expired The deficiency fortunately has been 
made up by increased shipments from the Gold Coast 
and the Transvaal in Africa, and from India and 

i The Nsuta mine, in the Gold Coast, is the 


single source of manganese in the world 
sources made up for the deficiency in Soviet 
nts last year. Plenty of manganese exists at 
places in the United States, but it is too low 
be commercia ss, the deposit 
! been and are beir 1 and concentra- 
tion methods developed to meet a possible emer- 
Also, the 10 pet manganese content of steel 

f ice slags offers a possible source 
Chrom re, like manganese, has to be imported 
( intially the same amount. Lacking the 
Rus pply, more will have to be obtained fron 


yur ! incipal suppliers—the Union of South 
Africa, Cuba, Southern Rhodesia, and the Philip- 


pine Cl me is needed for the refractory and 
chemical industries as well as for steel 
Russia's cessation of exports was in retaliation for 


the ban the United States put on shipment of ma- 
chinery or capital equipment that might be used for 
war preparations. This includes practically every- 
thing. Their principal export to us now is furs 


| 


UNGSTEN in various forms 


and grades has many uses, in metallurgy and 
other industrial arts. Its uses become still more 
numerous and more diversified as techni- 
cal requirements become more exacting. The 
Molybdenum Corporation offers a comprehen- 
sive book on “Tungsten Steel” and will welcome 
inquiries at any time, on any application of 


Molybdenum, Tungsten or Boron, 


MOLYBDENUM 


‘YIELDS VARIOUS FRUI 


AMERICAN Production, American Distribution, American 
Control, Completely Integrated. 


Offices: Pittsburgh, New York, Chicago, Cleveland, Detroit, 
Los Angeles, San Francisco, Seattle. 


Sales Representatives: Edgar L. Fink, Detroit; Brumley-Donald- 
son Co., Los Angeles, San Francisco, Seattle 


Subsidiaries: Cleveland-Tungsten, Inc., Cleveland, O.; General 
Tungsten Manufacturing Co., Inc., Union City, N. J. 


Worés: Washington, Pa.; York, Pa. 


Mines: Questa, New Mexico; Urad, Colorado. 


CORPORATION OF AMERICA 


GRANT BUILDING PITTSBURGH, PA. 
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Dr. C. H. Mathewson Retires From Yale: 
Mathewson Medal Established 


At a testimonial dinner for Dr. C. H. Mathewson 
on the eve of his retirement from the faculty of 
Yale University, D. H. McLaughlin, president of 
AIME. announced the institution of the Mathewson 
Medal and Cerificate. The award will be made for 


the paper or series of closely related papers with at 
least one common author which represents the most 
notable contribution to metallurgical science. The 
paper must have been presented at one of the meet- 
in {f the Institute of Metals Div., of AIME, and 
have bee published in the Institute Transactions 
This award will replace the existing Institute of 
Me award 


The estimonial dinner was held June 23, with 
about 150 in attendance. S. W. Dudley, a Dean Emeri- 
tus of the Yale Engineering School, delivered the 
testimonial. Mr. Mathewson, after graduation from 


Sheth Scientific School, Yale University in 1902 
starte eaching as an Assistant in Chemistry at 
Massachusett Institute of Technology, and in 1904 
was appointed Austin Fellow of the Institute, spend 
ing two year inder Prof. Tammann at Gottingen 

He returned in 1906 to MIT, and in 1907 became 
a member of the Sheffield Scientific School and the 
Yale School of Engineering faculty. During his serv 
ice at Yale he was instructor, assistant professor 
ind since 1919 he has been professor and chairman 
of the Dept. of Metallurgy. Dr. Mathewson’'s fields of 
rese cluded 1 Phase relationships in alloy 
systems: 2 The mechanical properties of metals and 
ull principally relation to constitution and 
thermal treatment; and 3 The mechanisms operative 
t eformation nd hardenin 

Db Mathewso vas IMD le« ire in 1928. present 
ing a pioneer paper on winning in Metals In 
1932 he received the James Douglas Gold Medal of 
AIME: in 1943 he was president of AIME: and in 
he same year was the Edward DeMille Campbell 
lecturer before the American Society for Metals. In 


1947 ASM awarded him its Gold Medal. For meri 
torious service to Yale University, he was selected 
for the Yale Engineering Asst Award of Merit for 
1950 


970—JOURNAL OF METALS. AUGUST 1950 


F. H. Brownell Receives Rand Medal 


Francis H. Brownell was awarded the Rand Medal 
at a dinner following the AIME Board of Directors 
meeting on June 22. Awarded from time to time for 
distinguished achievement in mining administration, 
the Medal was scheduled for presentation to Mr. 
Brownell at the Annual Banquet. The presentation 
was postponed because of Mr. Brownell’s enforced 
absence from the city 

President D. H. McLaughlin presented the Medal, 
the citation of which read: “For sound leadership 
in the administration of nonferrous mining and 
metallurgical enterprises and for outstanding con- 
tributions to society in financial and legal matters 
relating to the nonferrous metal industry.” 

Mr. Brownell, now retired, had been chairman of 
the board of the American Smelting and Refining 
Co 


Are You an Associate Member? 


Many AIME members holding responsible profes- 
sional positions are classed as Associate Members 
rather than Members. This usually is because when 
they applied for membership their qualifications were 
not such that they could be elected Members. To 
qualify for the latter category, an applicant must 
have had at least six years’ employment in the prac- 
tice of mineral engineering, or in the application of 
the sciences to any of the branches of the mineral 
industry, during at least three years of which he 
must have held positions of responsibility 

Associate Members are urged to apply for a change 
of status to Member as soon as they feel qualified 
The prestige of being a Member well justifies the 
change. No cost is involved, and all fees and privi- 
leges are the same. Merely notify AIME headquar- 
ters that you wish to apply for the change in status 
and an application blank will be sent you. Or if you 
have one of the regular application blanks for mem- 
bership, merely fill it out and mark it change in 
status 
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Water Resources Policy Deplored 


A committee of the Engineers Joint Council sub- 
mitted a report to President Truman and his Water 
Resources Policy Commission that spoke out bluntly 
against “excessive and unsound” water resources 
practices. These practices were attributed to com- 
peting federal agencies and Congressional ‘response 
to pressure and trading,” and the committee called 
for a halt in further authorizations until a uniform 
policy has been adopted. 

The report deplored “ambiguous, uncoordinated and 
conflicting” Federal policies covering power, irriga- 
tion, flood control, navigation and other water re- 
sources projects. Although the report did not direct 
itself to the activities of any particular agency, it 
cited the fact that the Dept. of the Interior, Corps 
of Engineers, Dept. of Agriculture, Federal Power 
Commission, U. S. Public Health Service, Weather 
Bureau, Coast and Geodetic Survey “and many 
others” are concerned with one phase or another 
of water development. 

The engineers offered specific recommendations 
for correcting the existing practices including meth- 
ods of procedure, authorization, and economics 
Copies of the report may be obtained from the 
AIME without charge as long as the limited supply 
lasts. If indicated on the request, in the event that 
the free supply be exhausted, the requests will be for- 
warded to Engineers Joint Council, which will supply 
copies for $1.50 


AIME Journals Available on Microfilm 


An agreement between the American Institute of 
Mining and Metailurgical Engineers and University 
Microfilms, Ann Arbor, Mich., will make available 
to libraries issues of Journal of Petroleum Technol- 
ogy, JOURNAL CF METALS, and Mining Engineering for 
1950 in microfiim form 


Coming Events 


Microfilm makes it possible to produce and distrib- 
ute copies of periodical literature on the basis of 
the entire volume in a single roll, in editions of 30 
or more, at a cost approximately equal to the cost of 
binding the same material in a convenient library 
binding. 

Under the plan, the library keeps the printed is- 
sues unbound for circulation from two to three years 
When the paper copies begin to wear out or are not 
called for frequently, they are disposed of and the 
microfilm is substituted. 

Sales are restricted to those subscribing to the pa- 
per edition, and the film copy is only distributed at 
the end of the volume year 

The microfilm is in the form of positive microfilm, 
and is furnished on metal reels, suitably labeled. In- 
quiries concerning purchase should be directed to 
University Microfilms, 313 N. First St., Ann Arbor, 
Mich 


IMD Meets With Metal Show 


Registration, technical sessions and the annual 
fall dinner of the Institute of Metals Div., AIME, will 
be at the Sheraton Hotel, Chicago, Oct. 23 to 25, 1950, 
during the National Metal Congress and Exposition. 
Two simultaneous technical sessions have been 
scheduled tentatively for Monday merning and after- 
ternoon, Oct. 23; Tuesday morning and afternoon, 
Oct. 24; and Wednesday afternoon, Oct. 25. An in- 
formal technical session is scheduled for Monday 
evening, and the cocktail party and dinner will be 
held Tuesday evening. Registration, which includes 
a set of reprints of papers, will be $2.00 for members 
and $4.00 for non-members 

Application blanks for hotel reservations have been 
sent to IMD members, and are available from AIME 
on request. All applications for hotel space should be 
mailed either to the Sheraton Hotel or the Chicago 
Convention Bureau 


Aug. 28-31, American Mining Congress, Sept. 28, AIME, Lehigh Valey Section Oct. 23-25, AIME, Coal Div., and ASME, 
Metal Mining Convention and Exposi visit to Lehigh Navigation Coal Co Fue div Hotel Statler, Cleveland 
io ir Gro ds, Si sfore 
tion, Fair round alt Lake City Lansford, Pa Oct. 23-27, National Metal Congress and 

Aug. 29, AIME, Section Delegates meet Oct. 3-5, American Institute of Electrical Exposition International Amphithe- 
ing 4 p.m., followed by Board of D Engineers, Baltimore ater, Chicago Participating organi 

zations: AIME, Headquarters, Hotel 


rectors dinne nd meeting 6 m 


Pioneer Room, Hotel Utah, Salt Lake Roosevelt Hotel 


Oct. 5, AIME, Ajo Subsection, Ajo, Ariz 
Oct. 11-12, AIMEE, 


Sept. 1, AIME, Minerals Beneficiation 
Div Hotel Utah, Sait Lake City 


Petroleum Branch 
New Orleans House American Welding Society, 


Industrial Minerals 


Sheraton; ASM, Headquarters, Palmer 


Headquarters, Hotel Sherman; Society 
for Non-Destructive Testing 


Oct. 27, AIME, Southern Ohio Section, 


Div Rocky Mt. Section El Paso 
Sept. 3-8, American Chemica! Society, Texas Open Hearth Committee, Iron and Steel 
National Chemical Exposition, Chicago Div., annual meeting, Deshler-Wallick 
Coliseum, Chicago o. e. AIME, E! Paso Metals Section Hotel, Columbus, Ohio 
Texas 
Sept. 5-9, American Chemical Society, Nov. 3, AIME, Pittsburgh Section of 
sixth national chemical exposition Oct. 12-13, AIME, Southern California Open Hearth Committee Iron and 
Chicago Coliseum, Chicago Section, Metal, Mining. and Petroleum Steel Div and Pittsburgh Section 
Branches, Elks Club, Los Angeles AIME., annual meeting. William Penn 


Sept. 10-13, American Institute of Chemi- 
cal Engineers, Radisson House, Min 
neape 


Oct. 13, AIME, 


Sept. 15-16, National Society of Profes- 
sional Engineers, Wheeling 7 


Sept. 19-21, American Society of Mechan- 


Southwestern Section 
' - Open Hearth Committee, Iron and Steel 
Div., Houston, Texas 


Va Oct. 16-20. National Saf 
Exposition. Industr 
Stevens, Congress 


Hotel, Pittsburgh 


Nev. MH, AIME, Buffalo Section, Open 


Hearth Committee Iron and Steel 
Div all-day meeting, Statler Hotel 
ety Congress and Buffal 


Nov. 26-Dee. 1, American Society of Me 
chanical Engineers, annual meeting, 


ical Engineers, fall meeting, Hotel tels; traff safe 
Sheraton, Worcester, Mass. cial vehicle, farm and home safety. La Hotel Statler, New York 
Sept. 20, AIME, Carlsbad Potash Se« Salle; school, ¥ — Dec. 7-9, AIME, Electric Furnace Steel 
tion, Riverside Country Club, Carls Oect 7-20, AIME, Industrial Minerals William Div., Hotel 
bad, N. Mex Div., fall meeting. Norman. Okla u n Penn ittsburgh 
> } dan, 15-17, 1951, IME, Minnesot See 
Sept. 22-23, AIME, El Paso Metals Oct. 2, AIME, Eastern Section, Open tion ting. M 
tion, Chihuahua, Chih Mexico Hearth Committee, Iron and Steel Div sium conducted by Center for Contir 
fall meeting, Warwick Hotel, Ph 
Sept. 25-29, Corrosion Short Course, Na phia , E ck Hote Philadel uation Study, University of Minnesota 
tion Assn. of orre mn Engineers Feb. 18-22, 1951, AIME, annual meeting 
Case Institute of Technology, Cleve Oct. 26-21, Engineers’ Council for Profes- Jefferson Hotel; Metals Branch ses- 
land sional Development, annual meeting, sion, Statler Hotel, St. Louis 


Hotel Tudor Arms, Cleveland 


Sept. 26-29, Assn. of Iron and Steel En- 


Apr. 2-4, 1951, AIMF, Open Hearth and 


gineers, annual meeting and exposi- Oct. 22-24, American Mining Congress, Blast Furnace, Coke Oven and Raw 
tion, Cleveland Public Auditorium metal and nonmetalli convention Materials Conference, Iron and Steel 
Cleveland. Biltmore Hotel, Los Angeles Div., Statler Hotel, Cleveland. 
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AIME Liberalizes Policy 


Liberalization of the AIME policy on controversial 
matters was voted by the Board on June 22. Some 
members of the Institute had felt that the policy 
heretofore followed had been too narrow Recently, 
the executive committee of the Mineral Economics 
Div. specifically had asked the Board to endorse a 
proposed resolution whereby the Board could make 
known “facts and views on matters affecting the 
mineral economy of the nation relating to na- 
tional defense, provision of adequate peacetime min- 
eral supply, and conservation and development of 
mineral resources.” The Board did not wish to go as 
far itself as was suggested by the MED, but at the 
June 22 meeting passed the following resolution 
WHEREAS, one of the purposes of the American 

Institute of Mining and Metallurgical Engineers 

is, according to its constitution, “to promote the 

arts and sciences connected with the economic 
production of the useful minerals and metals, and 
the welfare of those employed in these industries 
by all lawful means”; and 

WHEREAS, The Mineral Economics Div. of the In- 
Stitute feels that the policy enunciated at the 
meeting of the Board of Directors on Feb. 21. 
1933, “to refrain from official participation or 
action in controversial nontechnical economic 
subjects” is unduly restrictive; therefore be it 

Resolved, That Branches, Divisions, and Local Sec- 
tions of the Institute be encouraged to hold meet- 
ings, Symposiums, and forums, and to publish pa- 
pers in the Institute’s journals as desired, for the 
objective discussion of subjects pertaining to the 
economic welfare of the mineral industry and 
those employed therein, both in the United States 
and abroad; and that reports of such discussions 
be made available as desired to public agencies 
but that neither the Institute nor its Branches 


AIME membership on May 1, 1950. was 16.397; in 


W837 Student Associates were enrolled 


LDMISSIONS COMMITTEE 


Alabama 


Arizona 


Houde 
olerade 

‘ 


Illinois 


Fr 


Kentucky 


Michigan 


hea 


Proposed for Membership — Metals Branch AIME——— 


Divisions, Local Sections, or official representatives 
shall adopt an official position on such matters. 
This, however, shall not be regarded as a rigid 
prohibition against an expression of opinion by 
the Board on matters pertaining to the mineral 
industries that are of vital interest to the nation 
in times of danger. 


Reinartz Nominated A!IME Director 


Official announcement was made at the June 
Board meeting of the selections made by the Nomi- 
nating Committee for Institute officers for 1951, as 
published in the May issues of the three journals. A 
ninth candidate to add to the official ticket was 
selected by the Board, namely, Leo F. Reinartz, asst. 
vice-president of the Armco Steel Corp., Middletown, 
Ohio, who was chosen for a three year term as 
Director. 

Mr. Reinartz was born in East Liverpool, Ohio, 
Aug. 3, 1888. Carnegie Institute of Technology granted 
him Bachelor of Science and Metallurgical Engineer 
degrees, and he has worked for the American Rolling 
Mill Co. and its successor, Armco Steel, ever since he 
graduated in 1909. Successively he has been chemist, 
assistant superintendent of open hearth depts.. open 
hearth superintendent, assistant general superin- 
tendent, and works manager. He was a Director of 
AIME from 1943 to 1948, serving as vice-president 
for the last three years 
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Oops! The Slip Shows 


On p. 911 of the July issue, nominations for 1951 
officers for the Extractive Metallurgy Div. were in- 
correctly listed. The nomination for chairman is 
Oliver C. Ralston instead of T. D. Jones, and Mr 
Jones was nominated chairman-elect. 


Voennesota 
Duluth Purbaugh, C. A. (M) 


Nevada 
Reno—Johnson, Walter Burton (C/S—S-J) 


New York 
New York-Hausner, Henry Herman (M). Margolin. Harold 
; ‘M 


C S--S-J). Stocklager, Edwin Stevens 


New Jersey 


Wadison E 


Koebe Frank 


Cleveland 


Fischer, Har F iM 


Oklahoma 
Blackwell-Rowland, Harvey Leon (J 


Pennsylvania 


Jeannette Carlson, Charles I css 


Virginia 
Rich nd Clarke, Wil Harvey 


Brasil 
Pau 


sweden 


| 
(ton 
| 
* 
Meaghe Chairman; Albert J. Phillips, Vicee-Chai 
san: Ge yw RB. Corless, H. P. ¢ ft. Lloyd C. Gibson, Ivan 
1. Given, F. W. Hanson, T. D. Jones, P. Malozemoff. Rich 
ird D. Mollison, and John Sherma 
Institute membe are urged t eve this list as soon as 
the issue 4 rived and immediately wre the Seere 
fa flee ht message ect f hpection is flered 
t? f any appliant Deta f the sbiection (A 
hould f ; ma The Institute lesires ta tend 
‘ fs privileges to every person to whom it can be of hors ice Ohio 
hut does not desire ta admit persons unless they are quali EO 
fed 
In the t ear hanage of status: R. re 
state ent Ww. Me ‘ J. Junior Member iv dss ate 
Wembe tudent A ite 
(M 
Philadelphia--Pollock, Daniel David (C S-S-M 
‘ Pittsburgh Loftus, Fred H. (M) 
B-J St. Marys Honeyman, Robert Newtor S—S-J 
Texas 
Houston Juergens, Raymond Jobn. Jr J 
Lew le Ritche o ! Eduardo Pyles (C S—A-M 
Peru 
lot Lows H La Oreya- Mortimer, John Mongrieff (M | 
ham George M | 
Detroit Kasper Arthur t t Le et 
M Lulea—Hjerdin, Sven (M 
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Armco Open Hearth Elevators 
To Speed Furnace Charging 57 Pct 


The elevator system for feeding scrap and other 
charge materials into the new open hearth furnaces 
of the Armco Steel Corp., Middletown, Ohio, will be 
built by the Westinghouse Electric Corp. The instal- 
lation was described in JourNaL OF METALS, May, 
1950, p. 744. It will speed up the charging operation 
some 57 pct 

The Westinghouse Elevator Div., designer of the 
system, has been awarded a contract for the installa- 
tion of four special hydraulic-type elevators which 
will serve three furnaces at Armco’s new open hearth 
plant. The elevators will reduce the time needed 
to charge a furnace from 31 to 112 hr 

Each elevator will be fitted with a 10 x 20 ft plat- 
form which will carry the charge buggies with their 
loads of scrap and other materials from the yard 
level up 20 ft to the charging doors of the furnace 
The elevators will be designed to lift a 45,000 lb load 
in 30 secs, with a maximum rating of 60,000 lb. in 38 
sec. They will be loaded at right angles to the fur- 
nace, and will revolve 90° to permit the charge bug- 
gies to be unloaded in line with the furnace doors 
The buggies will run on tracks installed on the ele- 
vator platforms. 

Installation of the elevators, to begin soon, will 
be completed by Nov. 1. The McGraw Construction 
Co. is the general contractor for the new open hearth 
plant. 


Case Teams With Arts Schools 


A new curriculum for combined liberal arts and 
engineering education has been announced by six 
middle western colleges. The plan, designated the 
“Binary Curriculum,” involves three years study at 
one of the liberal arts colleges, and two years and a 
summer of work at the engineering school, Case In- 
stitute of Technology, Cleveland 

Upon completion of requirements at each institu- 
tion, the student will receive a BA degree from the 
liberal arts college and a BS in a specialized engi- 
neering field from Case. Liberal arts schools par- 
ticipating include Coe College, Cedar Rapids, Iowa; 
DePauw University, Greencastie, Ind., Marietta Col- 
lege, Marietta, Ohio; Oberlin College, Oberlin, Ohio; 
and Ohio Wesleyan University, Delaware, Ohio. 

The student must be first accepted by one of the 
participating liberal arts schools and complete the 
liberal arts course. He may then be recommended 
by the college for admission to Case to continue the 
program there. Under the plan, students will receive 
after five years of study two degrees that ordinarily 
require six years of work if earned separately 


Alcoa Anti-Trust Suit Ends 


June 2, 1950, saw the end of the Aluminum Co. of 
America anti-trust case, which has been in the courts 
for more than 13 years. Judge John C. Knox, chief 
judge of the district court for the Southern District 
of New York, filed an opinion deciding all outstand- 
ing issues in the suit. The decision establishes the 
legality of Alcoa’s present position in the postwar 
market 

The Dept. of Justice request that Alcoa be required 
to sell some of its plants and facilities was turned 
down, the court holding that price domination had 
not been established. Alcoa’s purchase of the Gov- 
ernment-built St. Lawrence smelting plant was sus- 
tained, and title will go to Alcoa. The plant will be 


put into operating condition immediately, the com- 
pany indicated 

Alcoa's patent structure and royalty terms were 
upheld, the court denying contentions that Alcoa’s 
patents dominated the industry and that the com- 
pany should not be allowed to collect royalties from 
its competitors. 

Holders of Alcoa and Aluminium, Ltd., stock in 
substantial amounts are required to sell their stock 
in either company. This will be carried out over a 
liberal period of time, yet to be worked out with 
the court. The court retains jurisdiction of the case 
for five years more to enable the Government to pe- 
tition the court for further relief if at any time 
within that period the competition with Alcoa should 
become uncertain or ineffective 


AIME to Meet in Mexico City 


The 1951 Fall Meeting of the AIME will be held in 
Mexico City in October, it was voted by the Board 
The invitation was tendered at the annual meeting 
last February by Ing. Raul de la Pena, director gen- 
eral of the Instituto Nacional para la Investigacion 
de Recursos Minerales. Several other societies cov- 
ering the mineral technology field also have been 
invited to participate by Mr. de la Pena 

This will be the first AIME meeting to be held 
outside of the United States since that held in 
Mexico City in November 1936. A good automobile 
road is now open from the border to Mexico City, 
and frequent airplane service supplements railroad 
accommodations. A few technical sessions will be 
arranged, but the social features will no doubt domi- 
nate, and several field trips of professional, scenic, 
and historical interest are planned. The dates in 
October remain to be fixed 

Decision was also reached by the Board on several 
other meetings. The Annual Meeting for 1951 al- 
ready had been airanged for St. Louis, Feb. 18 to 22, 
with the Jefferson Hotel as headquarters. The 1952 
Annual Meeting will be back in New York City, Feb 
17 to 21, with the Statler as headquarters, but the 
banquet will be held at the Waldorf-Astoria, Feb. 20, 
1952. The Fall Meeting in 1952 will be held in Chi- 
cago in connection with the Centenary of Engineer- 
ing being arranged by the American Society of Civil 
Engineers to commemorate its 100th anniversary 

In 1953 the Annual Meeting will be held in Los 
Angeles, Feb. 15 to 19, with the Statler Hotel as head- 
quarters 


Metals Transactions Available 


Transactions of the Metals Branch, AIME, for 1949 
are now available. The price to AIME members is 
$3.50 and to nonmembers, $7.00. After Jan. 1, 1951, 
the price of this volume wil! be $7.00, less 30 pct for 
members, and $7.00 for nonmembers 

Mining and Petroleum transactions are also avail- 
able at the same prices. The transactions are the 
technical material and articles, discussions, and 
technical notes contained in the transactions sec- 
tions of the specific AIME Journals. Also included 
is an index 

This bound volume of transactions provides a per 
manent and continuing record of technical develop- 
ments in the various fields covered by the activities 
of AIME. The attractively bound volumes will en- 
hance anyone's technical library, and will serve as a 
ready and permanent technical reference 

Orders accompanied by checks may be sent to 
American Institute of Mining & Metallurgical Engi- 
neers, 29 W. 39th St.. New York 18, N.Y 
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D. H. McLaughlin 


Donald H. McLaughlin, president, Homestake Mining 

Co. and president, AIME, und J. A. Martino, presi- 

dent, National Lead Co., were among those who re- 
ved citations at the Boston Jubilee 


James T. MacKenzie, chief metallurvist, American 
Cast Iron Pipe Co., Birmingham, has been named 
trustee of the ASM 


A. L. Bard has been appointed to take charge of engi 

neerin ales and development of grinding media by 
Sheffield Steel Corp.. Kansas City 

H. McEthinney, vice-president, Wheeling Steel 

rp, and Rufus E. Zimmerman, vice-president, U.S 

rp., were awarded certificates for outstanding 


standardization by the American Stand 


Edward G. Mahin, former head of the department of 
metallurgy, University of Notre Dame, received the 
honorary e of Doctor of Science at Purdue Uni 


versity 


A. A. Braddis is now employed the Philadelphia 
Gear Works, Inc., Philadelphia the capacity of su- 
pervisor of heat treatment i ) this he was as- 


sistant iperintendent of ! arch and assistant su 


perintendent of heat the Midvale Co 
C. J. Bier, formerly with Powmetco, Inc., of East Port 
Chester, Conn., has taken a position with Radio 
Cores, Inc., Oak Lawn, Ill 


Truman S. Fuller, engi r in charge of works labo 
ratory, General Electr ‘o., Schenectady, N. Y., has 
been nominated for vi president of the ASTM 


D. K. Crampton, director of research, Chase Brass & 
Copper Co., Inc., Waterbury, Conn., and J. R. Trimble, 
assistant manager, department of metallurgy, inspec 
tion and research, Tennessee Coal, Iron & Railroad 
Co.. Birmingham, have been nominated as members 
of the board of directors for the ASTM 
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J. A. Martino 


J. C. Warner, former vice-president of Carnegie Ir 
stitute, of Technology, has been named president 
William H. Yeckley and Karl L. Fetters were electec 
assistants to the vice-president in charge of opera- 
tions of the Youngstown Sheet & Tube Co. Mr 
Yeckley was formerly general superintendent of the 
Campbell Works steel plant, blast furnaces and 
Struthers works. Dr. Fetters held the position ot 
special metallurgical engineer 


Lewis W. Douglas, United States Ambassador to Eng- 
land, recently received the honorary degree of Doc- 
tor of Laws at Glasgow University 


Jack L. McIntosh is now production foreman, Gen- 
eral Chemical Div., Allied Chemical & Dye Corp., 
Delaware Works, Marcus Hook, Pa. He was recently 
transferred from the Canadian section of the com- 
pany 


Lincoln T. Work, consultant, is now affiliated with 
Singmaster & Brever. Graybar Bldg.. New York 


R. W. Sandelin has accepted the position of super- 
intendent of metallurgy and inspection, Connors 
Steel Co., Birmingham. He was previously connected 
with Stockham Valves & Fittings, Inc., Birmingham 
as chief metallurgist 


Bani R. Banerjee has been conferred the degree ot 
Doctor of Engineering by Yale University. Dr. Baner- 
jee, formerly of the faculty of the department of 
metallurgical engineering, Illinois Institute of Tech- 
nology, is presently research engineer, engineering 
research division, Standard Oil Co., Chicago. 


William H. Santschi is now employed as a metallur- 
rical engineer, Allegheny Ludlum Steel Corp., Brack- 
enridge, Pa 

Paul Pietrokowsky is now employed at the California 


Institute of Technology jet propulsion laboratory as 
a research metallurgist 


\ 
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W. Flatow 


William Flatow was elected a vice-president of W. R 
Grace & Co., New York, N. Y. He was formerly as- 
sistant vice-president. He recently took charge of 
the ore and metal department and will continue to 
hold that position 


Kalevi Kuikkola is accepting the position of research 
assistant in metallurgy at the Technical Institute, 
Helsinki, Finland. 


Samuel Barker, Jr., was recently honored as a 5i- 
year member of AIME. A prominent Butte, Mont., 
engineer, he was made a member of the Legion of 
Honor. 


L. E. Harris, formerly with Cananea Consolidated 
Copper Co., Cananea, Sonora, Mexico, is now affili- 
ated with American Smelting & Refining Co., El Paso, 
Texas. He is a designer in the smelting dept. engi- 
neering office 


W. C. Page was elected vice-president and general 
manager of the western operations of U. S. Smelting 
Refining, and Mining Co. He formerly was general 
manager of western operations. 


Sumner M. Anderson, Latin American specialist for 
the foreign minerals region, U. S. Bureau of Mines, 
is on a 3-month observation tour of the important 
mining areas in South and Central America and 
Mexico. He will collect pertinent information rela- 
tive to current and potential mineral developments 
in nine countries 


Obituaries 


George W. Coffey (Member 1918), died July 4. He was 
born in Nevada City, Calif. and received his B.S. in 
mining engineering from the University of California 
in 1917. He was a junior engineer on several mining 
examinations, working with the Miami Copper Co 
and Yeatman & Berry. In 1926 he joined the Yukon 
Gold Co., now Pacific Tin Consolidated Corp., serving 
as resident manager in the Federated Malay States 
from 1931 to 1939. He was then named vice-president 
and in 1945 made chairman and president. 


Alfred W. Gregg (Member 1943), consulting engineer 
for Whiting Corp., Harvey, Ill., died on June 8 after 
a short illness. Mr. Gregg was born in Riverside, Il 
in 1881. He received his B.S. in 1903 and his MS 
in 1904, both from Purdue University. He began his 
career as a metallurgist with the Latrobe Steel Co 
He was connected with Bucyrus-Erie Co., South Mil- 
waukee. as foundry superintendent; superintendent 
for Bonney-Floyd, Columbus; and foundry superin- 
tendent for Whiting Corp. in 1923. In 1936 he re- 
joined Whiting Corp. as executive engineer in the 
foundry equipment department 


Charles Hart, (Member 1924), died on May 23 in 
Media, Pa. He graduated from Swarthmore College 
and took a year of post-graduate work at Lafayette 
College. He went to work as a chemist with Carnegie 
Steel Co., Pittsburgh and was then associated with 
Republic Iron &Steel Co., Youngstown. He was vice- 
president of Republic when he was transferred to 
Inland Steel Co. and became president. In 1910 he 
became owner-president of Delaware Steel Co. of 
Chester, Pa 


H. M. E. Heinicke, (Member 1930), metallurgical en- 
gineer, died recently. Mr. Heinicke was born in St. 
Louis in 1896 and earned his B.S. degree at Univer- 
sity of Illinois, graduating in 1919. He worked as a 
metallurgist for the American Steel Foundries, Indi- 
ana Harbor, Ind., for a short time. In 1920 he joined 
the Western Electric Co., Chicago, as metallurgical 
engineer. He worked in die casting, melting, rolling 


and wire drawing. Several patents were also taken 
out by the company as a result of his research work 


W. L. Honnold, (Member 1893), internationally known 
mining engineer and humanitarian, died on May 6 
in Los Angeles, after a long illness. Dr. Honnold was 
born in Oconee, Ill. in 1866. He attended Knox Col- 
lege, University of Michigan, Michigan College of 
Mining and Technology, and Claremont College. 
From 1895 to 1902 he was foreman, superintendent, 
manager, and consulting engineer of mines in Mon- 
tana and California. In 1902 he went to South 
Africa as consulting engineer for Consolidated Mines 
Selection Co. (London) and subsidiary companies 
He became managing director and chairman, Trans- 
vaal Coal Trust, Brakpan Mines, Springs Mines, and 
the New Era Co. He returned from South Africa in 
1915. In 1916 he was transferred to New York as 
American director of Commission for Relief in Bel- 
gium. He was made director of Anglo-American Corp 
of South Africa, Ltd., Hazeltine Corp., Calvaeras Ce- 
ment Co., and Pacific Alkali Co 


NECROLOGY 


Date 

Elected Name Date of Death 
1900 James B. Bailey Oct 1, 1948 
1938 Charles B. Carpenter June 10, 1950 
1918 George W. Coffey July 4, 1950 
1939 J.S. Coupal June 4, 1950 
1936 Clyde E. Cowman Mar 1950 
1931 Octave P. Ebeling Jan. 16, 1950 
1943 Alfred W. Gregg June 8, 1950 
1905 Edwin T. Henderson Unknown 
1947 Willard S. Johnson Mar. 26, 1949 
1923 Robert Carl Matson May 14, 1950 
1937 John E. McKay Apr. 13, 1950 
1940 William J. Nicholls May 24, 1950 
1900 H. W. Nichols June 11, 1950 


1941 Nicolas Reformatsky Jan 1950 
1906 Charles W. Saxman Unknown 
1915 E. C. Wilson June 12, 1950 
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Flow and Velocities of 


by H. V. Flagg 


ty flow of com- 
‘ bustion air and waste gases through a regen- 
erative open hearth furnace system would require 


exhaustive discussion of the 


an immense amount of experimental work to 
supply the necessary data. Many opposing, con- 
tradictory, and constantly changing influences 
are present that make positive analysis of the 
system difficult, if not impossible. Immense 
quantities of air and gases are moved into and 
out of the furnace by forces of such small mag- 
nitude that they defy exact measurement. Vol- 
imes are changing constantly in line with the 
changes in temperature occurring at every step 
in the process, starting with the entrainment of 
combustion air from the atmosphere, through its 
passage through the checker, its entry into the 
furnace, the development of the melting flame 
the withdrawal of the waste gases from the fur- 
nace through the checker, and finally the dis- 


charge into the atmosphere. Exact information 
as to the temperatures of either air or waste 
rases is not available; and careful technique and 


procedure are required to arrive at even partial 
temperature information 

As a result of the complexity of these forces, 
no comprehensive presentation of the flow of gases 


through the open hearth system is available 
Wm. C. Buell, Jr.. made rational analyses of the 
problem in his book The Open Hearth Furnace,” 


on the basis of assumptions of temperatures to 
be expected at critical points according to heat 
balances and Known process temperatures. Buell 
difficulty of establish- 

temperatures of gases in the 
Without 


velocities 


emphasized repeatedly the 
ing exact values for 
path through the open hearth process 
values for 
calculation 

the basis of flowing 
sectional areas is made 
iniform flow over the en- 
doubtful whether such 


value oO reasonable 
ilated. Fur 
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can be 
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on the presumption of 
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Air and Waste Gases 


In Open Hearth Furnaces 


presumption can be made. Observation of the 
scouring effects of gases on refractories in rela- 
tively unrestricted areas after a furnace cam- 
paign will supply evidence of variation in gas 
velocity over those areas, which will question the 
usefulness of velocity data. 

Furnace operators, in view of the difficulty of 
arriving at exact information concerning gas 
flows, study carefully the points of failure in the 
furnace system and make adjustments in fur- 
nace lines to alleviate the condition causing the 
failure. Unfortunately a change made to ease a 
condition at one point may have the effect of 
setting up a point of weakness at some other lo- 
cation, so the effect may be harmful rather than 
helpful. Coupled with the fact that long periods 
of operation are required to establish conclu- 
sively the effects of furnace changes, furnace 
operators, consequently, are reluctant to proceed 
with indicated changes and are cautious in ac- 
cepting new ideas 

For the purpose of this discussion, a designa- 
tion of certain critical areas in the open hearth 
furnace system will be used, as shown in fig. 1. 


(A-1) The transverse area at the center of 
the furnace between the fore-plate 
line and the roof 

(A-2) The transverse area at the restric- 


tion caused by the “knuckle” and the 
“monkey-walls”. This area influences 
gas flow both into and out of the fur- 
nace laboratory and is the area of 
first importance 


A-4) The vertical transverse area above 
the bridgewall crests 

(A-5) The vertical transverse area over the 
downtakes. On open end, fixed fuel 
furnaces using water cooled burners 
and no dog house, A-5 and A-4 are 
practically identical 

(A-6) The combined horizontal cross sec- 
tional area of the air uptakes 

(A-9) The combined vertical areas of the 
slag pockets looking at the fantail 
entrance 

(A-10) The combined cross sectional areas 


of the entrance to the fantails 
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The combined areas of the entrance 
to the checkers above the bridge- 
walls. 
(A-12) The combined areas of the exit flues 
from the checkers on the stack side. 
(A-13) Area of air inlet duct. 
(A-16G) The area of the flue from the gas 
checker. 
(A-16A) The area of the flue from the air 
checker. 
(A-17) The area of the stack flue. 

The critical areas fall naturally into two clas- 
Sifications. The areas A-1, A-2, A-4, A-5, and A-6 
affect the flow of air to the furnace laboratory, 
the flow of gases across the hearth, and the dis- 
charge of gases from the furnace; while areas 
A-9 to A-17 are critical only with regard to the 
flow of gases from the furnace to the stack. The 
volume of gases leaving the furnace is approxi- 
mately 20 pet greater than the volume of com- 
bustion air entering the furnace on the basis of 
normal pressure and temperature while the tem- 
perature levels are much higher, so that any area 
which is adequate for outgoing gases will be 
amply sized for incoming air. 

The area A-1, the cross sectional area across 
the center of the furnace, is representative of 
the area through which the flame gases must 
pass across the hearth. Hence it influences the 
velocity of the flame gases. The length of time 
permitted for development of the flame and the 
consequent heat transfer to the charge is influ- 
enced considerably by velocity of the gas stream, 
or by the area A-1l. The area A-2 at the knuckle 
and monkey-walls is recognized as the dominant 
area in the entire open hearth system. If area 
A-2 is considered as unity, the relative area for 
fixed fuel furnaces should be between 1.7 and 2.0, 
and for producer gas furnaces somewhat larger, 
Say between 2.25 and 2.50. If this area is too 
large, or, in other words, if the roof is too high, 
more area is provided for heat loss from the fur- 
nace laboratory (where the balance is always in 
a narrow margin) and control of the gas stream 
is diminished. If this area is unduly restricted, 
gas contact time is shortened and refractories 
consumption is increased 

The velocity of gases across the hearth in a 
producer gas furnace probably is more or less 
uniform over the entire area at A-1 since the 
fuel and air streams both enter the furnace at 
relatively low velocity. This is not true in a fuel 
oil furnace where the atomized fuel stream en- 
ters the throat in a constricted stream at ex- 
tremely high velocity. Condition at the firing 
end is that a slow moving blanket of air tends to 
hug the roof while a high velocity jet of fuel is 
directed toward the hearth. The injection effect 
of the fuel stream, coupled with the turbulence 
set up by the two streams moving at different 
velocities, tends to draw combustion air from the 
overlying blanket in such manner that flame de- 
velopment may be rapid or slow, according to the 
velocity and direction of the incoming air stream 
As flame development progresses, the difference 
in velocity between the fuel and air streams be- 
comes less and less until finally the velocity at 
the outgoing bridgewall should be practically 
uniform over the entire A-2 cross section 

It is entirely possible that the lines and areas 
of the throat may be opened up enough that a 


(A-11) 


Fig. 1—Critical areas in an open hearth 
furnace. 


considerable proportion of the air blanket may 
pass entirely through the furnace without in- 
volvement in the combustion process. This will 
have the effect of increasing the excess air in the 
flue gases and of robbing precious heat from the 
hearth where the margin between requirement 
and potential is always narrow. In such cases, a 
strict adherence to the principle that air supply 
should be restricted to maintain say 3 pct oxy- 
gen in the outgoing gases will mean that insuf- 
ficient air will actually be available for sharp 
combustion; and perhaps as much as 6 pct oxy- 
gen may be needed to produce a sharp flame. 
The inevitable consequence of such practice will 
be higher fuel consumption and a slower furnace. 

Tne area A-2 at the knuckle must always be a 
compromise between the restriction needed at 
the throat to produce the desired flame develop- 
ment and the wide open areas needed to permit 
the discharge of waste gases from the hearth 
with least possible restriction and resultant de- 
struction of refractories 

The tendency in recent years has been to con- 
sider that little constriction in throat lines was 
necessary on fuel oil fired furnaces, and Knuckle 
and monkey-wall restrictions have been reduced 
or eliminated in the interest of providing freer 
exits for waste gases to get longer furnace life 
and lower rebuild cost. It may well be that the 
slower melting and higher fuel consumption re- 
sulting from opening up the throat areas may 
justify an about-face towards increased con- 
striction at the A-2 area. One reservation should 
perhaps be made with regard to concentrating 
attention on the A-2 area in that the vertical 
areas back of this area and the down take areas 
may have sufficient influence on incoming air 
to render changes in the A-2 area ineffective. 

The vertical area A-4 over the bridgewalls is 
the area through which the outgoing gases must 
pass to enter the down takes. If this area is un- 
duly restricted in the effort to properly direct 
the incoming air stream, the result will be rapid 
destruction of end walls and localized erosion of 
down take walls. This area should probably be 
at least 25 pet larger than the A-2 area and about 
25 pet greater than the total down take area. The 
area A-5, the vertical area over the down takes, 
is the area A-4 less the vertical cross section area 
of the producer gas port or the dog house around 
the fuel oil burner, if used. This area should not 
be important on a fuel oil furnace 

The area A-6 is the total horizontal cross section 
of the air uptakes. On a furnace where the fuel 
is preheated, the area A-7 is the area of the fuel 
uptakes and A-8 is the sum of the two, or the to- 
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Fig. 2—Experimental fluid flow pattern, 
conducted by Inland Steel Co. 


tal area of the down takes. A-6 and A-8 are 
dentical on a fuel oil furnace. The area A-8 may 
ve more significant in an open end furnace than 
xpected 

The gas flow through the open hearth furnace 
system may be divided into three functions, each 
function being more or less independent but still 
eing inter-dependent upon each other. The 
first function involves the supply of air and fuel 
to the furnace and includes the supply and regu- 
lation of combustion air to the checkers, its pas- 
age through the checkers and the uptakes, and 
inally its delivery into the furnac The second 
function involves the development of the flame 
ind the travel of the flame gases and the air 
blanket across the hearth. The third function 

volves the removal of the flue gases from the 
furnace, their travel through the checkers, and 
finally their discharge to the atmosphere. 

In consideration of the first function, the mo- 
tive force that moves the air into a normal fur- 
nace is developed by the chimney effect of the 
checkers and uptakes. All pressures in the in- 
‘oming air path from bridgewall level at the top 
if the uptakes back to the air regulating damper 
ire subatmospheric, or under a condition of 
draft rhe regulating damper may be a simple 
aucer over an opening in the intake duct or it 
may be an adjustable damper in a measuring 
duct supplied with air from a blower. The main 
function of the blower in the latter case is to es- 
tablish a pressure condition that will make de 
pendable metering and air regulation possible 
It is not to increase air supply as believed 

Because of the chimney effect, air current is 
drawn through the checkers, fantails, and slag 
pocket; and rises through the uptakes at a ve- 
locity depending upon the uptake areas. If the 
uptake areas are large, the velocity is low and 
the velocity energy is quickly dissipated so that 
the air stream will flow lazily over the bridgewall 
and tend to hug the roof on its path through the 
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throat into the furnace. If the uptake areas are 
made scant with regard to outgoing gas velocity, 
the velocity of the incoming air stream will be 
much higher. The result will be that sufficient 
energy will be developed to drive the air stream 
sharply toward the aprons and flame develop- 
ments will be much more rapid. This somewhat 
hypothetical reasoning is advanced to account 
for the fact established in practice that opening 
up the furnace ends has had an adverse influence 
on sharpness of the furnace and on fuel con- 
sumption. This reasoning also relates to the 
statements that the area A-2 may not be entirely 
dominant and that the area A-6 may be more 
significant than ordinarily supposed. Experience 
has shown that furnace performance has been 
noticeably different after a 50 pct increase was 
made in uptake area by removing dog houses 
while the throat area A-2 remained the same. 

The function of gas flow over the hearth has 
been discussed, but additional comment is indi- 
cated concerning removal of the gases from the 
furnace. The temperature of the gases will be 
increased approximately 1000 F in their passage 
across the furnace, which will increase their vol- 
ume by about 40 pct. This increase in volume 
coupled with the velocity energy of the fuel and 
air streams tends to create a condition of pres- 
sure at the outgoing end, which must be over- 
come by the draft supplied by the outgoing stack 
The level of pressure to be maintained in the fur- 
nace and the regulation of the draft by which 
the pressure level is maintained are recognized 
as being important in open hearth furnace op- 
eration. Excessive furnace pressure causes undue 
destruction of furnace refractories and backs up 
on the combustion air supply with the conse- 
quent adverse influence on flame development 
Too much draft, on the other hand, draws in un- 
wanted cold air through furnace openings, which 
not only robs the hearth of precious heat but 
tends to cool outgoing gases so that heat ex- 
change in the checkers is affected adversely. 

The third function, that of removal of gases 
from the furnace, involves the development of 
sufficient draft to overcome the chimney effect 
of the checkers and downtakes and to draw away 
the gases from the furnace as produced. The 
areas A-11 at entrance to the checkers, A-12 at 
exit from checkers, and A-16 and A-17 in the 
stack flues are important in connection with out- 
going gases. Buell specified velocities of 15 ft 
per sec at flow temperatures for these areas. 
Pressures existing in the ancillary system are 
never static, varying over reversal periods ac- 
cording to temperature swings and also varying 
as the furnace campaign moves on and dust de- 
posits build over the checkers and obstruct gas 
passage. As a result of constant fluctuation of 
draft in the outgoing flues, the pressure condi- 
tion in the furnace tends to fluctuate accord- 
ingly. The organization of draft control to com- 
pensate for such fluctuations (in light of the 
sensitive forces involved, the relatively long dis- 
tances, and the opposing forces of draft in each 
direction) requires careful engineering with sen- 
sitive and powerful instrumentation. 

Conditions of furnace layout may have a criti- 
cal effect on gas and air flow, even though areas 
may be ample for reasonable velocities. A dem- 
onstration was made recently in a Chicago plant, 
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which indicated such a condition. Raw fuel oil 
Was injected into the incoming air stream through 
a fantail wall and observations were made of the 
path of the resulting smoke. All of the smoke 
carried across the slag pocket and rose through 
the far uptake, as indicated in fig. 2. This sup- 
plied strong evidence that a disproportionate part 
of the combustion air supply was concentrated 
on one side of the furnace. Such a condition 
would inevitably result in an unbalanced flame 
development. The remedy planned is to raise 
and round off the fantail roof under the uptake 
wall and lower the arch that supports the divid- 
ing wall between the uptakes, so as to trap part 
of air supply into the near uptake. In addition 
to this rather extensive change, any restriction 
that could be made in uptake area A-6 would 
tend to improve distribution of air. 

Another instance of the effect of layout was 
cited by Buell in Vol. III in his discussion of gas 
and air flow through checker chambers. He 
pointed out that restrictions at either the fantail 
end, A-11, or the stack end, A-12, or both, would 
result in increased velocities of outgoing gases or 
of incoming air, or both. This would tend to 
spread the paths of these two currents, with the 
result that checker brick at the rear of the cham- 
ber would be subject to destructive heat from 
outgoing gases while incoming air would reach 
the furnace underheated. 

Buell also showed diagrammatically, as repro- 
duced in fig. 3, the effect of acutely angled ap- 
proach and exit connections to checker cham- 
bers on the paths of air and gases through the 
chambers. With generously sized entrance and 
exit and straight flow lines as shown in A, fig. 3, 
velocities should be low and the paths of flow 
well-distributed. The angled entrance and exit 
shown in B would have the effect of restricting 
further the areas A-11 and A-12, and would dis- 
tort the flow path as indicated. The result is 
that a considerable portion of the checker work, 
as shown shaded, would be ineffective while the 
remainder might be overheated. In substantia- 
tion of these ideas, Mr. Buell cited experimental 
work done by T. J. McLoughlin and reported by 
him in a paper: “The Theory and Application of 
Regenerative Principles t the Steel Industry,” in 
the Proceedings American Iron and Steel Insti- 
tute, 1929. 

Emphasis has been placed on the need for pro- 
vision of sufficient draft to keep the furnace in 
operation after checker deposits have built up to 
the point where additional draft is required. Ex- 
perience has established the fact that antici- 
pated benefits can not be obtained, since the 
checker dirt deposits have increased the velocity 
of waste gases to a point where heat exchange to 
the checkers is decreased and lowered air pre- 
heat slows up the furnace. This has been found 
true on Isley furnaces where ample draft is 
available. 

Since the entire ancillary system is continually 
under a pressure condition below that of the at- 
mosphere, air will be drawn into the system 
through every crack and opening. A certain 
amount of infiltration is inevitable, since it is 
impossible to maintain the system air tight in 
the face of inherent temperature changes. How- 
ever, sustained effort should be directed toward 
holding the amount to a minimum so that a com- 
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Fig. 3—Influence of angularity of fantail 
flues and connections. (From “The Open 
Hearth Furnace,” Vol. 111, by William Buell) 


fortable margin of controllability can be main- 
tained and unnecessary heat losses be eliminated. 
Infiltration may account for as much as 50 pet 
of the combustion air supply, with the result that 
the measure of control left in the remaining 50 
pet may be inadequate. Infiltrated air has a 
double barrelled influence adverse to good fur- 
nace operation since the greater part occurs be- 
tween the top of the checker and the top of the 
uptakes, so that infiltrated air is always cold. 
This reduces air preheat on the incoming end 
and chills flue gases on the outgoing end. Thus, 
infiltration has the effect of reducing the amount 
of heat given up to the checkers from the out- 
going gases, which will mean lower air preheat 
on the succeeding reversal, while the effect of 
infiltration on that reverse will be to add cold air 
to the preheated air stream and further reduce 
air preheat. Another effect of excessive infiltra- 
tion may be to increase the volume of gases to 
the point where draft control is sluggish and pos- 
sibly even to the point where available draft is 
insufficient. 

Emphasis has been placed on the first func- 
tion, which relates to the delivery of air to the 
furnace. Well organized flame development is 
the first requisite for good melting practice. The 
manner in which combustion air is introduced 
into the throat of the furnace plays an important 
part in flame development. The extent to which 
opening up the ends of the furnace can be car- 
ried in the interest of easier gas exit must be 
governed by the requirements for sharp flame 
development. 
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Open Hearth Bath Temperature 


Measurement and Control 


by J. A. Creighton 


‘INCE May, 1949, at Bethlehem Steel Co.'s 
Lackawanna plant, No. 3 Open Hearth shop, 
all tapping temperatures have been controlled by 
platinum platinum-rhodium thermocouples, 
ised with high speed electronic recorder. This 
hop consists of six furnaces tapping 220 tons 
and the steel made is mostly strip mill steel of 
0.08 pet max carbon. Practically all heats are 
lanced with oxygen from 0.15 to 0.25 pet carbon 
down to 0.04 to 0.05 pet carbon. Practice is to 

pyrometer reading just before lancing 

second reading just before manganese ad- 

to the furnace. A schedule of fuel rate 

the blow and up to tap is followed to get 

esired tap temperature. The aim is a mini- 
tapping temperature that will give a heat 

ree from any sKull. Many of the grades made 
call for complete killing by aluminum in the 


th 


adie and the tendency is to get those heats too 


ise of the heat pickup in the ladle) 
s the heat is tapped at a temperature which 

ordinary melter would hardly dare to use 
The pyrometer eg him confidence to take the 
heats below normal tapping ranges and an alibi 
if needed rhe reduced temperatures on this 


hot (becat 


grade of aluminum-killed steel is felt to have 
been one of the ‘st contributions of pyvrometric 
control 

Lancing with oxygen adds to the problem of 
achieving the proper tapping temperature. Dur- 
ing the oxygen blow it is possible to pick up from 


J. A. Creighton is Superintendent of Open Hearths at 
the Lackawanna Plant, at Buffalo, of Bethlehem Steel 
Cc This paper was prese nted at the 1950 Open 
Hearth Conference in Cincinnat 
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0 to 90 F in temperature, depending on how 
much fuel is used. The operation works to a 
scheduled fuel rate, based on the initial tem- 
perature, and the heat is usually somewhere near 
the right point when the second reading is taken 

Table I gives the desired tapping temperatures, 
based on steel grades. These have been arrived 
at by experiment and experience 

Table II shows the schedule of fuel rates to be 
used during oxygen blow. These fuel rates are 
based on the carbon content of the bath at the 
start of the blow 

As to results obtained from pyrometric control 
experience is that skulls have not increased or 
decreased. Since working to a lower average tem- 
perature, it is not surprising that skulls have not 
decreased 

Mold life has definitely increased. Coincident 
with the use of the pyrometer, the mold life on 


Fig. 1—Thermocouple assembly for temperature 
measurement of liquid steel baths. 
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TABLE I 
Desired Tapping Temperatures by Grade of Steel 
Tapping 
Ladle Carbon, Temperature 
Pct Deoxidation Aim, F 
Under 10 Rimmed 2890 
Under 10 Aluminum Killed 2840 
10 to 20 Rimmed 2880 
10 to 20 Killed 2860 
20 to 30 Killed 2850 
30 to 40 Killed 2840 
40 to 50 


Killed 2830 


the 24x 54 in. mold, which is largely used at No. 
3 Open Hearth, has increased from 70 to 88 pct. 
Realizing that variations in mold life are affected 
by a number of conditions this substantial in- 
crease is quite significant. 

Stool life has increased, coincident with the use 
of the pyrometer. The number of pounds of stools 
per ton of ingots has gone down from an aver- 
age of 15.3 to 11.7 lb per ton. For the past three 
months it has averaged 98 Ib per ton. Other 


TABLE If 
Fuel Rates Used During Oxygen Blow, Based on 
Carbon Content at Start of Blow 
Temperature Increase, F 


Gal Oil 
per hr From 20 C From 15 C From 10C 
0 20 10 0 
50 25 to 30 15 to 20 5 to 10 
100 35 to 40 25 to 30 10 to 15 
150 45 to 50 30 to 35 20 to 25 
200 50 to 55 40 to 50 30 to 35 
250 60 to 65 50 to 55 35 to 40 
300 65 to 70 60 to 65 45 to 50 
350 75 to 80 65 to 70 55 to 60 
400 85 to 90 75 to 80 65 to 70 


things have affected these results, but the ten- 
dency is there. 

Pouring practice at No. 3 Open Hearth has im- 
proved greatly coincident with the use of the 
pyrometer. For the eight months prior to May, 
1949, the average pouring practice was 89.7 pct. 
For the eight months’ period after May, 1949, 
the average was 944 pct. For the past two 
months the average pouring practice is 96.8 pct. 
This improvement is attributed to the elimina- 
tion of the hotter heats. Stool stickers and mold 
stickers also have decreased materially. 

As to quality of steel produced, no concrete 
data are available, but correct pouring tempera- 
tures and better pouring practice is believed to 
result in improved quality. On higher carbon 
heats, such as rails and high carbon forging 
heats, it is believed the effect on quality will be 
more pronounced. At present pyrometric control 
is being installed in No. 1 and No. 2 Open Hearths 
Shops where the higher carbon heats are made. 

As to the actual use of the pyrometer, the 
technique of manipulation and maintenance of 
the equipment determines its success. An ob- 
server who comes under the Metallurgical Dept. 
inserts the pyrometer in the bath, assisted by the 
first helper. The maintenance of the equipment 
is the responsibility of the metallurgical depart- 
ment. The melter takes the reading from the re- 
cording chart. The accuracy of readings is about 

10 Sometimes a bad reading is obtained, 
but such readings usually are indicated by irreg- 
ularity in the curve on the chart and discarded 
Fig. 1 shows a sketch of the thermocouple. The 
couple and silica tube are removed after each 
reading and replaced with a new assembly. The 
graphite-plug type is preferred. The cost of la- 
bor and material for each reading is somewhere 
around $1.13. 

Experience has proved that the platinum ther- 
mocouple, if carefully maintained and operated, 
can be used successfully for routine bath tem- 
perature control. Its use is believed to have im- 
proved mold life, stool life, pouring practice, and 
steel quality 


— development of commercial markets for 
iron blast furnace slag has been rapid in the 
United States during the past 20 years, although 
the product has been used for road construction 
and for ballast during the early part of the cen- 
tury. Some foreign countries are reported to 
have used the material for various purposes 
much earlier 

Of the 32,824,000 tons of slag produced as a 
byproduct of the iron and steel industry during 
1947, about 19,582,000 tons or about 61 pct was 
used commercially. This tonnage was valued at 
$19,526,000. Used in roads and streets other than 
in concrete and bituminous work was 27 pct, rail- 
roads used 21 pct for ballast, 9 pect was used in 
concrete block and other concrete products, 8 
pet in portland cement concrete construction, 
five in cement manufacture, 2 pct in roofing ma- 


Commercial Slag 


Uses Increase 


terials, and the remaining 6 pct for miscellaneous 
purposes. 

There are 62 plants for processing iron blast 
furnace slag, producing four general types of 
commercial slag: 1—-Screened air-cooled, used 
chiefly as aggregate and railroad ballast; 2--Un- 
screened air-cooled, employed in base courses 
for roads and as fill; 3—-Granulated slag for fill 
in highway pavement base courses and in the 
manufacture of cement; and 4—Lightweight 
Slag, used in molded concrete products 

Some slag serves as a chemical or ceramic raw 
material in producing mineral wool and cement, 
as well as in the manufacture of some types of 
glass, ceramic ware, and in soil treatment. The 
history and development of the slag industry are 
described in Bulletin 479 (price, 75c), of the Na- 
tional Bureau of Standards, Washington, D. C 
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Oxygen for Carbon Reduction 
And Temperature Pickup 


by E. H. Reyer 


a standard practice dur- 
‘extra production is needed 


Steel & Wire Co., 
open hearth shop contains three 


has been adopted by Keystone 


fired at a rate of about 70,000,000 btu per hr 


steel made are 0.04 to 0.25 pet carbon 
rimmed and 0.08 to 0.90 pet carbon semi-killed 


high pressure oxygen supply system con- 


capacity of 45,000 cu ft of commercial high purity 
are connected individually 


sure reducing re 


controlled valves 
ised and operated in- 
a continuous supply 
s conducted through a 2-in 
eth of the shop 

station control unit con- 


pipe line that exte 


and the furnace 


About 70 ft of pipe 
ire consumed during a complete injection period 


generated by the oxy 
intermittently 


> bath the temperature 
Injections are continued 


Keystone Steel & Wire Co., Peoria 
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to tap time, depending on carbon drop, tempera- 
ture pickup, and action of the bath. Cold metal 
practice differs from hot metal practice in the 
respect that just enough pig iron or pig iron sub- 
stitute is charged to melt and work the heat and 
to finish at the desired analysis. The use of oxy- 
gen speeds up the reaction so that less iron can 
be charged than with a non-oxygen practice 

There are several advantages to this particu 
lar use of oxygen. Rapid decarbonation is ac- 
complished during the injection period, and as- 
sociated with the practice is the rapid oxidation 
and elimination of impurities. Some considera- 
tion has been given to the possibility that it 
prevailing influence on the removal of sulphur 
Sulphur residuals average 0.5 to 0.10 pet lower on 
oxygen vs. non-oxygen heats with comparable 
charges. The practicability of its use as an Oxi- 
dizing agent to replace iron ore or mill scale is 
evidenced by the fact that its reaction is exo- 
thermic. This is a distinct advantage in finish- 
ing heats very low in carbon. 

Higher tonnages can be maintained with ex- 
isting equipment. For example, during the sum- 
mer of 1949, the demand for steel was low, so a 
total of 375,000 cu ft of oxygen were used in July 
As steel demand rose, the oxygen was increased 
until consumption totalled 2,000,000 cu ft in Oc- 
tober. Production in July averaged 12.09 tons 
per hr vs. 14.5 tons per hr in October; while the 
Btu per ton average for July was 4,738,000 vs 
4,113,000 for October. These tonnage figures are 
based on the number of hours in the month, 
making no allowance for fettling time, bottom 
delays, or masonry repairs. 

The furnaces are run at different pressures 
When a furnace gets older and just the least bit 
choked up, normal pressure would be *,,, in. of 
water. While using oxygen, it may increase to 
five or six. The entire increase in production is 
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Wee natural gas and oil atomized with steam, and 
| 
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tatic pressure. Aute 
} permit each trailer t 
lependently, thus i 
of oxygen. Oxyger 
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sisting of a throttle valve and a quick shutoff 
valve. A 60 ft length of high pressure heavy 
duty hose serves as a flexible link between the 
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is injected into the f t ha l-in. pipe 
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heat is under cover, following a burnt lime ad- 
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carbon reduction 

and temperature > renn| 
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not entirely attributable to the use of oxygen. 
The Scrap Dept. has lowered charging time con- 
siderably, but a faster charging time was re- 
quired to keep up with the oxygen. 

The effect on sulphur, a drop of as much as 
8 points, is partly the result of the increased 
temperature during the time of the lime boil 
Lime, it has been found, shapes up better at the 
higher temperatures and with more action. At 
least some of the fuel is on at all times, depend- 
ing on the stage the heat is in. Some plants shut 
the fuel off when working up the heat with the 
oxygen, and find it is easy to get lime into solu- 
tion quickly. It is desirable to maintain the 
proper pressure to operate the furnace. Auto- 
matic dampers in the boiler stack are governed 
by pressure in the furnace. 

One of the more important aspects of the use 
of oxygen is the fact that now 14 to 15 tons per 
hr can be obtained from a furnace more than 
250 heats old. Such a furnace formerly produced 
around 11!, tons at this age. A recent example 
was the No. 3 furnace, which was producing more 


than 14 tons per hr at the time of shutdown at 
411 heats. 

A limiting factor in the use of oxygen is the 
greater erosion of brick in the furnace. Waste 
gases are carried away by an induced draft fan, 
operating through a waste heat boiler. The fan 
capacities were not designed for the extra vol- 
ume of fumes and gases generated by the oxygen, 
which necessarily increases the pressure on the 
furnace. This pressure at higher temperatures 
effects brickwork to some extent 

The overall economics of oxygen injection are 
as yet somewhat vague. The direct costs average 
around 28¢ per ton; that is, oxygen plus pipe 
costs. To this must be added the extra costs of 
brickwork, which in turn are counterbalanced to 
some extent by the savings in fuel pius the added 
efficiency of older furnaces. 

Some added equipment and research probably 
will improve oxygen practice but the most im- 
portant factor in maintaining the ultimate ton- 
nage with the least effect on furnace life is an 
experienced and conscientious first helper 


Zinc Alloy As 


NEW alloy composed principally of zinc, with 
J small quantities of copper and beryllium added, 
has approximately the same strength and electrical 
properties as brass, and is said to be considerably 
‘heaper than brass. Called “Zncube” ‘(pronounced 
zin-cu-be"), the alloy has about eight times the 
useful strength of any zine alloy now in use, ac- 
cording to Dr. R. H. Harrington, of General Electric 
Co.’s Research Laboratory, who developed the new 


material. 


Strong As Brass 


A 12-in. strip of ordinary zine 1/16 in. thick will 
sag slowly from its own weight when supported hori- 
zontally from one end. The new alloy however, has 
a springy, resilient quality 

Among the applications where the more economi- 
cal Zncube might be substituted for brass are lamp 
and fuse sockets and bases, panels, containers, mild 
springs, and many forms of hardware. The alloy 
can be machined and soldered, and will resistance 
weld quite easily 
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Ferrochromium from 


Low Grade 


Chromite Ores and 


Concentrates 


ESEARCH at the Northwest Electrodevelop- 
ment Laboratory on electric smelting of do- 
mestic chromium ores or concentrates was to 
learn the smelting characteristics of the domestic 
materials. Also, the research sought to determine 
whether ferrochromium of compositions accept- 
able for at least part of American industrial 
requirements can be produced from chromite of 
the low chromium: iron ratio characteristic of 
United States ores by usual electric furnace 
smelting procedure. The latter objective is based 
in part upon the premise that ferrochromium of 
lower chromium content than specified in present 
Standard grades can be used in the manufacture 
of some alloy steels without serious technologic 
difficulties. The most important domestic re- 
erves of chromite are in the Sweetgrass-Still- 
water complex of south central Montana. Con- 
centrates from the Mouat-Sampson deposit of 
that area were the subject of all tests reported 
Production of high carbon ferrochrome is the 
principal topic, but a few tests on decarburiza- 
tion and further refining also are discussed 
Consumption of crude chromite in the United 
States has been increasing steadily since World 
War II and reached 236,017 short tons for the 
first quarter of 1949 Domestic production of 
chromite from 1935 to 1940 amounted to 11,000 
ton and for 1946 to 1948, 8,500 tons;' produc- 
tion for the first quarter of 1949 was 152 tons. 
Domestic producers thus account for only a frac- 
tion of 1 pct of normal domestic needs 
In the first quarter of 1949, metallurgical uses 
of chromite—48 pct of the total consumption 
were supplied by imports from: U. S. S. R., 37 pet; 
Turkey, 28 pet; New Caledonia, 18 pct; Southern 
Rhodesia, 13 pet; and Yugoslavia, 4 pet 
Domestic deposits, though of significant size 
are not used metallurgically to any extent be- 
cause they are of lower grade and higher iron 
content than the importable material. Principal 
domestic sources of chromite are located in Mon- 
tana, California, and Oregon; less important 
deposits occur in Alaska, Washington, Idaho 


F. W. Wessel is metallurgist and R. T. C. Rasmussen 
metallurgist and head of the Ferrous Metal Re- 

a ti Se fior Nor th we st Elec trode t lopment Labo 
tory, U. S. Bureau of Mines, Albany. Ore 
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by F. W. Wessel 


and R. T. C. Rasmussen 


Wyoming, Pennsylvania, Maryland, and Georgia. 
Typical analyses of chromium ores from various 
sources are given in table I. 

Since chromite supplies are vulnerable in times 
of war, and to some extent in times of peace by 
economic action, the Bureau of Mines has been 
investigating domestic resources and the develop- 
ment of methods for their utilization. Experi- 
mental programs have been or are being car- 
ried out on the following phases of the problem: 


1—Beneficiation by ore dressing methods. 

2—Use as refractory material. 

3—Chemical beneficiation. 

4——-Direct addition of chromite concentrates in 
the manufacture of stainless steel. 

5—-Preparation of pure chromium metal by 
electrolytic methods 

6—Smelting in the electric furnace 


Ore dressing methods, while successful in 
up-grading ores to some extent, are of limited 
value because the chromium mineral is picotite, 
chromohercynite, or picrochromite. Almost all 
the iron together with the greater part of the 
alumina and magnesia are concentrated along 
with the chromium. The concentrates made are 
generally somewhat inferior to imported ores 
with respect to Cr.O. content, and much inferior 
with respect to chromium: iron ratio 

Extensive testing of chemical beneficiation 
methods failed to develop an economically at- 
tractive process. Promising results, not yet 
published, were obtained in tests at the North- 
west Electrodevelopment Laboratory on the man- 
ufacture of stainless steel from Cle Elum fer- 
ronickel and Oregon chromite concentrates in the 
are furnace. Such direct use of chromite ore or 
concentrates in the manufacture of stainless 
steel is practiced industrially, but not generally 
Production of pure electrolytic chromium metal 
is still in the pilot plant stage. 

Previous work on direct smelting of domestic 
chromites has not been extensive. Koster 
smelted chromite of 1.66 chromium: iron ratio 
with sand, coal, and fluorspar, in an induction 
furnace, making a metal of 55 pet Cr, 33 pct Fe, 
2.5 pet Si, and 8 pet C. Knickerbocker, Royer, 
and Evans,'’ using an ore of 25.6 pct Cr.O,, 15.4 
pet, FeO, and having a chromium: iron ratio of 
1.52, made metal of 53.7 pet Cr, 35.1 pet Fe, and 
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7.7 pet C, in a chromite-lined electric arc furnace. 
A similar heat on concentrates of 40.4 pct Cr.O 
and 19 pet FeO yielded ferrochromium of 54.8 
pet Cr and 33.3 pct Fe. 

The intensive exploration and development 
program carried on during World War II indi- 
cated that the nation’s largest reserve of chromite 
lay in the Stillwater complex, in Stillwater and 
Sweetgrass counties, Montana. Supplementary 
sources, of tonnage, are found over a wide area 
of the Sierra Nevada and the Siskiyou Mountains, 
and in beach and river sands and gravels in 
California and Oregon. 

The Montana chromite used was a concentrate 
produced by the Defense Plant Corp., mill at the 
Mouat deposit. Analyses of the two lots of this 
material received for use in the investigation are 
shown in table II. The lots consisted of minus 
20-mesh material, with less than 1 pct moisture. 

Two available reductants were used: A sub- 
bituminous cual from the Coos Bay, Ore., area, 
and a char from this coal made by driving off 
much of the volatile matter in a rotary kiln. A 
coal similar to that used is mined in the Red 
Lodge, Mont., field within 50 miles of the chromite 
deposit, and a somewhat better coal is available 
in the Bull Mountain, Mont., field, some 125 miles 
to the north. 

Preliminary crucible tests were made in a gas- 
fired pot furnace. The silicon carbide crucibles 
employed in most tests proved satisfactory for 
only one phase of the program, but no other cru- 
cible material was found (except graphite or 
clay-graphite) that would not fail at some time 
during a test. Of the various types of silicon car- 
bide crucibles tried, those lined with fused alu- 
mina came the closest to meeting general re- 
quirements. 

The crucible tests had as their purpose: 1—The 
establishment of the composition of a slag hav- 
ing a reasonable melting temperature and good 
working properties; 2—the selective reduction of 
iron from the chromite concentrate; and 3—as 
it became apparent that the silicon carbide cru- 
cibles were not suited to selective reduction 
charges, finding of a satisfactory crucible ma- 
terial. Efforts toward the two latter aims were 
unsuccessful. An area of satisfactory slag com- 
position was found in the range of 40 to 45 pct 
SiO,, 15 to 20 pct Al.O., and 35 to 40 pct CaO plus 
MgO. A second area, not quite as satisfactory, 
was found at 50 pet SiO., 30 pet Al.O , and 20 pet 
CaO plus MgO 

The major part of the data was developed in 
batch tests in a single-phase, manually controlled 
Swindell-Dressler arc furnace of 500-lb nominal 
capacity for steel. Two top electrodes of 3-in. 
diam graphite were inserted through openings in 
the monolithic sillimanite roof of the furnace 
The walls and hearth of the furnace were lined 
with magnesite refractory for most of the tests. 
Chrome refractory walls and a silica hearth were 
installed later for several acid smelting tests. 

An operating procedure was developed and 
generally adhered to thereafter. After preheat- 
ing the furnace with a gas torch, a quantity 
(usually 1.5 lb) of metallurgical coke was placed 
on the hearth, and the electrodes were lowered 
until an are was struck on the coke. Within 5 
min, sufficient heat had been generated to permit 
charging. A molten pool soon formed around the 


Table I. Typical Analyses of Chromiferous Materials 


Ratio, 
Source Material CrO,Pct Cr:Fe 
Imported chromites:* 
Russia ore 51.2 3.3:1 
Turkey concentrate 49.5 3.133 
Transvaal ore 43.9 16:1 
Rhodesia ore 47.9 3.0:1 
Rhodesia ore 46.9 2.6:1 
Sierra Leone ore 41.0 2.9:1 
New Caledonia ore 52.7 3.3:1 
Cuba ore 44.9 3.1:1 
Cuba ore 36.9 2.3:1 
Domestic chromites: 

Antelope, Mont.’ concentrate 36 1.3:1 

Benbow, Mont. concentrate 41.3 1.51:1 
Castra, Calif.’ concentrate 42.0 2.5:1 

Coquille, Ore concentrate 38.9 1.41:1 

French Hill, Calif ore 38.7 
Gray Eagle, Calif* concentrate 46.0 2.8:1 
Kenai, Alaska ore 42.5 
Mouat, Mont concentrate 37.4 1.41:1 
52.8 1.97:1 


Seiad. Calif. concentrate 


electrodes, surrounded by unsmelted charge; as 
smelting progressed, this pool became larger, un- 
til near the end of the smelting period only a 
small quantity of unsmelted material remained 
on the banks. This was raked into the bath, and 
smelting continued until the flame color of the 
burning gases changed from orange to yellow, 
and a fine white silica fume began to evolve. 
During the foregoing, charge was added periodi- 
cally, a few pounds at a time. Dry-top conditions 
prevailed for a time after each charge addition, 
after which the surface of the pool again became 
molten. 

The metal produced during smelting appar- 
ently dropped to the hearth in a solid or plastic 
condition. Rate of power input, which up to the 
close of the smelting period was about 60 kw, 
was increased to 80 kw, and the bath heated until 
a clean spoon sample of metal could be obtained, 
or until the evolution of flaky particles of white 
fume (reported by Koster)’ had continued for 
about 30 min.* Slag and metal then were poured 


* Analyses of two samples of this fume showed the 
major constituents to be silica and magnesium oxide 


together into a conical, cast iron ladle, and al- 
lowed to cool. When subsequently removed from 
the ladle, slag-metal separation was uniformly 
good. 

The first consideration in the are furnace 
smelting program was the application of the data 
obtained from crucible testing to producing fer- 
rochromium under a slag of fluidity sufficient to 


Table If. Analyses of Mouat Chromite Concentrates 


Analysis, Pet 


Lot Lot 2 
Cr.O 39.3 37 
18.7 18.1 
SiO 98 6.1 
Al.O 17.2 14.7 
CaO 0.7 0.2 
MgO 11.7 13.7 
P 0.08 0.013 
S 0.01 0.02 
Ratio Cr:Fe 1.44:1 141:1 
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cause no operating difficulties. A number of heats 
were accordingly made with charge proportions 
in the following range: Mouat chromite concen- 
trate, 2000 lb; limestone, 500 to 700 Ib; calcined 
magnesite, 75 to 0 lb; quartz, 570 lb; and Coos 
Bay char, 715 to 940 Ib. 

Magnesite was used at first to satisfy two re- 
quirements: 1—The slag should have a basicity 
of 1.0; 2—the slag should have the composition 
(neglecting chromium and iron) indicated as 
most favorable by the crucible tests. Experience 
proved, however, that additional limestone could 
be substituted for the magnesite, improving the 
economics of an industrial operation. Neverthe- 
less, a dolomitic limestone might under some con- 
ditions be equally satisfactory. 

Important quantities of magnesia were taken 
from the refractories by the slag, this effect be- 
ing particularly noticeable when the melt was 
subjected to sustained heating after the smelting 
reactions were complete. Prolonged heating also 
reduced the silicon content of the metal with 
proportionate increase in chromium and iron 
Because of magnesia pickup from the hearth, 


Slags calculated to have a basicity of 0.9 to 1.1 
actually analyzed 32 to 40 pct SiO., 14 to 20 pct 
ALO nd 43 to 52 pet CaO, plus MgO. These 
slags were fluid at 1585° to 1650 C. 

It is possible, considering the drift of slags 


toward higher lime-magnesia content, that flux 
additions can be so balanced as to produce such 
a Slag, without attack on the refractory, at little 
or no additional cost 

After establishing charge proportions that pro- 
ducted a desirable slag with reasonable flux ad- 


ditions, a series of five smelting tests were made 
on almost identical charges containing enough 
carbon for substantially complete reduction of 
chromium and iron. The carbon: chromium ratio 
of the charge was 1.02:1 in each test. The fol- 
lowing charge was used in three of the tests: 


Table IL. Data From Five Check Tests in Swindell 
Furnaces 


Range or Typical 
Average Test 
Analyses of 
Ferrochromium, Pet 
Cr 47.5 to 50 49.5 
Fe 35 to40 36.9 
1 to 8 5.24 
( 5 to 8 5.88 
Ss less than 0.01 0.01* 
4 less than 0.1 0.093 
Analyses of Slag, Pet 
Cr 03to 09 06 
O4to 11 1.0 
Recove of ¢ n Met P« 94.0 to 98.2 97.3 
Re ve Fe in Me 93.4to 972 94.1 
Rejection of S t Slag ink 
Crase to ¥y 98.6 
Slas remperature is 
Tapped, “¢ 1585 to 1750 1620 
Avera Time of Heat, Ht 334 2.97 
Redut t Used per Ton of 
Fe romium, ib 2086 
Electrodes Consumed per 
Ton of Ferrochromium, Ib 130 
Slag Weight, per Ton of Fer 
rochromium, Ib 5400 
Power Consumed, per Ton of 
Ferrochromium, Kw-Hr 12800 


* Indicates less than 
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Table IV. Results Obtained With Various C:Cr 


Ratios 
Metal Produced 
per Ton of 
Concentrate, Lb 953 716 716 4 247 
Analyses of 
Metal, Pct 
Cr {7.8 47.6 43.7 
Fe 4 12.0 4.5 46.1 
Si 4.72 0.17 0.18 0.36 
6.2 74 7.0 7.0 
Ss oor 0.02 0.07 0.06 
P O07 0.07 0.08 
Analyses of 
Slag, Pet 
Cr 0.66 9 6.6 8.7 12.7 
Fe 0.89 1.1 1.6 3.6 is 
Cr:Fe Ratio 
in Metal 1.36:1 1.14:1 1.0721 0.95:1 0.42 
Recovery in 
Metal, Pet 
Cr 06.7 79.2 67 52.0 16.1 
Fe 93.9 92.3 72.4 
* Average of five heats 
** Indicates less than 
Mouat chromite concentrate, 81 lb; limestone, 


28.5 lb; quartz, 23 lb; and Coos Bay char, 33.5 lb. 

These tests were made to obtain average data 
that would be more reliable than those of a single 
test. For instance, it is difficult in batch tests to 
be sure that all the metal is removed from the 
furnace without tearing up the hearth, and it is 
impossible to judge accurately the quantity of 
Slag adhering to the refractories after a test. All 
recovery figures indicated in this article, except 
those for sulphur, are based upon contents of the 
metal and slag products removed from the fur- 
nace. Another purpose of the series was to estab- 
lish optimum operating conditions for smelting, 
with minimum cutting of the hearth refractory. 
Range or average data for the five tests and ac- 
tual data for one of the tests are presented in 
table III. Recoveries of chromium and iron were 
generally good and fairly consistent, as were 
chromium and iron analyses of the ferrochromi- 
um product. Silicon and carbon contents of the 
alloy product varied over wide ranges from test 
to test. In general, increased silicon content was 
accompanied by decreased carbon content, as a 
function of operating variables. 

A series of heats was then made in which the 
ratio of fixed carbon to chromium in the charge 
was varied. Neither carbon in the starting coke 
nor that taken from the graphite electrodes was 
included in the calculations. Charges consisted 
of 81 lb chromite concentrate, 28.5 lb limestone, 
and 23 lb quartz; char content varied from 28.5 
to 13.5 lb by increments of 5 lb. In these heats, 
the metal apparently collected on the hearth in 
the molten state during smelting, instead of in 
the solid or plastic condition noted for other 
tests. 

Using the carbon:chromium ratio of 1.02:lasa 
starting point, both the grade and the recovery 
of chromium showed a decline with the first de- 
crease of the ratio. The iron content increased, 
while iron recovery showed a slight decrease 
Silicon dropped to an apparently minimum range 
At each subsequent decrease in the carbon:chro- 
mium ratio, these tendencies became more 
marked, until, with a ratio of 0.41:1, the char- 
acter of the metal produced was that of high 
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chromium pig iron. These data are presented in 
table IV. Portions of the data have been plotted 
in fig. 1. Apparently, at some carbon:chromium 
ratio between 1.02:1 and 0.87:1, silicon reduction 
virtually ceases. It will be attempted to deter- 
mine this point accurately in future work, since 
it seems reasonable to suppose that this is also 
the point below which chromium recovery de- 
clines. Furthermore, as the curves become steep- 
er in the lower C:Cr range, a point should exist 
at which some iron may be removed as metal 
without serious loss of chromium. Selective re- 
duction of this sort, if flux requirements can be 
reduced, may make feasible the reduction of 
70 pet, ferrochromium from the remaining slag. 

In heats in which complete reduction of chro- 
mium and iron was approximated, the silicon 
content decreased with increasing carbon con- 
tent of the alloy. The data plotted in fig. 2 seem 
to show a linear relationship having the approxi- 
mate empirical equation: Pct Si 19.1 —- 2.3 
(pet C). 

The atomic weight of carbon times 2.3 equals 
27.6, which is close to the atomic weight of sili- 
con. The relationship might be interpreted to in- 
dicate the saturation point at which all iron and 
chromium of the alloy are present as silicate or 
carbide. The question of the relative amounts of 
carbon and silicon to be expected in ferrochro- 
mium from a given charge seems to be governed 
to some extent by the power input. Those heats 
consuming more power yielded metal containing 
less silicon. The exact mechanism of control, to 
be studied further, is apparently important in 
the smelting of chromite. 

A few tests were made in which decarburization 
was attempted by additions of chromite concen- 
trate to the fluid metal, the primary slag having 
been decanted. About 20 pct silica sand was 
mixed with this ore-down concentrate to flux its 
magnesia and alumina content. Any silicon ex- 
isting in the primary metal was easily removed: 
but carbon oxidized much less readily. Moreover, 
the reactions involved exhibited some degree of 
selectivity, iron being reduced from the chromite 
in much greater quantities than chromium. 

In the course of one heat, the ore-down charge 
was added at a uniform rate over a 54-min period, 
and thimble samples of slag were taken at inter- 


vals. Comparative analyses of the primary and 
final metal of the heat are in table V. 

In a subsequent test, heat no. 41, a quantity of 
98 pct silicon metal was added (after sufficient 
time had elapsed for completion of the ore-down 
reactions) with a view to reducing oxidized chro- 
mium back into the metal. This procedure 
showed some promise and will be studied further. 
These data are also presented in table V. 

An exploratory heat, fluxed to make a slag of 
50 pct silica, 30 pct alumina, and 20 pct magnesia, 
was made. Since the slag was distinctly acid, the 
charge was smaller than usual to reduce the time 
of residence and the consequent attack on the 
basic refractories. Results were not favorable. 

The furnace was relined with a silica hearth, 
and a series of tests with both acid and neutral 
slags was made. The alloys produced were gen- 
erally of higher silicon content and had a higher 
Cr:Fe ratio than those produced under neutral 
slags in the basic-lined furnace. Charge composi- 
tion and results are summarized in table VI. 

One continuous, open-top smelting test of short 
duration was made in a type ST Lectromelt fur- 
nace of 2000-lb nominal capacity for steel. The 
furnace was a 3-phase are furnace, rated at 500- 
kw capacity with 4-in. diam graphite electrodes. 
It was lined with 9-in. magnesite brick walls and 
had a rammed magnesite hearth. The furnace was 
without a roof, its wall height was increased by 
means of a refractory-lined spare roof ring, and 
the charging door was bricked up. The electrodes 
are regulated automatically. 

Total charge for the heat comprised a mixture 
of 1000 lb chromite concentrate, 352 lb limestone, 
284 lb qua’tz and 685 lb coal. Charging was by 
hand shovelling whenever the operation appeared 
to require more charge, and the average charging 
rate was 158 lb of chromite concentrate per hr 
Optimum power conditions appeared to prevail 
with a power input of 150 kw at 66 volts, phase 
to phase, and 1400 amp per phase. 

Smelting proceeded quietly under good dry-top 
conditions throughout. The furnace was tapped 
from the single tap hole, without forward tilting, 
three times during the heat at intervals of about 
2 hrs. Material removed average about 155 lb of 
Slag per tapping, with a smaller amount of ferro- 
chromium, ranging from 8.5 to 42 lb. It was ex- 
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Table V. Analyses of Products of Heats 38 and 41 


Analysis, Pct 
Cr Fe Si Cc 


Heat 38 


Primary metal 449 360 3.95 6.79 
Metal after concentrate 

additions 419 496 0.19 5.25 

Heat 41: 

Primary metal 50.8 38.7 046 7.91 
Metal after concentrate 

additions 46.1 470 0.08 4.98 
Metal after silicon addition 479 400 556 4.11 
Primary slag 1.9 1.8 
Slag after concentrate 

additions 15.0 2.2 
Slag after silicon addition 5.3 2.0 


pected that little metal would be tapped until the 
hearth was full of metal below the tap-hole level. 
Slag tapping temperatures were uniform at about 
1570 C. When it was attempted to drain the fur- 
nace about 15 min after the third tapping, only 
a small quantity of slag and metal was obtained 
at the low tapping temperature of 1450° C. After 
the furnace had cooled, 296 lb of metal and 460 
Ib of slag were removed from the hearth 

Metal removed from the furnace in the first 
three tappings analyzed as follows, in pct: 


Tap No. Cr Fe Si Cc P 
l 51.9 34.0 2.7 7.6 0.06 
2 47.6 32.4 8.7 5.1 0.06 
3 47.4 34.0 10.9 3.9 0.07 


The slag averaged 2.9 pct Cr, and 1.8 pct Fe 
The most significant feature of this single con- 
tinuous smelting test was the excellence of the 
dry-top smelting conditions. The slag tapping 
temperature at 1570 C should be an accurate 
measure of the actual smelting temperature of a 
charge of the composition used. Freezing of the 
melt on the hearth at the end of the test was 
likely the result of excessive chilling of the bath 
during tapping only a few minutes earlier. A 


Table VI. Smelting Tests Made Under Acid 
Conditions. 


Heat No 4 65 


H 
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somewhat higher smelting temperature may be 
desirable and should be attainable by reducting 
the proportion of quartz in the charge. 

Although the test program is not far enough 
advanced to permit the drawing of definite con- 
clusions, significant observations and tentative 
conclusions are as follows: 


1—-Single-stage batch smelting of Mouat con- 
centrate, on a magnesite hearth and with a car- 
bon:chromium ratio in the charge of 1.02:1, pro- 
duced ferrochromium with a weighted average 
analysis for five tests of 49.1 pet Cr, 37.3 pct Fe, 
4.0 pet Si, 6.5 pet C, less 0.01 pet S, and 0.10 P. 
Silicon content ranged from 1.03 to 7.89 pct, and 
carbon from 4.9 to 7.7 pet for individual tests. 
The average ratio of Cr:Fe in the metal was 
1.32:1. Recoveries of chromium and iron in the 
metal averaged 96.5 and 94.1 pct, respectively. 

2—The percentages of carbon and silicon in 
ferrochromium produced from charges having 
C:Cr ratios between 0.87 and 1.10:1 show a defi- 
nite relationship to each other, which appears to 
have an important bearing on the smelting and 
refining of ferrochromium. 

3—-Selective reduction of iron from chromite in 
smelting on a basic hearth becomes pronounced 
when the C:Cr ratio of the charge is lowered to 
about 0.45:1. 

4—Smelting on a silica hearth has promise of 
producing ferrochromium with a considerably 
higher Cr:Fe ratio than that of the chromite 
concentrate by preferential rejection of iron to 
the slag 

5—Silicon is much more readily oxidized from 
crude metal than is carbon. Hence, high-silicon, 
low-carbon crude metal should be aimed at for 
Subsequent refining to low-carbon ferrochro- 
mium 

6—Continuous, open-top electric smelting of 
Mouat chromite concentrate appears feasible. 
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The Electrical Resistivity of Titanium Slags 


The specific electrical resistivities of titanium-containing slags, 
with iron oxide contents ranging from 2 to 30 pct, are reported. 
Values of resistivity are shown as a function of the iron oxide con- 
tent in the slags, and indicate that titanium slags are in general 
very low in specific electrical resistivity as compared with siliceous 

slags. 


HE smelting of ilmenite to produce a slag rich 

in titanium, with pig-iron as a byproduct, intro- 
duces new concepts in electric smelting metallurgy. 
Titanium slags are characterized by low electrical 
resistance, thereby requiring a different type of elec- 
tric furnace operation, and power supply 
substantially different from those encountered in 
normal steel melting and siliceous ore smelting fur- 
naces. This paper describes special apparatus for 
determining specific electrical resistivity of titanium 


sources 


slags, and reports the values obtained on slags en- 
countered in the process of smelting ilmenite ores 
In an induction furnace under conditions approxi- 
mating normal furnacing operation, 25 general heats 
and 6 special standardization and comparison heats 
were run. Results indicate relatively low resistivity 
Resistivity depends primarily on slag composition, 
and, to a lesser degree, on temperature 

During the summer of 1947 a cooperative project 
between the National Lead Co. and the Bureau of 
Mines was conducted at Boulder City, Nevada, in 
the Electrometallurgical Laboratories of the Bureau 
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based on a thesis 
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ing, University of Kentucky, June 
The project involved smelting of ilmenite ores in 
electric furnaces, and has been reported in detai 
The author participated as a member of the staff of 
the National Lead Co. during the entire campaign 
One outstanding characteristic of the titaniferous 
slags, their apparently excellent and variable elec- 
trical conductivity. was considered sufficiently im- 
portant to warrant further study 

Although little electric smelting of iron ores has 
been done in the United States, a certain amount of 
information is available for comparative purposes 
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Personal experience in smelting siliceous iron ores 
in electric furnaces furnished further information 
for comparison. In general, silicate slags are rela- 
tively conductors of electricity. Current flow 
during smelting operations may be maintained 
through a floating layer of coke on top of the slag 
bath, or through a bath of molten iron beneath the 
slag. Silicate slags are not sufficiently conductive to 
furnish a path for passage when normal 
furnace voltages are used 

Experimental smelting of a silicate iron ore was 
undertaken for comparative purposes. A fluid melt 
was not obtained until the FeO content was reduced 
to 15 pet. The resistivity increased as the FeO con- 
tent decreased, FeO compounds being the most con- 
ductive of the various oxides in such a normal slag 
The converse appears to be true in slags 
containing large percentages of TiO.. It has been 
found that titanium slags become molten with FeO 
percentages in excess of 30 pet, and that the con- 
ductivity becomes generally better as the FeO con- 
tent of the slag diminishes. This phenomenon was 
demonstrated in the furnacing operations at Boulder 
City. During the initial smelting period furnace elec- 
trodes could be held immersed several inches in the 
slag, with tap selectors set for a no-load voltage of 
70 v. As the FeO content decreased, the furnace 
electrodes would “walk up,” until at one point in 
the process the tips would break the surface and 
are on top of the slag. This was undesirable since 
direct arcing caused losses of important flux addi- 
The slag under study at that 
time were such that losses due to surface arcing 
sometimes caused viscous slags to be formed. Forc- 
ing the electrodes into the slag bath by manual con- 
arcing resulted in excessive 
Suitable low volt- 


poot 


current 


system 


tion compositions 


trol to prevent surface 
power input and lack of control 
ages were not available 

Measurement of the electrical resistivity of tita- 
various operating temperatures and 
slag compositions was undertaken. It was believed 
that this information would be of use in the design 
suitable for smelting ilmenite, 
with voltage izes, and electrode spacing 
adapted specifically to titanium slags. 


nium slags at 


of electric furnace 


. electrode 
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Fig. 1—Electrode control and support 
assembly. 


A survey of pertinent literature revealed some 
enlightening information. Wejnarth,” prominent in 
the field of electrical conductivity, investigated iron- 
calcium and calcium meta-, ortho- and sesquisili- 
cates. He noticed sharp breaks in conductivity at 
the point of primary crystallization, and concluded 
that monosilicate were the best conductors. High 
percentages of iron oxide gave high conductivity 
values; alumina additions to slags in equivalent 
proportions decreased the conductivity more than 
either lime or magnesia. In general, Wejnarth con- 
cluded that the dark-colored oxides of heavy metals 
were very good conductors, and that light-colored 
oxides of light metals were poor conductors 

Derge and Martin’ measured the electrical con- 
ductivity of blast-furnace slags, in an attempt to 
demonstrate the occurrence of ionic conductivity 
In the alumina-lime-silica system, using graphite 
electrodes and crucible they obtained the values 
given in table I 


Table L. Electrical Conductivity of Blast-Furnace Slags 


Temp. Kesistivity, Ohm-cm 
144 
1.49 4.07 
, 


Thus an increase in temperature decreases the re- 
istivitvy. Derge and Martin concluded that there 


was a certain amount of ionization, since an ionized 


fluid is charact« ed by this type of temperature- 


Sauerwald and associate experimented with elec- 
olysis in the FeO-SiO, syster Ing an iron cruci- 
ble and a concentri on electrode. Very pure iron 


was plated out ibstantiating the ionization theory 


Doelter’ measured the electrical conductivity of 
molten licates, principally hornblende, diopside 
and augite. H experiment howed only an in- 


in conductivity with an increase in tempera- 


Aiken,” Beckman,’ Farup,” and others conducted 
experiments in electrolysis and measured the elec- 
trical conductivity of various systems, but none used 
alternating current. Further, with the single excep- 
tion of Martin, none of the researchers experimented 
at temperatures in excess of 1300°C. As far as the 
author knows, no one has ever attempted to measure 
the resistivity of a slag of varying composition and 
temperature, under conditions simulating those of 
electric smelting. 


Theoretical Considerations 


In a molten system, the electrical impedance be- 
tween two parallel electrode surfaces is directly pro- 
portional to the distance between them, and in- 
versely proportional to the cross-sectional area of 
the electrode surface exposed. Stated in the form of 
an equation: 

pL 
R A [1] 
Where R is the measured resistance across the 

electrodes 

L is the distance between the electrode 
faces 

A is the area of the electrode face 

p is the specific resistance of the molten 
system. 


Hence, to measure the specific resistance of a fluid, 
it is necessary to measure the distance between elec- 
trode surfaces, the electrode area, and the circuit 
impedance. Under experimental conditions of hav- 
ing graphite electrodes immersed in a molten bath 
of reducible oxides at 1500°C, direct measurement 
of electrical resistivity is extremely difficult. Elec- 
trode consumption and warpage are two of many 
factors that tend to complicate measurements under 
such circumstances 

It sometimes happens that the difference between 
the absolute values of two quantities may be accu- 
rately measured even though the absolute value of 
the individual quantities themselves cannot be de- 
termined. In the present work, a bath resistance was 
measured with electrodes immersed a known depth; 
then, by immediately lowering the electrodes to a 
different depth, the bath resistance was measured 
once more. Under these conditions, 


pL 
R and R [2, 3] 
Subtracting eq 3 from eq 2, 
R R AR A [4] 
Solving for p, 
A.A, AR 
L(A,— A) 


Thus p, the specific resistance, could be determined 
by immersing the electrodes to two different, known 
depths, determining the difference in total circuit 
impedance, measuring the respective areas of the 
exposed electrode surfaces, and substituting in eq 5 


Experimental Equipment 


Cylindrical graphite rods ‘2 in. in diameter and 
12 in. long were selected as electrodes. Random 
measurements showed that the electrode diameters 
as received varied as much as 0.025 in., which could 
have introduced an error of up to 5 pet in resistivity 
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data. In order to assure uniformity in electrode 
dimensions, the lower 2 in. of each electrode were 
milled to produce a section 0.355 in. square. These 
dimensions were found to be accurate to within 
0.001 in. on all electrodes. 

A dual-purpose electrode assembly was designed 
and fabricated which allowed both individual ad- 
justment and simultaneous movement of the elec- 
trodes in a vertical plane. Individual electrodes were 
actuated by means of a knurled hand screw feed. A 
maximum vertical movement of approximately 6 in. 
was possible. 

A pivoted fork on a sliding shaft arrangement 
permitted vertical movement of the electrode as- 
sembly through definite predetermined distances. 
Suitable stops were provided to insure accurate 
positioning. Fig. 1 illustrates the apparatus in posi- 
tion on the induction furnace. 


Electric Bridge Circuit 


The electrical bridge circuit was patterned after 
the usual type of Wheatstone bridge, with a few 
minor exceptions. Alternating current was chosen 
in order to minimize complications caused by ioniza- 
tion of the slag. An oscillator whose frequency could 
be selected within the range of 0 to 30,000 cycles 
per second was selected as a current supply. A power 
transformer with an impedance of approximately 
1000 ohms was added to the power circuit. It was 
required because the oscillator was designed to 
power a circuit with internal resistance of the order 
of 1000 ohms. 

Little was known about the resistance of the slag, 
except that it was lower than that of silicate slags 
Since values have been reported for siliceous slags 
ranging as low as one ohm, it was assumed that the 
titanium slag would be some fraction of one ohm 
The two electrodes, together with connecting wire 
and clamps, had a circuit impedance of slightly less 
than one ohm. A total impedance of one ohm for 
each side of the bridge circuit was, therefore, chosen 
as an approximation. 

Maximum sensitivity of a bridge circuit, as given 
by Hague,” is obtained when all arms of the bridge 
circuit are equal. Therefore, a standard one-ohm 
resistor was chosen as the arm of the bridge balanc- 
ing the electrode circuit. The other two arms were 
formed by a variable rheostat-type resistance unit 
of approximately two ohms total impedance. This 
variable rheostat was calibrated from 0 to 1 in steps 
of 0.0005 units and could be interpolated to the 
nearest 0.0001 unit. A point contactor was used to 
divide the rheostat into two circuits. The bridge cir- 
cuit was balanced by adjusting the contactor until 
minimum current flowed across the bridge. The read- 
ing of the rheostat at the balance point constituted 
the third arm of the bridge. The fourth arm was 
determined by subtracting the value of this reading 
from unity. For example, if the bridge balanced at 
a reading of 0.5462, then arm four would be 1.0000 

0.5462, or 0.4538. To determine the impedance 
more accurately, readings of the cross-bridge cur- 
rent were taken on either side of the true balance 
point. An average of the two resulting values was 
considered the best possible reading obtainable. The 
current indicator across the bridge was a vacuum- 
tube voltmete: 

A platinum—platinum-10 pet rhodium thermo- 
couple was selected to indicate temperature. The 
final thermocouple arrangement consisted of: (1) 
an outside protector tube formed by drilling out a 
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ly in. graphite rod, (2) a thin-wall Amersil closed- 
end tube to prevent carbon contamination, and (3) 
a thermocouple, surrounded by standard spacers. 
This arrangement appeared to be sufficiently sensi- 
tive to temperature changes to allow an accurate 
measurement at the instant the resistance measure- 
ments were taken. 

Resistivity measurements were made during 
simulated smelting operations. The charge mate- 
rials used for these tests were taken from those 
used at Boulder City, and identical slag composi- 
tions were used. Analyses of the components are 
shown in table II. 


Table I. Analyses of Components of Charge Materials 


Ore Dolomite Limestone Coke 


Pet Comp Pet 


Comp Pet Comp 


38.70 MgO 19.3 MeO 15 
FeO 28.20 CaO 29.8 caO 53.1 Volatile 114 
FeO 19.90 2.3 Si0 Ast 41 
CaO 0.47 RO 20 Ro 08 H.O 12 
MgO 4.00 co 446 CO 43.5 Ss 1g 
S10 4.10 H.O o4 02 

2.43 

Other 2.20 


Table Il. Analyses of Charge and Resulting Slag 


Slag Glass Slag 
Charge Constituents Constituents Phases 
Comp Pet Comp Pet Comp Pet Comp Pet 
Ore 100.0 Glass 16.8 ALO 262 \Fe.MgiO2 | 67.6 
no 
I estone 11.1 MgO 75 CaO 15.6 
Dolomite 088 CaO 65 Si0 16.8 
Coke i24 TiO 67.3 
FeO 19 


Total 100.0 | Total 100.0 


Table III shows the charge and resulting slag. The 
glass phases proposed for table III are anorthite, 
wollastonite, and gehlenite. The composition of the 
glassy phase is not known exactly, because it did 
not crystallize into phases 


Experimental Procedure 


The general procedure was to weigh out suitable 
quantities of the component materials, mix them 
thoroughly and place most of the burden in the 
furnace crucible. The initial charge was melted as 
quickly as possible, the remainder of the burden 
charged, and the whole mass brought to liquid 
temperature. An initial pasty stage was encountered, 
followed by a melt of high fluidity having an FeO 
content in the range between 30 and 35 pct and a 
melting point of approximately 1300°C. Increasing 
the temperature beyond 1370°C resulted in vigorous 
boiling and frothing, and inability to maintain the 
melt in the crucible. Table IV gives the approxi- 
mate temperature ranges for furnacing operations 
with various ranges of FeO content. The “Boiling 
Point” indicates the temperature of vigorous boil- 
ing and frothing referred to above 

Table IV also illustrates the relationship between 
the melting point and the FeO content of the slag. 
The figures represent recorded maximum and mini- 
mum temperatures taken from data sheets of all 
heats run. They serve to indicate that it was im- 


‘ 
Comp. Pet 
| 


practicable to obtain resistivity values for all com- 
positions of slags at exactly the same temperature 
Values reported, therefore, must consist of aver- 
aged results from many measurements at various 


temperatures 


Table IV. Temperature Ranges for Furnacing 
Operations 
FeO Content, 


Melting Point Boiling Point 


om 70 

2 0 ‘ 
24-27 1 ‘ 435 
21-24 ‘ 
21 

‘ 20 
2 

4 

2 40 

‘ on 

‘ 
6 1 466 om 

00 


To determine the resistance of the molten mass, 


it was necessary to turn off the furnace power sup- 


ply. Thus, readings were taken as the temperature 
of the molten bath decreasing. Successive sets 
of reading for each FeO content were taken, with 


an average temperature drop of 10. between read- 
ins 
The technique 


tance reading consisted of the 


obtaining a re- 
following steps 
each electrode sepa until it 
(2) Lowering the 


developed for 
(1) Lowering rately 
contacted the molten slag 
electrode assembly until the were im- 
mersed 1 in. in the molten slag. (3) Determining 
and recording (a) the temperature of the bath, (b) 
the reading of the variable rheostat at unit 
on eithe ide of the point of the bridge, 
and (c) the FeO content of the slag, by sampling 
and analvzing the lag latet (4) Raising the elec- 
inserted top, 
immersed in the slag 's in 


urtact 


electrodes 


voltages 


balance 


trode assembly to the limit of an 
leaving the electrode 
(5) Repeating the resistance and 


results. (6) Duph- 


temperature 


measurements, and recording the 


cating the above procedure, obtaining a second set 
of readin as a check. (7) Removing the electrodes 
molten ma by raisin the electrode as- 


furnace on, and allowing 


the 


next set 


average of 12 se f read Was taken dur- 


24 


outlined, 


between 
Accordin to Deru ind Marti temperature ha 


a prot uund effect on the pecific 1 istivity of molten 


at the beginnin and at the end of each series to 
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ascertain the percentage change in FeO content 
during the period the readings were taken. It was 
found that the change varied from as little as 0.1 
pet to as much as | pet. The least change occurred 
during the measurements in the FeO range of 25 
to 30 pct, while the greatest differential recorded 
was in the lowest range, namely, 2 to 10 pet FeO 
This is natural, since the rate of reduction of FeO 
by carbon increases percentagewise as the heat pro- 
gresses. The increased temperature required to 
keep the bath molten with decreasing FeO content 
also tends to accelerate the reduction process 

For purposes of comparison two groups of meas- 
ured values have been selected. They are shown in 
table V. One group represents minimum variance 
of resistivity readings, while the other represents 
maximum variance. It should be noted that the 
minimum variance group is in the relatively high 
FeO percentage range, with only moderate FeO con- 
tent change over the period during which the read- 
ings were taken. Conversely, the maximum devia- 
tion group is found in the lower FeO percentage 


Table V. Resistance of Titania Slags as a Function of 
Temperature 


Minimum Deviation Maximum Deviation 


FeO Temp, Resist- Temp Kesist- 
Pet ance ance 
20.32 45 10.46 1.498 
1,450 1,484 
1,437 1,475 0.826 
1.423 1471 0.833 
1.418 1,458 0.842 
1.416 1,448 0.854 
411 1.440 0.865 
40 1.452 2 
405 1,420 
1.403 9.50 1.408 
229 a9 
range, with a relatively high FeO content change 


during the period in which the readings were taken. 
Further cognizance should be taken of the tempera- 


ture range; the range in temperature of the mini- 


NTIMET 


Fig. 2—Specific resistivity of titanium slags 
as a function of FeO content. 
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mum variance series is 59°, while that for the maxi- 


mum variance series is 90 

These two series represent maximum and mini- 
mum variance in resistivity readings caused by 
temperature phenomena. All other groups lay 
within these limits. The results of these figures 
indicate that temperature has little effect on the 
resistivity of titanium slags under normal smelting 
conditions in an electric furnace. More specifically, 
it can be stated that no more than 5 pct change in 
resistivity will be encountered for 100° change in 
temperature. In view of this conclusion, it Is per- 
missible, within reasonable limits, to consider the 
figures for the slag resistivity as though all meas- 
urements had been taken at the same temperature 

Variable Factors 

It was necessary to evaluate several variable 
factors in order to arrive at the most accurate re- 
sistivity values. The major variable was caused by 
exposure of graphite electrodes to an oxidizing at- 
mosphere, as well as an oxidizing bath, for long 

: AR 
periods of time. In eq 5, p , achange 
L(A A.) 
in area of 10 pct causes a change in the value 
of approximately 10 pct. During the series of 
heats. electrodes were collected at various stages of 
oxidation, and the change in area recorded. The 
change in area of the critical zone, that is, the lower 
1 in., was plotted vs. the corresponding time of ex- 
posure; it was found that the degree of oxidation 
was a function of time, and that all points plotted 
lav on a smooth curve. A variable, K, was deter- 
mined which took into account the effect of oxida- 
tion on the electrode surface areas, and on the dis- 
tance between electrode surfaces. Values of K were 
plotted as a function of time. Using K, eq 5 becomes 
p KAR [6] 
Where K te 

L(A A,) 

Values of K varied from 1.65 to 1.42 over a period 
of from 0 to 90 min. Fig. 3 shows a graph of values 
of K vs. time. The resistivity values plotted in fig. 3 
have been corrected for electrode oxidation through 
the use ef this plot. This was possible because the 
smelting rate in all heats was very similar. Propet 
values of K were determined for each reading by 
checking the data sheets to see how long the elec- 
trodes had been in service at the time the reading 
was taken. From the graph of K vs. time, the value 
of K corresponding to electrode time in service was 
selected, and the resistivity value multiplied by it 

The other variable considered worthy of evalua- 
tion was fringing effect. In a flux field of a magnet, 
the flux density is concentrated directly between the 
poles; however, an appreciable quantity of the flux 
lines radiate in ares from one pole to another In 
like manner the slag volumes surrounding the elec- 
trodes, both side and bottom, were potential car- 
riers of electrical current. It was considered desir- 
able that the quantitative effect of this fringing be 
determined 

Sodium tungstate, a salt of known specific re- 
sistivity at temperatures up to 1200 C, was selected 
as a standard for comparison. Three heats using 
sodium tungstate were run with the same equip- 
ment and technique as were used on the slags. The 
values obtained were plotted with standard values, 


and it was found that the curves were of the same 


general shape, but displaced somewhat The value 


at any specific temperature were in the same ratio 
as the values at any other temperature on the 
curves. Several specific values from the two curves 
were selected and compared. A correction factor 
was thus obtained. It was found that resistivity 
values as measured in the apparatus were too 
high; multiplying these results by 0.933 corrected 
the values to conform with the standard. Values 
plotted in fig. 2 are also corrected for fringing effects. 

The possibility of nonuniformity In slag composi- 
tion should be considered. In the experimental 
operation, a slag depth of from 2 to 4 in. was ob- 
tained, the slag depth gradually decreasing as iron 
oxide was reduced from the melt. At the same time 


| 


Fig. 3—Correction factor as a function of time. 


an increasing depth of metallic tron was accumu~ 
lated beneath the slag layer. The minimum slag 
depth, calculated from slag and metal volumes, was 
approximately 2 in. The electrodes were alternately 
immersed 32 and 1 in. into the slag, so that in the 
latter case a volume of slag was investigated which 
represented approximately half the total volume of 
slag in the crucible. If end and side fringing con- 
ductivity are considered, an even greate! portion of 
the slag was under investigation with each meas- 
urement. Thus a lack of uniformity in the slag, if 
the vigorous mixing action of 


such existed afte 
induction heating, could have been of little conse- 
Previous investigators have used tech- 


quence 
ing electrodes only one-sixteenth 


niques of imme! 
inch below the surface of the melt 

It is felt that results reported indicate reasonably 
accurate resistivities for the bulk of the lag, 
though this may be open to some question Meas- 
uring resistivities at a greater depth probably 
would have added serious errors because of the 
proximity of the electrodes to the molten metal 
beneath the slag 

Inasmuch as graphite electrodes were u ed, some 
reduction of FeO from the slag must have occurred 
at the slag-electrode interface. The slag immedi- 
ately surrounding the electrodes thus may possibly 
have differed slightly from the bulk of the slag 
Since a graphite crucible was used, and since finely 
dispersed carbon was prevalent In the slag as the 
reducing agent, no estimation of the effect on slag 
resistivity is attempted. Little is known about lag- 
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electrode interface reactions in respect to conduct- 
ivity, the area being complicated by gaseous evolu- 
tion, metal formation, heat requirements, and cur- 
rent densities. However, it would be suspected that 
the total impedance would be increased as a result 
of slag-electrode reactions, thus giving resistivities 
slightly higher than the true value. Alternating 
current was used to minimize ionic conduction 
Evaluation of electrode surface resistance 1s not 
attempted 

One heat was run using a charge of siliceous iron 
ore for comparative purposes. No values of resist- 
ivity could be obtained for FeO contents above 9 
pet because of the viscosity of the slag. Values 
actually measured are of dubious value because of 
lack of bridge sensitivity for high resistances, but 
between 4 and 9 pct FeO, the resistivity of the sil- 
iceous slags averaged 9 ohm-cm, and for FeO con- 
tents between 1 and 3 pct, resistivity values ranged 
between 1.2 and 1.8 ohm-cm. These values are in 
general agreement with the results published by 
Derge and Martin. On the basis of this meager in- 
formation, it is proposed that titanium slags are in 
the order of 5 to 50 times as conductive as iron- 
slags containing no. titanium 


bearing siliceous 


dioxide 
Summary 


The specific electrical resistivities of slags con- 
taining large percentages of titanium dioxide have 
been measured and reported. Results indicate that 
the electrical resistivity of molten titanium slag is 
not greatly affected by temperature, but is defi- 
nitely a function of the FeO content 

The lack of temperature effect is noticeably dif- 
ferent from reported results of most other investi- 
gators. The electrical resistivity of oxide systems 
decreases sharply with temperature increases, and 
in a uniform manner, such that plotting the log 
pecific conductivity vs. reciprocal absolute temper- 
ature gives a straight line relationship. No such 
phenomenon was noted specifically in the titanium 
lags investigated. An explanation may be that the 
system was complex and of constantly 
No correlation between re- 


rather 
changing composition 
istivity data and phase changes was attempted, 
though a summary examination did indicate a rela- 
tionship drastic resistivity trends and 


phase changes in the soliditied samples of 


between 


slag 
Maximum resistivity values were found to lie in 
of 24 to 35 pet FeO and 8 to 12 pet FeO, 


i 

with very sharp reduction in resistivity from 8 to 3 

pet FeO. This agrees very 


the ranges 


well with actual experi- 


ence in smelting ilmenite ores in pilot scale electric 
furnace inder similar conditions 
It ha been established that compounds ot 


titanium, a light metal which forms a white oxide, 


are the most conductive of the phases normally 
encountered in smelting operations involving com- 
pounds of iror licon, titanium, calcium, and mag- 
nesium. Thi contrary to the general conclusions 


drawn by Wejnarth, who reported, on the basis of 


conductivity of slag system that light-colored 
oxide of light metals are poor conductor ot 
electricity 

It has been shown that titanium slags have ex- 
tremely low electrical resistivity in comparison to 
normal iliceou slag on the basi oft value re- 
ported by other authors and limited experimental 
work. to the extent of being up to 50 times as con- 
ductive. Because of thi t can be definitely stated 


that electric furnaces for smelting titaniferous iron 
ores must be specially designed in order to accom- 
plish satisfactory furnacing. Electrode spacing and 
minimum voltages must be so chosen as to allow 
immersion of electrodes in the slag bath at all 
times, without excessive power input. Herein are 
furnished sufficient data to allow the design of 
proper smelting installations should commercial 
smelting of ilmenite or other titanium-bearing ma- 
terials be undertaken. 

The apparatus developed for this project should 
prove useful for investigation of electrical proper- 
ties of any fluid at any temperature, since the 
method used is not dependent on the material of 
which the electrodes are composed, and could be 
applied equally well to copper, platinum, or other 
kinds of electrodes. 

Of primary importance, the results of this in- 
vestigation explain why certain’ unsatisfactory 
operating characteristics were shown by the electric 
furnaces used for the smelting of ilmenite at the 
Bureau of Mines Station, Boulder City, Nevada. 
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T has been known for a number of years that the 
addition of certain alkaline-earth and rare-earth 
metals to nickel-chromium base electric resistance 
alloys causes marked increase in their oxidation re- 
sistance as measured in an intermittent oxidation 
test similar to the ASTM-—-B 76-39 test. However, 
the mechanism whereby such additions confer pro- 
tection is still unknown. On the basis of the experi- 
mental observation that the increase in life in inter- 
mittent tests of nickel-base alloys is proportional to 
the atomic radius of the added element, Hessen- 
bruch’ has proposed that the added metal ions occupy 
holes in the oxide lattice which prevent diffusion of 
nickel ions in the oxide. Horn® has postulated that 
the effect of such additions is to accelerate the rate 
of diffusion of chromium atoms in the metal and 
thus to favor the formation of Cr.O, scales. Hickman 
and Gulbransen* concluded from electron diffraction 
observation that the addition of the elements in 
question results in the formation of a barrier to the 
diffusion of nickel ions to the surface. 
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TP 2895 E. Discussion (2 copies) may be sent to 
Transactions AIME before Dec. 15, 1950. Manuscript 
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In connection with some experiments conducted 
to develop a test for the resistance to oxidation of 
alloys in massive form under conditions of inter- 
mittent heating and cooling, some features of the 
oxidation of nickel-chromium base alloys were re- 
vealed which may serve to elucidate the mechanism 
of protection conferred by rare-earth and alkaline- 
earth elements. Specimens of cylindrical shape 0.360 
in. diam x 0.37 in. long were placed in alumina 
thimbles and inserted into and withdrawn from a 
Globar-heated furnace operating at 2150°F at 7.5- 
min intervals. The weight of oxygen absorbed as 
well as the weight of oxide spalled were measured 
at intervals. With the particular experimental con- 
ditions used, the specimens in a 7.5-min cycle were 
at temperature for 2 min which corresponds to the 
heating time of the ASTM test. The weight changes 
of similar specimens under conditions of continuous 
heating in air at 2150°F were also measured. The 
specimens after oxidation were examined metal- 


Table IL. Analysis of Samples 
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NUMBER OF 200 e % 400 


ME IN HOURS—-— 50 tox 20 260 300 350 


Fig. 1—Results of intermittent oxidation tests and 
continuous tests on bulk specimens at 2150°F. 


lographically and samples of the spalled oxide col- 
lected for X-ray diffraction identification of the 
phases 

The specimens used were from the same lot of 
material used by Hickman and Gulbransen’ and had 
the compositions shown in table I. Included in table 
I are results of ASTM life tests on the materials in 
the form of wires. These materials, their composi- 
tion and the ASTM life test data thereon were all 
supplied by F. E. Bash of the Driver-Harris Co. It 
may be noted that alloy 13246 of 80 pct nickel, 20 
pet chromium nominal composition showed the 
shortest life in the ASTM test; alloy 12246 with the 
addition of small amounts of the elements zirconium, 
calcium, and aluminum, intermediate life: and alloy 
12046 with the further addition of silicon, the long- 
est life 

In fig. 1 are shown the results of intermittent 
oxidation tests made on bulk specimens at 2150 °F 
as well as continuous tests conducted at the same 
temperature. Duplicate tests were made on each 
specimen. The ordinate scale, inches of metal 
oxidized, was derived from the experimentally ob- 
served weight gain of oxygen by assuming the scale 
to be entirely Cr.O,. It may be noted that the metal- 
loss curves during intermittent oxidation show a 
constant or continuously increasing rate of weight 
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oxidation curves of « 


Such difference noted during con- 
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portions are oxide, the white portions are metal. 
three quarters in reproduction 


the oxide into the base metal and metal ions pass 
from the metal into the oxide. If the latter process 


relatively 


movement 


rapid compared to the former, the 


of the interface into the metal will be 


sufficiently rapid to prevent marked internal oxida- 


tion 


If, however, following the reasoning of Hessen- 


bruch and of Hickman and Gulbransen, it is assumed 


that 
elements 


the 


addition of rare-earth or alkaline-earth 
causes the formation of a barrier which 


prevents ready passage of metal ions into or through 
the oxide, oxygen will penetrate the base metal to 


much 


corre 


cooling 
greatly 


The 


he 


pass 
tion 


oxide pr 


the 


n continued oxidation this phase will be 
into the external oxide 
internal oxidation may 
exhibit scales consisting predominately of Cr.O 
It thu 
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reater depth resulting in more internal 
oxidation the more restricted the outward diffusion 
of metal ions. The presence of such an internal oxide 
will tend to key 


the oxide to the metal resulting in 


less spalling on intermittent heating and cooling and 
spondingly less oxidation of metal 
tinuous oxidation, on the other hand, where spalling 


the oxide 


During con- 


because of differential contraction on 


not a factor, internal oxidation will not 


affect the overall rate of oxidation 


lel 


into the oxide scale 
latter 
metal composition and to consist of NiO, spinels, and 
however, the passage of metal ions into the 
is restricted by some barrier, the diffu- 
sion of oxygen into the base metal will predominate; 
inwardly 


appears 


ro in 


senbruch Metalle und Legierungen 


assumption of the formation of a barrier by 
addition of certain elements serves also to ex- 
plain the composition of the scale 
reely 
the 


If metal ions can 
the gross composi- 
will tend to approach the base 


diffusing oxygen will react to pre- 


cipitate the oxide phase most stable in contact with 
metal of the composition here used (..e., 


Cr.O,), and 
incorpo- 
Thus alloys showing 
be expected to 


that improvement of the oxidation 


intermittent tests of nickel-chromium 
and iron-nickel-chromium base alloys by the addi- 
ill amounts of certain elements is achieved 
tendency 
oxidation 
»xide scale during cycles of heating and 


of these elements to promote iIn- 
and thus to prevent spalling of the 
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Austenite Formation 


During Tempering and Its Effects on 


Mechanical Properties 


Austenite may be formed during tempering below A. as determined in 


continuous heating. The amount formed and the decomposition characteristics 
depend on time and temperature of tempering. Transformation of this austenite 
during cooling or by plastic deformation in tensile or impact testing results in 


HE temperature of the ferrite to austenite re- 

action is established frequently by continuous 
heating experiments. However, equilibrium studies 
of this reaction have demonstrated that austenite 
may form at temperatures considerably below those 
at which the reaction is first observed during con- 
tinuous heating. Because of this discrepancy, tem- 
pering is sometimes performed above the true criti- 
cal temperature and in these cases austenite forms 
during tempering. The lowest temperature at which 
austenite forms and the kinetics of the reaction 
have been studied by Bain,’ Bleakney and Gros- 
venor, and Dube and Cunningham. This austenite 
can affect the properties either as austenite per se 
if it is retained at room temperature, or as a de- 
composition product if it transforms 

The effect of austenite formation during temper- 
ing on low temperature impact properties of an 8's 
pet nickel steel was reported by Brophy and Mille 
in work published after the present investigation 
was initiated. They concluded that the improvement 
in low-temperature notch toughness which followed 
tempering at certain temperatures could be attri- 
buted to the austenite formed during tempering 
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Kramer et al.’ found anomalous hardness increases 
and embrittlement after tempering of a low-carbon 
manganese-nickel steel. They concluded that aus- 
tenite formed during tempering, and that the de- 
composition products were responsible for the in- 
crease in hardness and the embrittlement. Quan- 
titative correlations of the microconstituents and 
mechanical properties were not made by these in- 


vestigators 


increased tensile strength, decreased ductility, and reduced notch toughness. 
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The present study was undertaken in order to 
establish the kinetics of formation of austenite at 
various temperatures, the characteristics of the de- 
composition of this austenite, and the relationship 
between mechanical properties and the phases 
present 

Experimental Procedure 

A low-carbon manganese-nickel steel was selected 
because of the sluggishness of its austenite decom- 
position reactions. The composition of this steel in 
percent was: C, 0.10; Mn, 3.52; Ni, 2.34; Mo, 0.52; 
Cr, 0.17; Si, 0.19; V, 0.15: P, 0.019; and S, 0.020 
Samples were prepared by forging sections from a 
large ingot to “4 in. bars 

Formation and decomposition of austenite were 
investigated by dilatometric techniques which were 
checked by X-ray measurements. Dilatometer speci- 
mens were hollow cylinders 1 in. long, ‘2 in. diam, 
with a ‘s in. central hole. All specimens were aus- 
tenitized for 1 hr at 1650 F and quenched in water 
prior to insertion in the dilatometer. Oxidation was 
prevented by using an inert atmosphere of purified 
nitrogen. Dilation was measured with a dial gauge 
which could be read by interpolation to 0.00005 in. 
Temperature was maintained within * 3°F by a 
Brown Electronik Controller. Chromel-alumel ther- 
mocouple leads were welded to opposite ends of the 
pecimen with the specimen serving as the hot junc- 
tion. As a check on temperature uniformity com- 
parison was made of the specimen temperature as 
measured with the chromel-alumel leads and the 
temperature of the center of the specimen as 
measured with a calibrated platinum—platinum- 
rhodium thermocouple embedded in asbestos in the 
central hole of the specimen. During heating a 5°F 
temperature difference was noted below 1000°F, but 
none above, while in cooling, a 5 F difference was 
observed from 1300° to 735°F, but none below 
Heating rates of 35°F per min and cooling rates of 
60 F per min were employed for all dilatometric 
tudies. For transformation studies below room tem- 
perature, the dilatometer was allowed to cool ta 
150 F and then was quenched into liquid nitrogen 
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At any temperature the fraction of specimen 


transformed to austenite was considered to be equal 
to the contraction during holding divided by the 
distance between the 100 pct ferrite and 100 pct 
austenite dilation lines at that temperature. When 
necessary these distances were measured between 
extrapolated dilation lines. The fraction transformed 
to martensite at a given temperature was calculated 
according to the method of Fletcher and Cohen 

In order to establish the accuracy of the dilato- 
meter, the amount of austenite retained at room 
temperature was calculated for specimens held at a 
series of temperatures and cooled in the dilatometer 
X-ray determinations of the amount of retained 
austenite were made at the Massachusetts Institute 


Fig. 1—Transformation characteristics of austenite 
formed at indicated temperatures. 
Amount of austenite formed 


as 4 function of austenite 
with time at 


Rate of austenite formation 
after t be at temperature M 
forming temperature Change in 

temperature 


method of Averbach 


ame 


of Technology by the precise 


and Cohen using specimens of the teel which 


were heat treated at the same temperatures, for the 


ame time, but quenched in water. (At the time thi 
check was mace it had been established that aus- 
tenite fort at these temperature did not trans- 
form during cooling.) 

Re iit ine ive! n table I. Fror the excellent 
igreement, it can be aid that contractions at tem- 
perature can be ttributed entirely to austenite 
formation in this steel 

High-temperature X-ray tudies were made by 
L. in a high-temperature Geiger counter 
nit designed by him. Formation and decomposition 
of austenite were observed in the same temperature 

inge as were found by e of the dilatomete 

All mechanical property specimer Ve t aus- 
tenitized 41} i 1650 F and then « D it ite 
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Table I. Austenite Content at Room Temperature, 
1, in. Rounds 


Austenite, Pet 


Thermal Treatment X-ray Dilatemeter 
1650 1t water quenched 1° 

1650 hi ur cooled 2 

1650 1 he ow cooled 5.3 5.3 

650° «1 he 1100° (4 hr) 8.5° 8.0 


ched after heat treatment 


* Water quer 
Coolec t a rate of 60° per min after heat treatment 


of 60°F per min (from 1300° to 300°F). Then they 
were given thermal cycles identical with dilatometer 
specimens in order to produce known amounts of 
austenite. Tempering treatments of 4 hr at tempera- 
tures of 1100°, 1200°, 1225°, 1250°, and 1300°F were 
used. It is recognized that tempering is defined as 
treatment below Ac,. However, for purposes of this 
study, tempering is used to indicate a reheating after 
quenching. 

Duplicate tensile tests for each treatment were 
made at room temperature. Simultaneous readings 
of diameter and load were made in order to calculate 
true stress and true strain. The specimens were 
standard 0.505-in. bars with a 2-in. gauge length. 

From 10 to 40 standard Charpy V-notch specimens 
were broken in a 240 ft-lb machine at a series of 
temperatures covering the range from ductile to 
brittle behavior. 

Metallographic techniques for measurement or 
identification of austenite were unsuccessful for the 
low-carbon martensite did not temper to a dark 
phase distinguishable from austenite. M, determina- 
tions utilizing the Greninger-Troiano method could, 
therefore, not be made. 

Grain size measurements were possible in fully 
martensitic specimens and they were made by exam- 
ination of several fields at X100 with a Grossman 
eyepiece. Grain size of specimens which were mix- 
tures of austenite and martensite could not be estab- 
lished because of the complexities of the microstruc- 
ture 


Results, Transformation Characteristic. 


Dilatometric studies indicated that austenite be- 
gan to form in this steel at 1220 F during continuous 


heating at a rate of 35°F per min. However, when 
> 
4 
. 


Fig. 2—Percentage microconstituents at room tem- 
perature after tempering for 4 hr. 


Temperature is in degrees F 
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heating was stopped at 1000°F and the specimen 
held at temperature for 4 hr, about 3 pct of austenite 
appeared to form. Therefore, the true A, is below 
1000°F in this steel. 

As the temperature was raised above 1000°F, the 
initial rate of austenite formation increased as shown 
in fig. la. The amount of austenite formed after 
holding for 4 hr likewise increased (fig. 1b). These 
figures indicate that the initial rate of austenite 
formation and the amount formed in 4 hr started 
to increase rapidly at about 1200°F. 

Decomposition of the austenite during cooling oc- 
cured in a martensite-like reaction. Kramer’ has 
shown that the temperature of the beginning of 


% RETAINED AUSTENITE 
} TEMPERED MaRT EMPERED MARTEN 
+ + 
RE TAINE a t t TEMPERE MAARTEN 
A 
> a AUSTENITE | 
x x | 
ARE 
= | 
o* 
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Fig. 3—Tensile properties. 


Temperature is in degrees F 


transformation of steels, similar to the one used in 
this study, is constant for a wide range of cooling 
rates. In the present study, no isothermal decom- 
position was detected upon holding up to 4 hr at 
700° and 600°F. 

Fig. lc shows the relations between the tempera- 
ture of austenite formation and the M, of the aus- 
tenite formed. Austenite formed below 1200°F had 
an M, below —320°F, that formed at 1220°, an M, 
of room temperature, and as the temperature was 
raised from 1220° to 1450°F, M, increased to 630°F 

Study of the iron-carbon-manganese phase dia- 
gram’ reveals the existence of a boundary between 
a three-phase field and a two-phase field at 1200 °F 
for an alloy with equivalent composition of the steel 
under study considering 1 pct of nickel to have the 
effect of 4% pct of manganese. Differences in trans- 
formation kinetics between treatments below 1200°F 
and those above can be accounted for by the exist- 
ence of this boundary with the very low M, for 
austenite formed below 1200°F being due to a high 
concentration of carbon and alloying elements in 
the austenite in the three-phase region. 

An increase in holding time at a given tempera- 
ture raised M. even after the rate of austenite 
formation was very slow (figs. la and ld). This 
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effect can be explained either by a change in com- 
position or of grain size of the austenite. It is con- 
sidered unlikely that the composition could change 
without a related change in quantity. In order to 
check the possibility of its being a grain size effect, 
M. was determined for specimens with two different 
grain sizes cooled from 1650°F. An ASTM grain size 
of 9 gave an M, of 630°F and a grain size of 6, an 
M, of 720°F. It appears, therefore, that grain growth 
of austenite during holding may account for the in- 
creases of Msg. 

Study of austenite formation and decomposition 
showed that since M, was at room temperature for 
specimens treated at 1220°F, those treated below 
contained tempered martensite and austenite while 
those treated above contained tempered martensite, 
untempered martensite, and retained austenite. The 
amount of tempered martensite was equal to the 
difference between 100 pct and the amount of aus- 
tenite formed during tempering. The quantity of 
martensite formed between M, and room tempera- 
ture was calculated from the expansions which oc- 
curred during transformation.” The amount of re- 
tained austenite was the difference between the 
amount of austenite formed and that decomposed. 
Fig. 2 shows the amounts of the various structures 
in relation to the tempering temperature. 


Mechanical Properties, Tensile Results 


Results of tensile tests as a function of tempering 
temperature are shown in tig. 3." The structures 
present and the amounts of retained austenite are 
indicated also. The effect of retained austenite on 
tensile properties probably depends on whether or 
not it is transformed by plastic deformation. Several 


* The drop in elongation at 1100°F was accompanied by longi- 
tudinal cracking of the tensile bars 


yieldings observed in specimens tempered from 
1150° to 1225°F were attributed to such a trans- 
formation which was considered to account for in- 
creases in elongation, reduction of area, and tensile 
strength. Since only small amounts of austenite were 
present In specimens treated at other temperatures 
and the extent of transformation of this austenite 
could not be determined, the effect of austenite 
per se could not be established 

Since retained austenite does not transform by 
elastic deformation, an attempt was made to de- 
termine the effect of each constituent on yield 
strength by using the percentages given in fig. 2, an 
experimental yield strength of untempered mar- 
tensite given in fig. 4, and estimated vield strengths 
for tempered martensite and austenite also given in 


Fig. 4—Effect of microconstituents on the yield 
strength at 0.2 pet offset. 
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Fig. 5—Strain hardening exponent as a function 
of tempering temperature. 


Temperature is in degrees F 


fig. 4. The estimated values were selected after study 
of the properties of austenite’ and of tempered, 
low-carbon steels. The yield-strength curve given 
in fig. 4 was obtained by multiplying the percentage 
present by the yield strength for each structure on 
the assumption that each phase contributes in pro- 
portion to the amount present. As can be seen, the 
experimental and the calculated yield strengths are 
in good agreement, and the assumption appears to 
be approximately correct 

The strain hardening exponent (taken from the 
plot of log true stress vs. log true strain) when 
plotted as a function of the tempering temperature, 
fig. 5, shows that as the amount of austenite in- 
creases the exponent increases and that specimens 


with similar austenite contents have similar ex- 


ponent 

Results of the impact tests are shown in fig. 6 
When untempered m nsite (1250 1300 FF) o1 
partially tempered martensite (1100 F) are present 
transition temperature is high and maximum energy 
low. In the absence of untempered martensite, more 
complete tempering raise maximum energy and 
lower transition temperature (1150 1200 F) 

Te 

T i 
rransition temperature increased when large 
mount {f retained austenite are present, de pite 


- 


a- 
a »® 
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Fig. 6—Impact energy vs. testing temperature for 
material tempered at indicated temperatures. 


1000 


the well tempered martensite (compare 1200° with 
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1150 F). This loss of notch toughness is attributed 
to retained austenite either because of the com- 
plexities of the microstructure or, more likely, be- 


cause of transformation of the austenite during test- 


ing 
The embrittlement resulting from transformation 


of austenite to martensite during cooling can be 


eliminated by retempering 
Summary and Conclusions 


1. In a low-carbon manganese-nickel steel, aus- 
tenite appears to form at 1220°F during heating at 
35 per min. However, upon prolonged heating be- 
tween 1000° and 1220°F, up to 38 pct of austenite 
may be formed. This austenite coexists with tem- 
pered martensite. 

2. Upon tempering above 1220°F, the austenite 
which forms may transform partially to martensite 
during cooling, and give rise to mixtures of retained 
austenite and tempered and untempered martensite 
at room temperature 

3. The austenite formed during tempering and 
retained after cooling to room temperature lowers 
yield strength. Large amounts of retained austenite 
increase tensile strength, reduce elongation and re- 
duction of area, and raise transition temperature in 
the Charpy V-notch impact test. These latter effects 
are attributed to decomposition of the austenite by 
plastic deformation during the test 

4. Martensite formed from decomposition of the 
austenite during cooling from the tempering tem- 
perature increases tensile strength, reduces elonga- 
tion and reduction of area, and lowers notch tough- 
ness. Embrittlement caused by this martensite may 
be eliminated by retempering 
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Recrystallization Reaction Kinetics and 


Texture Studies of a 50 Iron 50 Nickel Alloy 


Recrystallization rate curves for a 50 iron 50 nickel alloy are plotted from data obtained using an X-ray 
spectrometer, and an activation energy is calculated for the reaction. A multiple crystal orientation is found 


for the as-rolled material, and the cube texture when recrystallized in the range of 500° to 600°C. It is well 
established that the directions of easiest magnetization in a single crystal of alpha iron are of the form <100>, 


while for nickel the corresponding directions are of the form <111 


-. However, when iron is added to nickel 


the <111> directions persist as the easiest for magnetization until about 25 pct iron has been reached. In 


ERTAIN alloys of iron and nickel, when rolled 
and annealed, possess a preferred crystal orienta- 
tion: (001) in the rolling plane and [100] in the 
rolling direction, when recrystallized at 850° to 
1050 °C after approximately 98 pct cold reduction 
Since the preferred orientation makes a direction 
of easiest magnetization coincide with the rolling 
direction, these alloys, especially a 50 pct iron in 
nickel alloy, have found wide application in the 
electrical industry’ for choke coils and special types 
of transformers. 

The rate of the recrystallization reaction was 
studied at temperatures ranging from 500° to 600 C 
The heat of activation for the reaction was calcu- 
lated from the observed rates, and crystal orienta- 
tion determinations were made before and after re- 
crystallization 

A vacuum melted iron-nickel alloy* analyzing 
49.6 pct nickel, 0.018 pet carbon, and 0.30 pet 


* The history of this heat is as follows: Hot forged at 1175°C t 
ix engtl Cut into 1 x 3 x 5 piece 

d ground on all four te Hot r ed at 1050 to *s & ' 
maximur ength A iled 1 hr at 1000°¢ pure dry hyd € 
Cold rolled 0.100 x maximum lengtt ealed 5 hr 
pure dry hydroge t 7oo'¢ « d ed 0.014 x xr x 

ur er tv Shit t 4 . n x 4 engtt t ps 1 
olled of Sendzimir t o.002 x 


manganese was used for the experiments. The al- 
loy was cold-rolled 98 pct into strips ‘2 in. wide by 
0.002 in. thick. Specimens 1 in. long were sealed 
under a vacuum (approximately 10° mm Hg) in 
ly in. ID pyrex glass tubes. For heat treatment 
these tubes were fastened to Nicrohm wires and 
submerged in a molten salt bath controlled to +2 C 
(The maximum measurement error was within 
3°C.) The time at temperature was varied loga- 
rithmically from one sample to another, and runs 
were made at 500 , 525 , 550° and 575 C. A molten 
lead bath was used for a run at 600 C which was 
controlled to the same accuracy 

To determine the extent of recrystallization after 
a particular time at a given temperature, a method 
was used suggested by the work of Decker, Asp, 
and Harke1 This method employs an X-ray 
spectrometer whereby X rays are diffracted from 
crystallites whose diffracting atom planes are paral- 
lel to the rolling plane of the specimen. The inten- 
sities of the diffracted rays are measured by a 
Geiger counter. The counter can be rotated through 
and can be motor driven through 
The measured 


a range of angle, 
this range at a speed of 2° per min 
intensities are plotted vs. angle by a potentiometer 


recorde! 


alloys containing more than 25 pct iron the directions of easiest magnetization change from <111> to <100>.' 
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In a 50 pet iron-nickel alloy it was found that 
only (200) reflections were obtained from the roll- 
ing plane with recrystallized material, and that 
only (220) reflections were obtained from the roll- 
ing plane with unrecrystallized material. No other 
reflections were obtained under these conditions 
over a range of Bragg angle of 0 to 45° using either 
type of specimen. As a consequence, the intensity 
of the (200) reflections from the rolling plane was 
taken to indicate the amount of recrystallized ma- 
terial present in a specimen, and the corresponding 
intensity of the (220) reflections was taken to indi- 
cate the amount of unrecrystallized material present. 

To insure flatness and proper alignment of the 
reflecting specimen in the spectrometer, the sample 
was laid in a slot '2 in. wide x 0.001 in. deep which 
was machined in a °4x2x's in. steel carrier. The 
specimen then was taped down with cellophane 
tape. This steel cradle was mounted vertically in 
the specimen holder of the spectrometer so that the 
bottom edge of the carrier rested against a horizon- 
tal shoulder 

Intensity data used in plotting the percent of re- 
crystallized material vs. time at temperature were 
obtained by directly counting the diffracted beam 
of nickel filtered copper Ka radiation used through- 
out the work 

The X-ray spectrometer 
obtaining pole figure data to be used for orientation 
determinations. At the beginning of this investiga- 
tion a transmission pole figure holder was used.” As 
a thickness of 0.002 in. of this alloy was found to 
be opaque to the copper Ka radiation, it was neces- 


was employed also in 


sary to reduce the thickness of the pole figure speci- 
men. A cold-worked sample was etched in a 50 pet 
HC! solution for 5 min and was found to transmit a 
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Fig. 1—Increasing intensity of (200) reflections as Fig. 2—Decreasing intensity of (220) reflections as 
a function of time at indicated temperature. a function of time at indicated temperature. 


strong beam when mounted in position in the pole sponding times determined from the curve for 
% figure holder. It was found that the etching had intensity of (220) reflections vs. log time. This can 
3 reduced the sample thickness from 0.002 in. to ap- be seen from a comparison of figs. 1 and 2. 
proximately 0.0015 in., and had heavily pitted the It is interesting to note that the X-ray data indi- 
urface The Geiger counter was rotated to the cate complete recrystallization at as low as 500°C. 
proper Bragg angle for measuring (111) reflections, Complete recrystallization can also be expected at 
and these data are plotted in fig. 5 lower temperatures, if longer times are used. 
{ A reflection pole figure holder’ was used for all The data obtained show the recrystallization re- 
f other pole figure work. This eliminated the neces- action to be extremely temperature sensitive, re- 
sity for correcting diffracted intensities for dif- quiring approximately 32 hr for completion at 500°C 


ferences in path length’ through the specimen, as as contrasted with only 32 min at 600°C 
“th was necessary when using the transmission pole The activation energy for the reaction was cal- 
; figure holder, and also made it unnecessary to re- culated, using the curves of fig. 1, by plotting log 
duce the thickness of specimens by etching. The time for 50 pct reaction vs. 1/T (T in °K). Con- 
(111) transmission pole figure for the cold-worked sider the Arrhenius formula, rate Ae AE RT. It 
, material was checked using the reflection method can be seen that e4£ RT jis inversely proportional to 
and good agreement was obtained. Data for the the time for a given amount of reaction, and there- 
: (100) pole figure were also obtained for the cold- 
worked material (fig. 6), as well as data for the fore we may obtain log t AE l + log B, 
4 (100) and (110) pole figures of a sample recrystal- i 2.3R T 
lized 100 pet at 500 C (figs. 7 and 8) 
Fo ‘raphic study, longitudinal sections give & concentre- 
of the various specimens were mounted in Selectron 
(to avoid heating), polished, and etched with two AE activation energy for reaction in cal/ 
=o parts of 20 pet HC! and one part of 3 pet H.O.. This mol. 
etchant revealed the crystal boundaries and de- 
veloped etch pit within a grain indicating its 
orventation 
« ‘Tukon” microhardness measurements were made 
$y on all specimens heat treated at 500° and 600°C, 
ig using a 100-g load. An average of ten readings was 
x taken per specimen. These data were plotted vs 


log time for each temperature (fig. 4) and compared 
with the reaction rate curves plotted from the X-ray 
data 


intensity 


Results and Observations, Reaction Kinetics 


In fig. 1 are plotted the data obtained by counting 
the intensities of the (200) reflections from each 

pecimen. These intensities indicate the amount of P 
recrystallized material in the specimens, and are 


plotted (as percent of maximum intensity) for each 


temperature It was assumed that 100 pet recrystal- 


lized material was present when the (200) re- vo" 
flected intensity remained constant from specimen 
to specimen with increasing time at temperature 
The ordinate of fis 1 can therefore be interpreted 
as percent recrystallized material present 
Fig. 2 is a similar plot expressing the disappear- 
ance of the (220) reflections (cold-worked or de- bes Leo a 
formed material) as a function of time for the same ae 


temperatures as in fig. 1. The time for 50 and 100 
| pet recry tallization at each temperature as deter- Fig. 3—Log time for 50 pet recrystallization vs. 
mined from the curve of the intensity of (200) re- reciprocal of absolute temperature. 
Black dots are points obtained from fig. 1. Circled crosses 
F flections vs. log time checks well with the corre- are points taken from fig. 2 
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R = gas constant. 

T temperature in °K. 
B a constant. 
and all logarithms are to the base 10. 

This formula is in the form of the slope-intercept 
equation for a straight line (y mx + b), where 
SE/2.3R is the slope, log t, is the ordinate and log 
K is the intercept on the ordinate axis when 1/T is 
zero. A plot of log ti, against 1/T appears in fig. 3. 
The slope was evaluated and equated to AE/2.3R, 
and AE was found to be 56,500 cal/mol. This figure 
is of the same order of magnitude as that for a dif- 
fusion process. (The activation energy for the ditfu- 
sion of nickel in iron is reported to be 64,000 to 
68,000 cal/mol'.) 

Fig. 4 shows plots of Tukon microhardness 
against log time for the 500° and 600°C specimens. 
When these curves are compared with figs. 1 and 2, 
it appears that 50 pct recrystallization, as measured 
directly by X-ray diffraction, produces about 85 pct 
of the hardness change on annealing. Possibly this 
may mean that the indentor pushes the harder un- 
recrystallized areas into the softer recrystallized 
material surrounding them, thus decreasing the re- 
sistance to the penetration of the indentor at a 
greater rate than the actual volume increase in re- 
crystallized material. 


Orientation Determination 

Stereographic projections showing the concentra- 
tion of (111) and (100) poles of the cold-worked 
material—that is to say, pole figures for (111) and 
(100)—-are presented, respectively, in figs. 5 and 6 
In these figures, the intensities are represented by 
the diameters of the circles. In all the pole figures 
only the solid lines represent actual data. The 
dotted lines were drawn from the symmetry of the 
structure. Using figs. 5 and 6, three crystallographic 
orientations may be determined as existing simul- 


Fig. 5—(111) pole figure “as-rolled” 
structure. 


Fig. 6—(100) pole figure “as-rolled” ; 
structure. \ 


Fig. 7a—(100) pole figure, 100 pet | 
recrystallized texture. 


Black dots represent location of observed 


ME IN NOS 


Fig. 4—Tukon microhardness in Knoop numbers 
vs. time at 500° and 600°C. 

A 3 pet total change in hardness corresponds to a time of 5.7 
min at 600°C and 4.5 br at 500°C. 


taneously in the cold-worked material, namely, in 
decreasing order of importance, (112) [111], (110) 
[112], and (123) 10° from [312]. Data for (100) 
and (110) pole figures were obtained from a speci- 
men completely recrystallized at 500°C; these are 
presented in figs. 7a and b and 8. The poles of the 
form {100} are highly concentrated in the rolling, 
cross rolling, and sheet normal directions, the maxi- 
mum variation being +10° from (100) [001]. 

What appeared to be small twinned areas were 
occasionally observed under the microscope in the 
samples recrystallized at 500°C. To check this ob- 
servation, the positions of (001) and (110) poles of 
material twinned by reflection across (111) were 
calculated’ and these regions of the pole figure in- 
vestigated by means of the X-ray diffraction spec- 
trometer. Slight increases in intensity at two such 
pvints were observed and accepted as indicating the 
presence of 1 to 2 pct twinned material in the 


- / twin poles 
/ Fig. 7b—Fine scale distribution of 
(100) poles in recrystallized texture. 


\ 
(100) poles distribution in a 
= stercographic area 
™ 
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Fig. 8—(110) pole figure, recrystal- 
lized texture. 8 
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Fig. 9«—Etch pits in “cube texture,” 50 pet iron 
50 pet nickel alloy. 
Annealed br at 1050°C. Longitudinal section. X1500. Area 
reduced approximately two thirds in reproduction 


Fig. 9) and c—Micrographs showing progress of 
recrystallization at 500°C. 


pet reerystallized material. hr at Longitudinal 
section. NiO Area reduced approximately we thirds in 
reproduction reerystallized material ber at 
Longitudinal section Area reduced apprexi 

matety twe thirds in repreduction 


pecimen The positions of the two twin poles so 
observed are indicated by black dot im the pole 


and one part of HO. in water was applied for ap- 


from a different heat, when annealed 1 hr at 1050 C 


The diagonals of the juare etch pits at the peci- 
mer irface are observed to be n the direction of 
rollin The etch pits were observed to be square 
pyramid ich as would be formed by the inter- 
ection of tout 111 plane vith the urface of the 
pecimer Mi ipl 9 nd ¢ llustrate the 
esent apt ximate » pet ecrvstall ition 
(4 it SOU 2) il how 100 pet 
( t itior (70 1} it 00 C) The etch pit 
wi cn te tre ‘ ite te ‘ bu obs¢ ved 
n the latte picture 

What taken t ned nm can be ob- 
erved in i the crvsta 
many nstance with bound ‘ at approximately 
$5 to the direction of roilir 

An idea of the difference in ¢ ! ize obtained by 
conventional recrystallization practice of 1 hr at 


Cc 
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1050°C and that observed after 72 hr at 500°C can 
be obtained by comparing 9a and c. The area shown 
in a is from a single crystal, the boundaries of which 
extend far beyond the microscope field at that mag- 
nification, while a number of grains are evident in 
c. The rate of grain growth, after recrystallization, 
is assumed to be retarded at the lower temperature. 


Summary and Conclusion 

l Data for the kinetics of the recrystallization 
reaction in a 98 pet cold reduced 50 pct iron-nickel 
alloy were obtained with an X-ray spectrometer. 
Curves showing the amount of material trans- 
formed, were plotted against log time at tempera- 
tures from 500° to 600°C. At 500°C, 100 pct re- 
crystallization occurred in 32 hr, and at 600°C in 
32 min. These results showed the reaction to be 
very temperature sensitive in this range. 

2. Curves of hardness vs. log time at tempera- 
ture showed an 85 pct total softening at only 50 pct 
recrystallization for 500° and 600 C 

3. The heat of activation for the recrystalliza- 
tion reaction in this alloy was found to be 56,500 
cal/mol. This is of the same order of magnitude as 
the activation energy for the diffusion of nickel in 

iron (64,000 to 68,000 cal/mol). 

4. A multiple crystallographic orientation was 

found in the cold-worked material. Two principal 
orientations exist: (112) [111], and (110) [112], 
the former predominating. A third—though some- 
what minor—orientation was also found, which was 
approximately (123) 10° from [312] 
5. The orientation after complete recrystalliza- 
tion at 500 C was determined by means of etch 
pits and pole figures, and found to be a typical 
“cube texture,” (001) [100], with a maximum 
spread of 10° from the rolling plane and rolling 
direction 

6. Slight twinning was observed in recrystallized 
areas under the microscope. Positions of the twin 
poles assuming twinning by reflection across (111) 
were determined by calculation and checked ex- 
perimentally. An estimated 1 to 2 pet of twinned 
material was found 
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RIDGMAN'’ * melted metals in a graphite or hard 
glass tube and lowered the tube through a fur- 
nace to make it cool from one end only. Because of 
the difficulty of eliminating all vibration of the mold, 
others have raised the furnace instead. Neither way 
seems as desirable as a setup with no motion of 
either the mold or the furnace. A furnace in which 
both the shape and the slope of the temperature 
gradient could be controlled and varied over a wide 
range and in which such a gradient could be moved 
from one end of the furnace to the other, freezing 
the specimen from one end to the other, at any de- 
sired rate, all by means of isolated external control, 
seemed to offer definite advantages. In addition to 
eliminating the possibility of vibration due to mov- 
ing parts, it might also give better control over the 
direction and rate of heat flow. 
Such an apparatus was assembled and is shown 
schematically in fig. 1. 


Equipment 


Furnace: A clay-carborundum tube of 342 in. ID 
with a '% in. wall thickness was used as the core. 
This had a main winding of No. 12 B.&S. gauge 
Nichrome V with some compensation for heat loss 
at the ends. Taps to this winding were made at 
points 12 in. from each end. Fig. 2 shows details of 
this winding and of the two end windings. Each end 
winding was wound over Micanite over the main 
winding. No. 15 B.&S. gauge Nichrome V was used 
for these, and again taps were supplied at two inter- 
mediate points on each. The tube was supported in 
an 18 in. OD black iron shell with brick insulation. 
The input to each of the windings was regulated by 
means of a variable transformer. 


Temperature Regulation: chromel-alumel 
thermocouple located near the furnace wall in the 
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Production and Examination of 


Zinc Single Crystals 


This paper describes a method and equipment developed and used for the growth 
of single crystals of high purity zinc, of substantial size and of various orientations, 
in substantial numbers, together with the results of some tests of the degree of 
perfection of the product. 
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Fig. 1—Schematic drawing of equipment for grow- 
ing single crystals. 


center of the furnace was connected with a Celec- 
tray controller, type PIC, 300° to 900°C range, which 
opened and closed a shunt across an external vari- 
able resistance in the main winding circuit. An 
“anticipatory response” device also was incorporated 
to minimize the cyclic effect of the control mechan- 
ism. 

Eleven survey couples in a common pyrex glass 
protection tube were located near the furnace wall 
and spaced 2 in. apart. The couple leads went to a 
common reference junction box where they were 
connected to copper leads from a selector switch 
which, in turn, was connected to a type K potentic- 
meter. This arrangement permitted rapid tempera- 
ture surveys. 

The knob on the controller dial was replaced with 
a threaded brass spool turned at a controlled rate 
by a thin iron wire one end of which was attached 
to a gear train and the other to a small weight heavy 
enough to prevent slipping of the wire on the spool 
The gear train, driven by a l-rpm Telechron motor, 
contained a series of different sized interchangeable 
gears and threaded drums permitting a range of 
travel speeds from 0.10 in. per hr up to a hypo- 
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thetical 108,000 in. per hr. This arrangement afforded 
a controlled linear rate of cooling of the furnace 
(limited by the ability of the furnace to dissipate 
heat) 

Molds: Precision-ground pyrex glass tubing was 
the material usually used for molds. Constrictions 
in ordinary pyrex tubing caused deformation of the 
specimens during cooling and hindered removal 
without further deformation 


MAIN WINDING 
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Fig. 2—Plan showing dimensions and number of 
turns per inch of the main and end windings of the 
single crystal furnace. 

The tubes were sealed to a point at one end. A 
blunt 
its center gave 


quare end with a tiny point or tit In 
better results than a long tapered 
They were cleaned in potassium dichromate- 
acid cleaning solution and with 
Then, the inside of each tube was 
graphite to 


almost 


point 
ulphuri rinsed 
distilled water 
coated with a thin laver of semicolloidal 


prevent the zine from adhering to the glass 


Typical Procedure 


Seven molds, 'v in. ID and 21 in. long, wired to- 
vether, were lowered into the furnace lowly enough 
to prevent cracking of the tubes from heat shock 
intil the tops of the tubes were even with the top 


which was controlled at about 500 C 
kimmed and poured through a 


of the furnace 


Molten inc wa 


heated pyrex funnel into the mold which were 
then lowered into position 
The analysis of 99.999 pet zinc used was as fol- 
ws, In per cent: lead, 0.00013; tron, 0.0006; cadmi- 
im. 0.00003: and copper, 0.00012. No tests were mad 
for A, Br, Cl, F, He, H, I, Kr, Ne, N, O, Se, S, Xe 


Othe elements were not detected or were in in- 


ignificant amounts. Total impuritie letected were 


0 OOOKRR pe t 


\ few crystal were grown of 99.99 pet zine 
which analyzed n per cent lead 0.0025 iron, 
O.O01LL: cadmium, 0.0018: and tin. 0.0001 Total 
mpurities were 0.009 or le by specification 

The top of the furnace was closed, the current 
into the main and end windings wa et to obtain a 


temperature and the fur- 


nace Wa come to equilibrium with the 


control dial set at 514 C 


rhe current settings we is follow Main wind- 
ing, high current, 5.3 amy and low current, 2.8 
amp. Top winding 2 amp. Bottom winding, 1.4 
amp 

When the furnace temperature had reached equi- 
librium, a temperature irvey wa made (tig +) 


The gear train was set to move the brass spool 
on the control dial at a rate of 0.15 in. or 7.4°C per 
hour, and the motor was started. Temperature sur- 
veys were made at 2-hr intervals. Fig. 3 shows how 
the gradient moved through the furnace. When it 
had reached a position such that all of the zinc was 
frozen, the top of the furnace was opened and the 
seven tubes were removed and permitted to cool in 
air 

When the specimens had cooled to room tempera- 
ture, they were removed from the molds, etched in 
50 pet hydrochloric acid for 5 sec, rinsed with water 
and then with alcohol, and dried in air. This etching 
cleaned the surface and brought out bright reflec- 
tions from the first order zones of the crystal lattice 
Very great care was required to avoid deformation 
in handling. 


Temperature Gradient and Cooling Rate 


When the temperature gradient was below 512°C 
per inch, polycrystalline material resulted. Above 
this, up to 1342 °C per inch, single crystals were ob- 
tained. Single crystals were grown with a cooling 
rate as low as 5 C per hour. When the cooling rate 
approached 40°C per hour, polycrystalline material 
sometimes resulted. For most of the specimens 
grown, a temperature gradient of about 8°C per 
inch and a cooling rate of 7.4 -C per hour were used. 
The vield of single crystals with these conditions 
was essentially 100 pet. 


Description and Examination of Specimens 


Shapes, Sizes, Analyses: About 200 specimens of 
various shapes and sizes up to 1's in. diam and 19 


tance from bottom of crystal tube 


Fig. 3—Single crystal run No. 7. 


(Gear train started at 8:45 A.M... May 7, 1948. Specimens 
removed from furnace at 10-00 A.M... May 8, 


Note Seven survey couples, spaced % in. apart, were used 
in this run, but, in @ later built furnace, It couples spaced ¢ 
in, apart, were used 


in. in length were produced. Spectrographic analyses 
of specimens showed no increase in any impurity 
contents within the limits of detection 

Determination of Orientations: For many pur- 
pose orientations could be determined with suf- 
ficient accuracy from markings produced by cleav- 
age, slip, twinning, etc 
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For greater accuracy, a simple light-reflection 
method could be used sometimes which was based 
on the observation that cylindrical single crystal 
rods lightly etched with 50 pet HCl gave bright re- 
flections from the zones of first order pyramids and 
prisms. The specimen was mounted on a horizontal 
specimen holder and a simple one-circle goniometer 
was fixed on one end with the zero reading at a ref- 
erence mark on the specimen. A horizontal beam of 
light was directed by a “vertical illuminator” to 
strike the specimen at a measured angle to the speci- 
men axis. Light reflected by the specimen back 
through the illuminator played upon a photometric 
cell connected to a galvanometer. The galvanomete: 
deflections produced by this light were observed by 
means of a spot of light reflected from the galvano- 
meter mirror to a scale on the wall. As the specimen 
was rotated about its axis, the points of maximum 
light reflection were determined and recorded to the 
nearest half degree. Sets of readings at five different 
angles to the specimen axis served to determine the 
first order zones with an accuracy limited primarily 
by the accuracy of the angular settings. Errors in 
these settings could be minimized by merely in- 
creasing the number of settings or by rotating the 
specimen holder upon a goniometer stage. A simple 
stereographic plotting of the fixst order zones, of 
course, gave a complete determination of the orienta- 
tion. Different etchants brought out reflections from 
different planes or zones of planes. For example, 
zine single crystals etched with a chromic acid- 
sodium sulphate reagent gave brighter reflections 
from second order zones than from first order zones 
The length of the etching treatment also was a factor 

In cases where it was desired to eliminate un- 
intentional deformation as completely as possible, 
standard X-ray back-reflection Laue methods were 
used because they involved less handling. Results 
were determined both by plotting stereographically 
the actual Laue spots and by plotting zones of spots 
as suggested by Greninger. It was concluded that 
the latter method is faster and at least as accurate 

Previous work in The New Jersey Zine Co. (of 
Pa.) laboratories, growing single crystals of 99.99 
pet zinc by the usual Bridgman method of lowering 
a mold through a furnace, had seemed to indicate 
some preference for the basal plane to lie some- 


TRANSACTIONS AIME, VOL 


where near the specimen axis. This seemed con- 
sistent with the ideas that zinc crystals grow more 
readily in a direction parallel to the basal plane’ 
and that the principal direction of heat flow was 
along the axis of the specimen. In the present mov- 
ing-gradient furnace, it was felt that the heat flow 
was more lateral and that the basal planes of the 
specimens grown might tend to be perpendiculai 
rather than parallel to the specimen axis. This 
seemed to be borne out in a few specimens prepared 
with 99.99 pet zinc, eight out of eleven specimens 
being within 20° of perpendicular, but in specimens 
of 99.9994. pct zine the orientations seemed to be 
reasonably random, as shown in the stereographic 
plot of fig. 4." A larger number of carefully oriented 
* Three-coordinate Miller indexes are used in fig. 4 and elsewhere 
n this paper 
specimens should be subjected to statistical analysis 
before definite conclusions are drawn, but the present 
limited data suggest a possibility that preferred 
directions of crystal growth in zine crystals may be 
influenced by very small amounts of impurities 
Straumanis’ reported such an effect for appreciable 
amounts of cadmium. 


Tests of Perfection: Visual Examination of Sur- 
faces of Specimen: Light etching in 50 pet HC] re- 
vealed no gross departures from perfection in prop- 
erly grown single-crystal specimens. Constrictions 
in molds, jarring, differential thermal contraction in 
multi-crystal specimens, and, of course, deforma- 
tion in handling did cause observable imperfections 

Buerger’ stated that zinc single crystals grown 
by the Bridgman method from 99.9 pet zine are 
internally partitioned by discontinuities in such a 
way that the entire structure is continuous but 
branched, and that etching exhibits essentially filled- 
in dendrite frameworks or lineages. He noted that 
Straumanis had given etching evidence of what 
appeared to be lineage structure in zine single crys- 
tals grown from melts under various conditions 
Buerger also made observations on the lineaged na- 
ture of crystals grown from 99.999 pet zine. In 
the present work, specimens of 99.999 pet Zn 
etched with 50 pet HCl showed no marked dendritic 
structure covering the cylindrical surface. Further- 
more, the etching pattern on a cleavage surface was 
different from the mosaic on Buerger’s 99.9 pet 
or 99.999-4- pet zine specimens, and prolonged etch- 
ing tended generally to eliminate definite markings 
on such surfaces 

Deep etching with 50 pet hydrochloric acid—for 
example, a 5 to 10-min treatment—did give ridges 
on the cylindrical surface on one side, found to be 
the last side to freeze, of several specimens of 
99.999-—- pet purity, as shown in fig. 5. These were 
shown to be areas of lead concentration in dendrite 
boundaries. It would appear that the lead content 
of the purest zine used (0.00013 pet) was greater 
than the solid solubility limit (which is probably 
not greater than 0.00008 pct, on the basis of analy- 
is of the unridged portion). With zinc of higher 
lead content (99.99-+ pet zinc, 0.003 pet Pb maxi- 
mum), deep etching gave ridges on all sides of the 
pecimen 

Straumanis® found similar ridges on etched singk 
crystals of zinc containing cadmium. The nature and 
degree of these ridges varied with the cadmium con- 
tent, and he concluded that they were due to the 
cadmium. He found the ridges to be parallel to the 
basal plane and concluded that, in general, impuri- 
ties present in excess of their solid solubility limit 
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at the freezing point tended to separate in layers 
parallel to the basal plane. He found some similar 
ridges on etched single crystal specimens of Kahl- 
baum zine, but thought that the small amount of 
cadmium present (probably 0.03 pet) could not be 
responsible for these. It might be pointed out that 
in Straumanis’ specimens the basal plane was parallel 
to the specimen axis, as were also the ridges from 
etching, that this might be a chance coincidence. and 
that the ridges might not necessarily be parallel to 
the basal planes. In the present case, ridges were 
observed parallel to the specimen axis when the 
basal plane was practically perpendicular to it 

Deep etching with 50 pct HCl also showed pre- 
ferential attack in certain crystallographic direc- 
tions. Specimens with the basal plane approximately 
perpendicular to the rod axis tended to become six- 
sided, the tendency being toward a second order 
prism. Sometimes small prism faces between first 
and second order faces also appeared 

Examination of Cleavage Surfaces Freshly pre- 
pared basal cleavage surfaces were examined for 
evidences of departure from crystalline perfection 
It was impossible, however, to cleave without de- 
forming the cleavage face, and it was felt that all 
of the imperfections observed could have been and 
probably were the result of deformation rather than 
of imperfect crystal growth. Conditions of cleaving 
which reduced the amount of accompanying de- 
formation always reduced the amount of these mark- 
ings. It was noted also that there was a distinct 
tendency for specimens to hold together at the sur- 
face even when cleavages through the bodies of the 
pecimens were otherwise quite complete. Green- 
land has observed the same phenomenon with 
ingle crystals of mercury 

Light etching with 50 pet HCI (1 sec) caused etch 
pits that were hexagonal in nature, usually shallow 
hexagonal pyramids, and always of the second orde1 


These were not considered necessarily indicative of 
crystalline flaws, although it is possible that they 
may have tended to originate at imperfections They 


definitely did tend to concentrate, in many cases, on 
mechanical imperfections resulting from deforma- 
tion, perhaps not on twins, but definitely in [210] 
or second-order directions (perhaps on bends) and 
probably on tear marks and light scratches, and 
probably in areas of lead concentration. Perhaps all 
pits originated at lead (or other impurity) particles 


rhe pits originating at mechanical flaws may have 
tarted at particles precipitated from solid solution 
by mechanical stre or strain. Sometimes light 
markings having the appearance of dendrite bound- 
aries were seer not associated with the hexagonal 
etch pit 


With very deep etching (5 to 10 min) a deep den- 
dritic pattern appeared in the area of lead concen- 
tration, as noted above on the specimen surface 
(see fig. 5) 

X-ray: X-ray back-reflection Laue diffraction pat 
terns were prepared from the cylindrical surface of 
specimens and also from cleavage surfaces. Orienta- 


Fig. 5—Ridges produced on 
single crystal of 99.9994 
pet zine by deep etching 
with 50 pet HCl (approxi- 
mately X2). 


tions calculated from reflections from the opposite 
ends of each of several specimens indicated no signi- 
ficant difference in orientation from end to end. 

Back-reflection spots from undeformed material 
were apparently just as perfect as those given by 
the beam itself. 


Summary and Conclusions 


A moving-gradient apparatus was contrived in 
which single crystals were grown from molten metal 
without motion of either the mold or the furnace. 
Conditions were determined that gave a high yield 
(essentially 100 pet) of single crystals of zinc, and 
about 200 specimens of various shapes and sizes up 
to 1'% in. diam and 19 in. in length were produced. 
Using zinc of 99.999-+- pct purity, crystals were pro- 
duced that appeared to be at least as perfect as any 
described in the literature and probably better than 
most 

Etching experiments yielded new information re- 
garding the solid solubility of lead in zinc and 
revealed certain characteristics of the attack of 
hydrochloric acid (50 pet) on zinc of 99.999-+- pct 
purity. 
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An Experimental Survey of Deformation 


and Annealing Processes in Zinc 


by D. C. Jillson 


Zinc single-crystal specimens of high purity and quality were used in a 
study of various types of deformation under various conditions. Deformed speci- 


mens were annealed to study recovery and recrystallization. New data are 
presented and previous data are correlated and evaluated in order to determine 


ORK in recent years'* has indicated a com- 
plexity of the processes of deformation of 
metal crystals not previously appreciated and not 
fully accounted for by any hypothesis so far ad- 
vanced. Furthermore, the nature and mechanism 
of formation of nuclei of recrystallization have not 
been determined precisely. The deformation of sin- 
gle crystals of zinc has been studied frequently, but 
the purity of the zinc and the perfection of the 
specimens sometimes have been given little consid- 
eration. Methods have been developed recently that 
readily yield zinc single-crystal specimens of high 
quality. In the present work, such specimens were 
deformed in various ways under various conditions, 
and deformed specimens were annealed to obtain 
information regarding recovery, recrystallizaticn, 
and grain growth. The paper attempts to correlate 
and evaluate previous data, as well as to present 
new data, in order to determine areas in which more 
detailed work might be done most profitably. 
Tests at temperatures from the freezing point 
(419.46°C) to room temperature revealed glide only 
on basal planes in a close-packed direction [100]*, 


* Planes and directions will be designated by three-coordinate 
Miller indexes. Parentheses and brackets will be used to designate 
families as well as particular planes or directions 


as reported by Mark, Polanyi, and Schmid’ and 
others. Markings probably similar to those observed 
by Kolesnikov’ and Boas and Schmid” were noted 
in specimens stretched at elevated temperatures, but 
it seemed clear that these were not caused by 
prismatic or pyramidal slip (see second paragraph 
of section on Phenomena Involving Bending of the 
Basal Plane) 
Twinning 


Twinning on the octahedral plane of a face- 
centered cubic metal has been pictured as a process 
of simple homogeneous shearing along that plane in 
a [112] direction. It was recognized by Mathewson 
and Phillips” and others that the (102) twinning 
of zinc required a somewhat more complex mecha- 
nism and might be considered as a homogeneous 
shearing of (102) planes in a [211] direction plus 
slight adjustments of atoms to positions of greater 
stability or lower energy, or as a single movement 
of each of the atoms in the same sense into the final 


profitable areas for more detailed work. 
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positions. Gough and Cox" modified Mathewson’s 
mechanism to obtain a more stable lattice configura- 
tion, but it is not clear that they succeeded, and 
their mechanism requires movement of some of the 
atoms in a sense opposite to that of the overall twin- 
ning movement. They also suggested that twinning 
may occur as a result of previous basal slip. This 
conclusion was based on the observation that twin- 
ning caused by alternating torsion was clearest and 
most profuse at positions for maximum basal slip 
rather than for maximum stress on (102) planes in 
the close-packed direction (not the twinning direc- 
tion), and no mechanism was describec. It might 
be wondered whether resolution of stresses on the 
twinning plane in the twinning direction would 
have afforded a simpler explanation 

If twinning is essentially a simple homogeneous 
shearing along the twinning plane, it would seem 
that twins should grow by a smooth, continuous 
mechanism, and, indeed, that a simple reversal of 
stresses should reverse the shearing and de-twin the 
crystal. Cylindrical tablets 4% to %%4 in. thick were 
cleaved from singlle-crystal specimens and were 
squeezed, perpendicular to a second-order prism 
plane, to give a tensile stress perpendicular to a 
first-order prism plane. A “click” was heard and a 
thin, needle-like twin appeared on the basal cleav- 
age face. If squeezing was continued smoothly, the 
twin, viewed at magnifications up to X500, grew 
smoothly and quietly (fig. 1). X-ray examination 
verified that the twinning was of the (102) type. 
Rotating the compression axis 90° to reverse the 
stress then caused a smooth, continuous shrinkage 
and ultimate disappearance of the twin (fig. 2) 
The squeezing also caused a rumpling of the basal 
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Fig. 1—Steps in growth of twins in single-crystal 
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Fig. 2—Steps in 

de-twinning of 
single-crystal 
tablet of zine 
(diam in.). 


stantaneous formation of much thicke: 
identity period. It is a corollary that, in 
twinning, as the twin approaches the identity period 
in thickness it should de-twin more rapidly or at a 
lower stress. 
In order to 


than 
de- 


twins 


one 


the 


closet 


twinning and de- 
study, high speed 
motion pictures of these phenomena were prepared, 
g the Eastman High Speed Camera. The photo- 
aphic work was Technalysis, Inc., of 
Philadelphia, Pa. Speeds as high as 3000 frames a 
econd were used. Projection at a speed of 16 frames 


a second suggested, and frame by frame analysis of 


slow down 


twinning processes for 


usin 


done by 


ome of the films (fig. 3) verified, that both the 
initial rate of growth and the final rate of de- 
twinni were very rapid, as predic ted. The data of 
fig. 3a suggest a step-like relationship, but it Is 


believed that this is caused by experimental aberra- 
and that the nearly repre- 
the true conditions. With improved techniques, 
particularly if determinations and 
could be included, this method of study might prove 
t useful 
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Phenomena Involving Bending of the Basal Plane 


Examination of a basal cleavage face of a singl 
crystal of ly deformed by stretch- 
ng, bending in various directions, and straightening 
howed, in addition to three (102) 


, three sets of striations of a different char- 


zinc rather seve 


sets of twin 
marking 
acter (fig. 4), two essentially perpendicular and one 
essentially par Previous investi- 
ator have 


allel to twin bands 


noting similar markings, sometimes 
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attributed them to second-order pyramidal or pris- 
matic slip or to second-order twinning. This would 
not, however, account for the striations parallel to 
(102) twins in fig. 4. Furthermore, all three sets of 
striations in fig. 4 were similar in appearance and 
unlike the (102) twins. 

Miller” showed clearly the presence of a “bend” 
plane between areas of greater and less deformation 
(by basal slip) in zine single crystals. Similar bends 
were noted in the present investigation, particularly 
in specimens stretched at elevated temperatures 
The bend plane bisected the angle between the basal 
planes of the two parts of the crystal and cut the 
basal planes at right angles to the slip direction. In 
other words, the bend in each basal plane was about 
a second-order trace, or a [210] directions When 
the bend was slight, the bend plane was almost per- 
pendicular to the basal plane, and it seems likely 
that it was markings of this type that Kolesnikov 
and others have taken as indications of prismatic 
or pyramidal slip. Greenland™ observed similar 
markings in single crystals of mercury, Gough and 
Cox” in zinc, and Andrade and Tsien® in sodium. 
There was a tendency to mistake them for twinning, 
but Andrade pointed out that their gradual appear- 
ance, their distribution, and their noncrysitallo- 
graphic boundaries did not fit this explanation. The 
observations did indicate that zine and certain other 
metals, at least, will, under the proper conditions, 
bend sharply in some manner about axes in the slip 
planes, and this appeared to be a possible mecha- 
nism for the formation of the striations of fig. 4 

Specimens were cleaved from large single-crystal 
rods of zinc with round or square cross-sections and 
were squeezed in a small vise in various crystallo- 
graphic directions. Squeezing in or near a [100] 
direction (perpendicular to a second-order prism 
face) caused a second-order rumpling of the basal 
cleavage face. (If the tablet was circular, the re- 
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Fig. 3—Analysis of twinning and de-twinning. 


4. Initial stage of twinning. 8B. Final stage of de-twinning 


sultant [210] tensile stress caused (102) twinning 
as well.) This was shown in fig. 1. Squeezing in or 
near a [210] direction (perpendicular to a first-orde 
prism face) generally caused two sets of second- 
order rumpling, one on each side of the applied 
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stress, rather than a first-order rumpling. This was 
shown in fig. 2. Evidently the crystal ruamples much 
more easily about a [210] direction than about a 
[100] direction, at least at room temperature. 
(Smialowsky™“ found that the stresses for com- 
pression perpendicular to second-order prism faces 
were considerably lower than those for basal or 
first-order prism faces.) The similarity between 


Fig. 4—Deformation markings on cleavage face of 
deformed single crystal of zine. 


these rumplings and the striations of fig. 4 will be 
noted 

With continued squeezing, rumpling became more 
and more exaggerated and eventually the specimens 
began to buckle. In specimens squeezed in a direc- 
tion almost perpendicular to second-order prism 
planes, the buckling or bending occurred generally 
about second-order traces in the basal plane. In 
specimens squeezed in a direction almost perpen- 
dicular to first-order prism planes, the buckling was 
more irregular but might have been the resultant of 
various second-order bucklings. Examples of buck- 
ling are pictured in figs. 5 and 6. It is easy to 
imagine buckling (or, on a smaller scale, rumpling) 
to result from, or in the formation of, various com- 
binations of bend planes of the type found by 
Miller. Fig. 7 shows a few such combinations that 
might account for many of the structures observed 
Cleavages through buckled specimens showed that 
the basal planes did follow essentially the directions 
indicated 

As far back as 1898, Mugge 
crystals of 


observed a similar 
cyanite compressed 


Recently Orowan” 


phenomenon in 
parallel to their glide planes 
rediscovered the phenomenon in single crystals of 
cadmium, as did the present author in zinc. More 
recently, Hess and Barrett” have performed experi- 
ments similar to those of Orowan but with small 
single-crystal rods of zinc. They have observed the 
same phenomenon and subjected it to a searching 
analysis. Orowan called this phenomenon “kinking” 
and considered it (along with slip and twinning) as 
a third fundamental mechanism of deformation. He, 
too, rationalized the mechanism in terms consistent 
with Miller's observations of bend planes in zinc 
and wrote that “deformation bands in metals hith- 
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Fig. 5—Steps in buckling of zine single crystal 
under compression almost 1 (110). 


Plane of picture near (100) Basal planes horizontal and | 
plane of picture Left column, one side of specimen; right 
column, opposite side of specimen 


erto considered glide or twin bands may be, in real- 
ity, kink bands, and the possibility must be kept in 


mind that glide may begin in many or in all case 
{ with kinking. Further deformation may take place 
either by glide across the band or by displacement 
{ of the planes of kinking representing its bound- 
aries,” as observed in cadmium crystals and as 


postulated by Sir Lawrence Bragg” in 1940. Hess 
and Barrett considered that the structure and 
formation of kink bands could be accounted for by 
accepted mechanisms (slip and bend-gliding) and 


presented a rationalization in terms of dislocation 
theory 
X-ray back-veflection Laue studies conducted by 
the present investigator with varying degrees of 
rumpling, bending, buckling, etc., have shown the 


development of a fine structure in the Laue spots o1 
treaks consistent with the 
above. Where bending seemed to have been entirely 
about a single [210] direction, the spots appeared to 


a series of fine parallel lines, in the 


ren ral ideas developed 


break up into 
proper direction, sometimes so close together as to 
give an essentially continuous Some of the 
more pronounced lines were measured and found 
to be of the order of 10 to 40 min apart. Others 


streak 
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very much closer together could not be measured 
Spots or streaks from other specimens showed lines 
in two or three directions, presumably from bend- 
ings about more than one [210] direction, or per- 
haps, remembering the first-order striations of fig 
4, from bendings about [100] directions as well 
Guinier’s method” should magnify these fine struc- 
tures and afford an opportunity for closer study. It 
appears, at present, that rumpling and buckling can 
consist of large, sharp bends or many fine, slight, 
close-together bends, or combinations of these and 
intermediate bendings. 

Several investigators have observed first- 
order twins and second-order striations on an in- 
dented basal cleavage face. In the present work, it 
was observed that if a 14-in. steel ball was dropped 
about 12 in. onto a basal cleavage face it frequently 
caused small surface twins at 60° to each other and 
it made a depression surrounded by second-order 
striations. It was also observed that a marked, al- 
though slight, bulge or mound appeared on the 
cleavage face on the opposite side of the specimen 
and that its boundaries were of a second-order hex- 
agonal nature. Subsequent intermediate cleavages 
showed that each basal plane had a corresponding 
depression, so that the deformation was evidently in 
the nature of a bending of the basal planes around 
[210] directions rather than any sort of prismatic 
or pyramidal slip. First-order twinning was limited 
to areas very near to the surface, but this second- 
order bending proceeded easily through relatively 
great distances and, regardless of the direction of 
the applied, the deformation always pro- 
ceeded in a direction perpendicular to the basal 
It spread out somewhat, but the boundary or 
followed no definite crystallographic 


stress 


plane 
bend plane 
direction. 
When the impression encountered a bend plane 
or a grain boundary, it passed through it, with some 
loss in magnitude (particularly at a grain bound- 
ary), and continued in the new crystal in a direction 


Fig. 6—Further 
examples of buck- 
ling in zinc single 

crystals under 

compression. 
steps in speci- 
men squeezed { (110); plane of 
picture, (100); left and right 
edges, (110) traces; upper and 
lower edges, (O01) traces. ¢: 
Typical buckle in another 
specimen similarly oriented. 
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Fig. 7—Relation of bend planes to buckling of zine 
single crystals. 


perpendicular to its basal plane as shown diagram- 
matically in fig. 8. When the impression encoun- 
tered a small (102) twin, it apparently de-twinned 
it, as might be expected, and proceeded on through 
the crystal as if the twin had not been there. The 
de-twinning operation, of course, absorbed some 
energy, and the impression was smaller than it 
would otherwise have been. Fig. 9 shows two im- 
pressions, one going through a twin and one not 
going through a twin. Careful measurements 
showed no change in the distance between the 
markings on the two cleavage surfaces. Had the 
impression going through the twin not de-twinned 
it, it should have been offset in passing through the 
twin and the distance between the mounds on the 
bottom cleavage should have been measurably 
smaller than the distance between the impressions 
on the top cleavage. 

A few studies were made of the effects of certain 
other variables on the nature of indentation de- 
formation. In the specimen of fig. 10, some attention 
was given to the effect of previous cold work. An 
impression (the largest) was made, in the manner 
described above, in the specimen “as cleaved.” Then 
it was squeezed slightly in a [100] direction and 
another impression was made next to the first 
After further slight squeezing, a third impression 
was made. Top and bottom surfaces were then pho- 
tographed, as shown at the left. Following this, the 
specimen was again squeezed slightly (this time 
causing some twinning) and a fourth impression 
was made (in an area free of twins). The specimen 
was again photographed, as shown at the right. As 
the degree of prior rumpling increased, the second- 
order bendings or striations around the impression 
became less noticeable, and, more obviously, the 
mounds became smaller and sharper and appeared 
as more perfect, truncated, second-order pyramids 

In the specimen of fig. 11, three impressions were 
made by dropping the same ball from the same 
height onto the specimen at three different tempera- 
tures. The second-order bendings or striations 
around the impression became less noticeable as the 
temperature of test was increased, and the width 
and hexagonal character of the mound decreased 

Methods of testing the effect of variations in speed 
of deformation have not yet been well developed, 
but it seems safe to say, on the basis of the few 
tests performed, that it may have a very marked 
effect, particularly when very slow rates are com- 
pared with impact rates. 

Indentation tests, then, appear to offer a relatively 
simple and easy way to study qualitatively, if not 
quantitatively, the effects of variables on the nature 
of the bending mechanism in zine single crystals 


BOUNDARY 


Fig. 8—Passage of a ball impression. 
1. Through a bend plane. B. Through a grain boundary. 


Temperature, speed, and prior deformation have 
definite effects. 

N.B.: Extraneous crystals in an intended single- 
crystal specimen can, like indentations, propagate 
deformations perpendicular to the basal plane for 
great distances, presumably because of anisotropy 
of thermal contraction. Care should be exercised in 
planning critical experiments to assure a source of 
truly single, undeformed crystals. 

One more classification of deformation markings 
involving bending of the basal planes (and some- 
times slip) will be termed accommodation mark- 
ings. When a (102) twin is formed, a relative shift 
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INDENTATION 


Fig. 9—Effect of a small (102) twin on deformation 
due to an impact ball impression in the basal plane 
of a single crystal of 99.994 pet zine. 
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Fig. 10—Effect of increasing 
prior deformation on de- 
formation due to an impact 
ball impression in the basal 
plane of a single crystal of 
99.99+ pet zinc. 


Impression No 1, least prior 


deformation, at left Impression 
No. i, greatest prior deformation 
at right 


Fig. 11—Effect of temperature on deformation due 
to an impact ball impression in the basal plane of 
a single crystal of 99.994 pet zinc. 

Left center, room temperature right 


in the parts of the parent lattice on each side of the 
twin is required to accommodate it. If the twin does 
not go all the way through the crystal, or if it 
encounters a boundary or barrier of some kind, the 
shifting of the parent lattice is restricted, and it is 
frequently observed that the accommodation is 
accomplished either by bending or by restricted slip 
Fig. 12 suggests ways in which this might be accom- 
plished. All of these have been observed, but they 
have not been studied thoroughly. The bends 
formed adjacent to a twin appear to be about a 
[100] direction, and here, as in one set of the stria- 
tions in fig. 4, it is presumably a case of first-order 
bending. Apparent first-order bending is less preva- 
lent than second-order bending, and presumably 
more difficult (at least at room temperature), but it 
appears to occur when conditions warrant it. Per- 
haps it could be rationalized as the resultant of two 
simultaneous second-order bends. 

Accommodation bending of some kind has also 
been observed adjacent to a long straight boundary 
between two large grains, as shown in fig. 13. This 
may be required by differences in thermal contrac- 
tion. It has not been investigated furthe1 


Deformation by Torsion 


Only one type of test involving torsion was per- 
formed. A cylindrical single-crystal rod having its 
basal plane essentially perpendicular to the rod axis 
was twisted about the rod axis. The ease of twist- 
ing was startling. No slip markings were observed, 
and no twinning was noted until a considerabk 
twist had been executed. No simple rationalization 
of the deformation in terms of slip in the basal plane 
n close-packed directions was readily pictured 
With an undeformed specimen, light etching with 
50-50 HCl brought out bright reflections from first- 
order zones parallel to the rod axis, but with a 
twisted specimen these reflections spiraled around 
it. The impression obtained was that the individual 
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basal planes or very thin packets of basal planes 
had simply rotated upon each other about the tri- 
gonal (specimen) axis without regard for crystallo- 
graphic requirements. Basal cleavage faces of 
twisted specimens showed no clear markings that 
could not have been caused by the cleavage opera- 
tion. Back-reflection X-ray Laue patterns from 
these surfaces and from the cylindrical sides of 
twisted specimens seemed to affirm the gradual 
change in orientation suggested by the etching ex- 
periments. The orientation indicated by the pattern 
obtained at any particular point along the rod axis 
was consistent with the degree of twist. A fine 
structure in the Laue spots may have been due to 
extraneous deformation, but more careful experi- 
ments might yield valuable information. 

Collins and Mathewson" and Heidenreich and 
Shockley” have reported apparent slight rotations 
of slip planes of aluminum upon each other about 
axes perpendicular to those slip planes, but it is 
difficult to believe that such rotations could occur on 
the scale and with the ease suggested by the present 
experiment. Some additional work has been per- 
formed, but the results, so far, are inconclusive 

An alternative possibility is that rumpling of the 
basal planes somehow enters into the picture and 
affords a mechanism for the deformation observed 
For instance, the slight rotations about an axis per- 
pendicular to the slip plane observed by Collins and 
Mathewson and by Heidenreich and Shockley might 
have been caused by rumpling about other direc- 
tions in addition to that perpendicular to the slip 
direction. The idea that rumpling may play a part 
in torsional deformation is certainly suggested by 
results obtained by Gough and Cox” when they 
subjected a single crystal of zine, with the basal 
plane 15° removed from the critical orientation 
under discussion, to alternating torsional stresses 
The fractured specimen showed macroscopic rump- 
ling or buckling of the basal plane. No such 
rumpling, even on a microscopic scale, was defi- 
nitely observed, however, in the present work. It 
might be mentioned also that annealing at 400°C 
causeu no obvious change in a twisted specimen, o1 
in its Laue pattern, provided the twisting had not 
been severe enough to cause twinning 


Cleavage 

Very many cleavages were performed, in_ the 
course of the present investigations, in many differ- 
ent ways and under many different conditions. At 
no time was a cleavage observed that could defi- 
nitely be identified as anything other than a basal 
cleavage. In no case was a “perfect” cleavage sur- 
face obtained. The best surface was obtained by 
slow pulling of a specimen with the basal plane 
almost perpendicular to the rod axis under condi- 
tions of nearly perfect axiality. Any departure 
from these conditions that increased extraneous 
deformation gave less perfect cleavages 

A recent publication by Zapffe” described some 
of the features of basal cleavages of zinc crystals 
The markings he described as “fissures” must have 
been tear lines, where the cleavage passed from one 
basal plane to another of the original crystal by 
cleaving through the basal planes of small twins 
formed by the tearing. The “secondary cleavages” 
he showed must have been in twins formed prior to 
cleaving and were probably basal cleavages through 
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Fig. 12—"“Accommodation” of (102) twins by bend- 
ing or basal slip. 


the twins and de-twinned or re-twinned portions of 
those twins. Zapffe failed to establish any other 
identity for these cleavages. 

It was noted that there was a distinct tendency 
for specimens lightly etched with 50-50 HCl to 
hold together at the surface even when cleavages 
through the bodies of the specimens were otherwise 
quite complete. Greenland noted the same ten- 
dency with single crystals of mercury. It is not 
known what the effect of a change in surface prep- 
aration would be. 

Annealing Effects 

No systematic study of annealing effects was 
planned as part of the present work, but some of the 
specimens were annealed, usually at 400°C for 20 
to 48 hr, sometimes for shorter periods, and then 
were examined. Others were examined after long 
periods at room temperature 


Fig. 13—“Accommodation” bending (dark band) at 
a grain boundary (right edge of band). 
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Fig. 14—Effect of bending and annealing of single 
crystals of 99.9994 pet zine on the fine structure 
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annealing conditions were 
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In the few cases investigated in the present work, 
the orientation of a new grain did not correspond 
closely with that of a twin or that of the parent 
lattice, in disagreement with Miller” and lending 
credence to the idea of the Russian investigators””" 
that the twin itself is not the nucleus. However, the 
present results do not necessarily support their con- 
tention that the nucleus is in the twin boundary. If 
the nucleus were to lie in the area where twins meet 
or cross, it might not have the orientation of either 
of the twins, or of the matrix. Speculation is 
aroused as to whether crossed deformations of other 
types, such as crossed bucklings or rumplings o1 
bend planes, or crossings of these with each other 
or with twins, might generate areas in which, unde1 
the proper conditions, nuclei could germinate Zinc, 
with only one slip plane, does not, perhaps, offer so 
many opportunities for this to occur, and zinc there- 
fore may depend more largely upon crossed twin- 
ning for the generation of recrystallization nuclei 
than do certain other metals. 

Another annealing effect of interest was the 
apparent ability of supposedly undeformed single 
crystals of zine to reorient through angles as high 
as 35° without undergoing recrystallization—that 
is, without the formation of a new crystal which 
grows and eventually absorbs all of the old one 
This was first noted in this laboratory a few years 
ago by G. Edmunds, who annealed a large single 
crystal, prepared by the usual Bridgman method, at 
a temperature near the melting point and found 
that the basal cleavage, relatively perfect in each 
case, had shifted through an angle of about 30°. In 
the present work, this has never been observed in 
pecimens of a high original degree of perfection, 
but it has been observed several times in specimens 
known to contain slight imperfections such as band- 
ings that might have resulted from deformation 
during growth and cooling or from subsequent 
handling. It might be supposed that one of these 
bands simply absorbed the rest of the crystal, but 
in cases where these bands differed by a very few 
degrees, the final change in orientation was some- 
times of the order of 25° to 35 Kronberg and 
Wilson" have evolved a formal relationship between 
pairs of orientations which may explain extensive 
apparent rotations of a structure in terms of small 
atomic movements. Whether such a mechanism 
could be applied here is not known, but it might be 
given consideration 

One more annealing effect will be mentioned. It 
was found that if single-crystal specimens of 
99.999-- pct zinc were bent and cleaved, the basal 
cleavage surface was not a perfectly smooth curve 
but contained a very large number of very small 
facets probably due primarily to second-order bends 
about axes perpendicular to the slip direction 
When such a specimen was annealed for 20 hr at 
400°C before cleaving, some of the facets apparently 
grew at the expense of their neighbors and became 
quite obvious to the unaided eye. Fig. 14 shows 
back-reflection Laue X-ray patterns from a bent 
cleavage surface “as bent” and after subsequent 
annealing. The fine structures are consistent with 
the visual observations. Further bending, after 
annealing, broke up these facets again into smaller 
facets, and the fine structure of the Laue spots was 
similar to that of the unannealed specimen, as 
shown in the third print of fig. 14. Guinier and his 
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As bent. | ‘ Bent 
§ and annealed and bent further 
4 Single crystal specimens of in. ; 
1 in. rad stretched up to 25 pect, or twisted a 
much a ‘5 per inch of length, at room tempera- 
ture and thout twinning, and subsequently an- 
nealed at 400 C or aged at room temperature i 
howed no evidence, upon etching or upon X-ray ; 
; back-reflection Laue examination, of any recrys- 
tal ition. Annealing may have influenced the fins e 
tructure of the Laue spots, but apparently suct 
; pecimens contained no nuclei for the formation of 
new ul Recrystallization occurred readily wu 
J 
‘f pecimens containing crossed twins, and new cry : 
: tu vere actually observed at the points where 
: twins had met or crossed. Thin, single, uncrossed 
: twit frequently appeared to be reabsorbed by the 
parent lattice, while thicker ones appeared to be 
unaffected. These observations are, Ei - 
sistent with the findings of Mathewson and Phil- 
liy Kuznetzov and Zolotov, and others 
Kuznetzov and Karpova”™ reported finding new 
grains at all twins if the iii. 
aw rect 


coworkers have observed a similar effect, on a 
more microscopic scale, in aluminum, and Cahn 
has reported similar results with high purity zinc. 
The distinguishing feature of the present work was 
that the phenomenon could be observed readily 
without resort to microscopic or X-ray methods of 
examination and that it indicated that the “poly- 
gonization” of the structure, as Guinier has termed 
it, was not caused by the annealing but merely 
rendered more macroscopic thereby, and hence 


more easily detectable. 


General Discussion of Results 


The phenomena involving bending of the “slip” 
plane seem to be of particular significance. In the 
present work, many manifestations of the ease and 
likely importance of this mechanism in zinc have 
been observed. Influences of the temperature and 
speed of deformation and of the prior state ot 
deformation have been clearly indicated. Similar 
phenomena have been observed in Cd,” Mg,” Be,” 
Na,” Al," and probably many other metals. The 
exact mechanism has not been established, but the 
author independently arrived at premises essentially 
consistent with those advanced by Orowan™ and, 
more recently, by Hess and Barrett.” These premises 
seem consistent also with experimental and, in some 
cases, theoretical observations of other workers and 
on other metals. 

Orowan classed bending or kinking, along with 
slip and twinning, as one of the three fundamental 
mechanisms of deformation in metals. The present 
author is inclined to suggest that this phenomenon, 
manifested in bending, rumpling, buckling or kink- 
ing, and probably in other forms, may be the essen 
tial difference between the apparently homogeneous 
shear of twinning and the inhomogeneous shea: 
observed in gliding or slip processes. It would seem 
capable of supplying a mechanism for the genera- 
tion of the discontinuities of current dislocation 
theories of slip. In other words, bendings of the 
slip plane may be the more fundamental phenome- 
non, and inhomogeneous shearing of ship may be 
merely a consequence. Many investigations, includ- 
ing recent work by the author,* have failed to show 

Reported in a paper by D. C. Jillson: Quantitative Stress-Strain 


inc Single Crystals u Tension To be published in 
Jni. of Met. 1950, TP 2899E 


Studies on 

Trans. AIME 188 
any influence of variations in the component of 
stress normal to the slip plane upon the critical 
value of the component along the slip plane in the 
slip direction required to initiate slip. But if bend- 
ing or rumpling of the slip plane, on a microscopic 
or submicroscopic scale, occurs before the normal 
component attains a readily measurable value, and 
hence supplies a mechanism for slip with only the 
slightest normal component, it would seem entirely 
consistent that variations in the normal component 
above this slightest value would not affect the criti- 
cal resolved stress for the initiation of slip. On the 
other hand, twinning appears to occur by homo- 
geneous shear along the twinning plane without 
any rumpling of the twinning plane. This process, 
then, might be expected to be affected by variations 
in the normal component, and such an effect has 
been reported by several investigators.” “ Rump- 
ling on a macroscopic scale is easily demonstrated. 
It is not difficult to believe that it can occur also on 
a microscopic or submicroscopic scale. The asterism 
of Laue spots can perhaps be explained as well by 
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Fig. 15—Suggested relation of rumpling to slip. 


a rumpling mechanism as by any other.” “ “~ The 
development of improved methods for studying the 
fine structure of Laue spots may permit a definite 
answer to this question. 

The mechanism pictured by the author is repre- 
sented very simply in fig. 15. Step A represents the 
perfect, undistorted lattice. The lines probably indi- 
cate blocks of planes rather than individual planes 
Step B suggests slight elastic deformation result- 
ing from an applied stress as indicated. (All of the 
steps are greatly exaggerated.) Step C suggests a 
breaking up or bending or rumpling of the lattice 
about axes in the slip plane perpendicular to the 
slip direction, relieving the elastic strain at least 
partially. This probably involves restricted glide in 
a portion of the lattice as shown. Subsequent steps 
might be viewed in various ways. The lattice might 
tend to heal by further restricted glide, as suggested 
in step D, and a rapid or continuous succession of 
rumplings and healings would result in a more or 
less continuous glide until complications such as 
rumplings in other directions interfered with the 
process and brought it to a halt, at least temporarily 
Alternatively, the bend planes which bound the 
rumple might be considered to move in the manner 
suggested by Bragg.” Still again, the discontinuities 
generated by the rumpling might be viewed as dis- 
locations, which indeed they are, and considered to 
diffuse or travel through the lattice in the manner 
of dislocation theory. Perhaps there is no great 
basic difference between these different views 

It has been demonstrated macroscopically in the 
present work that bending or rumpling occurs with 
great ease and that a bend or rumple in a given slip 
plane or block of slip planes is propagated with 
great ease and rapidity in directions normai to this 
plane for considerable distances before being ex- 
tinguished, the magnitude of the lattice faults 
formed probably decreasing with the distance. It 
has also been indicated that variations in tempera- 
ture, rate of deformation, and other factors affect 
the magnitude and spacing of the bends. It would 
seem that here may be a means of explaining many 
of the observed phenomena of deformation, such as 
the jumps noted in precise stress-strain determina- 
tions, the spacing of slip planes, strain hardening, 
etc., and that it may supply a precise mechanistic 
picture for dislocation theories. 
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The Origin of Annealing Twins in Brass mechanism for growth (such as the rotation mecha- 


nism suggested by Kronberg and Wilson) acting under 


by R. Maddin, C. H. Mathewson, and W. R. Hibbard, Jr. an activation energy provided by the elevated temp- 
erature and driven by the strain energy supplied by 


DISCUSSION, F. H. Wilson presiding the barrier could produce the annealing twin in its 
BARRETT—Is it lil hat along tl 
( > d tk not ely ni along 4 
that slong It would seem, from Dr. Barrett's remarks, that a 
planes where slip has occurred there is a more com- eg , ; 
. planar barrier would be required in order to pro- 
plex distortion than the simple shear needed to pro- 
: duce a composition plane parallel to the operative slip 
duce a twin fault Whatever the conditions along , 
: plane. In view of the complex rotations associated 


the operativ j plan they might not only be sucl . 
perative slip plan - Ge only b = with the movement of slip planes, it is difficult to 
to originate an annealing twin, as is discussed in 


‘ conceive of a planar barriet 


this paper, but also as to act as a barrier to the growth 


of a twin. The operative ship plane might act as a 
an orientation that 
ould not be absorbed easily by a growing twin, thus Annealing Twins in Copper and 70-30 
producing a composition pl ine that 1 parallel to the Alpha Brass 

perative slp plane 


irrier by containing material \ 


by W. R. Hibbard, Jr., Y. C. Liu, and S. F. Reiter 
C. S. BARRETT, Institute for the Study of Metals 
Uy t f Chicago, Chicago, I DISCUSSION, F. H. Wilson presiding 


R. MADDIN (author's reply)—With the action of P. A. BECK—It is mentioned in the paper that “the 
three lip plane ind the accompanying rotation of twins coalesce within the grains at higher tempera 
each plane about a different ax t wo eem that tures.” I wonder whether the authors would like to 
the volume wrounding the twin-faulted position is elaborate somewhat on the mechanism by which this 

I listorted as Dr. Barrett points out. Certainly process of coalescence is supposed to take place It 1 

past investigations of slip lines and the present interesting to note in table I, that in copper, where the 
vork, the pr iry slip planes can be conceived a number of twins per grain was independent of the 
containing many folds variously distorted by the dif- annealing temperature, little or no increase in grain 
ferent rotatior f plane hich intersect these prim- size was observed with increasing annealing tempera 
ary slip plane Consequently, the position of maxi- ture. On the other hand, in brass, where a substantial 

im distortion within the train volume may be decrease in the number of twins per grain took place 

nsidered to be the nucleu the twin-faulted posi with increasing annealing temperature, there was at 

" fr vhich an annealing t n ght grow. The the same time a considerable extent of grain growth 

ighly distorted volume irrounding the twin fault It would appear, then, that the structure as recrystal 

av also be considered to be a barrier which prevent lized has the largest number of twins per grain, and 
the locked atom from completing the second half of that with continued grain growth the number of twin 
the coordinated 112 movement A cooperative per grain decreas¢ It seems to me quite likely that 
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Fig. 1—Copper-silver alloy (45 
pet Cu) cold-rolled 50 pet re- 
duction in thickness, annealed 
4 hr at 750°C, 1 hr at 800°C 
and quenched. Dichromate 
etch. X500. 


Fig. 2—Copper-silver alloy (75 
pet Cu). Same treatment as 
fig. 1. X200. 


Fig. 3—Same sample as fig. 2, 
another field. X200. 


Fig. 4—Same sample as fig. 2, 
another field. X250. 


Figs. 1-4. Area reduced approximately 
five ninths in reproduction 


this decrease is not a result of “coalescence,” but of 
the absorbtion of twins (together with their matrix 
grains) during the grain growth process at a rate higher 
than that of the formation of new annealing twins. 


P. A. BECK, Department of Metallurgy, Univers 
of Notre Dame, Notre Dame, Ind.; C. S. BARRE’ 


Institute for the Study of Metals, University of Chicago, 


Chicago, Ill.; C. S. SMITH, Institute for the Study of 
Metals, University of Chicago, Chicago, Il 


C. S. BARRETT—I have a comment with regard to 
conclusion No. 3, that “significantly fewer twins were 
formed at the highest annealing temperature under all 
rolling conditions.” Even though fewer twins were 
found after the highest temperature anneals, it does 
not follow necessarily that fewer annealing twins actu- 
ally had formed during the early stages of annealing 
Many that had formed must have been absorbed dur 
ing growth when grain boundaries swept across them 
Comparisons should, therefore, be made only between 
specimens in which the same amount of grain growth 
had occurred. In the present experiments the starting 
grain size was constant, but the final grain size varied 
from 0.025 to 0.045 mm in copper specimens and fron 
0.015 to 0.090 mm in brass specimens. Thus the amount 
of grain growth differed and, therefore, the loss of 
twins during growth must have differed 

Cc. S. SMITH—The authors refer to my earlier dis- 
cussion of spherical grains. It is, of course, impossible 
to get a spherical grain in a polycrystalline solid, for 
the contact with boundaries of neighboring grains in 
evitably produces a multi-edge polyhedron. Nearly 
spherical grains can, however, be produced if a poly 
crystalline alloy is partly melted. Figs. 1 to 4 herewith 
show the microstructure of copper-silver alloys cold 
rolled, annealed at 800°C (just above the eutectic tem- 
perature), and quenched. Because of the finely dis 
persed two-phase nature of the alloy, the grain size 
before melting was small and the grains shown have 
grown mostly by solution and redeposition through 
the medium of the liquid phase. The typical grain 
boundary in the alloy concerned obviously has an 
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energy greater than twice the crystal-liquid interface, 
for the dihedral angle is zero, and the liquid has pene- 
trated between the grains, separating them into iso- 
lated crystals. Many of the grains are approximately 
circular in cross-section, and can be assumed to be 
spheres, though the surface energy evidently does vary 
slightly with orientation. It is quite obvious that my 
earlier prediction was wrong, for about half the grains 
have one or more twins. 

There are many grains crossed entirely by twins, in 
which case the twin boundary joins the surface of the 
grain with only very slight displacement of the sur- 
face. This is in accord with the concept of surface 
tension equilibrium between the extremely small 
energy of the twin boundary and that of the interface 
between the grain (of either exposure) and the liquid 
Totally different shapes result, however, when a twin 
terminates without completely crossing a grain. Since 
two parts of a grain in twin relation to each other can 
share only one (111) plane—the twinning plane—any 
other junction between them must be at a plane along 
which exact matching of atom positions cannot occur, 
and hence would be expected to be of higher energy, 
although for some critical orientations it might be of 
energy lower than the average randomly oriented 
interface. On inspecting the micrographs it is apparent 
that the liquid, in attempting to attain equilibrium, has 
penetrated into the boundaries at which twins termin- 
ate and has produced the sharply re-entrant surfaces 
shown. If it were possible for the twin boundary to 
move sidewards, no such structure could exist. The 
twin boundary behaves as if it were anchored in the 
crystal, and the other surfaces establish surface equi- 
librium in a geometry exactly analogous to that of a 
mechanical model in which strings of various tensions 
are attached to a trolley which may run freely but 
only along a straight track in a fixed direction. This 
model—devised by J, C. Fisher and the writer in dis- 
cussion with J. P. Nielsen*—will also explain the shape 


*See discussi by Nielsen on page 1026 


of grain boundaries in the vicinity of twin boundaries 
in solid single-phase metals, and provide for the pres- 


G 
j 


ence therein of angles greater than 180°. If the twin 
boundary energy is zero, the other two boundaries will 
reach a geometry determined by the equality but op- 
posite signs of their projection in the twinning plane 
If the twin is not of zero energy, an additional force, 
also lined up in the twinning plane, will exist 

If one accepts this—and other—evidence that a twin 
interface cannot move normal to itself, one must then 
seek an explanation of the apparent growth of twins 
as the grains themselves grow in terms of what occurs 
at the boundary as it advances through adjacent grains 
of varving sizes and orientations 

In figs. 1 to 4 there are occasional pairs of grains ob 
served with a solid grain boundary between them, and 
a positive dihedral angle (60° to 120). Such boundaries 
traight and probably are boundaries of 


are invariably 
still much higher than 


energy lower than normal, but 
that of twin boundari formed between crystals hav 
ing in common planes of relatively low indexes, pet 
meeting of two twins from a single 


primary crystal, which would have in common (114) 


haps a result of the 


plane 
W. R. HIBBARD, JR., Y. C 
Observation 4 in the 
ing the number of twi grains 1s in 


ratios of twin-free to total grains are as follows 


LIU, and S. F. REITER 
paper re gard 


re ply 
error. The 


(authors 
1-iree 


Twin Eree/Total Grains 


Temperature ‘ 
Kolling Annealing Copper Brass 
0 42 
4 
7 600 
2 0.10 
0.08 
4 
204 0.09 
200 ‘ 0.04 
12 
Thus, copper has significantly fewer (rather than more 


is stated in the paper) twin-free grains for the highest 
that twin-containing grains 


(Rather than 


anneal. This trend suggest 


grow at the expense of twin-free grains 


the reverse a tated in the paper.) There appears to 
be considerably fewer twin-free grains in brass than 
in copper, and for the former the ratio appears to be 
ipprox itely the ame for all annealing tempera 
tures, quite different from the trend in copper. Regard 


wonder how a small grain with 


Ing coatlescenct we 

inv thin twins grows to a large grain with twins 
pt irently wider than the original grain size We agree 
with Dr Barrett comment. The use of formed 
ither thar found vas due to the original hope that 
the t i n itio Would be independent of grain size 
ind the rat found would also be that formed. Regard 
r Dr. Smit} comment, we did not intend to imply 
eometricall pherical grains but rather that if the 
polyhedral grain has more edge it may be more 
tabl 


Structure and Nature of Kink Bands in Zinc 
by J. B. Hess and C. S. Barrett 


DISCUSSION, G. P. Halliwell presiding 
W. R. HIBBARD, JR.—Might the “kinking” mecha 
nism occul certai itably oriented grains in poly 
crystalline ne during the early stages of rolling to 


product tetor ition il 
E. A. ANDERSON—I would suggest that Mr. Hess 


for deformation bands, because they may be there 


A few years ago G. Edmunds published a paper fron 
our laboratory, demonstrating that the preferred forn 
of crystal growth in zinc was with the basal plane in 
the direction of heat flow. TI place t perpendicular 
to the lab surface, and it ty pe ecnat 

! t t t the ve start f ther ling 


that seemingly 


ope ratior 


G. EDMUNDS—I am wondering, in line with Mr. 
Anderson’s comment, whether the constraint afforded 
by the neighboring columnar grains in a polycrystal- 
line specimen would permit the kink band type of de- 
formation. 


W. R. HIBBARD, JR., Department of Metallurgy, 
Yale University, New Haven, Conn.; E. A. ANDERSON, 
Research Division, The New Jersey Zinc Co., Palmer- 
ton, Pa G. EDMUNDS, Metallurgical Department, 
{merican Brake Shoe Co., Mahwah, N. J 


J. B. HESS and C. S. BARRETT (authors’ reply) 
Some additional experiments show that kinking occurs 
even when a crystal is constrained by surrounding 
A single crystal rod from the stock previously 
used was embedded in a paraffin cylinder and com- 
pressed axially. The rod kinked profusely, The length 
of individual kinks were of the order of one-third the 
rod diameter, as compared with kink lengths 5 to 7 
times the rod diameter that were not unusual in un- 
supported rods of the same dimensions. Still shorter 
kinks developed in a rod that was cast into a cylinder 
of 50-50 solder and then compressed 

Following Mr. Anderson's suggestion, we 
metallographically a cast slab that had 
pressed about 5 pct. Several unmistakable cases of de- 
formation bands were found. In general these bands 
had considerable internal detail, analogous to fig. 6 
Our study was not sufficiently detailed to determine 
what proportion of the suitably oriented grains ex 
hibited such bands 

Doubt has been expressed in some quarters that 
plastic flow is confined initially to the regions in which 
expected if dislocation 


material 


examined 


been com 


a kink develops, as would be 
pairs were generated in the region between the band 
boundaries. An experiment, however, has confirmed 
our view of the localized nature of the slip. A crystal 
that had been polished before compression developed 
during compression at the kinked regions, 


slip lines 
left unaltered and therefore 


but othe: 
free from appreciabie plastic flow 


regions were 


The Vapor Pressures of Zinc and Cadmium 
over Some of Their Silver Alloys 
by C. E. Birchenall and C, H. Cheng 
DISCUSSION, G. P. Halliwell presiding 


G. EDMUNDS—lIs it possible to make even closer 
and more sensitive temperature determinations if, in- 
stead of going to complete evaporation of the con- 
densate, some condensate ts retained, and the increase 
in amount observed, thus eliminating any difficulty of 
forming the first droplets? 

C. E. BIRCHENALL (author's reply )—I think that is 
certainly the case, and I thank you for the suggestion 
One can get closer by spending a considerably longer 
time in waiting for the evaporation or condensation to 
cutting down the heating and cooling 
probably a hysteresis 


occur; that ts, 
rate. On the other hand, there is 
to the nucleation effect, of which I hesitate to speak 
Your suggestion would eliminate that effect, so that 
one could possibly get the equilibrium point at which 
the droplets neither grew nor diminished in size 

V. G. PARANJPE—What is the minimum vapor pres- 
sure that can be measured by this technique 

C. E. BIRCHENALL—I think with any convenience 
in operation at all, probably 
tenth and one millimeter pressure is the 
for this tvpe of measurement. However, there 
methods 


somewhere between a 
lower limit 
are other 


which would not be too difficult to apply at 
below this 


G. EDMUNDS, Metallurgical Department, American 
Brake Shoe Co., Mahwah, N. J.; V. G. PARANJPE 


Massachusetts Institute of 
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The Diffusion and Solubility of Carbon 
in Alpha Iron 
by J. K. Stanley 


DISCUSSION, R. Smoluchowski presiding 

L. S. DARKEN—I should like to congratulate Dr 
Stanley for this excellent contribution to our knowl- 
edge on the diffusivity and solubility of carbon in alpha 
iron. There has been an empty niche in the literature 
for quite a long time, which seems quite nicely filled 
by the data which has just been presented. I was par 
ticularly pleased to see that in the filling of this niche 
use is made of a method which involves extensive 
chemical analysis. Unfortunately, it seems to be the 
style to avoid chemical analysis; it is indeed gratify 
ing to find that the valuable information of this paper 
is based on the firm foundation of a precision analytical 
method 

A question, perhaps beyond the scope of this paper, 
seems naturally to arise. One of the most obvious 
places to apply this data on the diffusivity of carbon 
in ferrite is to the decarburization of ferrite by gases 
such as wet hydrogen. Usually in such cases complica 
tions are introduced in the mathernatics by the pres 
ence of another phase—cementite. However, the neces 
sary modifications of the equations are available in the 
literature and I have made a few preliminary calcula 
tions both on the data of this paper (as represented by 
figs. 17 and 18) and on some of our own data and find 
that the observed extent of decarburization by wet 
hydrogen is considerably greater than that calculated 
from the diffusivity as determined by Dr. Stanley, It 
is not my intention to cast doubt on Dr. Stanley’s dif 
fusivities, which I believe are reliable. Rather, I am 
inclined to think that decarburization by wet hydrogen 
involves complications—possibly the development of 
fine cracks or channels. I would like to ask Dr. Stanley 
if he can shed any light on this apparent anomaly 

In regard to the comparison of the diffusivity of 
carbon in austenite and ferrite which Dr. Stanley 
showed on the blackboard (not in the original paper) 
I should like to point out that these figures by them 
selves may be misleading. Although in the vicinity of 
the eutectoid, the diffusivity of carbon in ferrite may 
be one hundred thirty times as great as the diffusivity 
of carbon in austenite, this does not mean that carbon 
is transported by diffusion that much faster in ferrite 
than in austenite. The rate of transport by diffusion 
is equal to the product of the diffusivity and the com 
position gradient (Fick's first law). For most purposes 
the greatest possible concentration gradient over a 
given distance is equal to the quotient of the solubility 
divided by the distance under consideration. At the 
eutectoid this gradient is about forty times greater for 
austenite than ferrite. Thus, if the same alloy could 
exist as either austenite or ferrite (plus cementite) at 
the eutectoid temperature, the rate of transport of 
carbon by diffusion would be only about three (130 
divided by 40) times greater in ferrite than in aus 
tenite, rather than one hundred thirty times faster 

L. S. DARKEN, lI Steel Corp.. Kearny, N. J 
MEHL. Metals Research I 


ite of Technology, Pittsburgh Pa 


Carnegu 


rat 
wooratory 


J. K. STANLEY (author's reply)—This question of 
decarburization in wet hydrogen is very close to our 
hearts. There is some anomalous effect, but whether 
it is due to the gas reaction at the surface or in the 
ferrite layer, I do not know. There maximum in 
the ferrite laver width at about 82 and that has 
never been satisfactorily explained. At one time, I 
thought it was tied up with D, but now I am more 
inclined to think that the effect 1s due to some gas 
metal reaction 

I think Dr 
ratios should be considered seriously, because the solu- 


Darken’s point about these diffusion 


bilities must be considered when talking about rates 
of decarburization. 

Let me talk, first, about the extrapolation of the D 
values. Van Wert, University of Chicago, determined 
the carbon up to about 200°C, and his D values were 
very close to mine; a reasonably good straight line can 
be drawn between his data and the values I found be- 
tween 500 and 750. He thinks the activation energies 
may be just a bit higher, between 19,000 and 20,000, 
for the range from room temperature to 900°. 

Of course, it is very intriguing to wonder about, 
what is the effect of alloy additions on the diffusion of 
carbon in ferrite? We are very much concerned with 
the effect of alloy additions and, during the past year, 
we have been preparing specimens of alloys contain 
ing cobalt, nickel, manganese, and a few others. How- 
ever all my equipment used for the experiments just 
reported was moved from one room to another at the 
other end of the building, and it has taken about six 
months to set it up again, It may be that within an 
other year or two we can get some information on 
carbon in alloy ferrites 

L. S. DARKEN—There is one further question J 
would like to raise. This concerns the rather strong 
effect of some alloying agents (notably molybdenum) 
on the rate of growth of pearlite, and the recent sug 
gestion of Onsager that carbon may diffuse principally 
through ferrite rather than through austenite during 
pearlite formation. It has been shown that the diffu 
sivity of carbon in austenite is not greatly influenced 
by the presence of small amounts of other alloying 
constituents; certainly the large effect of alloying ele- 
ments on the rate of growth of pearlite cannot be in- 
terpreted in terms of the small effect of these elements 
on the diffusivity of carbon. However, if the growth 
of pearlite involves the diffusion of carbon through 
ferrite, it is conceivable that this rate of diffusion may 
be markedly influenced by the effect of alloying ele 
ments on the solubility of carbon in ferrite (possibly 
also on the diffusivity). I would like to ask whether 
Dr. Stanley or anyone else here sees any light shed on 
this old question by the new data of this paper 

R. F. MEHL—I should like to say that I think this 
is an extraordinarily nice piece of research. Its ele- 
gance prohibits any direct discussion but it is obvious 
that it offers help in many problems in ferrous metal 
lography. I should hke to comment upon one 

Several attempts have been made to calculate the 
rate of growth of pearlite from austenite, assuming 
that the rate-determining factor is the rate of diffusion 
of carbon in austenite. These calculations have pro 
vided rough agreement with experiments, but only at 
the cost of ad hoc assumptions and uncertain extra- 
polations. It was proposed by Professor Lars Onsager 
of Yale at the Cornell conference held in the summer 
of 1948 that perhaps the cementite in pearlite grows 
by diffusion of carbon through the ferrite (not the 
austenite) and that thus the rate-determining factor 1s 
the diffusion coefficient of carbon in the ferrite, known 
to much greater than that in the austenite, The 
present data will be of assistance in this matter: good 
data on the diffusion coefficient of carbon in ferrite 
are provided; since for the amount of transport, con- 
centration differences are also required. The work pro- 
vides solubility curves which may be extrapolated 

It is clear that the concentration difference cannot 
be great and that, despite the high D value, the con- 
tribution to the growth of cementite from this source 
cannot be very 
be required to demonstrate the point. I might remark 
in passing that the Onsager proposal seems unlikely 
on other grounds—it would require, for example, that 

Fe.C plates would thicken as they grow, that they 
would be pointed at the pearlite:austenite interface, 
1 is not observed. 


great, though good calculation will 


This same question arises in considering the effect 
of alloying elements on the rate of growth of pearlite 
While it has been said that alloying elements can 
hardly affect the rate of growth, recent extensive 
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measurements by Parcel, at Carnegie, have shown that 
both Mo and Ni do in fact decrease the rate of growth 
markedly, far beyond the effect to be ascribed to inter- 
lamellar spacing. Others have suggested that the re- 
tardation in the rate of growth may originate in a de- 
crease in the D value of carbon in ferrite exercised by 
the alloying element, but this is highly unlikely, judg- 
ing from the insensitivity of the D value for carbon in 
austenite to the presence of alloying elements. It would 
be pleasant, however, to have some direct measure- 
ments, even though no “pointing” of the Fe,C plates is 
observed in alloy pearlites. Similarly, it would be good 
to have measurements on the effect of alloying ele- 
ments on the solubility of carbon in ferrite (these 
would be useful in other respects, for example, in 
pheroidizing It seems inescapable at the 


studying 
elements on the rate 


moment that the effect of alloy: 
of growth of pearlite must originate in a neces 


sitv for 


the segregation of the alloying element itself, known 


to be very slow 


Analysis of Interstitial Diffusion Using 
Activity Methods 
by A. G. Guy 


DISCUSSION, R. Smoluchowsk 


L. S. DARKEN— I should like to take issue with the 
fundamental nature of the author’s analysis. His first 
equation, on which all later reasoning is based, is a 
pure postulate. As stated in the definition thereof, D 
is assumed to be constant. To the best of my knowledge 
there is, in general, no theoretical or experimental 
justification for such an assumption. The author makes 


no attempt at explicit justification 

Being unable to accept the original hypothesis, I 
naturally find myself unable to accept the conclusions 
m, particularly with the proposal that 
D', be adopted as standard for analysis of interstitial 
diffusion. Fick's laws (the diffusivity D being regarded 
ubstantially phenomenological or 
descriptive and devoid of assumptions. I see no point 
in substituting for Fick’s laws, relations which involve 
questionable postulate In this case I de not believe 
the postulate has even an approximate general validity 

In addition to the above-mentioned fundamental 
trouble, the suggested method involves difficulties of 


drawn therefro 


as variable) are 


ation which are comparable to, or even worse 
usual Boltzman (or 


nm the 


than. those encountered 


Matano) olution of Fick econd law for the uni 
limer nal case. Upon application of his method, Pro 
fe or Guy forced t ust or at least doe use) 
further approximatio! t assumed that the error 
functior in adequate approximate solution of eq 10 
Although, as shown by fig. 2, t! eems approximately 
f il ted concentration range of carbon 1n iron, 
I do not belleve that tl ngle case warrants general 
ition n fact, on the ba f experiments in pro- 


ot valid 


! tion, I then con 
nevitable conclusion. My feeling 
I » favorable, that the 
imptior va istified. In addition, it seer 

reasonable that if this corrected concentratio 
we cat ay 1 the 


onstant with concentratior 
Darken’s second point 


ethod is 


ithor reply Dr. Darken mentioned 
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Fig. 4—Curve resulting from a plot on probability 

paper of a,/a, values against distances from the 

weld to centers of layers machined from the sam- 

ple. Maximum and minimum limits of concentra- 

tion range in the sample are 1.38 wt pet carbon 

(6.13 at. pet) and 0.005 wt pct carbon (0.02 at. pet), 
respectively. 


simpler than the usual Matano type of solution. My 
reason for using the simplest solution in the paper, and 
thus introducing an additional simplifying assumption, 
was that the simplifying assumption produced no error 
that was greater than experimental error. It seemed 
unwise to use a more rigorous but more complicated 
analysis that gave the same results as a simpler analy- 
sis. The simpler analysis will be found to be applicable 
In many instances. 

C. WELLS and W. BATZ—It appears to the present 
discussers that the author believes (1) the normal 
error-function curve drawn in fig. 2 represents rather 
well the distribution of carbon activity in the couple 
used by Wells and Mehl in their Test No. 9; (2) D’ 
(average 3.31 x 10° cm* per sec at 1001°C) is essentially 
a constant over the range of carbon concentration con- 
sidered; and (3) D’. (2.67 x 10° cm* per sec at 1001°C) 
is, within the limits of experimental error, also a con- 
stant independent of concentration. Providing the 
range of carbon concentration investigated Is not too 
large, it does seem that these beliefs may be justified; 
however, recent data available to the discussers indi- 
cate that when the range of concentration is sufficiently 
large, the relation between carbon activity and dis- 


Table IV. Values of D’, Z’ and D’ 


Distance 
we Carben from 
Pet Ne Interface 


42 
x 
D 4 x ‘ 
M42 


In test 7 te 18 8 t carb« was welded to Iron I 10.005 


| 
; 
4 
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| 
‘ 
re it t Carbon tivity em em! sec) 
; even for higher concentrations of carbon in iron 
It ! feeling that the field of diffusior in need 2 20 ase aan 
it the present t é { re and better data; in the Lil 1.32 0.217 5.79 
0.95 1.07 0 090 5 98 
bsence fy re ‘ lata. the iggested use of ur 0.037 35 
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Fig. 5—Schematic activity-penetration curve show- 
ing the meaning of a, and a,. 


tance is not correctly represented by an error-function 
curve and neither D’ nor D’. is a constant independent 
of concentration. Results given in fig. 4, table IV, and 
in the paper, when considered together, support these 
conclusions. A straight line relation between a, a 
(plotted on a probability scale) and distance would 
indicate a normal error-function relation between car- 
bon activity and distance; a curve such as is drawn in 
fig. 4 shows that the relation between carbon activity 
and distance is not represented by a normal error- 
function curve and D’ in this instance is not a constant 
Since D’. at 999°C, computed from data given in table 
IV, is not equal, within the limits of experimental error, 
to D’. at 1001°C, computed from data given in the 
paper, it appears that D’. varies with concentration and 
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Fig. 6—Normal error-function curve based on car- 
bon distribution data. 


that this is appreciable when the concentration range 


is sufficiently large.** 

** While under certain conditions the method described the 
paper by the author and used oy th present discussers give 
ues of D whict ipproximate and higher than true values, it 
is thought unlike t 413 x 10 t per sec—the estimated 
ue whe the te ibout 1000°¢ ind the act t oR 
‘table IV highe the true lue bs s much as 1.46 x 10 


The meaning of values of a, a, plotted in fig. 4 
should be clear from fig. 5; a, is the difference between 
maximum and minimum activity in the couplet and 
a, is the difference between the activity at any point 
r on the curve and the minimum 

Each couple cor ts of a tee f one « be r t t welded 
of other « tent Du g diffu nm « bon ‘ 

th m carbe le of the iple 

In fig. 6 data are plotted from Wells and Mehl test 
No. 9 showing the distribution of carbon in a couple 
heated at 997°C for 25.25 hr; a normal error-function 
curve is also drawn in the same figure. It is believed 
the author would have less difficulty in convincing a 
reader that the relation between carbon activity and 
distance is better represented by a normal error-func- 
tion curve than is the relation between carbon concen 


tration and distance if he were to plot (1) a 1, (or 
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a probability scale) vs. distance and (2) C/C, (on a 
probability scale) vs. distance as in fig. 7, rather than 
(3) activity vs. distance (author's fig. 2), and (4) car- 
bon concentration vs. distance (as in fig. 6). Of the two 
lines of best fit (fig. 7), A is practically a straight line 
while B is definitely curved 

A summary showing the relation between each of 
the following D, D’, D,, and D’. and concentration is 
given in fig. 8. D designates diffusion coefficient; D’ is 


, D 
from the equation D ; D, is from the 
c ay 
( oe ) 
ae 
D 
equation D, , and D’. has the meaning 


( 
y+e ) 
ac 

given by the author, Apparently, within the limits of 
experimental error, D’. varies with concentration about 
as much as D,, while both D, and D’. vary very much 
less than does D’. 

It is understood that Dr. Guy, who has recently re- 
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Fig. 7—Plot of a;/a, and C/C, on probability scale 
against distance from weld, 
ceived new data! covering a higher range of concen- 
the Met Researct Laboratory, Carnegie 


Data al 
on Piitsburgh, Pa 


Institute of 


tration than discussed in the paper, still believes D’. 
does not vary with concentration. Perhaps the belief 
of Dr. Guy would be more readily accepted by many 
readers if he would explain the step by step method 
he used, especially the significance of K in the expres- 
sion Z KZD One knows, of course, that in the 
equation ? » 4 \/t, and for given boundary condi- 
tions 2 is a constant when the concentration (or activ- 
ity) is constant. 
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OF 
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Fig. 8—Shows relation between each of following 
D, D’, and D’. and concentration. 
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Fig. 9—Agreement between curve calculated using 
eq 10 and experimental points of test No. 7 of 
Wells, Batz, and Mehl. 


A. G. GUY—Wells and Batz agree that the mpl 


olution can be used in connection with 


The Study of Grain Boundaries with the 
Electron Microscope 
by J. F. Radavich 


SSION. J. B. HESS pre 


R. F. MEHL—Has the author t le any morphological 


tude f pearlite beyond those put on the screen 
J. F. RADAVICH (author's reply)—Ir ir studic 
vorked th a SAE 1020 and 1040 steel. We had 

t tion these pe ind we therefore 
‘ the We have t ade , phological 
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our temperature, and use an air atmosphere instead of 
the oxygen atmosphere. Our furnace was set at 650°C 
and used an oxygen atmosphere at the time of our 
initial studies; consequently we used it under these 
conditions 

We have used a 1 min replica (oxide) from 5 to 25 
pet chromium alloys. We find that the carbides pro- 
duce a thin oxide film which can be detected easily in 
the oxide film proper. We can then branch out from 
the carbides and interpret the rest of the replica 

N. TINER Why is picral used to study ferrite grain 
boundaries with the electron microscope? Is there any 
relation between the grain boundary measurements 
and the quantity of oxygen in the steel reduced by the 
hydrogen anneal? 

J. F. RADAVICH—Picral attacks the grain boun- 
darie much more than the other usual etchants. It 
does not cause too much attack in the matrix which 
interpretatior Usually the etchants used are those 
most commonly employed in the regular metallography 

We have made no study of the relation between the 
grain boundary measurements and the quantity of 


! ht produce structure that might cause difficulty of 


oxygen in the steel reduced by the hydrogen anneal 


Studies of Interface Energies in Some 
Aluminum and Copper Alloys 
by K. K. Ikeuye and C. S. Smith 


DISCUSSION 


J. B. Hess presiding 


NIELSEN—In this 


n several other papers that are a consequence of D1 


interesting paper, as well as 


smut! ignificant and provocative paper, there Is an 
interchangeable usage of interfacial energy and inter 
facial tension for the driving forces that account for 


the equilibrium of interfacial configurations in metal- 


lurgical structure Thi nterchangeability appears 
acceptable as far as liquid films are corcerned but does 
not appear to be so for solids. Solids, being funda 

entally different fron iquids in their arrangement 
of aton at the various types of interfaces that are 
possible hould certainly exhibit some characteristics 
n the geometry of interfaces not adequately explained 
by the tension postulate 

In the case of annealing twins found in some micro- 
tructure there occurs a pecial interface configura 
tron which not explainable by the tension equations 


ntroduced by Smit! but is explainable by the inter 


facial energy postulate 


the traces of three inter- 
fact nor il to the plane of the drawing at the junc 
thon of three grair 1, 2, and 3. On the energy postulate 
the equilibriun eometry defined by the following 
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error fan) 
carbon activities at low carbon contents. Their discus- 
n 1 convincing confirmation of the iggestion 
made in the paper that tl ipproximate solution give j 
y poorer results at high carbon content However, the 
rigorou equation, eq 10. car ipplied mn these in- 
tance il fhe 9 show the excellent a eement be- 
tween the curve calculated usu tl equation and the 
experimental points of test No. 7 of Wells, Batz, and ee 
A. Mehl.” Details of the calculation of this curve are given 
n a forthcoming paper 
dy 
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Fig. 21—Diagram of traces of interfaces. 


equilibrium geometry. If we now postulate, in addi- 
tion, that two boundaries are free to migrate while 
one cannot, for example consider trace 1-2 as the non 
migrating one in fig. 2la, then the point 0 is free to 
move only along 1-2, either in the direction of exten- 
sion, or contraction of this interface. This postulate 
then reduces the two equations defining equilibrium 
to one equation. (It is tacitly assumed that all the 
boundaries maintain minimum surfaces throughout the 
adjustment toward equilibrium, so that the traces of 
fig. 21 are always straight. If the traces would take on 
curvature in reaching equilibrium dihedral angles, 
then two angles remain independent for this case and 
two equations are still required.) On examining the 
first of the three equations above, it is seen that solu- 
tions can be obtained by having either the two cosines 
negative, or only one of them negative. The former 
solution requires the two angles A and B, to be both 
greater than 90°, while the latter solution requires 
only one greater than 90°. The latter solution permits 
angles greater than 180° for C when e., is significantly 
smaller than either of the other two e’s. Thus, the con 
figuration shown in fig. 21b can be stable for certain 
combinations of the interfacial energy values, which 
configuration is found occasionally in microstructures 
containing annealing twins. Smith’ has pointed out 
that the large angle cusps found at twins indicate that 
twin boundary energies must be relatively small, which 
condition particularly satisfies the requirements of the 
greater-than-180 -dihedral-angle solution 


J. P. NIELSEN. Department of Metallurgy, New 
York [ versity, New York, N. Y.; J. T. WABER, Lo 
Alame Scientific Laboratory, Los Alamos, New Mex- 
co; R. SMOLUCHOWSKI, Metals Research Labora- 
tory, Carnegie Institute of Technology, Pittsburgh, Pa 


J. T. WABER—Is hot shortness the same type of 
phenomenon as corrosion by liquid metals? 

R. SMOLUCHOWSKI—tThe difference in the angk 
at both ends of the foreign phase inclusion may be 
due simply to the fact that the grain boundary is not 
flat. The two boundaries of, for instance, a “lens” shaped 
inclusion and the grain boundary form a closed curve 
If the curve is not a circle, which will happen when 
the grain boundary is not flat, then the cross-section 
of the inclusion with the surface of the sample will, in 
general, produce unequal dihedral angles 

C. S. SMITH—Dr. Nielsen replies to his main argu 
ment in his own footnote. Although it is preferable to 
use the term “interface free energy” for the driving 
force behind the phenomena under discussion, it i 
equally permissible to use the term “surface tension 
The two are mathematically identical, despite the fact 
that in crystalline solids there may exist surface com 
pressional forces. For all but the most mathematically 
minded the tension concept is more easily visualized 
Dr. Nielsen's solution of the twin boundary problem is 
a result of the track model that he used, which I fully 
accept, and is not a result of using energy in place of 
tension 

I completely agree with Dr, Waber that interface 
energy is an important factor in stress corrosion crack 


ing, particularly by molten metals, but probably in 


other cases also 
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P-type and N-type Silicon and the Formation 

of the Photovoltaic Barrier in Silicon Ingots 

by J. H. Scaff, H. C. Theuerer, and E. E. Schumacher 


DISCUSSION, W Ellis presiding 
W. C. ELLIS—As Mr. Scaff indicated, the added con- 
stituents were present to an extent of less than one 
hundredth of a percent, and yet there was a marked 
segregation of the phosphorus and boron, not the same 
for the two elements. What is known about the con- 
stitution diagram of silicon-phosphorus and silicon- 
boron”? Are these elements in solid solution? 

J. H. SCAFF (authors’ reply )—X-ray studies by E.S 
Greiner have shown that boron and phosphorus enter 
into substitutional solution in silicon. His results were 
reported in a recent paper by Pearson and Bardeen 


G. L. Pearson and J. Bardeer Phos. Re 1949) 75, 865-883 


W. D. ROBERTSON—I should like to ask whether 
the temperature dependence of resistivity has been 
investigated and, if so, with what result 

J. H. SCAFF—Pearson and Bardeen 
the resistivity of silicon-boron and silicon-phosphorus 
alloys from 87° to 900°K and interpreted the results 
in terms of the band theory. At elevated temperatures 
intrinsic conductivity is observed. In this region large 
negative temperature coefficients of resistance are 
found and the conductivity is independent of impurity 
concentration. At room temperature the conductivity 
depends upon the concentration of impurities 


determined 


W. C. ELLIS, Bell Telephone Laboratories, New 
York, N. Y.; W. D. ROBERTSON, Institute for the 
Study of Metals, University of Chicago, Chicago, IIL; 
H. E. STAUSS and M. C. BLOOM, Naval Research 
Laboratory, Wash ngton D.C 


H. E. STAUSS—lIn the compensation of boron by 
phosphorus, do you picture that both the boron and 
phosphorus remain in solution and are not removed 
by the separation of a second phase such as an inter 
metallic compound? 

J. H. SCAFF—We have no evidence that the com 
pensation mechanism involves compound formation 
and the separation of a second phase. We prefer simply 
to consider that the boron and phosphorus remain in 
solution and that the valence bond deficiency intro- 
duced by the trivalent atom is eliminated by the ex- 

electron introduced by the pentavalent atom 
M. C. BLOOM—Do you get analogous phenomenon 
What is the frequency response of 


ae 


with germanium? 
this photo effect? 

J. H. SCAFF—Analogous effects are observed in 
germanium. The peak in the spectral response of the 
p n boundary in silicon is about 1.1 microns while that 
for comparable germanium boundaries is about 1.6 


microns 


Microstructures of Silicon Ingots 
by W. G. Pfann and J, H. Scaff 
DISCUSSION, W. C. Ellis presiding 


C. S. SMITH—As the authors point out, the location 
and general shape of the banded-structure zone show 
that it must bear some relation to the interface be- 
tween solid and lhquid, advancing during solidification 
It seems to be quite independent of crystallographic 
features. Is it possible that the structure is related to 
Liesegang rings, and is a result of successive super 
saturation, nucleation, precipitation, and depletion of 
some constituent of very low diffusion rate? 

W. G. PFANN (authors’ reply)—While we cannot be 
definite about the exact nature of the striae, the best 
evidence we have indicates that they are the result of 
variations in solute concentration in the solid produced 
during the freezing process. It will be noted that al 
though faint striae are visible throughout the p-type 
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and n-type regions, the markings are much sharper at 
the p-n barrier. The accentuated etch-attack at the 
barrier may possibly be an electrochemical etching 
effect arising from the photovoltaic properties of the 
barrier 

J. F. RADAVICH—In working with the electron 
microscope at Purdue, we have found some interest- 
ing things about germanium, in particular, at these 
p- anc n-type area We have found that in the cathodi 
etching of the material, where the metal is sputtered 
off, there is a very different type of grain boundary 
than when the etchant is an acid. I suggest that you 
might try this cathodic etching 

We observed not one grain boundary but a grain 
boundary area made up of three different types of 
structure. The crystallographic structure of the first 
part of the grain boundary was oriented at an angle 
of 45°, and this layer was followed by a band of struc- 
tureless material. The third part of the grain boundary 
was similar to the first band in crystallographic struc- 
ture, but it was oriented at an angle of 90° to the first 
band 


C. S. SMITH, Institute for Study of Metals, Univer- 
y of Chicago, Chicago, Ill.; J. F. RADAVICH, De- 
partn t of Physics. Purdue I versity, Lafayette, Ind 


W. G. PFANN-—Dr. Radavich’'s statement brings to 


mind other features of these microstructures. We have 


found rather unusual etch patterns in certain parts of 
the ingot particularly in_ the tvpe region for 
example quite pertect hexagon and a structure re 
embling shingle m a roof. It interesting that 


hingle-like etch patterns were reported in 1905 by 
Albro in the Transactions of the American Electro- 
chemical Society. Another means of showing up the 
barrier has been used by H. C. Theuerer. The 


p- 
nethod is to immerse a p- barrier specimen in a 
copper-plating solution, making contact, with forceps 
only to one side of the barrier. The copper plates out 
only on the ide held in the forceps Jecause of the 
electrical re tance of the p-n barrier, the other side 


does not become plated 


Electrical Properties of the Intermetallic 
Compounds Mg, Sn and Mg, Pb 
by W. D. Robertson and H. H. Uhlig 
DISCUSSION, A. Jones presiding 


J. H. SCAFF—Are any rectification or photoelectric 
effects observed when these materials are applied to 


other metal 


W. D. ROBERTSON ( authors’ reply Possible photo- 
electric effect were not investigated. Rectification 
efficiency low, though the method used was inade 


quate and this property should be redetermined 


M. A. STEINBERG—I talked to Dr. Robertson con 


cern the difficulty of elting and casting these 
intermetallu t ybtain pounds of the correct 


have tried several pro 


cedure i 1 ne met! 1 that et t york, 1 one 1 


disk ere uses ne be placed on the other in a 
's-in. dia hole u I hite boat. A eight was 
placed on the d ind the ere heated over the 


he ntact f the 

procedure ha Hee 1 i v it for thir 

H. SCAFT WwW. ¢ ELLIS, Be Telepl ‘ 

I ‘ Ve Y NV. ¥ M. A. STEINBERG 
H ( 
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layers of the intermetallics of magnesium with Sn, Pb, 
Bi, and Sb, and a thin layer has been found in most 
cases to be present on the contact surface of the more 
refractory metal 

W. D. ROBERTSON—The difficulty in diffusion 
methods of preparation is precipitation of the com- 
pound at the interface which, because there is essen- 
tially no solid solubility, acts as an impervious barrier 
to further diffusion and formation of the compound. 
In fact, this method was used by Hume-Rothery™ to 


W. Hume-Rothery: Jr Inst. Metals (1927) 38 (2 127 


prove the absence of solid solubility in the Mg.Sn com- 
pound; he immersed magnesium in molten tin for some 
weeks and obtained only a microscopically thin sur- 
face film which did not penetrate further on re-immer- 
sion for a considerable time 

We attempted to prepare Mg.Si by analogous methods 
but without success. However, we did not apply pres- 
sure which, in Dr. Steinberg’s method, apparently 
breaks the film allowing further reaction to take place. 
This method does not produce the compound in a form 
permitting an absolute measurement of conductivity 
which is necessary for an adequate evaluation of elec- 
trical properties. It may, of course, be sufficient for a 
determination of rectification but, in that case, there 
may be some question regarding the composition at the 
point of contact 

W. C. ELLIS—It is suggested that metallic type con- 
duction in Mg.Pb is due to the lead atom being incom- 
pletely ionized; it therefore exhibits a valence of less 
than four 

W. D. ROBERTSON—The question of the metallic 
conductivity of Mg.Pb is one of the significant aspects 
of this work. It seems that there are two possibilities. 
Either the energy gap is so small that a limited num- 
ber of electrons are promoted at room temperature, or 
the assumption of quadrivalent lead is inaccurate 
According to Pauling’s theory the latter is probably 
correct but it is then somewhat difficult to explain the 
high resistivity which indicates that electrons are not 
as free to move as in a typical metal. No conclusive 
answer can be given until more data are available 


Ferromagnetic Alloys in the Systems 
Cu-Mn-In and Cu-Mn-Ga 
by F. A. Hames and D. S. Eppelsheimer 


DISCUSSION, A. Jones presiding 


R. I. JAFFEE—In some work I did sometime ago on 
nickel manganese alloys, on the ordered alloy, Ni,Mn, 
I noticed that the quality of magnetism developed, hard 
or soft ferromagnetism, was markedly effected by 
manganese content. On the low manganese side, the 
ferromagnetism was soft, and on the high manganese, 
the ferromagnetism was quite hard. I wonder if that 
might also occur in the present type of ordered ferro 
magnetic alloys containing manganese‘ 


F. A. HAMES (authors’ reply)—I do not know 
R. I. JAFFEE, Battelle Memorial Institute, Colum- 


The Beryllium-iron System 
by R. J. Teitel and M. Cohen 
P. A 


DISCUSSION 


Bech pre d g 


MORROGH-—tThe point of particular interest in 


this paper concerns the structures obtained containing 
the eutectic which, according to these investigators, 
wcurs at 77 pet bervilium and 1225°C 
Fi 13 st the structure of a sample containing 
it. pet iron with large primary grains of theta with 
e} lor epresenting the degenerate eutectic. In fig. 14, 


Be 
| 
i 
; only interested in very thin lavers of the intermetallic, 
bus. Ohio , 
2 is diffusion treatment 
In the nd ¢ 1 liam 
meltir t the t t the t nt 
of the magnesium After the iff ve treatment, the 
disks could be easily split apart at the interface and 
a t f int t found to be 


taken from an alloy containing 2.3 at. pct iron, the 
degeneration of the eutectic is less pronounced and it 
can be seen that in the eutectic the epsilon is the con- 
tinuous phase. I find that it is usually possible to say, 
in most binary eutectics, that one phase is the dis- 
persed phase and that the other is the continuous phase. 
Furthermore, it seems that when the primary deposi- 
tion corresponds to the dispersed phase of the eutectic, 
degeneration of the eutectic can occur. This is in line 
with the structure shown in the two micrographs re- 
ferred to above. However, in fig. 16, showing the struc- 
ture of an alloy containing 5.2 at. pet of iron (this 
alloy being, as it were, from the other side of the 
eutectic) we have primary epsilon together with the 
eutectic. In this case, however, if the description is 
correct, the epsilon appears to be the dispersed phase 
and the theta appears to be the continuous phase. 


H. MORROGH, The British Cast Iron Research Asso- 
ciation, Birmingham, England 


I am wondering whether there could have been some 
mistake in the reproduction of these micrographs or 
whether the structures and the equilibrium diagram 
are exactly as described by the authors, since in my 
experience it appears that one can state as a general 
rule that the dispersed phase remains as such regard- 
less of the type of primary phase which is present. 
Based on this general theory, one would have expected 
that the structure shown in fig. 16 represented primary 
theta surrounded by the eutectic, and therefore if the 
alloy contains 5.2 at. pet of tron, then the eutectic point 
under consideration must be in a different position 
from that indicated by the authors 

On the other hand, if the facts presented by the 
authors are absolutely correct, then we have an in- 
teresting case (perhaps even an anomalous case) of a 
eutectic, the dispersed phase of which varies according 
to the nature of the primary phase present 

R. J. TEITEL and M. COHEN (authors reply)-——We 
agree with Dr. Morrogh that the matrix and dispersed 
phases of a binary eutectic usually remain as such, 
irrespective of the primary phase coexisting with the 
eutectic. This means that there is no fundamental 
change in the state of aggregation of the eutectic struc- 
ture whether the alloy composition is on one side or 
the other of the eutectic composition 

However, this rule may break down in the case of 
“degenerate” or “divorced” eutectics. Such instances 
tend to occur at compositions near the primary phases, 
where the corresponding phase of the eutectic crystal- 
lizes on the large quantity of primary phase present 
and leaves an excessive amount of the second phase 
in the remaining (degenerate) eutectic. In our experi- 
ence, such degeneracy is by no means confined to the 
side of the diagram on which the primary phase cor 
responds to the dispersed phase of the eutectic 

While it may be true that degeneracy occurs more 
readily when the primary phase is the same as the 
dispersed phase of the eutectic, nevertheless this phe 
nomenon may also occur when the primary phase is 
the same as the matrix phase. In fact, the latter situa 
tion may so reduce the amount of the normal matrix 
phase in the eutectic, and may so alter the solidifica 
tion of the remaining eutectic, that the normally dis 
persed phase becomes the matrix of the eutectic 

It should also be emphasized that our beryllium-rich 
alloys solidify as ternary rather than binary composi 
tions (fig. 10). This may complicate the matter. still 
further, and render it quite risky to place too much 
weight on the state of aggregation of the eutectics as 
observed. Dr. Morrogh has described the micrographs 
correctly; there is a change in the matrix phase of the 
eutectic from theta (normal) to epsilon when the iron 
content is so low that an excessive quantity of the 
eutectic theta crystallizes on the predominating pri 
mary theta. This causes the epsilon to become the 
matrix of the degenerate eutectic in figs. 13 and 14, in 
contrast to the normal theta matrix in the higher iron 


allovs of figs. 15 and 16 
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In view of the foregoing, we believe that the micro- 
structures are consistent with the diagram as published. 
Moreover, we have been unable to conceive of any 
other diagram which would account for the many 
thermal and X-ray determinations. 


Solubility of Titanium in Liquid Magnesium 
by K. T. Aust and L. M. Pidgeon 
DISCUSSION, T. E. Leontis presiding 


W. C. LILLIENDAHL—-Is there any information on 
the solubility of magnesium in titanium? 

K. T. AUST (authors’ replvy)—There was no experi- 
mental work done on the high titanium end of the 
system. Results were obtained only for the low titan- 
ium side 

G. EDMUNDS—In table I the last two columns 
headed “Pct,” and “Titanium,” respectively, should be 
under a single heading “Pct Titanium” according to 
the authors since these columns are duplicate analy- 
ses of the same specimen. In the middle of the table 
under “Holding Time, Hours,” no holding time is given 
for the first four figures because, according to the 
authors, these are not liquid samples but were taken 
from the tops of the other billets after they had 
solidified and that is where the temperature figures 
651 arise. Regarding this paper and the one by Nelson 
and Sager, has the method introduced by Fink and 
Freche” of testing the results of liquidus determina- 


tions been used 


W. C. LILLIENDAHL, West nghouse Research Co., 
Bloomfield, N. J.;G. EDMUNDS, American Brake Shoe 
Co., Mahwah, N. J 


K. T. AUST—The method introduced by Fink and 
Freche was applied to the liquidus results obtained 
for titanium in magnesium at 700°C, 775°C, 850°C 
Using these limited number of values, a straight line 
plot was obtained between the log of the at. pct of 
Ti in Mg vs. 1,T 

A letter to the author frem A. C. Loonam, New 
York, N. Y., indicates that earlier data on this subject 
was available in the literature Notes taken on this 
reference indicated that molten magnesium was 
treated with sufficient titanium tetrachloride to yield 
an alloy containing 10 pet titanium. After all of the 
TiCl, had been added, the supernatant metal was cast 
It was found to contain 0.08 pct Ti. Much of the 
residue remained solid in the crucible and did not 
melt, even at temperatures so high that the magnesium 
volatilized and caught fire. This work was probably 
only of a qualitative nature but it does confirm the 
Aust and Pidgeon conclusions regarding the relatively 
low solubility of titanium in molten magnesium 


References 


W. L. Fink and H. R. Freche: Trans. AIME (1934) 
111, 304 

Grogan and Schofield: Influence of Volatile Chlo- 
rides on Magnesium and Copper. Jnl. Inst. Met. (1933) 
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Liquid Solubility of Manganese in a 
Magnesium-aluminum-tin Alloy 


by B. J. Nelson and G. F. Sager 


DISCUSSION, T. E. Leontis presiding 


G. ANSEL—Have the authors compared the solu- 
bility curve of manganese in molten AM65 alloy with 
the solubility curve of manganese in a molten Mg- 
35 pet Al alloy 

G. ANSEI Maqnesium Laboratorie Dow Chemical 
Co.. Midland. Micl G. EDMUNDS. American Brake 
Shoe Co... Mahwah, N. J 


188, AUGUST 1950, JOURNAL OF METALS—1029 


’ 
| 
Be 
pes 
é. 
bor 


TEMPER 


Fig. 5—Solubility of Mn in molten AM65S. 


B. J. NELSON iuthor reply We have made 
icl 1 parisor At ans iven temperature, the 

yuid i tv of manganese \M65S is lower than 
that in allo of ¢ p ble aluminum content, indi- 
ating that tin depress« the lubilitvy of manganese 

G. EDMUNDS | e the it} plotted their re- 
ilt the ito c percent against the re- 
ciprocal of the a | t t ture 

B. J. NELSON—- Ye ich a plot hown in fig. 5 


A Metallographic Description of Fracture in 
Impact Specimens of a Structural Steel 
by M. Baeyertz, W. F. Craig, Jr., and E, S. Bumps 


DISCUSSION. J. J. Heger presiding 
J. A. KIES and G. R. IRWIN—We are gratified to 
! better descr ptions of 
terature 
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inent in fractures of glass and hardened steel as well 
as on cleavage facets of crystals. 

The origin of the separate tributaries may be con- 
veniently studied by using samples of plastics pur- 
posely molded or otherwise conditioned to produce 
gradually varying degrees of brittleness. Our fig. 19, 
taken at X1000, shows an example of fracture nuclea- 
tion in lucite. The sharp lines mark off different parts 
of the fracture at different levels. Ample evidence 
exists to prove that the parabola-like figure was gen- 
erated by the interference between a fracture nucleated 
at its focus and the main fracture coming toward it, 
The lines or streamers under suitable conditions com- 
bine as tributaries to form the familiar river system 

An example of the effect of a flaw is shown in fig. 20 
Miss A. M. Sullivan of the Fracture Studies Group 
prepared this to show almost identical structures in 
tool steel and in cellulose acetate. Both views show a 
nucleated fracture having originated from what ap- 
pears to be a hole. This need not be surprising, but 
the observation that this feature can be found again 
and again on finer and finer scales, as far as optical 
resolution will permit, leads us to believe that frac- 
tures, however brittle, contain uncountable numbers 
of localities in which it is reasonable to assume that 
plastic action may have occurred around nucleating 
flaws. The conclusions of Gough regarding his experi- 
ments on antimony single crystals” could similarly be 
reinterpreted. He stated that although no slip was 
observed, fracture did initiate on planes that one would 
normally expect to be slip planes. We maintain that 
complete absence of slip, at least locally, is not estab- 
lished by anyone's failure to observe it in a particular 


19—Large parabola with small-scale com- 
ponents in lucite. 


Xtooo. Area reduced approximately three fourths in 
reproduction 


attempt by ordinary microscopy—even in crystals not 
supposed to have slip planes in the usual sense 

The mechanism of joining separately nucleated frac 
ture components will be discussed in a forthcoming 
paper by members of the fracture studies group at the 
Naval Research Laboratory 

L. D. JAFFE—I would like first to compliment the 
authors on this very excellent piece of metallo phic 
They found the transition temperatures of the 
tudinal specimens to be essentially 


Work 


transverse and lon 
the same. They were studying a structural steel. Our 
experience has been primarily on heat-treated alloy 
ils we have generally found 
that the transition temperature is significantly higher 
longitudinal 


teels, and on these materi: 


for the transverse specimens than the 
Would the authors care to comment on this? 

R. H. ABORN—To commend a technical paper has 
become a rather trite custom, nevertheless in this in 
most certainly warranted, for this paper 
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Fig. 20—The effect of a flaw 

within crystal in tool steel 

produces a fracture pattern 

almost identical with one found 

in a brittle fracture in cellulose 
acetate. 

Area reduced approximately 


five ninths in reproduction 
a. Cellulose acetate b. Teel steel 


gives us the first lucid and convincingly documented 
introduction to the nature of fracture in notched bar 
tests 

There is only one point on which I believe a word 
of caution is in order. This has to do with an implica 
tion in the summary that pearlite may be a crack 
arrester, acting as a barrier to the propagation of frac 
ture in ferrite. I suggest that this is probable only 
when pearlite is a minor constituent as in mild steel 
When it becomes a major constituent as in medium 
and high-carbon steels, it absorbs less energy than 
ferrite in fracturing, and its transition temperature in 
eutectoid steel is much above that of mild steel 

It is to be hoped that the authors will continue the 
excellent work they have begun 

G. A. MOORE—This paper represent 
and logical forward step toward the development of 
a metallography of fractured surfaces, a field which 
should attract far more attention than it has yet re 
ceived. I am pleased that the authors have chosen to 
promote the de velopment of this subject 

As this type of study 1 known, it would 
appear desirable to point out a few places where pos 
sible misinterpretations might occur. The discussion of 
fig. 3 might appear to imply that there is a progressive 
and characteristic change of the cleavage appearance 
with the degree of brittlene of the specimen. I do 
not believe this is intended, as in the work mentioned 
in ref. 4 it was clear that most of these appearances 


an important 


could be found on occasion in a single specimen. The 
abundance of the regular and irregular cleavages 
sumably changes through the series of specimens 
since it is not convenient to examine more than a few 
facets of the specimen in detail, it may be important 
to note that these few may sometimes be misleading 
The interpretation of lines, such as the pre 
slip lines of fig. 3f. and g require 
possible to limit the 
such lines can belong by measurement of angles in the 
neasurements of lines in the micro 
ref. 4 have shown that assignment 
cannot be justified, except in 


crystallographic familes to which 


to known slip 
limited cases. There is considerable evidence that many 
of the nonrectangular markings should be assigned to 
rain before the start 
f deformation. The general fact of distortion or plastic 


imperfections existing within the 
flow in the less brittle specin is not, however, open 
to serot 
In the light o onsiderable other 
has already ] 
this pape 

that the ft 
le the reduct 


sirable towara 


not yet appear to be time to conclude that such brittle 
cleavage is inherent in ferrite. It might be noted that 
no hydrogen analysis is given in this paper, and that 
the implied size of the piece studied indicates that the 
hydrogen should not be below the danger limit. Other 
impurities also may be suspected of embrittling the 


ferrite, and, of the elements reported, neither the phos 
phorus nor the silicon, while low, can as yet be elim 
inated from suspicion. The search for the reasons be 
hind the brittleness of the ferrite should therefore be 
continued. It appears that the methods demonstrated 
in this paper may be very helpful in this search, and 
it is to be hoped that its authors will extend the work 
to include this phase of the problem 
W. H. BRUCKNER—This is an interesting study and 
as the authors had hoped it adds “a little to the grow 
ing fund of experimental observations of the nature 
of fractures in steel.” The recording of the macro and 
microstructures in the photographs shown in the paper 
gives evidence of the careful procedures and beautiful 
techniques of the authors. The use of a heavy nickel 
plate is also shown to give ideal edge protection, al 
though somewhat better contrast with the ferrite would 
have been desirable 
However, the information one gets from such a study 
f the ob erved micro 
st that other inter 
micrographs may be 


depends upon the interpretation ¢ 
structure and I should like to 
pretations of some of the author 
different from their own interpretation and just as 
reasonable. This whole problem of fracture as observed 
under the microscope is difficult to resolve because of 
the disposition of a crack system in three directions 
while the plane of polish for metallographic examina 
tion resolves only two of these directions. The start of 
the crack system may be hidden in the metal lving 
under the polishing plane or in the metal removed 
during polishing. Therefore, it would appear most use- 
ful to develop a method of first identifying the crack 
ystem in three dimensions, then using the metal 
lographic method to identify its microstructural path 
No doubt the authors share with others the wish that 
such a method were available. The fact that a crack 
system ends at a certain microconstituent cannot be 
interpreted as evidence that the crack was stopped by 
the microconstituent. The crack may have been started 
by the particle or in an area surrounding it. It would 
eem therefore just as reasonable to interpret portion 
of the authors’ micrographs of figs. 8, 9, 11, 17, as indi 
cating that the cleavage fracture is initiated some 
where within the arlite grains from which the cleav 
ld lke to « 
the i! 


jucted 
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Fig. 21—Sample tested at 77°F with 27.1 ft-1b initial 
energy. 
> pet Nital Etch 


ion impact tests of 
is in part been published 


A 


product of a progran 
tructural steel hi 
evlindrically notched specimen was used to confine 
fracture to a definite region under the notch. Since the 
pecimen tressed ter n there is not the proba 
bility alwa issociated th the Charpy impact speci- 
men of compre na leformation having preceded 
lefor itl ! I n at least in one half of the speci 
en volume inde the notct In the axially loaded 
per en the | cipal stre direction is known, as is 
ts onmentatior th re ect to the tracture microstruc 
ture bserved urthe re uch a specimen may be 
loaded it npact at a desired energy level above or 
bel the ene equired for fracture Under these 
conditior I have bee ible to obtain specimens which 
under the cl pe istrate the actual sequence of 
fracture. T) id iln t completed and will be 
publ ed in detail e near f , few observa 
tior n the stuc ime ive ist 
Fi the tvpical first stage of fracture in 
the pearlite la it ! alway ybserved in the 
! tt tr t ‘ iture in pearlite colonies 
for } the carbid imellae are oriented parallel 
vith the rinciy tre rat iximum angle some 
hat I t! 15° to the 5 pal stre The principal 
tre il the »p-to-bottom direction in the 
The netched microstructure 
howr ) ve f that an actual fracture 
exist ! et ther revealed the locus of the 
‘ ete ‘ be the carbide lamellae. Car 
bid t fe t | vere also found 
be i t e, f 23. Later tage of 
fracture it. above. or below the 
transition te Seare 1 ir to b issociated with 
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Fig. 23—Sample tested at 20°F with 13.8 ft-1b initial 
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Fig. 22—Sample tested at 77°F with 25.6 ft-Ib initial 
energy. 
Unetched. X2000 


the initial pearlite fracture although at temperatures 
below the transition there is a lower frequency of such 
association. At lower temperatures twin-generated 
cleavage becomes quite frequent. An example of the 
latter is shown in fig. 24, in which two sets of mechani- 
cal twins are shown with a cleavage fracture originat- 
ing at the intersection of the twins. The cleavage frac- 
ture is identified as such by means of the corner of the 
incompletely developed etch pit shown in the center 
of the field. The cleavage is parallel with (100) one of 
the whereas the twins are parallel with the 
diagonals (111) or (110) of the cube. 

Incidentally, fig. 24 shows that twins do not go through 
lamellar pearlite while the cleavage fracture does. 

The question of whether cleavage follows or precedes 
twinning is answered in fig in which three sets of 
twins appear in a ferrite grain with a cleavage crack 
across the twins. The twins have translated across the 
faulting plane of cleavage thus showing that the twin- 
ning occurred first and cleavage followed 


sides 


25 


M. BAEYERTZ (authors’ reply)—The authors wish 
to thank those who have discussed this paper. They 
appreciate very much the additional information on 


fracture that has formed a large part of some of the 
discussions 

We are indebted to Dr. Kies and Dr. Irwin for the 
references which they have supplied. We agree with 
them that the cleavage facets in our fig. 3a were formed 
by nucleation and propagation of cleavage cracks, and 
that the formation of the cleavage facets in this figure 
may involve plastic deformation on a scale that can- 
not be detected by ordinary metallographic techniques. 


We did not intend to imply that, because we had not 
observed it, such deformation could not be present. 
Our purpose was to point out the microscopically ob- 


servable differences in the appearance of the cleavage 
facets that was brought about by raising the tempera- 
ture in notched bar impact tests of a structural steel 

With regard to Dr. Jaffe’s question, the essential co- 


incidence of the longitudinal and transverse transition 
temperatures observed in this work applies of course 
to the as-rolled condition of a structural steel. We are 
not prepared to say that this situation maintains in 
heat-treated alloy steels; and in view of Dr. Jaffe’s 
comment, it appears that it does not 

Dr. Aborn’s word of caution on pearlite as a crack 

ester is certainly in order. As he pointed out, our 

ervation applies to a banded structure of ferrite 
ind pearlite in mild steel. There, the pearlite bands 
ippear to arrest the propagation of cleavage started 
vithin the ferrite bands. Stress distribution on loading 
such a banded structure is different on a microscopic 
cale than is the case where carbide is more uniformly 
listributed, as in a wholly pearlitic structure 

While not in entire agreement with some of Dr 


our observations represent only a 
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Fig. 24—Sample tested at 40°F with 14.8 ft-Ib initial 
energy. 
5 pet Nital Etch. X1000. (Area reduced approximately one 
half in reproduction.) 


small addition to a growing but as yet incomplete 
knowledge of fracture, leaving plenty of room for dis- 
cussion. However, we do wish to state that we observed 
a progressive and characteristic change in the micro- 
scopic appearance of the cleavage facets of the macro 
scopically “brittle” portion of impact specimen frac- 
tures as the testing temperature was raised through 
the transition range. Moreover, this observation was 
based on examination of a large percentage of the 
cleavage facets on each specimen. In each fracture, 
there was some range in the appearance of the cleav- 
ages, as illustrated by our figs. 3d and e, and 3g and h; 
but careful observation failed to establish a wider 
range of appearance than that illustrated by these 
figures. 

The question whether brittle cleavage is ‘inherent” 
in ferrite is one to which metallurgists have devoted 
considerable attention. We used “ferrite” to designate 
the body-centered, iron-base solid solution crystals 
present in as-rolled structural steel. Silicon and phos- 
phorus were present in this solid solution; quite pos 
sibly, hydrogen also. Defining ferrite in this way, it 
does appear to have a tendency to cleave. This is not 
to say, however, that the silicon, phosphorus, and 
hydrogen contents will not influence this tendency, for 
it is already well known that they do 

We are gratified, indeed, to have Professor Bruck- 
ner’s comments and the additional information which 
he presented from his own investigations We believe 
that the stress-strain relations in the tests cited from 
his work are somewhat different than in our tests, and 
that this may account for the apparent discrepancy in 
the two sets of observations. We are heartily in agree 
ment that three dimensional observations are neces- 
sary, and hope eventually to be able to surmount some 
of the difficulties encountered in such observations 
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The Effect of Ferrite Grain Size on Notch 
Toughness 
by J. M. Hodge, R. D. Manning, and H. M. Reichhold 


DISCUSSION, J. J. Heger presiding 


Referring to fig. 14, it is surprising 
to find the impact values at 150°F so low for a 3% 
pet nickel steel of No. 5 grain size. Would these values 
be improved had a heat-treated steel of the desired 
grain size been tested rather than the as-rolled ma 
terial? 

S. J. ROSENBERG—I would lke to ask the authors 
whether or not the results presented by them have 
been checked by tests on additional heats of steel of 
similar chemistry. The reason I ask this is because 
many years ago we did some work at the Bureau of 
Standards in which we studied the effect of heat treat 
ment upon the notched bar impact toughness of a 
series of SAE 1050 steels. We had six steels altogether, 
three of them aluminum-killed and three silicon-killed, 
and found that the impact properties of the individual 
heats varied widely. It seemed as if each heat of steel 


R. J. GREENE 


had its own characteristic impact-temperature curve 
and, strange as it may seem, the deoxidation practice 
had no discernible effect upon the toughness of the 


steels as heat treated. Because of the variations in im 
pact properties frequently found in presumably similar 
steels, I believe that in any work of this nature it is a 
from a tew additional 
pot check 


good idea to include sample 


heats of similar steel, if only for a 


R. J. GREENE, Bayonne Laboratori International 
Nickel Co., Bayonne, N. J.; S. J. ROSENBERG, Na 
tional Bureau of Standards, Washington, D. C.; I. R 
KRAMER. Materials Branch, Office of Naval Research, 
Washington, D. C.; M. A. SCHEIL, Metallurgical Re- 


search, A. O. Smith Corp Milwaukee, Wisc 
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I. R. KRAMER—Was any change in yield point bainite or martensite. For this condition broad a lines 
noted, especially for the nickel steels where no change are generally found in the X-ray diffraction pattern 


in impact transition temperature was found? Did the and the specimens are greatly embrittled. 
elongation at the vield point change with nickel con It was also found that in some cases the austenite 
tent or with grain size? which was retained at room temperature after either 
M. A. SCHEIL—Our experience with commercial slow cooling or quenching from the tempering tem- 
rolled plates of 3 to 3% pct nickel steel of about 0.10 perature could transform upon standing to embrittle 
to 0.20 pet carbon indicates that sometimes a single or the steel 
double normalizing is required to obtain Charpy im- It is not my intent to explain all temper embrittle- 
pacts of 15 ft-lb at 150°F. With 8&'2 pct nickel steel ment phenomena by the formation and decomposition 
at subzero temperatures generally the Charpy impact of austenite during the tempering cycle, but rather to 
values are higher when carbon is below 0.10 pct. Have point out that temper embrittlement may not be due 
the authors tried normalizing their low-carbon steels? only to one cause. 1 believe that in any study con 
J. M. HODGE (autho reply In regard to the cerned with embrittlement as a result of tempering 
energy level at 150° F, we have also observed, of in the region of 650°C, care must be exercised to sepa- 
course, that these transition temperatures in the 0.02 rate the effects of austenite formation and decomposi 


carbon steel are cor than those of com tion from other temper embrittle phenomena 
mercial nickel steel do not vet under A. R. ELSEA (authors’ reply )—In this investigation, 
tand the reasons for these differences, but we believe structural changes were followed by metallographic 
that they may be, to a considerable extent, a reflection examination. The small amounts of austenite, referred 
of the higher carbon content of the commercial steel to by Mr. Kramer, would be quite difficult to see under 
Mr. Rosenber has asked whether we tried the the microscope, especially if the austenite was finely 
ame thir n other steels. We have not exactly, but divided and uniformly distributed. Probably, in work 
ve have studied the transition temperatures of othe of this type, some other method of identifying small 
teels as a function of variable ich as austenitizing amounts of austenite should be used. However, in sev 
temperature and to a certain extent cooling rate, and eral cases, we determined the complete transition tem 
ve have found that the relationship which we found perature curves for steels that differed only in phos- 
n the 0.02 carbon steel holds fairly well in other steels phorus content. The effects of small amounts of aus- 
For instance, in a series of ship plate steels, some of tenite which might form during tempering should 
whick ‘ con-killed and some inum-killed cancel out, unless the variation in phosphorus content 
and nor ed ft lifferent temper we could influenced the amount of austenite which formed as 
plot transition temperature against ferrite grain size the rate of its transformation 
ind find the same relationships or similar relationships L. D. JAFFE—In connection with Mr. Kramer's re- 
to those reported in U paper. However, in those cases marks about the possibility of austenite formation, Mr 
ve would get a different line for each steel. The Elsea mentioned that it is rather difficult to observe 
ilumunu killed steel would have a different transi- any austenite formation under the microscope with 
tion temperature f ' ven ferrite grain e but the this kind of heat treatment. I am in complete accord 
relation to the effect of ferrite grain size was the same vith that statement, but there are other techniques 
In reply to Mr. Kramer, we have made no tensile available that are not so difficult. Mr. Kramer has men- 
tests on these steels. Neither have we done any double tioned dilatometric techniques. Another technique we 
! ilizing, but the effect of double normalizing would have found useful is to apply the same treatment to 
presumably be to give finer average ferrite grain and a tensile bar and determine the yield-tensile ratio. If 
ur presumabl vould have resulted in lower transi you get austenite formation even in amounts too small 
tion temperature to be ordinarily found under the microscope, there is 
a very marked decrease in yield-tensile ratio, from 
the normal level of 0.8 or 0.9 down to perhaps 0.3. 
Investigation of Temper Brittleness in J. A. KIES—I would like to point out that Hum, 
Low-alloy Steels Parker and Hultgren ©f the University of California 
have recently studied temper brittleness in some high 
by S. A. Herres and A. R. Elsea purity steels. They showed a number of Charpy im 
pact energy vs. temperature curves for steels contain 
DISCUSSION, W. M. B Jr. presi g ing 0.20 pet carbon and various amounts of chromium 
1 R. KRAMER It sual in the tudv f temper nper brittleness was not detected for several com- 
embrittle 1 ¢ treat spe ‘ ¢ temperature positions. One might assume from their report that it 
the 650 ( me the re ts of the should be possible to make some steels free from ten 
e of per brittleness, at least according to the current defini 
tion of the tern 


R 


KRAMER 


| bility of formis astenite during th Naval Research Laboratory, Washingto 
tempering treatment. If the austenite not stable it HALLER. Development and Research D on, Inter- 
i \ H evel n many) | Noel Co.. Pittsburgh. Pa 


‘ int wt 1 quene The tat ot 
the austenite ll depend upon its « ’ tion, which C. T. HALLER—-Would Mr. Elsea care to elaborate 
turn depend pon the base position of the steel on the difference in the quenched microstructure of 
the temperature nd the time the specimens are eld the steels containing 0.02 pet phosphorus as compared 
t the te ire to those cor ning 0.005 pct phosphorus? I understand 
Whet t ‘ lex t t the istenite that the ‘ phosphorus steels contained no ferrite 
formed dur the tempering treatment embrittles the vhile the lower phosphorus steels contained a visible 
teel depe ! the ‘ ‘ t ‘ tempe ture i int. Th of particular interest when one con- 
! it t ‘ | ‘ k I e beer ler the allov content of these steels and also the 
ble to do on th ibsect, it wa ind that or low fact that they were brine quenched in a '2-in. section 
‘ the iustenite ¢ 1 transi ! it rather higt A. R. ELSEA Hardenability curves were not de 
te perature t ( te nad pe te. These le termined for tne teels used in this study and conse 
‘ tion products do not generally embrittle the quently we have no actual measure of the difference 
teel to ar eat extent if the quantity of the decon n hardenability resulting from the change in phos 
position product not large. In other cases, the au phorus content. We did observe a difference in the 
tenite will decompose at low temperatures to fort hardening pattern of the high and low phosphorus 
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steels which were water quenched from the austenitiz- 
ing temperature. The low-phosphorus steels contained 
a small amount of ferrite. However, the specimens of 
the low-phosphorus steel used in this investigation 
were brine quenched, and in that condition no ferrite 
was observed. 


The Effects of Molybdenum and Commercial 
Ranges of Phosphorus upon the Toughness 
of 0.40 Pct Carbon Chromium Steels 
by M. Baeyertz, W. F. Craig, Jr., and J. P. Sheehan 
DISCUSSION, W. M. Baldwin, Jr. presiding 


D. J. MACK—There are some apparently contradic- 
tory statements in the Discussion of Results. Near the 
end of the first paragraph, it reads: “Thus it seems 
reasonable to conclude that phosphorus reduced the 
toughness of the tempered martensite in the absence 
of temper brittleness.” Then in the third paragraph 
The data obtained in this study substantiate the evi- 
dence presented by numerous investigators that phos- 
phorus can cause temper brittleness in tempered mar- 
tensite.” 

Conclusions 1 and 2 are similarly contradictory. A 
simple revision of these statements using the authors’ 
definitions should eliminate the confusion 


D. J. MACK, Department of Metallurgical Engineer- 
ing, University of Wisconsin, Madison, Wisc 


M. BAEYERTZ (authors’ repiy)—We are glad that 
Dr. Mack brought this question up, because the same 
point was raised in earlier informal discussions of the 
paper 

In stating that phosphorus reduced the toughness of 
tempered martensite in the absence of temper brittle 
ness, we referred to the specimens that had been 
quenched in water after tempering at 1150°F. In this 
case raising the phosphorus content of 5140 from 0.020 
to 0.036 pct raised the transition temperature about 
40°F. It was assumed that this tempering treatment 
avoided temper embrittlement, and thus that the 
change in transition temperature was of a different 
nature than the embrittlement brought about by slow 
cool ng after tempering at 1150°F. The latter was 
termed temper embrittlement in the paper 


Discontinuous Crack Propagation— 
Further Studies 
by L. D. Jaffe, E. L. Reed, and H. C. Mann 
DISCUSSION, A. Smith presiding 


G. R. IRWIN and J. A. KIES—Observations of 
microcracks associated with, but not directly con- 
nected to, the main path of fracture in steel were 
reported by Howe and Rosenhain nearly forty years 
ago The recent work of Jaffe, Reed, and Mann, of 
Baeyertz, Craig, and Bumps, of Tipper, and of Ellinger 
and Williams have now shown rather convincing evi- 
dence that brittle fractures of steel are propagated by 
a discontinuous process. This opinion has been reached 
in the past by various workers from studies of the 
contours of fractured surfaces. Careful descriptive 
studies such as those given in this paper are and will 
continue to be of great importance in developing a 
satisfactory understanding of the fracturing process 
At the Naval Research Laboratory we have tried to 
assist our understanding with model studies using a 
variety of materials. We have found that the level 
difference lines on fracture surface have systematic 
similarities in brittle fractures of metals and plastics 
and give us detailed information not only on the exis- 
tence of discontinuities in fracturing but also on the 
manner in which these discontinuities develop. A 
paper by Kies, Sullivan and Irwin describes our work 


A point that may be of interest here is that our evi- 
dence for a discontinuous fracturing process seems to 
include ductile as well as brittle portions of mild 
steel fracturing. For segments of fracture which have 
relatively slow growth or which are accompanied by 
considerable plastic flowing, the apparent absence of 
side cracks does not rule out the possibility that 
such fracture segments grow by discontinuous propa- 
gation on a fine scale 

J. A. KIES—Fig. 14 is a picture by T. W. George 
taken originally at 30 diam, showing the main crack 
coming in from the left. It is in 2S aluminum foil 
five-thousandths of an inch thick. The foil is rather 
ductile and has been hanging under load for 30 days 
at room temperature. This proves beyond doubt that 
we have discontinuous fracturing even in a ductile 


Fig. 14—Discontinuous crack in aluminum foil. 


X80. Area reduced approximately three fourths in 
reproduction 


material. These holes opened up and were not con- 
nected with the main fracture 

Fig. 15 is a picture of what I like to call a para- 
bola on a fracture in very ductile fine-grain tempered 
steel. This was furnished by W. J. Harris, Naval 
Research Laboratory, Metallurgy Division. It shows 
the nucleus. We do not know the nature of the flaw 
or whatever it was that initiated the crack. There is 
a sheared wall, conical in nature, in that pit. That 
pit is a good deal like one we saw showing a parabola 
developed on the fractured urface of lucite This 
ean be found over and over again on ductile fractures 
of steel. If one looks in the microscope at the sheared 
walls on ductile failures one can see the sort of thing 
that appears in the focus of the parabola. This occurs 
on an extremely fine scale 

Fig. 16 is our model fracture showing the way 
herringbone or chevron markings on ship plate are 
made. One can see an individual fractured element 
nucleated primarily near the center of the plate. This 
happens to be a plate of cellulose acetate It consists 
of separated nucleated fracture Here we see the focal 
pits connected with each separated portion. The 


Fig. 15—Fracture in very ductile tempered steel. 
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Fig. 16—Cellulose acetate fracture showing the 
formation of herringbone markings. 


X100. Area reduced approximately three fourths in 
reproduction 


fractures go toward the right. The fact that they are 
on different levels makes the lines between them forn 
the herringbone marking 

We are willing to go out on the limb even further 
than Dr. Jaffe and suggest that all fractures, even duc- 


tile one ire primarily and essentially discontinuous 


G. R. IRWIN a 1 
Naval Research Laborator Wasi gt D. C.; W. H 
BRUCKNER, De; tment of Metallurgical Engineer- 

g. ‘ ty na 
GOMERY, Alun im Co. of America, Cleveland, Ohio 
i. G. GUY N th Ca a State College Raleigh 
N. C.: M. BAEYERTZ, Armour Research Foundation 
Chicago, Il 


L. D. JAFFE, E. L. REED, and H. C. MANN (authors 
reply We are interested in this work of Dr. Kies and 
Dr. Irwin. It } long been known that ductile dis- 
continuous ftracture occu n the case f high-temp- 
erature grain boundary failures of metals. The fracture 
the iminu foil (fig. 14) may be a grain boundary 


in 


fractul I r than ; rac rains 

J. A. KIES—Perhap ou are right in this case We 
find the ame thir in fast fracture of the foils and 
in all case traight portions of the cracks are much 
longer than the grain size Ductile action precedes 
the openit of t low ne ind it is difficult to 
etermine whether the crack transgranular or not 


L. D. JAFFE, E. L. REED, and H. C. MANN—Discon 


tinuou n ind t n in alloy 
it fairly high temperature ind aluminum at room 
temperature inder ver low training might also 
| pa seri cracks that progre i one grain 
it mothe Thus D Ki ets cracks much 
t but lon i boundaries 
vhere Baeyertz, Craig, and Bumy ind our group 

i e beer tud fractures t i the i 

It nt t to relate t es in plastics and 
ot I t those n etal 
th propagation of a 
I talline tal to 

t not Nave ar 


t t the ft leated 
t hethe tne e crack 
t t t t t ‘ i crograph of 
t t e are three tw 
t twu Alon 
the ‘ t nave transiated 
na t that Uw t t and cleavage 
foll 
A. MONTGOMERY— I to | f the 
itl ! t t tiv t the 
econda t r pl 
uit uilure I t it t ere] 
t t ? 


L. D. JAFFE, E. L. REED, and H. C. MANN—That is 
a very important question. We are in the process of 
polishing down through some of these cracks to ascer- 
tain definitely whether or not they are connected in 
the third dimension. Also, at the suggestion of Dr 
Kies, we have studied the fracture of sheet, only one 
grain thick, where you would not expect the third 
dimension to contain any linking up. We have found 
in such material discontinuous cracks. 

A. G. GUY—The question I have concerns the Neu- 
mann bands. I believe those are twins and if they 
are twins they should not disappear on further polish- 
ing. It seems strange that their direction should coin- 
cide with the direction of cracking although I believe 
that crystallographically you might account for that 
under some special circumstances. Will you comment 
on whether your Neumann bands did disappear on 
further polishing? 

L. D. JAFFE, E. L. REED, and H. C. MANN—The 
twins disappear on repolishing, as would be expected. 
If the repolishing is followed by re-etching, they 
reappear. Presumably this is what Dr. Guy had in 
mind 

M. BAEYERTZ—It is interesting to hear of work 
that describes just about the same sort of cleavage as 
we have been observing in the brittle portions of 
fractures, but in a steel that was heat treated in an 
entirely different way, as Dr. Jaffe’s steel was. Our 
steel had a pearlitic structure; however, the cleavages 
in the fractures appear to be similar in the two cases 

L. D. JAFFE, E. L. REED, and H. C. MANN—After 
presentation of our paper, we found an additional 
reference” along similar lines 


I She | The Spreadu of a Brittle Fracture Crack 
P s USSR 193% 5, 279-288 


Stress and Strain States in Elliptical Bulges 
by C. C. Chow, A. W. Dana, and G. Sachs 


DISCUSSION, A. Smith presiding 


W. T. LANKFORD—What was the size of opening 
over which the bulges were formed? The ratio of the 
ize of the opening to the thickness of the sheet must 
be quite high to meet the thin shell conditions assumed 
in the stress calculations. Did the authors consider 
the direct calculation of stresses in elliptic al bulges? 
If the deformed membrane conforms quite closely to 
a surface of revolution about a horizontal axis parallel 
to the major axis of the elliptical opening, the stresses 
can be calculated from the pressure, the sheet thick- 
ness and the principal radii of curvature, using eq 1 
Fig. 3 indicates that the material was substantially 
otropic, but the experimental points lie somewhat 
below the line of complete isotropy. L. R. Jackson, 
K. F. Smith and myself have presented a theory for 


ATS 
\l 


I kford: Plastic Flow 
1949 ime, 415; Me 


the type of anisotropy found in rolled sheet. Did the 
authors apply this theory to attempt to account for the 
experimental deviations from the theory of isotropic 
material 


A. W. DANA (authors’ reply I should mention 


that this work was originally done two years ago and 
nce that time considerable interest has been shown 
n bulge as Dr. Lankford pointed out. The work 
on which the paper was based has not been carried 
further, as far as I know, and therefore, some of the 
point n Dr. Lankford discussion have not been 


checked. In regard to the geometrical conditions for 
lving stresses in the bulges, at the time this work 
nitiated, we made an attempt to calculate the 
tresses on this basis. It was found that inaccurate 


W. T. LANKFORD, C 


Pittsburgh. Pa 


negie-Illinois Steel Corp., 
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results were obtained and for that reason we went 
over to stress-strain relations 

The circular bulge was 6 in. in diameter. The small 
ellipse was 6 in. long, and 4 in. wide, bead shape was 
12 in. by approximately 4. 


The Comparative Creep Properties of 
Several Types of Commercial Coppers 
by A. D. Schwope, K. F. Smith, and L. R. Jackson 
DISCUSSION, H. P. Croft presiding 


Db. L. MARTIN—The authors give results which in- 
dicate that OFHC copper is better in “creep” than 
tough pitch copper, and also show in fig. 8 that the 
secondary creep rate of OFHC at 300°C is lower than 
for tough pitch copper containing 25 oz. silver per ton 

On the other hand, rupture tests at 200°C by other 
investigators have shown tough pitch copper to be 
similar to OFHC, and silver-bearing tough pitch cop- 
per to be stronger than OFHC copper.’ This is in 


D. L. Martin and E. R. Parke Effect of Cooling Rate and 
Minor Constituents on the Rupture Properties of Copper at 200°C 
Trans. AIME (1944) 156, 126 
agreement with the work by Burghoff and Blank al- 
ready mentioned by the authors. 

In view of the higher cost of OFHC copper over 
tough pitch, and of silver-bearing grades over regu- 
lar grades it is important that the relative strength 
characteristics be properly evaluated. I hope the 
authors will continue their work on these coppers at 
lower temperatures and lower stresses (e.g. “creep” 
at 25,000 psi is meaningless for commercial purposes) 

D. H. WOODARD—Was the dead weight loading 
applied in one unit or in increments? 

Results on Monel metal which had been tested in 
creep below the recrystallization range show that prior 
extension increases the resistance to creep. The 
second-stage rate is also a function of the rate of 
loading 


D. L. MARTIN, Research Laboratory, General Elec- 
tric Co., Schenectady, N. Y.; D. H. WOODARD, Na- 
tional Bureau of Standards, Washington, D. C 


A. D. SCHWOPE (authors’ reply)—It is to be 
pointed out that in their paper, Messrs. Martin and 
Parker present data definitely showing OFHC cop- 
per to have rupture properties superior to those of 
tough pitch copper. Also, the longer lifetime found 
for the silver-bearing tough pitch was attributed to 
its relatively finer grain size, one-sixth that of the 
OFHC coppers. In view of these considerations, the 
apparent inconsistencies between results are 
eliminated 

In reply to Mr. Woodard, the load was applied in 
one unit or as nearly so as possible. As an example, 
if the load consisted of two 50-lb weights, these were 
loaded individually as rapidly as possible 


The Active Slip Systems in the Simple 
Axial Extension of Single Crystalline 
Alpha Brass 
by R. Maddin, C. H. Mathewson, and W. R. Hibbard, Jr. 
DISCUSSION, H. P. Croft presiding 


R. W. CAHN—I have been much interested in this 
paper and its predecessor, particularly as I have re- 
cently had occasion to study in single crystals of 
aluminum a phenomenon similar to the cross-slip 
described by the authors. The crystals were ribbon- 
shaped and of predetermined orientation, as shown 
in fig. 23. Observations were made on two electro- 


lytically polished flats parallel to the crystal axis, one 


parallel to the plane of the ribbon and one perpen- 
dicular to it 


It may be mentioned, in view of the 


26 


TRANSACTIONS 


Fig. 23— 
Orientations 
of aluminum 

crystals. 


authors’ interest in lattice rotation, that the glide 
direction, the normal to the glide plane and the crystal 
axis were coplanar, a situation not met in the general 
case and which entails that rotation about the one 

112> axis marked suffices to accommodate entirely 
the lattice rotation near the grips 

Fig. 24 shows the appearance of the wide surface of 
a crystal extended by 7 pct (shear 0.14). A good deal 
of cross-slip can be seen, and it is to be noted that 
the cross-slip takes place on several different planes 
In no case did the narrow surface show any sign of 
cross-slip, as may be seen from fig. 25. Since this 
surface was approximately parallel to the operative 
primary glide direction, it follows that glide on all the 
cross-slip planes took place parallel to this same, 
common 110 direction. An analysis of numerous 
cross-slip traces showed that (111), (100), and (212) 
were the most common; several other planes probably 
also took part. A good analogy to the nature of slip 
in these crystals may be found in the motion of the 
saddle over the bed of a lathe. The cross-slip traces 
were not generally dead straight and certainly their 
directions were not as well defined as in the authors’ 
beautiful micrographs; this was due to the fact that 
(as Heidenreich and Shockley’ have shown) the slip- 
lines actually consist of numerous fine lines not 
normally resolved by the optical microscope, and these 
undergo cross-slip in a complicated way. Fig. 26, taken 
at maximum magnification, shows an example; the 
separate fine traces are just resolved here because they 
are spread out more in the region where cross-slip 
takes place. It was also found that the places, often seen 
in low-power micrographs, where neighboring slip 


WS 


Figs. 24-27—Crystal stretched as follows: 

Fig. 24. 7 pet wide surface, X10; fig. 25. 7 pet marrow surface 
XNiso, fig. 26. 5 pet wide surface, N28, fig. 27. 5 pet wide 
surface, Area reduced approximately one ninth tn 
reproduction 
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lines fade out opposite each other, are sites of what the 
authors have called intimate cross-slip; the fine slip- 
lines undergo cross-slip one behind the other over a 
considerable distance, so that the individual cross- 
slip traces are too fine to be seen at low power. This 
may be seen in fig. 27 

A small amount of slip on the conjugate system 
preceded and accompanied the primary slip on some 
parts of the specimens; oddly enough, the conjugate 
slip-lines revealed no cross-slip at all, in contrast to 
the authors’ observation with brass 

In connection with the cause of cross-slip, the fol- 
lowing observation is of interest. A crystal of the 
orientation already mentioned was bent about the 
transverse axis lying in the plane of the ribbon (this 
axis was the 112 direction perpendicular to the 
glide direction, and lying in the glide plane). Such 
pure bending gave rise to a relatively small amount 
of cross-slip. A crystal bent accidentally into a 
slightly skew shape (i.e. not exactly about any one 
axis) exhibited much more cross-slip. The authors’ 
general view that cross-slip is in some way correlated 
with inhomogeneous deformation is supported by this; 
yet it is hard to see just what this correlation means, 
for the occurrence of cross-slip as described is quite 
compatible with perfectly homogeneous deformation 
Examination of the slip lines, near the grips, on ex- 
tended aluminum crystals showed that cross-slip did 
not to any large extent replace flexural glide. The 
authors have reported that up to a certain shear there 
is, with brass crystals, little or no Laue asterism (and 
therefore little lattice curvature or inhomogeneity of 
deformation). Since even a small shear sufficed to 
bring about cross-slip, it is evident that inhomogeneity 
of deformation is not a necessary precondition for 
cross-slip to occur. With aluminum, it has been pos- 
sible to show that asterism is almost entirely due to 
deformation bands which are a form of highly 
localized flexural glide. Since these bands occupy 
only a small fraction of the crystal while cross-slip 
takes place everywhere, it is perhaps not surprising 
that asterism and cross-slip are not correlated 

It is probable that cross-slip will prove to be ex- 
plainable in terms of dislocations. The characteristi 
property of an edge dislocation line is the vector 
parallel to the glide direction; there is no theoretical 
objection to the dislocation line itself being stepped 
If it is, then it will sweep out a stepped glide zone 
made up of two or more glide planes. Why a disloca- 
tion line should become stepped at one point rather 
than another remain for the moment, a mystery; 
but it does seem probable, in view of the bending 
experiment and of the lack of cross-slip in the conju 
gate slip planes which precede primary slip, that 
the stepping is created as a consequence of preceding 
deformation (as the authors suggest), and is not an 
original property of the dislocations 

A point which ought perhaps to be borne in mind 
when one seeks to explain this phenomenon is that 
it appears to be restricted to cubic metals. Hexagonal 
metals exhibit neither cross-slip nor deformation 
band 

The experiments referred to above are in cours¢ 
of publication 


R. W. CAHN, Ministry of Supply, Atomic Energy 
Research Establishment Harwe England 


H. MATHEWSON (authors’ reply)—Mr. Cahn’s 
work on aluminum crystals is especially welcome as a 
collateral contribution of 


are needed in considerable variety to clarify the inter- 


well documented data which 


relationships of stress and strain in the general process 
of plastic deformation. His observation that cross-slip 
in aluminum often parallels other planes than the 
octahedral plane observed in Maddin’s experiments on 
brass has been confirmed in this laboratory. Rosi,” Rosi 
and Mathewson," show one case in which the cross 
slip could be resolved into segmented slips parallel to 
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the primary slip plane and the usual cross-slip plane. 
Possibly the markings observed by Cahn have resulted 
from cooperative slip of this character, as indeed his 
fig. 26 suggests. It is especially interesting to note that 
cross-slip can be observed as connecting segments in 
many places where neighboring slip lines seem to fade 
out. 

The writer believes that cross-slip is produced by 
shear stresses across the glide lamellae arising from 
the twisting distortion accompanying slip at the 
boundaries. This is based on the assumption of a re- 
solved stress acting as a driving force in the close- 
packed direction 110 > which, owing to lattice con- 
straint, produces movement in a sidewise direction 

112 On this basis there is inhomogeneous deforma- 
tion in the neighborhood of every slip site. In the 
writer's view the absence of asterism in an early stage 
of deformation merely indicates that the inhomo- 
geneity of deformation which would produce it has 
been modified by cross-slip 

It is agreed that cross-slip “does not replace flexural 
glide.” Again, it is probable that confirmation of 
many observations made by Cahn on deformation 
bands and fiexural glide may be found in recent work 
from the Hammond Laboratory. 

Thus Neng-Kuan Chen” has made a careful study 
of deformation bands in crystals of many orientations 
Most crystals produce bands, but there is an area of 
orientation spreading out from the <111> pole of the 
Taylor and Elam triangle in which flexural gliding 
seems not to occur and the deformational behavior 
resembles that of brass. The writer believes that in 
such cases the function of flexural gliding is replaced 
by slip across the glide lamellae on planes of the 
conjugate family. There is a further similarity with 
brass in that slip bands are much more irregularly 
spaced in such orientations, assuming a strongly 
clustered appearance 

With respect to dislocations, the writer takes the 
position that it is more profitable to look for explana- 
tions of slip phenomena in terms of a more conven- 
tional crystal mechanics than primarily on the basis 
of fault propagation or other attributes of dislocation 
theory In this sense, dislocations, perhaps more 
mildly termed displacements, are regarded as the con- 
sequence and not the cause of changes in the crystal 
accompanying an overall forced change in shape. 

With respect to deformation bands, in the Hammond 
Laboratory we emphasize the point that the “bend 
planes” observed as early as 1934 by R. F. Miller 
are the locus of the axes around which the slip planes 
bend in this modification of simple flexural gliding 
A pair of bend planes thus defines a band in which the 
reorientation lags behind that of the matrix material 
in the process of axial extension. Miller observed 
bend planes but no bands, but the writer has seen 
deformation bands in many zinc crystals. They have 
not been observed in the numbers of experiments with 
copper and brass performed in this laboratory. In 
Chen's aluminum crystals, the slip direction constituted 
the pole of the band, and the axis around which the 
slip direction changed its orientation was the inter- 
section of the glide ellipse with the band ellipse, 
namely, 112 
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Simultaneous Aging and Deformation 
in Metals 
by J. D. Lubahn 
DISCUSSION, E. H. Hollingsworth presiding 


G. A. MOORE—This discussion is by proxy. Mr. H. 
B. Gayley of our laboratory did some work on the 
natural stress-strain curves of 24S last spring, and 
he has requested that the information on this dis- 
continuous flow be amplified by including some of 
his observations. 

In summary, on tests of 24S alloy, the discontinuous 
flow was obtained only on specimens which were 
actually in process of aging during the test. Dis- 
continuous flow was observed on specimens imme- 
diately after quenching fror the solution anneal to 
room temperature and throughout the aging period. 


G. A. MOORE, Department of Metallurgy, University 
of Pennsylvania, Philadelphia, Pa 


After aging was completed, discontinuous flow was not 
observed and it was not observed in specimens which 
had been partially aged at elevated temperature and 
tested at room temperature. According to the limited 
number of tests made, aging for 10 min at 60°C or 
higher apparently was sufficient to eliminate the effect 
in this alloy 

J. D. LUBAHN (author’s reply)—It is not at all 
surprising to find the effect Mr. Moore described in 
24S. As a matter of fact, the more metals that we 
test and the more conditions under which we test 
them, the more it becomes apparent that nearly all 
metals show some of the phenomena described in the 
paper (at least under one circumstance or another) 

I would like to make a comment, too, about the 
observation that discontinuous yielding only occurred 
while the 24S was aging. It seemed that way from our 
experiments, too. Fig. 1 shows that when the aging 
time was short (so that the aging would have been 
rapid) discontinuous yielding was observed. On the 
contrary, after a long time of aging, when the rate 
of aging would have decreased to a _ considerably 
smaller value, the phenomenon did not appear. Thus, 
if the aging is going to have an effect on the deforma- 
tion, it must be going on at a sufficiently fast rate 
Of course, the rate of the deformation would have 
an effect; if an experiment were made just on the 
borderline between continuous and discontinuous 
vielding and if the strain rate were changed in one 
direction or another, the phenomenon could be made 
to appear or disappear 


The Transverse Bending of Single Crystals 
of Aluminum 
by M. K. Yen and W. R. Hibbard, Jr. 
DISCUSSION, E. H. Hollingsworth presiding 


B. R. BANERJEE—It is desirable not to associate 
these traces of cracks in an oxide film of doubtful 
crystallographic nature with the term “strain mark- 
ings,” a standard term of crystallographic significance 
used to describe a metallographic phenomenon asso- 
ciated with plastic deformation 

B. R. BANERJEE Department of Metallurgical En- 
gineering Illinois Institute of Technology, Chicago, IIL; 
R. W. K. HONEYCOMBE, Cavendish Laboratory, 
Cambridge, England.; E. A. CALNAN, National Physi- 
cal Laboratory, Tedd ngton, England 


R. W. K. HONEYCOMBE—The results recorded in 
this paper are very interesting, in particular I would 
like to refer to the X-ray observations. I have been 
studving the asterisms resulting from slightly de- 
formed aluminum single crystals and have found in 


all cases a fine structure similar to that observed by 
the authors. The Laue spots became multiple after as 
little as 1 pct elongation in tension. Further deforma- 
tion ultimately caused the spots to merge into the 
continuous background of the asterism. The number 
of intensity maxima increased as the size of the 
X-ray beam increased, and in fact if a very fine beam 
were used, sometimes no fine structure was detected 

I do not think that this phenomenon is due to 
polygonization as described by Cahn,” because poly- 
gonization usually occurs during annealing of de- 
formed single crystals at high temperatures (300°C 
or higher for aluminum). Furthermore, my experi- 
ments with aluminum crystals have shown that poly- 
gonization results in a marked decrease in the yield 
point, whereas the other phenomenon has no such 
effect, and is in fact evident immediately deformation 
has occurred at room temperature. 

The cause of this room temperature “fragmentation” 
can, I think, be seen in one of the authors’ own photo- 
graphs (fig. 6) in which they show narrow bands 
which are only visible in oblique illumination. I have 
also observed these narrow bands in large aluminum 
crystals deformed in tension (fig. 24), and am of the 
opinion that they are narrow deformation bands or 
kinks. It seems that plastic deformation does result 
in the “fragmentation” of the crystal into narrow 
blocks within which slip occurs normally. The bound- 
aries between the blocks, namely the deformation 
bands, are regions of abrupt changes in orientation in 
the form of local curvatures, although these local 
curvatures are larger than those postulated by Burgers 
and Taylor. It is suggested that the maxima in the 
Laue asterisms result from these blocks while the 
continuous background arises from the deformation 
bands 

This hypothesis has been confirmed by the writer 
recently, using an X-ray technique similar to that 
described by Berg” and Barrett,” in which a mono- 
chromatic X-ray beam from a line focus is reflected 
from a crystal. The technique has been used to ex- 
amine large aluminum single crystals which have 
been slightly deformed in tension (1 to 5 pet elonga- 
tion); the crystal is rotated until a strong reflection 
is seen on a fluorescent screen. The screen is then 
replaced by a Kodak Maximum Resolution Plate 
which is placed within 3 mm of the surface of the 
crystal. The resulting image has a fine structure which 
when examined at high magnification (X30 to X100) 
in a microscope, reveals a pattern which is in effect 
a map of the changes in orientation in the crystal. A 
deformed crystal gives a network of bands (figs. 25 
and 26), which do not correspond with the slip lines 
but cross them, and it is now clear that they repre- 
sent the deformation bands visible only with diffi- 
culty in the optical microscope 

By obtaining reflections from two surfaces at right 
angles and correcting for angular distortions on the 
photographic plate, it has been possible to determine 
the plane of the bands. In the cases so far examined, 
the bands form on (110) planes. The spacing between 
the bands is about 0.04 to 0.08 mm while their width 
is considerably less (0.005 mm). However, in poly- 
crystals, or in single crystals near small included 
grains, the bands become much larger and more 
clearly defined 

Thus it appears that in single crystals of aluminum 
even in the very early stages of plastic deformation 
(0.75 pet elongation), slip is accompanied by deforma- 
tion bands or kinks which are the cause of the effects 
observed in X-ray Laue photographs. It is interesting 
to compare the behavior of hexagonal metals. The 


writer has shown that cadmium crystals can be ex- 
tended to as much as 100 pct elongation without the 
occurrence of asterism. Examination by the Berg- 
Barrett X-ray method shows that deformation bands 
are absent in cadmium crystals after 20 pct elonga- 
tion in tension 
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E. A. CALNAN—In an investigation of creep 
aluminum now being completed at the National Physi 
cal Laboratory ome time has been devoted to the 

naly of distorted Laue spots in back-reflection pat 
tern Observations were made on various parts 
ndividual grains in a polycrystalline testpiece after 
various amounts of slow creep extension at 250°C. Up 
to approximately 3 pet extension, patterns very similar 
to those shown by the authors were found. In this 
range one grain exhibited simple elongation of the 
Laue pot similar to figs. 16 and 17 and the lattice 


ingle erystal direction, 


the spot could be due to erystallite rotation about an 
in the slip plane perpendicular to the slip direc- 


other workers, but 


Fig. 26—Berg-Barrett X-ray micrograph of an 


elongation) showing 


slip band lines crossing deformation bands. 


Area reduced approximately 
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Fig. 24—Aluminum erystal. 10 pet elongation. Micrograph taken in oblique illumination. X200. Fig. 25—Berg- 
Barrett X-ray micrograph of an aluminum crystal after 4 pet extension showing deformation bands. X50. 
28-25 Area reduced approximately one seventh in repreduction 


ism can be attributed to rotation about the axis in the 
slip plane rather than to inhomogeneous single crystal 
rotation. It should be possible to differentiate be- 
tween the two when the stress axis is near the | 100] 
or [111] directions and it would be interesting to know 
if specimen A-2 throws any light on this point 

In other grains we have observed splitting and 
elongation of the spots, similar to figs. 18 and 19, and 
the general lattice rotation did not appear to agree 
with the single crystal direction. In adjacent parts of 
the same grain the directions of splitting were quite 
different, suggesting that there was a substructure of 
areas of different rotations which may be due to Tay- 
lor crystallite rotation, to inhomogeneous single crys- 
tal rotation, or to rotation about the slip plane normal 
suggested by the authors. The size of the substructure 
at this stage would appear to be a fraction of the area 
irradiated, in this case 0.4 mm diam 

M. K. YEN and W. R. HIBBARD, JR. ‘authors’ 
reply)—The authors wish to thank Messrs. Honey- 
combe and Calnan for their interesting comments. In 
regard to the deformation bands described by Mr 
Honeycombe, recent work by N. K. Chen in Hammond 
Laboratory, Yale University, also showed that in ex- 
tended aluminum single crystals, the deformation 
bands form on the (111) plane, the pole of which co- 
incides with the acting slip direction. However, the 
formation of the bands appeared to be orientation de- 
pendent. Crystals having their axes near 110) did 
not produce bands 

The Laue spots on X-ray photograms for specimen 
A-2 have been examined. Unfortunately, the specimen 
was used for our preliminary work and X-ray photo- 
grams were taken only on the compression side. The 
asterism is only slight but it does not conform to the 
inhomogeneous single crystal rotation described by 
Mr. Calnan. In view of results reported by Hibbard 
that orientation within the individual grain in poly- 
crystalline specimens are rather dispersed due to 
strain hetrogeneities caused by grain boundaries, it 
would not be expected that the results obtained fron 
polycrystalline and single crystal specimens would be 
imuilar 

References 
R. W. Cahn: Jnl. Inst. Metals (London) (1949) 
76, 121 
W. Berg: Ztsch. Krist. (1934) 89, 286 


C.S. Barrett: Tra AIME (1945) 161, 15 
W. R. Hibbard, Jr Tra AIME (1949) 180, 52 
Met. Tech. (Sept. 1948) TP 2469 


JOURNAL OF METALS, AUGUST 1950, TRANSACTIONS AIME, VOL 188 


Si 
Bands 
Shp 
Lewes 
- 


Stages in the Deformation of Monel Metal 
as Shown by Polarized Light 
by D. H. Woodard 
DISCUSSION, L. D. Jaffe presiding 


B. R. BANERJEE—While this method of examina 
tion seems to be extremely useful in the study of 
plastic deformation and the formation of deformation 
bands, it should not be overlooked that the bending 
and waviness of the slip lines as observed here are a 
very gross effect compared to the much smaller scale 
of the fundamental irregularities, faults, and fragmen 
tation of the crystals. If, for example, these “wavy” 
slip lines were due to slip occurring on planes cutting 
across other sets containing twin faults as suggested 
by Barrett," or due to slip on planes passing through 
domains of slightly differing orientations of the type 
recently referred to by Heidenreich,” the present 
method of observation would certainly be unable to 
resolve them 

Dr. Woodard has concluded “initial plastic deforma 
tion occurs through the bending of the lattice around 
a single axis,” but as Mathewson et al." have shown 
that even in single crystals (with favorable orienta 
tions for slip on a single slip system) three slip sys 
tems are operative from the very beginning. The stress 
distribution in a polycrystalline material is much more 
complex and one would hardly expect either slip or 
bending to be of such a simple and uniform nature. In 
the opinion of this writer, in interpreting the results, 
the mechanism of deformation of a_ polycrystalline 
material has been over simnplified, completely ignoring 
the effects of fragmentation which is now known to 
occur on an order of 200 to 800 A (the so-called 
granular details of Heidenreich") as well as the class: 
cal domains of the order of magnitude of 10° cm 

D. H. WOODARD (author's reply)—As Dr. Banerjee 
has pointed out, the observations described in this 
paper are of microscopic order of magnitude. The pos 
sibility does exist that cross-slip and/or rotations of 
the fragmented lattice can cause the curving of the 
slip lines. Yet, the smoothness of the lines at magni 
fications of X2000 and the fact that slip lines were 
observed whose curvature was parallel to and similar 
to that of deformed twin interfaces (they are both 
traces of the octahedral planes) lead me to feel that 
they represent bendings of the planes of maximum 
Twin faults, if they are created in Monei dur 


density 


Fig. 7—Uranium bar with plane of polarization 
rotated 70°. 


Polarized light Area reduced approximately three 
fourths in reproduction 


aS 
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ing slight deformation, should not be likely to give 
such a regularity of pattern. As Dr. Barrett has pointed 
out, the extreme irregularity and waviness of slip lines 
of highly deformed Monel might be caused by faulting 
When creep specimens of Monel are loaded in incre- 
ments so small that there is no resultant lattice bend- 
ing, minute aligned areas of different orientation are 
observed lying parallel to the twin interfaces. These 
I like to think of as representing areas of rotated 
crystallites. (Unpublished work.) 

R. MADDIN—I should like to call attention to a 
slightly different interpretation of some of the very 
interesting data presented in this paper. The author 
shows (fig. 2) that rotation of the plane of polarization 
results in a change in intensity from the one grain to 
the next. It is also apparent from fig. 2 that the in- 
tensity change between twins and their matrix grain 
is not always so noticeable as between neighboring 
grains. Consequently, it seems quite possible that what 
the author terms as bent lattice structure may be slip 
across many annealing twins since some of the author's 
micrographs, fig. 5, b, c and fig. 6 give strong indication 
of containing ponderable twins. The slip lines shown in 
the large grain in fig. 5c, for example, are similar to 
the slip lines appearing in a recrystallized copper or 
brass specimen which has been slightly strained, ie 
they are parallel on both sides of the twin. Again in 
fig. 6, the slip lines appear as if they have passed 
through a series of annealing twins 


B. R. BANERJEE Department of Metallurg cal En- 
gineering, Illinois Institute of Technology, Chicago, Ill 
R. MADDIN Departme t of Metallurgy Johns Hop- 
kins Univer ty Baltimore Md M R HIBB 1RD JR 
Department of Metallurgy, Yale University, New 
Haven, Conn R. M. TRECO,. Massachusetts Institute 
of Technology. Cambridge, Mas 


D. H. WOODARD— Although there are many un 
absorbed twin orientations that exist in annealed 
Monel, one has always been able to observe the differ 
ences in orientation under polarized light. The straight 
twin interfaces, which would be severely distorted by 
the t'me deformation bands were formed, were not ob 
served as delineating those bands. Under such circum 
stances, I do not feel that the changes in direction of 
the slip lines can be wholly attributed to their passage 
through annealing twins 

W. R. HIBBARD, JR.—I suggest that this technique 
be evaluated by the use of single crystals with a simple 
mode of deformation where the exact changes in struc 


9 
Fig. 8—Same as fig. 7 with plane rotated 90°. 
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Fig. 9—Same as fig. 7 with plane rotated 110°. 
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Figs. 10-11—Zirconium bar reduced 96 pet by cold- 
swaging. 

Pig. 10. Transverse. XO. Polarized light. Fig. 11, Longitudinal 
Aloe Polarized. Area reduced approximately one fourth 
ture, orientation, and so forth, can be measured by 
other means such as etch pits and X-ray, and then 
the ensitivity of polarized light microscopy deter 

mined accurately 

R. M. TRECO—In my work for the atomic energy 
program, it has been necessary to use polarized light 
for several years as a standard n etallographic method 
for analyzing the microstructures of rather unusual 
metal The method has proved quite satisfactory for 
uch metals as beryllium, zirconium, uranium, etc. in 
the cold-worked, annealed, and heat-treated stages 
Polarized light is very sensitive to variations in crystal- 
lographic orientation in different grains and in the 
ubstructure within a single grain. Figs. 7, 8, and 9 
how the microstructure of a uranium bar with the 
plane of polarization rotated 70°, 90° and 110° respec 
tivel to show the presence of intersecting twin bands 
It will be noted that the 90° rotation corresponding to 

ct 


crossed nicols is the correct angle for interpretation 
f the microstructure ince a maximum of detail is 
present. Sampk uch as this, electropolished only, 


how no detail under bright light, and the presence of 
in oxide film of the order of 200 A in thickness does 
rot affect the structure obtained 

Dr. Woodard ha hown us the early and inter- 
mediate stages of cold working only. It is interesting 
to consider also the effects of much heavier deforma- 


tions, fi 10 and 11 showing the transverse and longi 
tudinal structures respectively of crystal bar zirconium 
cold-swaged to a reduction of 96 pet. The light areas 
in the transverse section indicate a high degree of 
preferred orientation 

By examining the longitudinal section of the same 


pecimen we effectively rotate the plane of polariza 
tion through a 90° angle and find that the bright areas 
if the transverse section now appear as dark longi 


tudinal bands, while the formerly dark areas are light 


band which rema dark through a comple te rotation 
of the stage. The microstructure of cold-worked zir 
coniu thu hows an unusual type of fibering under 
polarized light and indicates a strong preferred orienta 


tion around the mngitudinal axis of the bar 


D. H. WOODARD—I would like to thank Dr. Hibbard 
and Mr. Treco for their encouraging remarks. The 
micrographs of Mr. Tre« how areas which are ap 
parently deformation t S vhat similar area 
have been observed in Monel spe mens that have been 


fractured in liquid nitrogen. A study of the develop 
nent of preferred orientation, a h bv polarized 
light now in progre ind ll be orted shortly 
As Mr. Treco has shown, both uranium and zirconiun 
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Influence of Temperature on the Stress-strain- 
energy Relationship for Copper and 
Nickel-copper Alloy 
by D. J. McAdam, Jr. 

DISCUSSION, L. D. Jaffe presiding 


G. W. GEIL—Dr. McAdam has presented many 
thought provoking ideas in this paper. The numerous 
assumptions and the novel method of developing a 
stress-strain-energy relationship for metals may pre- 
sent a qualitative picture of this relationship 

The procedure and assumptions used by the author 
for deriving flow-stress curves from experimental 
data obtained at the National Bureau of Standards on 
Monel and copper, as tested in tension at various tem- 
peratures, are given in some detail in the text. At the 
time these tests were made, no suitable method was 
available for following the change in diameter of the 
specimens during the tests at subzero temperatures 
Thus the procedure used by the author in deriving the 
flow-stress curves was perhaps the best available to 
him. However, subsequent to Dr. McAdam’s retire- 
ment from this Bureau in 1947, tension tests at sub- 
zero temperatures have been made on Monel and other 
metals in which changes in diameter were accurately 
followed during the entire test. Flow-stress curves as 
established from such measurements on specimens of 
the same heat of annealed Monel tested at 188°C 
and at room temperature, and the curve derived by 
Dr. McAdam for a test at 188°C with a sample of a 
different heat of Monel, are reproduced in fig. 12. The 
accurately determined flow-stress values for the test 
at 188°C are plotted and designated by the subscript 
1 in this figure. The symbols M, F, R and T represent 
the same quantities in this figure as in the author's 
pape It is obvious that a flow-stress curve drawn 
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through the established points would not conform to 
the curve as derived by the author. A portion of the 
established curve between the points representing the 
drop of beam at yielding and the maximum load, M,, 
falls considerably below the derived curve. The por- 
tion of the established curve F, between the points 
representing maximum load and fracture would 
diverge from the derived curve and rise considerably 
above it at the beginning of fracture, T,. The percent 
change in coordinates from R, to T, for the specimen 
tested at —188°C is about one fifth that observed in 
the test with the same heat of Monel at room tempera- 
ture and does not conform to the assumption made by 
the author in deriving his flow-stress curves at low 
temperatures, namely, that the percent decrease in 
coordinates from R to T should be the same for Monel 
tested at low temperatures as for Monel at room tem- 
perature. The flow-stress curve obtained with a speci- 
men of the same heat of Monel tested in tension at 

196°C was almost identical with the curve obtained 
in the test at —188°C; it was slightly above the latter 
curve. However, the percent decrease in coordinates 
from R, to T, was approximately one half that ob- 
tained in the test at 188°C. It is evident that the 
assumption used by the author to derive the points T, 
representing the beginning of fracture, for the low 
temperature tests is not valid. 

The author’s method of constructing the portions of 
the flow-stress curve representing the extension from 
yield to maximum load (fig. 1) may be questionable 
as indicated by the large variation existing between 
the established and the author’s derived curve for a 
test at —188°C as shown in fig. 12. 

No mention is made by the author that the test 
data used by him for deriving the flow-stress curves 
for Monel at —188° and at room temperature were 
obtained from annealed and cold-drawn specimens 
prepared from different heats. Some variation existed 
in the tensile properties at room temperature of the 
two heats as illustrated by the results obtained on an- 
nealed specimens as follows 


Property 
(Room Temperature) Heat I* Heat? 
Yield, 1000 psi 38 35 
Ultimate, 1000 psi 88 86 
Fracture, 1000 psi 211 205 
4, A 4.0 3.58 

* Material used fer testing at 188° and 128°C 

Material used for testing at room temperature 


There apparently are some errors in the replotting 
of the data for oxygen-free copper (fig. 3) from pre- 
vious publications. The ductility value (A,/A) for 
the annealed copper tested at 188°C is plotted as 5.9, 
whereas the determined value, as given in a previous 
publication,’ was approximately 4.2. The fracture 
stress value for the cold-drawn copper specimen 
tested at 188°C is plotted as approximately 122,000 
psi, whereas the determined value, as given in a pre- 
vious publication,’ was approximately 145,000 psi. 
These corrections would alter considerably the post- 
tions and slopes of the corresponding flow-stress 
curves at this temperature. The tension tests at —128°C 
with specimens of annealed and cold-drawn copper 
were not continued to complete fracture and no deter- 
minations were made of the fracture stress or duc- 
tility at fracture. Perhaps the author has used some 
extrapolated values. The determinations of the stress 
and ductility at the beginning of fracture of these 
copper specimens (except the specimens tested at 
room temperature) were not based on simultaneous 
load and diameter measurements during the tension 
test and should be considered only as approximate 
values. Simultaneous load and diameter measurements 
during the entire tension test are essential for an ac- 
curate determination of the flow-stress curve. 

The author derives his F. curves (flow under uni- 
directional tension) at low from the 
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Fig. 12-—-Flow-stress curves. 


corresponding F curves and the assumption that the 
triaxial stresses involved during the deformation 
from initial necking to fracture are the same as in the 
tests at room temperature; the F. curves are con- 
structed with the same percent deviation from the 
corresponding F curve as at room temperature. This 
assumption implies that the contour of the necked 
portion of the specimens during the deformation at 
different temperatures is similar. An examination of 
some specimens, tested at room and at low tempera- 
tures, in which the strains, A.A, from maximum load 
to fracture were the same, indicated that this assump- 
tion may not be valid. Although the minimum di- 
ameters of the necked areas were approximately equal, 
the necking generally extended over a greater length 
in the specimens tested at low temperatures than at 
room temperature. Thus the triaxial stresses involved 
would be different and the percent deviation of the F 
curves from the F curves at low temperatures prob- 
ably should be less than that for the tests at room 
temperature. 

As the “secondary,” the “tertiary,” and other de- 
rived curves developed by the author in the remaining 
figures of his paper are based on the flow-stress 
curves, F, and the derived F.. curves, in figs. 1, 2, and 3 
and on additional assumptions, the validity of quan- 
titative comparison of this series of derived curves is 
questionable 


G. W. GEIL, National Bureau of Standards, Wash- 
ington, D.C. 


D. J. McADAM, JR.—Mr Geil’s discussion exhibits 
a lack of perspective. An instance of this is his 
emphasis of the fact that the diagrams for Monel were 
from two different heats. In support of his idea that 
the heats differed significantly, he presents a table of 
tensile properties obtained with a specimen from each 
heat. The ultimate stresses of these specimens differed 
by 2.3 pct, the fracture stresses differed by 2.4 pct, the 
values for reduction of area evidently were 75 and 
72 pet, and the difference in yield stress was unim- 
portant. No better agreement in tensile properties 
would be expected if the tests had been made on two 
separately annealed specimens from the same bar, and 
greater differences might have been obtained with 
specimens from different bars of the same heat. The 
important property is the ultimate stress 


The heat designated No. 1 in the table is the one 
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used in obtaining the results in reference 11 of the 
paper. In that investigation and in others, Dr. Mebs 
and I had occasion to anneal many sets of specimens 
from numerous cold-drawn bars of Monel, all from the 
same heat. We found that the ultimate stresses of 
specimens from different annealing sets sometimes dif- 
fered by several percent, especially when the speci- 
mens were from different bars. The range of values 
thus obtained was about twice as great as the differ- 
ence in ultimate stresses shown in Mr. Geil’s table 
Evidence for this can be found by comparing figs. 3, 4 
and 19 of reference 11 

Another instance of lack of perspective is Mr. Geil’s 
use of his fig. 12. His discussion tends to give the im- 
pression that the two curves for —188°C differ materi- 
ally throughout the strain range beyond point M. 
However, the curves coincide throughout the impor- 
tant part of this range, and the extreme difference 
between corresponding flow stresses is about 6 pet 
Not much better agreement would be expected if 
transverse measurements had been made during each 
test 

Between yield and maximum load the two curves 
differ greatly in form. Comparison with fig. 5 of the 
paper, however, shows that this difference would have 
no important effect on constant state curve A, would 
have no effect on curves B and C, and thus would 
have no appreciable effect on the graphically estab- 
lished points used in constructing the tertiary flow- 
tress curves. Moreover, the abnormal form of Mr 
Geil’s curve suggests that additional evidence is 
needed to determine whether the curve typifies the 
flow of Monel at 188°C. Whereas the curve derived 


from the paper is similar in form to the curve estab- 
lished by numerous transverse measurements at room 
temperature, the curve presented by Mr. Geil cuts 
acro in a nearly straight line between flow stresses 
80,000 and 140,000, changes to another nearly straight 
line, and again bends abruptly near point M No 
uch form of curve has been obtained with Monel, 
copper o1 teels at room temperature Moreover 
Mr. Geil curve differ greatly in form from the ac- 
curately determined curves obtained by Dorn, Gold- 
berg and Tiet The curves obtained by these authors 
it low temperatures with aluminum, copper, brass, and 
magnesiun ire imilar to those obtained at room 
temperature. The curve presented by Mr. Geil, there- 
fore vidently is not a typical flow-stress curve for 


188 C. The evidence thus tends to confirm the gen- 
eral usefulness of the procedure used in the paper 


Much emphasis is given by Mr. Geil to alleged 
errors In the plotting of values for the fracture stress 
ind ductility of copper in fig. 3. Since the main pur- 
pose of the paper could be achieved as well without 
curves F and the points representing fracture, and 

nee the construction of the diagran or Monel (fig 
, described in detail, it was considered necessary 
to use much le pace in describing fig. 3 for copper 
The true fracture stre for annealed oxygen-free 
copper cannot be determined even approximately by 

ear { a conventional tension test. Consequently, 
in the investigation described in reference 11, Dr 
Met mynd I used a much more tediou method in de- 
terminin ipproximately the tre at the beginning 
of fracture. The tension tests were interrupted at fre- 
quent interval ind transverse measurements were 


made. In the tests at low temperatures, this procedure 


involved the removal of the specimen before measure- 
ment and continuation of the test after the pecimen 
had been cooled again to the low temperature 


By this procedure, the determination of the strain at 
the beginning of fracture generally le accurate 


than the determination of the stre Reconsideration 


of the evidence for the ductilitv of anne aled copper 
it 188°C led to the conclusion that the value of 4.2 
indicated in reference 11 is too small, and that the 
value should be about 5.9 as indicated in fig. 3 of the 
paper As would be expected, this value is greate1 
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than the value obtained at room temperature. Since 
time was not available for the use of this slow pro- 
cedure in the tests at —128°C, the specimens were not 
extended to fracture. The fracture stresses for these 
specimens in fig. 3, therefore, have been determined 
by linear interpolation. As illustrated in figs. 19 and 
20 of reference 11, the strength indexes for Monel and 
copper vary linearly with temperature on the scale 
used. The fracture stresses thus determined probably 
are as accurate as those determined directly at —188°C. 
Because the fracture stress of the cold-worked copper 
at 188°C was determined by a quick test in the 
conventional way, a correction was applied to give an 
approximate value for the stress at the beginning of 
fracture; the method of correction is the same that has 
been used for Monel (fig. 2). The flow-stress curves 
for the cold-worked copper in fig. 3 are merely quali- 
tative representations added to complete the picture. 
They are not used in the derivation of other curves. 
Mr. Geil apparently thinks that the object of the 
paper has not been attained unless the F. curves for 
low temperatures have been extended with great ac- 
curacy far beyond the points representing the maxi- 
mum load. The object of the paper, however, would 
have been attained if the F. curves and the tertiary 
curves for Monel had been merely extended through 
constant-state curve C (figs. 4 and 5), and if the cor- 
responding curves for copper had been merely ex- 
tended through curve A (figs. 5 and 6). Although no 
allowance has been made for the well-known fact that 
the contour of the necked part of a specimen varies 
with the temperature, any resultant error in the di- 
vergence of the F.. curves would have practically no 
effect on the curves within the important strain range 
In view of the fact that the error would be much less 
in the curves for —128°C and 78°C, than in the 
curves for 188°C, a glance at figs. 5 and 6 will show 
that the only constant-state curve that might be af- 
fected appreciably is curve B for copper. In deriving 
fig. 8 some use has been made of the extended curves 
in the region beyond the constant-state curves of figs 
4 to 7. However, as illustrated in the left-hand dia- 
gram of fig. 8, the results were essentially the same 
as if attention had been confined to curves derived 
from the accurately established regions of figs. 4 to 7 
Curves F, can be established with sufficient accu- 
racy without the use of curves F. As shown in the 
paper, the ordinate ratios for curves F. increase only 
slightly with extension beyond the points representing 
the maximum load. This relationship is in accord 
with evidence, which would require too much space 
for presentation here. Although the ordinate ratios 
increase continuously with plastic strain, nearly all 
the increase occurs between vield and maximum load 
The last sentence of Mr. Geil’s discussion contains 
the amazing assertion that the secondary flow-stress 
curves (S) are based on curves F and the derived F 
curves. The paper is founded on the comparison of 
ndependently developed primary and secondary flow- 
stress curves. As previously shown, the tertiary 
curves are based on the accurately established re- 
gions of the diagrams. The final clause of Mr. Geil’s 
discussion questions the “validity” of something that 
is not in the paper. No quantitative comparison of 
derived curves has been made. Moreover, no numeri- 
cal value is mentioned in any of the conclusions at the 
end of the paper. However, if the word “quantitative” 
refers to the accuracy that might be expected in 
mechanical testing, quantitative comparison of the de- 
rived curves would be valid except possibly in the 
regions beyond the constant-state curves 
The following comment has no connection with Mr 
Geil’s discussion. Curves E in fig. 11 are based on the 
assumption that the variation of latent energy with 
plastic strain is in accordance with the diagrams pre- 
sented by Taylor and Quinney In a recent study of 
the evidence, however, I have reached the conclusion 
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that the influence of plastic strain on latent energy is 
not in accord with the views of Taylor and Quinney. 
Curves E in fig. 11, therefore, are probably too steep. 
Moreover, I would now prefix to conclusion 10 of the 
paper the words, “For constant intrinsic strength.” 


A Method of Examination of Sections of 
Fine Metal Powder Particles with the 
Electron Microscope 
by L. Delisle 
DISCUSSION, J. D. Shaw presiding 


A. H. GEISLER—The magnification in this paper can 
be appreciated by the metallurgist only when the grain 
sizes are expressed in familiar terms. In fig. 3a, for 
example, the grain diameter is about 0.00001 in. which 
corresponds to the prodigious figure of 64,000,000,000 
grains per cu mm. Where can one obtain a supply of 
the mounting plastic, aerotex M-3? What specific tech- 
niques were used to strip formvar or parlodion replicas 
from the surface or shadow cast for the various illus- 
trations in the paper? Were the three basic types of 
structures in carbonyl] iron powder associated with dif- 
ferent conditions of formation? ° 

L. DELISLE (author's reply)—I thank Dr. Geisler 
for his realistic illustration of the magnifications re- 
ported in this work. Aerotex M-3 is supplied by Ameri- 
can Cyanamid Co., Textile Resin Department, Bound 
Brook, N. a 

Regarding stripping, the replica solution was poured 
over the surface of the specimens which were drained 
and allowed to dry. The replicas were then stripped 
with scotch tape on which the supporting screens had 
been placed. Before stripping, breathing on the speci- 
men surface, covered with the dried replica film, helps 
in the removal of the replica. That method is one of 
the standard procedures used for plastic film prepara 
tion. References are given at the end of the paper 

Manganese, as mentioned in the paver, was the 
shadow casting metal. 

The structures of carbonyl iron shown in the paper, 
as explained, were observed in the minute amount of 
powder used for one mount; that amount was taken 
from one sample of powder. For lack of information 
on the sample, the differences cannot be explained. The 
micrographs are simply intended to show the type of 
structure differences that can be brought out clearly 
by the electron microscope and would probably be 
missed in the light microscope. 


A. H. GEISLER, Research Laboratory, General Elec- 
tric Co., Schenectady, N. Y.; L. S. BUSCH, P. R. Mal- 
lory Co., Indianapolis, Ind.; R. STEINITZ, American 
Electro Metal Corp., Yonkers, N. Y 


L. S. BUSCH—Was there any correlation between 
surface characteristics and reduction practice? Was 
there any effect on the fabrication characteristics of 
the powder? 

L. DELISLE—The paper was intended only to de- 
scribe a method of preparation of metal powders for 
examination with the electron microscope. No cor- 
relation was therefore established between the struc 
tures and surface characteristics observed and the con 
ditions of fabrication; it is hoped, however, that it was 
shown that such a correlation could be studied with 
the electron microscope when the details involved can 
no longer be resolved with the light microscope 

R. STEINITZ—Have you ever tried to make an elec 
tron micrograph of finer iron powder, about 1/10 micron 
in size, or do you think it possible? 

L. DELISLE—It is probably possible to obtain elec- 
tron micrographs of sections of iron particles, about 
1/10 micron in diameter. The micrographs would show 
the size and shape of the section; they may not show 
structural details clearly. It is quite possible that modi- 
fication of the techniques now in use would also permit 


observation of such structural details within the par- 
ticles. Outlines of the particles, dispersed in a support- 
ing film, could no doubt be obtained easily. 


Determination of Boundary Stresses during 
the Compression of Cylindrical 
Powder Compacts 
by M. E. Shank and John Wulff 
DISCUSSION, J. D. Shaw presiding 


P. DUWEZ and L. ZWELL—The authors have pre- 
sented very interesting results on the side pressure 
distribution in a die. The reason for the difference be- 
tween these results and those we published in their 
ref. 5 is possibly the fact that the motion of the piston 
we used in our measurements introduced some per- 
turbating effect. According to our measurements, the 
radial pressure on the side of the die decreases from 
the piston to the center of the compact (supposing that 
both pistons are moving). This situation seems to be 
quite logical, since, as the length of the compact is 
increased (or more exactly, as the ratio of length to 
diameter is increased), the side pressure in the center 
must eventually become zero. It is indeed well known 
that for a long enough compact the powder in the 
center will not even be compacted; hence no side pres- 
sure could possibly exist. According to the authors’ 
findings (which were limited to a length to diameter 
ratio of approximately 0.45) pressure in the center of 
the compact is greater than near the pistons. This type 
of side pressure distribution cannot logically persist 
if the length to diameter ratio increases. We wonder 
if the authors have any comments to offer on this sub 


P. DUWEZ, Department of Mechanical Engimeering 
California Institute of Technology, Pasadena, Calif.; L 
ZWELL, California Institute of Technology, Pasadena, 
Calif.: F. V. LENEL, Rensselaer Polytechnic Institute, 
Troy, N. Y.: C. BIER, Radio Cores, Inc., Oak Lawn, IIL, 
J. D. SHAW. S. K. C. Research Associates, Paterson 
N. J.: J. F. KUZMICK, Ekstrand and Tholand, New 
York, N. Y. 


M. E. SHANK (authors’ reply)—Messrs. Duwez and 
Zwell’s comment on an ever-increasing length of die 
causing the radial pressure at the center eventually to 
be zero is a very logical one. I believe there are two 
opposite tendencies operating here. In the case of very 
short compacts, since the densification of the center is 
not as great as it is near the plungers, the radial pres- 
sure in the center will be larger than the radial pres 
sure at the more densified (almost solid) part toward 
the ends. This tendency will persist until the die is 
increased to a certain length and then the phenomena 
that Dr. Duwez mentioned will take over. The center 
of a long compact will be so far from the place where 
pressure is applied that the pressure in the center will 
be zero. Thus, for constant compacting pressure, a 
curve of radial pressure at the center would first rise, 
with increasing compact length, and then fall We 
worked on very short compacts because the mathe- 
matical analysis got so very complicated for long com 
pacts that we could not analyze some of the data we 
had 

F. V. LENEL—Will this method permit quantitative 
measurements of the influence of various lubricants 
upon die friction or will the effects that are measured 
by this method be so small that actual differences in 
die friction due to different lubricants cannot be 
measured quantitatively? 

M. E. SHANK—I will agree with Dr. Lenel in that 
the precise quantitative measurements of the value of 
various lubricants cannot be made. We can from this 
method, however, qualitatively determine which of 
several lubricants might be better. We can rate them, 
say, one, two, three. We found stearic acid was better 
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than the others, but I cannot say numerically how 
much better 

C. BIER—There are two points that I would like to 
make about this paper. One is that in regard to the die 
lubricant I believe that the analysis similar to that 
which just has been reported on in this paper with the 
die lubricant mixed in with the powder rather than 
put on as a slurry on the die wall would be very inter- 
esting. It might, for example, bring out some of the 
answers to the questions that come up when we look 
at the results indicated by the strain gauges 

Another point that I would like to make is that in 
regard to Dr. Duwez’ comments about what happens 
when we pre a very long compact or briquette, one 
that has a great length in relation to its diameter, the 
straight line relationship shown between radial strain 
and material being used, might be somewhat less start- 
ling if we consider Dr. Duwez’ comments. For example, 
we wonder why is there a straight line relationship 
with all the various powders on that straight line? It 
does not seem logical that such large variations in 
metal powders would all fall on the same straight line 
of a relationship between radial strain and briquetting 
pressure. If we remember that these metal powders 
have large variations in apparent density, we have the 
picture Dr. Duwez was making, the effect of a long, 
tall evlinder as compared to a short one. The answer 
to why we have the straight line is still not exactly 
vhen we have metal powders which have 
large variations in apparent density we would expect 
the relationship that Dr. Duwez brings out, that is, a 
difference between a long cylinder and a short cylinder 

It is not clear to me why we have all these points 
for different metal powders falling in a straight line 
in a relation between briquetting pressure and radial 
tre 

M. E. SHANK~—In regard to the placement of lubri 
cants in the powder rather than along the die wall, 
this was considered in the paper of Kamm, Steinberg, 


ind in which they dissolved stearic acid in a 
liquid edium in vacuum, placed the powder in the 
resultir lution, evaporated the liquid and therefore 
left each particle coated with a laver of stearic acid 
They did tl for several compacts and found in all 
cases that lubrication of the particles in the compact 
had a very, very small effect compared to the efficiency 


of lubricant placed on the die wall 


With reference to the second question, this method 


dependent for it easurement on the strain of the 
die. The train on the die is going to be proportional 
to stre n the die. In other words, in this method we 
are not interested in the displacement of the powder 
tself: we are only interested in what happens as this 
powce pushe igainst the die wall and causes it to 
be displaced. Now it happens that regardless of powder 
particle ‘ r distribution, the constraining body, 
which the dis distended a certain amount as the 
pressure ipplied to the plungers, and consequently, 
the materials all fall in the same line. Lead, for in 
tance ht fl re and the particles might deform 
more than a harder powder like iron, but neverthe 
le the particle vill tend to move outward against 
the constraint within the die and push against it 

J. D. SHAW—Has any work been done on the effect 
of highly 1 hed surfaces and what differences such 
mate ils have n the test results? And also, what 
effect i] u te il is cemented carbide 
have 

M. FE. SHANK—We h to extend this work further 
The die that we used has a very highly polished sur 
fact i ? tter ft fact i diamond lapped irtace 
Fr the < here, Iw i state the pir n that a 
I ! urface ild not cl e the value of radial 
pre re anv but ild certain! reat crease the 
hear tre ‘ n the dic I believe that t! nvestiga 
tion should be pursued e are ng t irsue it 
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carbide and also the effect of wall smoothness or rough- 
ness on the pressing operation. 

J. F. KUZMICK—I have been thinking a little more 
about this startling revelation today, that the type of 
powder does not have too much effect on the radial 
strain vs. the pressure applied, and I wonder whether 
we might explain that in a rather simple mechanical 
way. We know how we compress powder. We need 
very little pressure to consolidate the volume of powder 
to a considerable degree and it is only at the very end 
of the pressing stroke that we begin to get a compact 
that holds together. 

In other words, if the compression ratio is 3 to 1, we 
might compress 2% to 1, and if we ejected the powder 
from the die we would still have powder. Then if we 
increase that compression to say 254 to 1, we have a 
compact that holds together, and finally, when we go 
to 3, only then do we have a dense compact. Therefore 
it seems to me, whether we use fine powder or coarse 
powder or whether it is copper or iron, the particles 
in effect are losing their identity as we approach the 
point where they cohere to form a compact which will 
hold together, and we are reaching a state where we 
are dealing with a mass of metal rather than powder. 

We could look upon it as increasing the size of our 
die punch as wg compress powder in the die. The por- 
tion nearest the moving punch, as pointed out, will get 
the greatest effect of that pressure, and therefore, we 
will get high densification of a layer of powder right 
next to the moving punch, so we might say that the 
punch has been increased in length by, say, a few 
thousandths of an inch. Then, as it comes down a little 
more, some of that pressure is lost due to friction be- 
tween the first section of the compact and the die wall. 
Nevertheless, we will apply pressure to the next layer. 
In the meantime, our bottom plunger is doing the same 
thing from the opposite direction, and finally, when 
we get close to the end of our stroke we have in effect 
two longer punches with a very thin layer of powder 
in between 

In other words, if we began with an extremely thin 
layer of powder, whether it be copper or iron, or fine 
or coarse, I think we would find we would get just 
about the same radial pressure as the result of pres- 
sure applied to the die punch. And even in thicker 
layers of powder we approach that condition if we 
look at it as having rather solid metal next to it and 
free powder in the middle, and finally, in very long 
pieces we end up with a much longer punch, but most 
of our pressure has been lost due to friction, so we 
have uncompacted powder in the center and zero radial 
pressure 

M. E. SHANK—I think that is quite true, and that 
question can have further light shed on it if we press 
such things in the die as tungsten, which will not be 
plastically deformed to any extent, and lead, which 
will be greatly deformed and bonded 


A Dilatometric Study of the Sintering of 
Metal Powder Compacts 
by P. Duwez and H. Martens 
DISCUSSION, R. P. Koehring presiding 


D. D. HOWAT, J. P. CRANSTON, and R. L. CRAIK 

We have read this paper with interest as we also 
have made quite an extensive investigation of the 
sintering of copper-zinc compacts and, to a smaller 
extent, of the sintering of the two pure metals 

We have not only used volume changes and X-ray 
diffraction methods to study the sintering process, but 
also changes in electrical resistivity and in heat ab- 
sorption to obtain additional data, the latter investiga- 
tions all having been carried out in vacuum 

At first, in all cases, resistivity increases with tem 
perature as in a solid metal. This is followed by a 
rapid decrease in resistivity, heating being continued 
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until there is a linear relationship between resistivity 
and temperature. 

Tests on pure copper compacts (compressed at 20, 
50, and 80 tsi) showed a decrease in resistivity be- 
ginning at 80° to 100°C, a typical example of such a 
curve is shown in fig. 13. This, we believe, indicates 
the onset of sintering, although no volume change is 
recorded in the curves shown by the authors until a 
temperature of 800°F (425°C). 

This may be explained by the assumption that cop- 
per particles, produced by atomization and subse- 
quently compacted under high pressures, have a sur- 
face film of “disordered atoms.” The first step in the 
sintering process may be a bridging effect between 
the disordered surface films of adjacent particles, 
thereby increasing the area of contact and decreasing 
the resistivity. Such a reaction may occur with no 
perceptible shrinkage and this suggestion may help to 
explain the gap of over 300°C between the tempera- 
ture indicating the first change in resistivity and that 
at which shrinkage becomes perceptible according to 
the results of Duwez and Martens. We found no ap- 
preciable shrinkage in pure copper compacts up to 
a temperature of 650°C 

In general our volume change results agree very 
40 
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Fig. 13—Voltage curve. Pure copper compact of 
fine powder pressed at 50 tsi. Heated in vacuo. 


closely with those of Duwez and Martens for the cop- 
per-zinc compacts, an example of our volume change 
curves being shown in fig. 14. Fig. 14 also shows the 
changes in resistivity in 60-40 copper-zinc compacts, 
made up in one case from a coarse copper powder and 
in the other from a fine copper powder. It is obvious 
that the major changes in volume and resistivity oc- 
cur at the same temperatures in the copper-zinc com- 
pacts 

Finally, fig. 15 shows the differential thermal curve 
obtained from a powder compact using solid copper 
as a standard. Here again it is evident that the changes 
in heat absorption and in electrical resistivity and 
volume occur at the same temperature 

We agree with the tentative explanation offered by 
the authors that the zinc particles are absorbed by the 
copper particles which grow in size leaving cavities in 
spaces formerly occupied by the zinc. We suggest 
that this explanation may be amplified by assuming 
that the zinc is transferred to the copper through the 
vapor phase. The zinc, depositing on the copper, forms 
a film of alloy with a much lower zinc vapor pressure, 
so enabling further condensation of zinc to occur 
Smigelskas and Kirkendall” have shown that the rate 
of diffusion of zine into a copper-rich alloy is much 
more rapid than the diffusion of copper into an alloy 
with lower copper content, so that the zine concentra- 
tion in the surface film around the copper particles 


may remain at a level which gives a much lower zinc 


vapor pressure than that of free zinc. By extrapolat- 
ing Hargreaves" data for the values of log p 
the reciprocal of temperature it is quite evident that 
a wide gap exists between the vapor pressure of zinc 
and that of the brasses at the temperatures In question 


against 


An advantage of postulating the transfer of zinc to 


copper through the vapor phase is that the total sur- 
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Fig. 14—Dilatometer and voltage curves. Copper- 
zine compacts pressed at 50 tsi. Heated in vacuo. 


face area of the copper particles may be taken as the 
diffusion interface in place of the much more restricted 
area involved if solid diffusion alone is postulated 
across the point contacts which may be assumed to 
exist between the constituent particles. The rapid 
disappearance of the free zinc and the formation of 
copper-zinc alloys at low temperatures is a most no- 
ticeable feature of this investigation and we suggest 
that the transfer of zinc through the vapor phase 
offers at least a partial explanation of this fact. Owen 
and Pickup” have shown that formation of the phase, 
CuZn, (always the first product to appear) occurs 
within a few minutes when copper and zine particles 
are merely shaken together and heated inside an 
evacuated sealed container. It is difficult to visualize 
such rapid transfer occurring purely by solid-solid 
contact 

Our results show that the volume changes increase 
progressively with zine additions at least up to 60 pet 
zine, the limit of our investigations. As this composi- 
tion range includes the formation of @ and § solid 
solutions and of the 7 phase, we feel that the sugges- 
tion put forward in the paper, that these large volume 
changes in sintering only occur in the case of simple 
solid solution formation, is inadequate to cover all the 
data 

As indicated, changes in volume, in resistivity, and 
in heat absorption may all be employed to indicate the 
onset and progress of sintering. In the case of the 
copper-zine compacts the results obtained by all three 
methods are in close agreement. This is not shown 
in the case of pure copper compacts where changes in 
resistivity indicate the onset of sintering at tempera- 
tures far below those given by the volume and heat 
absorption changes 

We hope to publish a detailed account of our in- 
vestigations in the near future 

P. DUWEZ and H. MARTENS (authors’ reply)—We 
wish to thank Messrs. Howat, Cranston, and Craik for 
their interesting discussion. We believe that the trans- 
port of zinc through the vapor phase suggested by the 


discussers is a very probable mechanism. However, 
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Fig. 15—Differential thermocouple curve. 60/40 
copper-zine compact (fine copper powder) pressed 
at 50 tsi. Heated in vacuo. 
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transfer of metal through the vapor phase is not an 
essential factor in promoting the growth of a compact. 
In the case of a copper-tin alloy, for example, steps in 
the thermal expansion curves are observed during 
sintering, although no tin could possibly be transferred 
through a vapor phase. This question has been dis- 
cussed more completely in a paper presented at the 
International Congress of Powder Metallurgy in Graz, 
Austria, in 1948 

The discussers seem to have slightly misinterpreted 
our conclusion relative to the case of metals forming 
solid solutions. As we explained in the paper, the fact 
that two metals form a complete series of solid solu- 
tions may prevent swelling of the compact. We never 
suggested the opposite point of view the reviewers 
infer by saying “large volume changes in sintering 
only occur in the case of simple solid solution 


formation.’ 


D. D. HOWAT and R. L. CRAIK, Department of 
Metallurgy, The Royal Technical College, Glasgow, 
Scotland; J. P. CRANSTON, Department of Metallurgy, 
The University, Manchester, England; H. H HAUS- 
NER, Sylvania Electric Products Inc., Bayside, L. L., 
N. Y.; C. BIER, Radio Cores, Inc., Oak Lawn, IIL.; R. P 
KOEHRING, Moraine Products Div., General Motors 
Corp Dayton, Ohio 


H. H. HAUSNER—In what atmosphere were the 
experiments made, and were big differences found in 
the results of the studies using various atmospheres 
for sintering? 

P. DUWEZ (authors’ reply)—All these experiments 
I just mentioned were made in hydrogen and also in 
helium. In both cases the shape of the thermal ex- 
pansion curve was the same 

C. BIER—Are any data available from this dilatome- 


tric study for temperatures over 1400°F? 
Dr. Duwez’ point about the distortion of brass bri- 
quettes in commercial sintering being a function of the 


rate of heating is very well taken. Distortion may be 
me by packing the briquette in bone black 
which results in a lower and more uniform rate of 
heating 

P. DUWEZ—The measurements were carried up to 
1400°F onl At higher temperatures, shrinkage will 
probably proceed at a faster rat« 

R. P. KOEHRING—Dr. Bier, do you think that in the 
example you referred to, the distortion could be at- 
tributed to the loss of zinc by evaporation and/or to 


the possible influence of the sintering atmosphere 
C. BIER—Mr. Koehring’'s remark about atmosphere 
vell taker nee, when brass powders were initially 
being studied, there was considerable interest in the 
ise of bone black as a helping agent for atmosphere 
The experiment described was done with spent bone 
black present ore a packing agent than as a means 
of forming an atmosphere 
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Electrical Resistivity Measurements on Iron- 
silicon Compacts Prepared by the Powder 
Metallurgy Procedure 
by F. W. Glaser 


DISCUSSION, R. P. Koel! g presiding 
R. STEINITZ—During the course of Mr. Glaser’ 
nvestigation of itron-silicon material ve pressed a 


pact, half of which consisted of pure iron and the 
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other half of ferrosilicon. This compact was sintered 
at a fairly high temperature. I do not know the exact 
temperature, but I am sure that it was above the 
gamma transformation point of iron. The ferrosilicon 
contained enough silicon to suppress the alpha-gamma 
transformation completely. After sintering, the fer- 
rosilicon part of the compact was fairly dense, but the 
iron part was still very porous. This again shows an 
agreement with Mr. Duwez’ findings, that shrinkage 
in the alpha range is very much faster than in the 
gamma range. The ferrosilicon remained alpha while 
the iron had changed to gamma at the high sintering 
temperature. 

At the AIME San Francisco meeting, a paper was 
presented in which the degree of homogenization of 
alloys was followed by magnetic measurements. We 
believe that resistivity measurements are very much 
better to follow the alloying process, as the magnetic 
properties are influenced much more by porosity than 
the electrical resistivity. 

R. P. KOEHRING—How nearly would two adjacent 
specimens agree in electrical resistivity? In other 
words, how accurately can you measure resistivity and 
distinguish one specimen from another? 

F. W. GLASER (author's reply)—The accuracy of 
the electrical resistance measurements for this investi- 
gation was very high if the cross-sectional area of the 
sample under test could be determined accurately 
Electrical resistivity measurements in many cases per- 
mitted prediction of silicon content of the sample by 
the use of fig. 7, showing the percent silicon vs 
electrical resistivity relationship 

R. P. KOEHRING—Would you expect that this 
method could be used for determining the degree of 
sintering of other metal or alloy systems besides iron- 
silicon? 

F. W. GLASER—Yes. Though Hausner’ employed 
the electrical resistivity of sintered materials as in- 
dicator of the degree of sintering, and Seelig’ used 
resistance measurements for green strength determina- 
tions of powder compacts, it seems to me that this 
method of testing Fas also very definite limitations 
Alloying and diffusion processes might readily be fol- 
lowed by changes in electrical resistance. However, 
work hardening and oxide films having distinct in- 
fluence on the electrical resistivity of metal powders 
and compacts, might in some cases hide the real 
meaning of this test. The electrical resistivity is also 
influenced by the porosity, especially in low-density 
compacts 

R. P. KOEHRING—In other words, you believe this 
is most applicable to high-density materials which 
you made to a high density by high pressing 

F. W. GLASER—In view of the fact that low densi- 
ties were avoided by the use of the hot-pressing 
method, the electrical resistivity measurements meant 
an accurate and fast method for determining the pro- 
gress of diffusion in these alloys 

J. Q. ADAMS—Were there any particular controls 
on the ammonia atmosphere? Was it dry or wet 
ammonia”? 

F. W. GLASER—AI! heat treating was carried out 
in dry atmospheres: either in hydrogen or cracked 
ammonia. Although the purity of the atmosphere was 
controlled to a high degree by the use of drying 
towers and palladium catalyst, all samples were placed 
into special boats under an additional getter, con- 
sisting either of iron-silicon, iron-aluminum, or sili- 
con powder 

J. T. NORTON—I think there is no question but 
what this discontinuity in the curve relating the re- 
istivity to composition for iron-silicon alloys is due 
to the ordering, which takes place in the general 
composition range of around 16 pct. The ordered con- 
dition has been recognized previously and apparently 
the ordering persists to very high temperature, per- 
haps even to the melting point, so it is reasonable to 
expect that samples which are either quenched o1 
slowly cooled from a temperature close to the melting 
point should give the same results. One would expect 
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to find a lower resistivity in an ordered alloy than in 
disordered alloys which exist at compositions on either 
side. 

J. D. SHAW—There were two different density 
measurements obtained on three different compacts 
which had been sintered at increasing temperatures. 
All the compacts had about the same resistivity. I 
wonder if there is an explanation as to why they had 
the same resistivity, yet there was a wide difference 
in the porosity or density between one of these and 
the other two 
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F. W. GLASER—The materials you refer to have 
been tabulated in table III, and contain 33.5 pct silicon 
In the higher density ranges, the resistivity varies 
only very little with decrease of porosity 

R. P. KOEHRING—I have another question in re- 
gard to the lower density materials. Would it not be 
possible to compare resistivity measurements on 
materials of corresponding density? You said you 
could not use this method on low density materials, 
only on materials that are of maximum density. If 
you compared the resistivity measurements against 
completeness of sintering on materials of similar lower 
density, would you not still get a correlation? 

F. W. GLASER—Yes. I believe you will be able to 
compare specimens for their completeness of sinter- 
ing if their densities are alike, or nearly alike, even 
in lower density ranges. 
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The Yielding and Strain-aging of Carbur- 
ized and Nitrided Single Crystals of Iron 
by H. Schwartzbart and J. R. Low, Jr. 
DISCUSSION, R. W. E. Leiter presiding 


A. N. HOLDEN and J. H. HOLLOMON—A detailed 
analysis of Schwartzbart and Low’s data indicates 
that it has not yet been demonstrated that single 
crystals of iron exhibit a drop in load and constant 
lower yield stress upon initial vielding. The present 
paper brings into focus the confusion as to the nature 
of the initial yielding of steel and emphasizes the need 
for additional careful experimental research. It can 
now be concluded definitely, however, that even if 
single crystals of steel are subsequently shown to 
have an initial drop in load and lower yield-point 
elongation, this elongation will be found to be signifi- 
cantly smaller than that of fine-grained polycrystalline 
specimens. 

In order to emphasize the contradictions § in 
Schwartzbart and Low’s research, a detailed analysis 
of their results follows 

Crystal No. 2, the data for which are in fig. 9, ex- 
hibited no trace of a yield point in either the car- 
burized or decarburized condition 

If the “drop in load” in the flow curve of carburized 
crystal No. 3, fig. 11, is considered a yield point, the 
horizontal part of the initial flow curve of the de- 
carburized crystal No. 3 is also a yield point. Further- 
more, the two crystals labeled No. 3 and purportedly 
of the same orientation have a large difference in 
elastic moduli 

Of all the crystals tested, crystal No. 4, fig. 13, lends 
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the most support to the authors’ contentions concern- 
ing the yield point. 

The initial drop in lead and yield-point elongation 
of the non-nitrided crystal No. 5 of fig. 15 is greater 
than for all other carburized or nitrided crystals 
except crystal 5 when nitrided 

Crystal No. 6, fig. 17, shows no definite drop in load 
in either the nitrided or non-nitrided condition. 

Crystal No. 7, fig. 19, fails to show any yield point 
either nitrided or after wet hydrogen treatment. Again 
the moduli of two purportedly identically oriented 
specimens are vastly different. 

It is apparent from figs. 10, 12, 14, 16, 18, and 20 that 
all the crystals that supposedly contain nothing to 
cause strain-aging—that is, no carbon or nitrogen—do 
strain-age. Therefore, they must not have been 
thoroughly decarburized. 

In summary, crystals 2, 6, 7, exhibit no vield whether 
they contain carbon or nitrogen. Slight indications of 
a yield point were found for crystals 3, 4, and 5 in 
the carburized or nitrided conditions. However, yield 
points were also observed for crystals 3 and 5 in the 
“carbon and nitrogen-free” condition; in fact, 0.4 pet 
vield-point elongation was measured for crystal 5 after 
wet hydrogen treatment 

An alternative conclusion, equally tenable with that 
of the authors’, is that all the crystals that did have 
initial yield points, exhibited them as a result of de- 
formation followed by aging prior to testing. It is 
not unlikely that a repetitive procedure of straining 
slightly, observing the alignment, resetting grips, and 
restraining until alignment is accomplished, could de- 
form the crystals enough to cause strain-aging. 

The crux of the experimental problem, then, since it 
is now known that iron crystals will strain-age, is 
to prove beyond a doubt that the initial yield point 
occurs in a perfectly aligned, previously undeformed 
crystal and not as a consequence of strain-aging 
Certainly experiments in which only half of the crys- 
tals show an initial yield point are not corclusive. 
Admittedly, it is also just as important in any experi- 
ments in which no yield point is observed to demon- 
strate that slight misalignment has nbt obscured a 
slight yield point. It is possible that in our (Holden 
and Hollomon') experiments, lack of alignment could 
have obscured a small yield-point elongation 

It appears that it has now been demonstrated that 
iron single crystals strain-age, and that the yield 
point elongation of single crystals tested at room 
temperature is very small if not nonexistent 


A. N. HOLDEN and J. H. HOLLOMON, General 
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H. SCHWARTZBART (authors’ reply)—First, the 
authors agree that the yield-point indications in the 
single crystals are very slight compared to the magni 
tude of the effect in the polycrystalline samples 

In regard to the inconsistency of behavior from 
crystal to crystal, the authors believe the explanation 
is that mentioned in the presentation of the paper 
Apparently none of the crystals was completely de- 
carburized and denitrided, as was hoped would be 
the case. The traces remaining were sufficient to make 
these specimens exhibit yield-point behavior 

In regard to the reasons for some of the carburized 
or nitrided crystals not showing yield-point behavior, 
I should like to point out that the effects are small and 
tend to be obscured by all of the experimental diffi- 
culties. The fact that a yield point was ever obtained 
should certainly be significant 

Holden and Hollomon suggest that the yield-point 
indications obtained in the initial tests were the re- 
sult of strain-aging, the strain having taken place 
during alignment of the specimen in the machine. The 
authors cannot agree with this notion for the following 
reasons. Extreme caution was observed in order not 
to strain the specimen before inserting in the machine 
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The strains during alignment were elastic. Even 
granting there was any plastic straining, it must have 
been extremely small; but even granting the amount 
was enough to cause strain-aging, it is very unlikely 
that the time at room temperature between aligning 
and testing was sufficient to cause strain-aging. 

In connection with our work, I should like to de- 
scribe some results obtained by Cottrell and Gibbons* 


A. H. Cottrell and D. F. Gibbor Thermal Hardening of Cad- 
mium Crystals. Nature (Sept. 25, 1948) 162, 488 


on cadmium single crystals which exhibit a drop in 
load similar to mild steel. I will not describe their 
experiments in detail, but the gist of it is that carbon 
crystals grown in nitrogen showed a drop in load in 
the annealed condition. The annealing was done with 
the specimen in place in the tensile machine. Crystals 
which were grown in argon, however, showed no 
drop in load. The nitrogen affected the yield-point 
behavior of the cadmium crystals the same way we 
believe it affected the iron crystals 
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Fig. 18—Eccentrically loaded single crystal. Gauge 
1 is 180° from gauge 2. 


Fig. 19—Axially loaded single crystal with same 
orientation whose stress-strain curves are plotted 
in fig. 18. 


R. MADDIN—I should like to report some related 
work that was done at Yale, about a year and a half 
ago, regarding yield point in brass crystals 

A long, brass, cylindrical single crystal was cut into 
two part On attempting to investigate the yield 
phenomenon, strain gauges were placed at four dif- 
ferent positions, 90° apart 

In one of these crystals the stress-strain diagram was 
plotted using strain gauges, 180° apart. The two curves 
for this ervstal are illustrated in fig. 18. On the second 
crystal, some degree of accuracy in axiality of loading 
was assured and a very well-defined yield point is 


fig. 19 


clearly illustrate the necessity for 
t axiality since the introduction of any eccentricity 
vill produce plasticity on one side of the crystal prior 

to plastic action on the other side 
J. H. HOLLOMON—I should like to point out the 
problem to the general problem of 
i reasons for 


importance of thi 
leformation, and to indicate some of the 


the interest in it. There are many theories of deforma- 
tion. but there only one that seems to explain most 
of the observed effect This is the theory of deforma- 
tion by the propagation of pre-existent dislocations 
This theory has made only one prediction, however, 
ind that is that single crystals of iron should exhibit 
vield points. If they do not, less credence would then 


be given to current dislocation theory. Even if yield 
points of small magnitude are found, the theory still 
has to explain the tremendous difference in the be- 
havior of single crystal and the polycrystal. If the 
vield-point effect is not observed in single crystals of 
absent, as far as I can see, it means that 
the dislocation Tavlor 
Orowan, Becker, Cottrell, etc. must be severely modi- 


fhe 


iron, if it 


mechanisn is proposed by 


| 
R. W. E. LEITER—I should like to ask the authors if 
y observed surface markings on the test piece dur- 
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ing the test. Heterogeneous flow is thought always to 
accompany the sharp yield point and therefore any 
data on the presence or absence of Liders lines would 
be of value. 

J. R. LOW, JR. (authors’ reply)—In reply to Mr. 
Leiter’s question it is obvious that this investigation is 
incomplete, and also Holden and Hollomon’s, in cer- 
tain respects. We did not examine all possibilities, 
such as structural changes and, further, as a result of 
the manner of testing, it was not possible to observe 
the surface during the deformation, so that we cannot 
say anything about whether or not a heterogeneous de- 
formation accompanies the drop in load. 

I would like to summarize the position at the 
moment. If you will recall, Holden and Hollomon 
found absolutely no indication of anything resembling 
what we call the yield point in their crystals. We 
have not always found this yield-point phenomena in 
ours. I think that it might be argued that there was a 
possibility of minute plastic strains in our crystals 
before they were tested. This is a pretty hard thing 
to rule out absolutely, if one is dealing with extremely 
small strains, so that there is some possibility that 
strain-aging may enter into the yield-point indica- 
tions that we did observe. On the other hand, I think 
there is good reason to believe that Holden and Hollo- 
mon’s crystals were not very well aligned. As Dr. 
Maddin has pointed out, this has a profound effect on 
the behavior at the beginning of flow. 


Size Effects in Quenching High-purity, 
Precipitation-hardenable Alloys 
by W. L. Finlay 
DISCUSSION, T. L. Fritzlen presiding 


T. L. FRITZEN—With reference to Dr. Finlay’s 
paper, I would like to state that we have found varia- 
tions in hardness from the center to outside in heavy 
14S-T6 and 25S-T6 sections produced commercially. 
The center of the heavy section was found to have 
lower hardness than the outer areas. 


T. L. FRITZLEN, Reynolds Metals Co., Richmond, Va. 


W. L. FINLAY (author’s reply)—The work reported 
in the paper showed that high purity aluminum-copper 
and aluminum-zinc in sections thicker than 1/10 in. 
gave “anomalous” precipitation hardening whereas 
commercially pure 24S and 75S did not. If these re- 
sults can be generalized, the hardening variations in 
commercially pure 14S and 25S reported by Dr. Fritz- 
len are not related to the effects reported in the paper. 
The indication of the latter is that the combination of 
high purity and specimen thickness greater than per- 
haps 1 10 in. may give greatly variable precipitation 
hardening behavior in aluminum-base, precipitation- 
hardenable alloys. 


Secondary Recrystallization in Copper 


by M. L. Kronberg and F. H. Wilson 
DISCUSSION, W. R. Hibbard, Jr. presiding 


Cc. H. MATHEWSON—As the study of structural 
changes during plastic deformation, recrystallization, 
diffusion, and heat treatment, generally advances to- 
wards a clear interpretation of these complicated pro- 
cesses, this paper will be recognized as a milestone of 
progress in this all important field of theoretical metal- 
lography. In considering the origin of textures or other 
structural readjustments it is often necessary to con- 
template rotations as well as translations of parts of 
the crystal, or blocks, relative to other parts. If a block 
of considerable size is rotated around a central axis, 
its outermost atoms obviously become widely separated 
from the atoms of the matrix and this intolerable con- 
dition of strain would have to be relieved by some 
appropriate slipping process. It has lately been demon- 
strated” that even the simplest straining mechanism of 
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a single crystal is accompanied by slip on more than 
one (the classically predicted) set of octahedral planes, 
doubtless to accommodate the rotations which must 
occur in order to maintain a proper axial condition as 
the shape of the specimen changes when its parts move 
against one another. 

What the authors have done, apart from the factual 
data in this paper, is to demonstrate how a nucleus or 
domain within a crystal can change its orientation, or 
rotate around a crystallographic axis and grow with- 
out introducing the considerable strains just men- 
tioned. It seems highly probable that this sort of a 
mechanism operates in recrystallization, perhaps in 
plastic deformation in conjunction with slip, and very 
likely in diffusion. Probably the essentials of this struc- 
tural change are recorded in the literature of crystal- 
lography but this in no way detracts from the initiative 
of the authors in pointing out the fundamental appli- 
cation to metallurgy. 

I shall discuss only this aspect of the paper and will 
call your attention first to the crystallographic nature 
of the process. Fig. 26 shows, at C, the northwest pole 
of the octahedral plane carrying the indexes of im- 
portant planes in this zone. It is seen that directions 
of the form <213> can be superposed by rotating 
either through a small angle, which is 22°, in one 
direction, or through a larger angle, 38°, in the other 
direction. This of course brings the lattices into co- 
incidence along the line in question when one plane 
is rotated above or below the other. This condition is 
shown for a 22° counterclockwise rotation in the 
authors’ fig. 13, with respect to the sites of all atoms 
when three planes, making a completed lattice, are 
rotated around an axis centered at one of the circled 
large black sites. It is important in considering this 
figure to realize just how the authors have designated 
all of the sites. The large black sites represent the 
central plane, the smaller black sites may represent 
the lower plane, and the smallest black sites the upper 
plane, all in their original positions. The large open 
sites represent the rotated positions of the atoms in 
the central plane, the smaller open sites, the rotated 
positions in the upper plane, and the smallest open 
sites, the new positions in the lower plane. Observe 
that the atoms of the lower plene have been given the 
rotated positions of the atoms in the upper plane and 
vice versa. And they have reached these positions by 
local rotations involving small displacements around 
the sites which would be found in coincidence if a 
bodily rotation of the planes (as described earlier) took 
place. This is the fundamental operation advanced by 
the authors, and it is important to examine it with 
respect to the nature of the twin fault which they re- 
gard as a possible activating cause of the process. 

Referring again to fig. 26, assume simple extension 
of a crystal whose axis is located at P, bringing into 
operation as a primary slip system the plane whose 
pole is at D and the observed direction IV. We cus- 
tomarily say that the slip direction moves towards the 
axis which is the enforced direction of flow of the 
material, i.e., the active component of stress is re- 
solved in the conventional slip direction and the force 
is acting along rows or strings of close-packed atoms 
lying in the direction IV. But it has been my view for 
many years, as stated by the authors on pp. 509-510, 
that the atoms cannot move over one another in the 
close-packed direction but must move in the valleys 
which are <112> directions. Ideally, this may be 
viewed as two-stage slip, yielding an integrated dis- 
placement in the close-packed direction. However, the 
first movement produces a twin fault and if it persists 
or can be recognized through some characteristic after 
effect, as may be argued in the present case, there is 
ground for belief that in some stage of the slip process 
only this first stage of slip takes place (in many loca- 
tions) owing to some interference, by cross-slip, or 
otherwise, with the second stage. While the normal 
stacking of planes in the face-centered cubic lattice 
exhibits the two <112> directions, a and b, shown in 
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Fig. 26—Lattice rotations during <112> slip. 


fig. 26 to the left and right of close-packed direction IV, 
the first stage movement for extension must be in the 
direction a. This is the movement which would permit 
an upper block to shear over a lower block with a 
resulting obtuse angle between the two, as required 
for extension. The other movement could not take 
place as a first stage except in the reverse direction 
corresponding to contraction. 

In order to direct the basic flow direction resulting 
from shearing movements between many planes in the 
a direction, towards the flow direction prescribed by 
the axis, the crystallite rotation, or the rotation in the 
affected part of the crystal must be along the great 
circle joining A and a, say to the point P,. However 
the component of stress which forces the entire pro- 
cess of slip and orientation is in the close-packed direc- 
tion IV requiring a rotation along the great circle join- 
ing P and IV and this stress condition requires that an 
axial position P,, corresponding to the rotation pre- 
viously described, should move towards P.,, i.e., a rota- 
tional strain in the crystallite around the pole of the 
slip plane D. Such a rotational strain at the slip site 
is opposed by the body of the crystal adjacent to the 
plastic disturbance. In an elastic process, strain would 
disappear on release of load, but in the plastic process 
at hand, almost certainly involving cross-slip and slip 
on conjugate planes, a condition of residual stress per- 
sists and it is believed that its relief would require 
rotations in opposition to one another in the vicinity 
of slip sites. 

In order to visualize the changes which might be 
necessary to produce such a result, fig. 27 has been 
prepared, The stacking is shown below with numbered 
sites. Here, the sites in the lowest plane are numbered, 
3, in the next above, 2, and in the uppermost plane, 1 
In the upper part of the diagram, this stacking is shown 
through a group of eight planes at the left. The opera- 
tion of producing a twin fault by slip at one site in 
the <112> direction, 1 to 3 in the lower sketch, pro- 
duces the alteration in stacking shown in the column 
to the right of the arrows. As 1 moves to 3, all of the 
planes above move with it and, for consistency with 
the authors’ fig. 13, dots of three sizes are included 
along side the numbered sites to show the relative 
positions of the atoms in the various planes. This bodily 
movement of a group of planes over another group 
does not show the true positions of the planes or the 
elastic strain after shear, because in reality the upper 
group moves in one direction and the lower group in 
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the other direction, with the customary rotation and 
its associated strain, to preserve axiality. But it does 
grossly exhibit the altered stacking. 

Now the upper bracketed group of four planes may 
be brought to the twinned stacking either by 38° clock- 
wise rotations of all the atoms shown around a co- 
incidence site, 3, or by the exact rotations used by the 
authors in fig. 13. These are 38° clockwise rotations of 
upper and lower planes around the three coincidence 
sites respectively. It is not feasible to examine the 
rotations of fig. 13 during discussion but the result is 

hown at the right in the present diagram. In number- 
ing the site changes, primes are used against the num- 
bers because all of the sites are moved into correspond 
ing positions given by the gross reorientation of the 
crystal. That is, the crystal as a whole is rotated 22 
counterclockwise, but this part is twinned by rotating 
the original atoms 38° clockwise into twin positions 

The lower bracketed group of four planes is now 
reoriented by rotations of all the atoms 22° counter- 
clockwise in groups around coincidence sites, 3, which 
correspond to the site around which the gross reorien- 
tation of the crystal was effected. This part is thus 
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Fig. 27—Growth of a reoriented twinned crystal 
from a twin fault. 


rotated 22° throughout and remains untwinned. The 
alternative operation of rotations around the three dif- 
ferent coincidence sites cannot be used in this case. If 
these rotations are performed completely throughout 
the structure shown in the authors’ fig. 13, atoms at 
the coincidence sites numbered 3 are of course left un 
changed. But those at the other centers shown in fig 
13 (triangles and dots) have to move so as to change 
sites around the outermost circles which would be de- 
cribed about the coincidence sites, 3 

Not enough is known about the complete strain pat- 
tern in the deformed crystal to argue the competence 
of the alternative methods offered for the rotation into 
twin position, namely, use of a single set of coincid 
ence sites as axes of rotation, or use of all three sets 
As may be seen at the right of the diagram the struc 
tural change that occurs in the suggested process is a 
growth of reoriented twinned crystal on one side of the 
twin fault and a growth of reoriented untwinned crys- 
tal on the other side with a composition plane, num- 
bered 2’, joining the two part This is in accord with 
many observations of recrystallized structures 

Finally, it is of the greatest importance in evaluat 
ing the authors’ results to consider the polarity of the 
rotations. One of their principal observations was the 
restriction of reoriented octahedral poles in the re 
crystallization of their rerolled cubically aligned 
structure” to positions which would correspond to 
clockwise rotations of what seem to be basically 22 
and counterclockwise rotations of 38°, respectively, 
around the northwest and southeast poles or counter 
clockwise rotations of 22° and clockwise rotations of 
38°, respectively, around the northeast and southwest 
poles. This cannot have its origin in the fundamental 
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crystallography of the process because, as already 
pointed out, symmetry relationships permit no such 
restriction of polarity in the coincidences of <321 
directions by rotations around the octahedral poles. 

It is suggested that this restriction is inherent in 
the slip process and depends upon the polarity of the 
rotation, P, to P, shown in fig. 26 when properly asso- 
ciated with the slip directions which are active in the 
given process. In the present case, the cubic texture 
has slip directions III and IV lying in the lateral planar 
boundaries of the strip as it lengthens in rolling. If 
these actually dominated in the direct rolling of the 
cubic texture, they would by their slip and rotation 
permit the strip to elongate in the rolling direction 
and contract along the strip-normal without spreading 
sidewise, as must be required. Consider first the action 
of direction IV in the plane whose pole is located at 
D. For consistency with the stereographic charts shown 
by the authors, let the upper cube pole represent the 
rolling direction. The central pole then represents the 
strip-normal which must contract in the slip process. 
For elongation of the strip the axis in question (upper 
cube pole) must move towards the slip direction con- 
cerned, ie. the direction which was at RD moves 
towards IV. But we are postulating slip in a <112 
direction, a or b, to the right or left of IV as we ob- 
serve from RD. When octahedral planes move over 
another in <112> directions of the face-centered cubic 
lattice there is a directional restriction.* 


*1I have found no simple way to demonstrate this in the stereo 
graphic projection It is best to consider the atom sites in detail 
with a model and trace the appropriate movements for extension 
or contraction 


If a certain direction is prescribed, the atoms can 
move in this sense along a selected <112> lattice line 
but would have to move in an opposite sense along 
an adjacent <112> lattice line. In this case the <112 
slip and rotation producing elongation of the crystal 
correspond to movement of RD (the axis) towards, b. 
the <112> line which lies farthest from the cubic 
axis. The movement of the axis is therefore in the 
direction of the arrow to some point 1. But the con- 
ventional <110> slip and rotation are represented by 
the arrow in the direction IV to some point 2 and the 
rotation around the pole of the slip plane (D) which 
would direct the <112 flow direction towards the 
normal <110> flow direction determined by the funda- 
mental action of stress along a close-packed lattice 
line, is indicated by the arrow from 1 to 2. This is 
viewed as the counterclockwise rotation observed by 
the authors as a 22° rotation around pole D 

Consider, similarly, the same direction IV in a plane 
whose pole is located at B. The corresponding <112 
lattice lines are at c and d. Observing at RD, the move- 
ment towards the righthand 112 lattice line, d, i.e., 
the <112> direction farthest from the axis, leads to 
some point 3; the conventional slip and rotation are as 
before and the corrective rotation around the pole of 
the slip plane B is clockwise as shown by the arrow 
from 3 to 2. This is considered to be the clockwise 
rotation observed by the authors as a 22° rotation 
around pole B 

Similar analyses of the action of direction III in the 
planes whose poles are located at C and A lead to a 
counterclockwise rotation around A and a clockwise 
rotation around C in correspondence with the authors’ 
fig. 9 

This long discussion will be concluded with a few 
words about the significance of the reorientations pro- 
duced on annealing the cubically aligned strip when 
activating nucleii are present. When part of the crystal 
is rotated about the normal to an octahedral plane 22 
in one direction there is the crystallographic require- 
ment that an adjacent part be rotated 38° about the 
same axis in the other direction in order to produce a 
stable twin complex. The rotations analyzed are the 
ones which I have associated with a presumed direc- 
tion of elastic (or anelastic) strain at a hypothetical 
twin fault and a reactive (opposite) strain in the adja- 
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cent crystal. Nothing is known about the magnitude 
of these strains but they are used to activate the 22° 
and 38° rotations which remove the strain from the 
affected planes and produce a structurally homogeneous 
twin-complex whose adjustment to the surrounding 
material is of course characterized by strain at its 
boundaries. Further growth of the twin crystal in one 
direction or another parallel or normal to the compo- 
sition plane would of course be activated by this bound- 
ary strain as in the general process of grain growth. 
It is believed that variable strain patterns exist in the 
neighborhood of twin faults due to various causes such 
as cross-slip or perhaps dislocations of one sort or an- 
other. These of course would cause variable growth 
effects but it is important to note that the polarity 
effects and the general crystallographic features of the 
observed recrystallization pattern are in harmony with 
the analysis given in this discussion. 

C. S. SMITH—The authors have considered the 
points of lattice coincidence only on the basis of a two- 
dimensional plane interface. It might be advisable to 
consider these things three-dimensionally. It is possible 
that the authors’ points of lattice coincidence corres- 
pond to positions at which, by an appropriately warped 
interface, the two lattices can be completely coherent 
and continuous with each other. 

P. A. BECK—This paper is very interesting. Many 
of the experimental results in it are in excellent agree- 
ment with those observed independently and published 
practically simultaneously by two other groups of in- 
vestigators, namely, by Beck and Hu” and by G. W. 
Rathenau.” The close agreement in the experimental 
results in these three investigations certainly empha- 
sizes the reliability of the results. We can now accept 
with a considerable degree of assurance that in face- 
centered cubic metals the major part of the orientation 
change in coarsening corresponds to a rotation around 
a /11l/) axis—a fact first discovered by Bowles and 
Boas.” In the work of Bowles and Boas tough pitch 
copper and in that of Kronberg and Wilson OFHC 
copper was used; both materials were of commercial 
purity. Rathenau worked with a face-centered nickel- 
iron alloy of commercial purity. It is significant that 
the orientation relationship found by Beck and Hu is 
practically the same, even though the process in these 
experiments was a pure-bred instance of texture- 
dependent coarsening, with practically no dispersed 
second phase particles present, while in the investiga- 
tions with commercial purity metals the inhibiting 
effect of the particles of dispersed phases could not 
have been negligible. 

I wish to emphasize the excellent agreement of the 
orientation relationships found by the three groups of 
investigators mentioned since it is in notable contrast 
to the differences in certain of the interpretations. The 
main difference between Kronberg and Wilson on the 
one hand and Beck and Hu and Rathenau on the other 
hand, relates to the question whether these orienta- 
tion relationships result from oriented nucleation or 
oriented growth. These questions will be discussed 
more fully in connection with the paper of Beck and 
Hu. 

One of the interesting new observations found by 
Kronberg and Wilson is that, in addition to the /111/ 
rotation, coarsening in commercial purity OFHC copper 
may lead also to grains with certain other orientations, 
similar to those found by Rathenau in Ni-Fe alloys. 

Another interesting result, very satisfactorily shown 
by Kronberg and Wilson, relates to the shape of the 
coarse grains growing in copper. These grain boundary 
shapes indicate clearly that surface energy must be at 
least a contributing factor of growth in coarsening. I 
am inclined to agree with the authors that very likely 
it is the only driving force, although Rathenau takes 
the point of view that the driving energy is derived 
from the small residual strains remaining in the re- 
crystallized grains. My belief that Kronberg and Wil- 
son are correct in this respect is based on the observa- 
tion that very often a considerable extent of gradual 


grain growth takes place between recrystallization and 
coarsening. In such cases any residual strains that may 
have been retained during recrystallization must have 
been certainly eliminated during the grain growth 
process; subsequent coarsening must have had a driv- 
ing force other than that postulated by Rathenau. This 
view is further supported by recent work of Guinier 
and Tennevin,” with Rathenau’s samples. Even by using 
the best available X-ray diffraction methods, these in- 
vestigators could not distinguish between ‘the degree 
of crystalline perfection of the coarse grains and that 
of the fine-grained matrix in which they grew. 

Cc. G. DUNN—The authors have presented a very 
interesting paper both with regard to new knowledge 
concerning recrystallization phenomena and to stimu- 
lating ideas on possible mechanisms of recrystalliza- 
tion. In contrast to other investigators they have 
found a somewhat different and more exact orientation 
relationship between the large secondary twin grains 
and the primary cube texture matrix for an active 

1ll> axis—the common <111> axis of the twins, 
which also is a <111> axis of the cube texture. The 
asymmetry found relative to rotations about <111 
axes, which reduces the final symmetry from four- 
fold to two-fold, is an interesting new feature. 

In agreement with results obtained by Turkalo and 
Turnbull,” the authors find it necessary to add strain 
to a sharp, cube texture, fine-grained matrix to make it 
undergo secondary recrystallization. They also find 
that the resulting texture is essentially the same as 
that obtained for secondary recrystallization proceed- 
ing without added strain in a matrix, which occurs 
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BALDWIN, JR., Case Institute of Technology, Cleve- 
land, Ohio; J. E. BURKE, General Electric Co., 
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when the cube texture is not so strong. This circum- 
stance adds credence to the idea that a nucleation 
process is involved in secondary recrystallization re- 
gardless of added strain. 

The authors consider that twins have to be present 
before secondary recrystallization will occur without 
added strain and that when strain must be added, the 
strain must generate twin faults. According to this 
view a stable, strong, cube texture matrix is one free 
of twins or twin faults. However, if we assume a strain- 
free matrix in the usual sense as the authors do, it is 
difficult to envisage a nucleation process involving the 
action of a twin, say at a grain boundary position. The 
question arises “How large must a new grain or twin 
pair become before it can continue to grow using grain 
boundary energy alone as the driving force?” The 
answer, I think, is a grain certainly larger than that 
of other matrix grains. This idea was discussed briefly 
in a paper” given a year ago. The arguments involve 
the view that boundary energy for grains differing 
only a small amount in orientation is small compared 
with the energy normally encountered for grains dif- 
fering appreciably in orientation (this view the authors 
also accept). Geometrically this picture means that an 
“off-orientation” grain surrounded by grains in the 
(100) {001} orientation would be nearly equivalent to 
an island grain in a single crystal and would tend to 
disappear unless already above a critical size. Since 
the critical size of a nucleus increases with decrease 
in energy per unit volume of a strained matrix, it 
appears obvious that the critical size of the off-orienta- 
tion grain would be appreciably above that of the other 
grains. That a grain could start from submicroscopic 
size and grow large enough by statistical fluctuations 
to pass over the energy hill and complete the nuclea- 
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tion process as needed here seems very doubtful. Even 
with additional energy arising from a favorable change 
in lattice arrangement at the surface of the sheet, as 
the authors suggest, it does not seem likely that such 
a nucleation process could occur. 

If we are to have a nucleation process then, it seems 
to me that some strain energy is required in regions 
of the crystal lattice. As pointed out by Bowles and 
Boas,” it is entirely possible that part of the matrix 
becomes strained during a primary recrystallization 
process. The present writer has observed” individual 
grains in silicon iron with appreciable strain resulting 
from primary recrystallization of deformed single 
crystals. Turkalo and Turnbull” noted an effect of type 
of annealing on stability of the strong, cube texture 
material, and this may mean an alteration of self- 
straining with the manner in which primary recrystal- 
lization occurs. Finally, one has to suppose a relation 
between self-straining and degree of texture formation 
to account for nucleation without the added strain for 
the weaker cube texture materials 

The question also arises “Can all the facts regarding 
secondary recrystallization be explained without a nu- 
cleation process—that is by exaggerated grain growth?” 
It seems doubtful to me that they can. Twinning dur- 
ing growth, for example, in a manner called repeated 
twinning, and this occurs quite often in copper, is not 
at all the same as growth of a twin pair. Nucleation 
during growth is required whenever several orders of 
twins occur or whenever more than one twin per grain 
forms. Such twinning occurs frequently during re- 
crystallization in silicon iron when strain, of course, 
has been added, but apparently never occurs during 
exaggerated grain growth when strain has not been 
added. It may, however, be argued that the energy 
required to nucleate a twin in the body-centered cubic 
lattice is no doubt much higher than that in the face- 
centered cubic lattice; so twinning by a faulting pro- 
cess during growth with little change in boundary 
energy may be a possibility in copper and other face- 
centered cubic metals even when strain energy is not 
present. The dependence of the secondary recrystal- 
lization texture on manner of deforming the stable 
cube texture matrix, which the authors found, is much 
easier to explain by a nucleation process than by 
growth alone. Incidentally I should like to suggest 
similar experiments be done on single crystals rather 
than the cube texture material to test these findings 
on orientation changes during recrystallization 

On the other hand, there are two points of interest 
regarding the growth hypothesis. If the “off-orienta- 
tion” grains finally disappear from the matrix with 
sharpening of the cube texture, then the matrix should 
become stable on the basis that sameness of orientation 
does not favor growth. Straining such a matrix, of 
course, would initiate a recrystallization process. Sec- 
ondly, the precise relationship found between second- 
ary twin pairs and the cube texture could be accounted 
for in terms of recrystallization of the cold-rolled struc- 
ture. This would arise from recrystallized grains hav- 
ing the 38°-22° relationship with respect to a (100) 
|001| weak component of the cold-rolled texture. Such 
a component of the cold-rolled texture has been re 
ported by Burgers’ and others. The origin of larger 
grains having the (001) plane common with the (100) 
{001} texture might be similarly explained; their origin 
does not appear to reside with twins or twin faults in 
a nucleation process 

The authors point out a number of interesting things 
in connection with coincidence plots and suggest that 
such plots may be useful in the analysis of recrystal 
lization data in silicon iron. If such plots have to be 
made with reference to the active plane—j{1l11} or 
‘100! in FCC ltattices—as the authors have done, then 
I can understand their suggestion of using the {110} 
plane for the silicon-iron lattice. Recrystallization in 
silicon-iron crystals, which were deformed a small 
amount, occurs according to a sub-set of third-order 
twins * These have a <110> axis common with the 
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parent crystal. Somewhat less accurately, the relation- 
ship is that of second-order twins and all such twins 
have one <110> axis in common with the parent grain. 
On the other hand, it seems to me that the {112} plane, 
which is the twinning plane, would be just as good for 
a coincidence plot. Barrett’ believes that twins of 
minimum thickness or twin faults form in ferrite dur- 
ing deformation. Twins are always in good coincidence; 
so small atomic movements would easily permit an 
orientation change from first to second-order twins 
and this would appear as a rotation about an appro- 
priate <110> axis. In any case I would be happy to 
see coincidence plots applied to BCC lattices. 

There is an effect of orientation on ease of growth 
as well as one of ease of regrouping at the initial stage 
of a nucleation process, because nucleation requires 
sufficient growth to pass the energy hill. This latter 
aspect of the problem, which is concerned with find- 
ing the role played by orientation relationships in all 
growth processes, is, I believe, a very important one 
at the present time. 

W. M. BALDWIN, JR.—I agree with, and should 
like to support, the authors’ findings anent the ori- 
entations obtained on annealing rolled cubically 
aligned copper strip. 

The limitation which the authors place upon their 
observations, “The importance of the observation 
that the orientations of the grains resulting from the 
recrystallization of the rolled (cubically aligned) 
samples are essentially insensitive to the degree of 
rolling cannot be overemphasized, for it indicates the 
action of a fundamental, discrete mechanism of de- 
formation and recrystallization throughout the range 
of deformation studied,” is quite judicious. At higher 
reductions, of course, the orientations resulting from 
annealing have been reported to be quite different 
When cubically aligned copper is rolled 81 or 91 pct 
and then annealed, a structure closely approximating 
a (110) [112] texture resuits. If cubically aligned 
copper is rolled 50, 60.5, or 72 pet, and then annealed 
however, a mixture of two discrete orientations ts 
found: one orientation being that which the authors 
report for cubically aligned copper that is rolled in the 
range 0 to 35 pet, and then annealed, the other being 
(110) (112). It thus appears that there are a number of 
discrete orientations which appear on recrystallization, 
each developing successively as the strain within a 
specific region increases. A clue of extreme significance 
in this mystery is the fact that the second orientation 
represents almost exactly twice the strain of the first 
on a crystallographic basis—if the mechanism of de- 
formation described in reference 12 for roiling cubi- 
cally aligned strip is accepted 

J. E. BURKE—The authors mention in their paper, 
and there have been mentions repeatedly in the litera- 
ture, the several reorientations that can occur on sec- 
ondary recrystallization: The rotation about a (111) 
pole, rotation about a cube pole, and possibly, rotations 
about other poles that are not too well defined. Do 
they have any information as to the exact conditions 
which may give rise to the one or the other of these 
various reorientations? 

J. S. BOWLES—I had intended to ask the question 
which Dr. Burke just asked. We had the experience 
in Melbourne that some single crystals of copper pro- 
duced by secondary recrystallization possessed an ori- 
entation which was related to the “cube structure” by 
a rotation about the (100) direction rather than the 
(111) direction. The copper was the same as we had 
used in our work on secondary recrystallization, and 
the amount of reduction and annealing temperature 
were similar. Information regarding the conditions 
under which these different rotations were produced 
would be of value 

M. L. KRONBERG and F. H. WILSON (authors’ 
reply) —We thank all of you for these stimulating 
discussions. In particular, we are indebted to Dr. 
Mathewson for his enriching contribution of so much 
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new information, as well as for his appreciative evalu- 
ation of the work. 

Dr. Mathewson has analyzed the crystallography of 
the 22°-38° coincidence plot, and further elaboration 
on this subject is in order. Referring to fig. 13, he has 
shown that directions of the form <213> can be super- 
posed by rotating either 22° in one direction or 38 
in the opposite one. The directions under considera- 
tion are defined by the sides of the unit multiple tri- 
angular net defined by the coincidence points. Ex- 
amination of the figure shows that one orientation 
can be derived formally from the other by a 180 
rotation about such a line. As has been pointed out 
to M. L. Kronberg by J. D. H. Donnay, such a rotation 
is a twinning operation, and therefore it is appropriate 
to speak of the corresponding orientation change as 
occurring by twinning. At right angles to such a 
twinning axis there is a mirror plane of symmetry 
which bisects an angle of the unit multiple triangular 
net 

Considering the two dimensional plane interfaces 
used in constructing figs. 12 and 13, one can see no 
composition plane common to the two orientations 
As Dr. Smith has pointed out, it might be advisable 
to consider an appropriately warped three dimensional 
interface in order to make the two lattices completely 
coherent and continuous. This has not been done to 
date, but it should be pointed out that the multiple 
lattice is common to the two orientations. 

Dr. Mathewson’s analysis of the origin of the an- 
nealing twins formed from the lightly rolled, cubically 
aligned copper free of twins is particularly significant 
—not only because of the very nice results—but also 
because of the method employed. The analysis ra- 
tionalizes both the origins and orientations in terms 
of a mechanism of plastic deformation. This is a par- 
ticularly important type of analysis, for it is clear 
that the eventual goal, in studying plastic deforma- 
tion, strain hardening, recrystallization and softening, 
is to obtain a unified picture relating all these 
phenomena. 

With respect to this kind of analysis, we wish to 
refer briefly to a particular time experiment of Neng- 
Kuan Chen, reported in his doctorate dissertation.” 
A tapered single crystal of aluminum, designated as 
A-2, was axially elongated, and the resulting orienta- 
tion changes along the length of the specimen were 
documented by  back-reflection Laue photographs 
The sample formed deformation bands, but it was 
found that they were regions which lagged behind the 
bulk of the crystal as it underwent orientation changes. 
Otherwise, the changes for the bulk of the sample 
were found to be in accord with the classical analysis 
of Taylor and Elam, ie., the slip direction moved along 
the great circle common to the specimen axis and the 
slip direction an amount determined by the induced 
shear. In fig. 28, which is a reproduction of Chen's 
fig. 56a, P, and P, are the initial and final positions of 
the specimen axis for the narrowest end of the tapered 
section. On recrystallization, this portion of the sample 
developed a highly oriented texture. The orientations 
of twenty-five of the grains are shown in the figure, 
and it is seen that they are simply related to the parent 
by a 37° to 40° rotation about the active cross-slip 
pole 

As Dr. Beck points out, there are two apparently 
conflicting viewpoints as to the origin of such a re- 
crystallization texture. (1) The new grains form di- 
rectly from stressed portions of the deformed crystal 
by a process of oriented nucleation and subsequent 
oriented growth of stress-free crystals involving an 
atomic rearrangement of the kind illustrated by the 
coincidence plots of figs. 12 and 13 in this paper. For 
this case the driving force for the reorientation would 
be the residual stress of the deformed metal. (2) The 
new grains originate by a process of oriented growth 
alone of fragments produced during the plastic de- 
formation. How such stressed fragments could produce 
stress-free crystals on growth has not been clearly 
analyzed, but one might hypothesize that a bent one 
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could yield stress-free units by polygonization, a stress- 
free unit thus being the one that grows. 

It seems that the experiment just described is very 
strong evidence in favor of the nucleation mechanism 
(1) because one obtains an answer which is very 
straightforwardly related to the process of plastic 
deformation, at least as we understand it today. In 
order to give credence to the second possibility, one 
must conclude that the process of plastic deformation 
has not only produced the experimentally observed 
orientation change P,~ P,, but has also produced 
fragments—as yet undetected by direct experiment or 
predicted by theory—which are related to P, by a 
massive rotation of 37° to 40° about the cross-slip 
pole. Since there is no current way of understanding 


Fig. 28—-Chen’s figure showing orientation relation- 
ships for axial elongation and recrystallization of 
an aluminum single crystal. 


how such hypothetical fragments might originate, and 
since a simple answer is derived from hypothesis 1, 
it can be concluded that the evidence favors the ori- 
ented nucleation hypothesis for this type of experi- 
ment. Similar experiments susceptible to the same 
kind of argument are referred to earlier in this dis- 
cussion, i.e. the Kronberg and Wilson recrystalliza- 
tion study of lightly deformed cubic copper, the ex- 
periments on single crystals of brass reported by 
Maddin, Mathewson and Hibbard,” and those of 
Turkalo and Turnbull” on lightly strained cubically 
aligned copper 

On the other hand, it is important to realize that 
there is nothing in this kind of argument which dis- 
credits the oriented growth hypothesis for experiments 
which produce a suitable heterogeneity of orientations 
during the plastic deformation. For such a case, the 
oriented growth mechanism could operate exclusively, 
or it might operate in competition with the oriented 
nucleation one. This brings us to the apparent conflict, 
as pointed out by Dr. Beck, in the interpretations of 
the Kronberg and Wilson, and Beck and Hu experi- 
ments 

First, Dr. Beck points out that many of the experi- 
mental results reported in the Kronberg and Wilson 
paper are in excellent agreement with those observed 
independently and published practically simultane- 
ously by Beck and Hu, and Rathenau. In order to 
avoid the possible misunderstanding that Dr. Beck 
implies that some of the experimental results are not 
in agreement—and we do not think that such is Dr 
Beck's intention—it should be pointed out that the 
experiments performed by the three groups of in- 
vestigators were really different although similar in 
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many respects and were performed on chemically and 
physically different kinds of materials. Apparently 
there is no reason to question the validity of any of 
the experimental findings. Rather, we are to recognize 
that a variety of experiments on recrystallization and 
grain growth yields similar kinds of orientational rela- 
tionships between recrystallized (or coarsened) and 
parent grains. With the possible exception of the one 
experiment already discussed here on the recrystalliza- 
tion of the lightly deformed cubic copper, there 1s 
nothing completely unambiguous about the experi- 
ments which permits one to interpret the results ex- 
clusively in terms of either the nucleation or growth 
mechanisms, although the various authors point up 
various arguments in favor of one or the other of the 
interpretations. A good service rendered by Dr. Dunn 
is his emphasis of this point by his comments which 
how that either (or both) interpretation can account 
for the experimental observations. One can conclude 
that the experiments to date do not resolve the con- 
troversy over the nature of secondary recrystalliza- 
tion, or coarsening, and that we must appeal to addi- 
tional effort for a possible better understanding of this 
subject. The evidence given earlier in the discussion 


however does suggest a kind of circumstance under 
which oriented nucleation could occur during primary 
recrystallization To come to any one exclusive 


answer for the mechanisms of primary and secondary 
recrystallization at this time, when our knowledge of 
plastic deformation and recrystallization is still im- 
perfect, would only cripple the pursuit of increasing 
enlightenment through new experimentation and 
fresh thinking 

Returning to Dr. Mathewson’s discussion, he has 
pointed out in his analysis of the origin of recrystal- 
lization twins that it is not possible to convert a 
twin-fault into a pair of annealing twins by the ro- 
tational mechanism which we have discussed. Modifi- 
cations are required, and he has developed appropriate 
ones so as to give a possible mechanism for the 
phenomenon 

Dr. Dunn has presented information concerning self 
training on annealing and points out that strains of 
this type might promote nucleation during s¢ condary 
recrystallization. There certainly can be no objection 
to this suggestion 

In addition, he refers to his work on the recrystalliza- 
tion of lightly deformed silicon ferrite and points out 
that the new grains can be related to the parent by 
bulk rotation about 110, which is the active slip 
plane for this material. This is quite analogous to our 
work on lightly deformed, cubically aligned copper in 
the sense that the new grains can be related to the 
old by rotations about the pole of an active slip plane 

We have not had an opportunity to date to explore 
his suggestion of applying coincidence plots to a {112} 
twinning plane as a possible plane of rotation 

Dr. Baldwin has pointed out the results of orienta- 
tion studies of recrystallization following higher de- 
formations than those which we covered. It might 
have been expected that, since the deformation tex- 
ture up to the 35 pet reduction involves con paratively 
little spreading of the cubic orientation, recrystalliza- 
tion of the more complicated deformation textures 
following 60 to 90 pet reduction would give even more 
complicated textures than a simple mixture 

With respect to Dr. Beck’s comments concerning the 
purity of the materials used in our work, it is perti- 
nent to record that we repeated many of our experi- 
ments with sampl made from A.S. and R. super 
purity copper and obtained confirmatory results. Twin 
bearing, cubically aligned samples underwent second- 
ary recrystallization; twin-free ones did not unless 
they were lightly deformed 

Dr. Burke and Dr. Bowles have inquired about the 
conditions which produce orientations during second- 
ary recrystallization other than the rotations about 

111 All that we know about the conditions which 


produce <100> rotations in copper is recorded in the 
paper. Some additional comments can be made by 
Kronberg on some experiments on Fe-Ni alloys done 
by him in the Hammond Laboratory. Apparently, 
pure nickel and an alloy containing around 20 pct 
iron behave similarly to copper. The rotations during 
secondary recrystallization are almost exclusively 
about <111>, and only infrequently about <100>. 
For alloys containing around 50 and 65 pct iron, the 
situation is reversed. In addition, for the 65 pct iron 
alloy, one also observes the orientations found by 
Rathenau, which are not related to the parent by ro- 
tation about either <111> or <100> poles. We have 
here the interesting observation that a change in 
composition of a phase alters the nature of the second- 
ary recrystallization in the material. Accompanying 
the composition change, there is of course an associ- 
ated change in the elastic constants, but it is not 
known whether the alteration in the recrystallization 
behavior can be attributed to such a change. 

The strongest objection voiced to date to our sug- 
gestions concerning oriented nucleation and coinci- 
dence plots is the claim that it is not necessary to 
resort to them to explain experimental observations. 
We take the attitude that our understanding of the 
phenomena of recrystallization could be simplified 
by the application of the coincidence plots, and that 
this promise presents a challenge to acquire critical 
evidence to evaluate their applicability. Extensive 
reorientations do occur during recrystallization after 
deformations which are so light that the possibility of 
rotation of fragments to the new orientation eventu- 
ally observed after recrystallization seems highly im- 
probable. The mechanism described in this paper is 
presented as one possible means for accomplishing 
extensive rotations without extensive atomic displace- 
ments 
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Recovery and Recrystallization in Brass 
by B. L. Averbach 
DISCUSSION, W. R. Hibbard, Jr. presiding 


C. S. BARRETT—The X-ray diffraction measure- 
ments in this investigation and in the related ones 
at M.LT. are, I believe, among the most accurate that 
have ever been made. There is still a possibility, 
however, that important details of the cold-worked 
state will be missed if it is always assumed, as I 
believe it is assumed here, that reciprocal lattice 
points are broadened equally in all directions by cold 
work. Since anisotropic broadening of points has been 
found from various types of disorders in crystals, it 
would be desirable to have measurements on cold- 
worked and on recovered single crystals. Is there a 
plan to continue the work using single crystals? 

It is curious that there is so little change in extinc- 
tion during annealing in the recovery range. There 
are changes of some sort, of course, since hardness 
changes. If “polygonalization” played any part in the 
recovery of brass it would seem that clear evidence 
of it would have been found in these data. 


C. S. BARRETT, University of Chicago, Chicago, II 


B. L. AVERBACH (author's reply) —We recognize 
the limitations of the powder pattern technique, and 
are at present studying the distribution of intensity in 
reciprocal lattice space for deformed brass crystals. 
The results are too preliminary to be discussed now 


Recrystallization Texture and Coarsening 
Texture in High Purity Aluminum 
by P. A. Beck and H. Hu 
DISCUSSION, J. E. Burke presiding 


F. H. WILSON—The authors have shown very 
nicely that the recrystallization texture of rolled or 
compressed single crystals of aluminum, and the orien- 
tations of coarse grains growing in the recrystallized 
matrix, can be derived from their respective parent 
structures by rotations about [111] poles. However, 
they attach no more significance to this derivation 
than to say that the deformation makes nuclei of a 
favorable orientation available. The “oriented growth” 
theory then goes on to state that recrystallization 
textures, and the orientations of coarse grains, result 
from the preferred growth of these nuclei of favorable 
orientation. 

I would be the last to deny the orientation depen- 
dence of rate of growth in a matrix having a preferred 
orientation, but I cannot accept the belief that 
“oriented growth” determines the resulting preferred 
orientation. Some of the textures studied in this neat 
group of experiments are more sharply defined than 
one could expect from “oriented growth” alone. For 
instance, “oriented growth” has allowed an extensive 
range of orientation to grow in a “sharply defined” re- 
crystallization texture in the case of Crystal II. How- 
ever, if it alone determined the preferred orientation, 
one could hardly expect the sharp textures, botn in 
recrystallization and coarsening, which are found in 
Crystal I. The authors state that the observed deriva- 
tions of textures “do not prove that nuclei of other ori- 
entations do not exist,” but I am inclined to believe 
that the derivation of a sharp texture from a sharp 
texture is strong evidence that only nuclei of the new 
orientation are present. However, these “nuclei” are 
not the three-dimensional units to which the term 
“nucleus” customarily refers. Rather, as described in 
the first paper presented at this session,” they are two- 
dimensional embryos of nuclei existing at regions of 
somewhat higher energy in the parent lattice. 


I would take issue with the authors’ statement that 
“It may be assumed that in a recrystallized material, 
even with a strong texture, there always are present 
some grains of practically any orientation.” This is a 
premise of the “oriented growth” theory. Anyone who 
has looked at the structure of twin-free cubically 
aligned copper would have to discard all evidence 
that grain growth proceeds under the influence of 
surface energy forces to believe that any small nucleus 
of a strange orientation can exist therein. Indeed, I 
believe that strange orientations cannot exist in un- 
detectable amounts in a recrystallized matrix—their 
surface curvatures would be too great 

It is, of course, gratifying to Mr. Kronberg and my- 
self to find that Crystal I shows rotations around [111] 
within +4° of 38° both on recrystallization and coars- 
ening, and similar results in the authors’ re-interpre- 
tation of the data of Burgers and Louwerse” on re- 
crystallization of a compressed single crystal. Our 
own re-interpretation”™ of the data of Barrett’ and of 
Bowles and Boas” found an angle of 38° to be signifi- 
cant. We also drew a coincidence plot for rotations 
of 28° (32°) and this may be significant in interpreta- 
tion of the 27° and 33° rotations which the authors find 
in the data of Burgers and Louwerse* for recrystalliza- 
tion of a rolled single crystal. The results of two other 
experiments are given in the authors’ table II]. Because 
of the spread in orientations, little can be said about 
Crystal II However, at the risk of giving the im- 
pression that a coincidence plot can be pulled out 
of the hat for any observed rotation, I would like to 
say a little about the 47° rotations during recrystalliza- 
tion of Crystal III. In the family of (111) coincidence 
plots, the 38° (22°) rotation has the greatest density of 
coincidence sites; the next most dense is 28° (32°). 
In our paper we did not include any higher angles 
than 38°, but the rotation corresponding to the third 
greatest density of coincidence sites is 47° (13°). For 
the present I do not claim anything more than that 
the equivalence of rotation of Crystal III and this 47 
plot is coincidental. However, the simplicity of atomic 
motions involved in a 47° coincidence plot is of in- 
terest. This plot is shown in fig. 18. At the left, atoms 
in a single plane are shown before (open circles) and 
after (filled circles) the effective 47° rotation. At the 
right, the motion of atoms in three planes is illustrated 

small circles in the plane below and large circles in 
the plane above the original plane. Note that each 
atom moves only 13° around the coincidence site in 
its plane in an opposite direction from that of the 
effective bulk rotation. The longest path is no more 
than 4% an atomic distance. 

Finally, I would like to ask if the authors feel that 
the single recrystallization texture is developed in 
both the main portion of the deformed material and 
the deformation bands, or that the recrystallized 
grains from the main portion have absorbed the ma- 
terial of the deformation bands whether before or 
after it recrystallizes? 


F. H. WILSON, Technical Department, The Ameri- 
can Brass Co., Waterbury, Conn 


P. A. BECK and H. HU (authors’ reply)—In an- 
swer to Dr. Wilson, I would like to review again, 
briefly, the present status of our thoughts on texture 
theory. The work of Bowles and Boas,” of Rathenau 
and Custers,” of Kronberg and Wilson” and the pres- 
ent paper furnish ample corroborative evidence for 
the predominance in various face-centered cubic 
metals of a certain orientation relationship (rotation 
of 30° to 40° around a [111] axis) between grains 
growing in a matrix with a strong single orientation 
texture and the matrix itself. It is furthermore defi- 
nitely established that this orientation relationship is 
essentially the same in both recrystallization, when 
the matrix is a cold-worked single crystal and the 
growing grains are essentially strain free, and in 
coarsening when both the fine-grained highly ori- 
ented matrix and the growing grains are essentially 
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Fig. 18—Atomic motions in a 47° coincidence plot. 


mentioned all contain data to prove that the orienta- 
tion corresponding to the highest rate of growth is the 
same as found in textures produced by spontaneous 
(not artificially nucleated) coarsening. More recently 
it was possible to prove® that the same is true in the 
case of artificially nucleated recrystallization (fig. 20). 


strain free.* Since the driving force of grain boundary 

migration in the first case may be as much as 100 to 

1000 times larger than in the second case, the identity 

of the orientation relationships in these two processes 
is truly remarkable. 
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This re-orientation, occurring whenever a new 
generation of grains is growing in a highly oriented 
matrix, might conceivably come about in one of two 
ways. One may assume either, as Kronberg and Wil- 
son do, that nuclei for the new grains are available 
only in the required orientations (“oriented nuclea- 
tion”) or, as we do, that from among available nuclei 
of a great variety of orientations those with suitable 
orientation relationship with respect to the matrix 
have by far the highest rate of growth (“oriented 
growth") and will, therefore, predominate. In addi- 
tion to the work of Dunn,” independent observations 
made by Rathenau and Custers,” Kronberg and Wil- 
son, and ourselves on coarsening, artificially nucle- 
ated at points of local deformation, 
make it quite certain that in coarsening the rate of 
growth is in fact orientation dependent. The selective 
growth of grains having the correct orientation with 
respect to the matrix, when “nuclei” of a large variety 
of orientations have been provided artificially (fig. 19), 
cannot be rationalized without accepting the fact that 
the rate of growth in coarsening is orientation de- 
Furthermore, the three investigations just 


heterogeneous 


pendent 


Once it is clearly understood that the experimental 
facts can be readily accounted for on the basis of 
oriented growth—itself an experimental fact—the hy- 
pothesis of oriented nucleation is obviously unneces- 
sary. It should be pointed out also that oriented nu- 


Vy, 


Fig. 19—Orientation dependence of the rate of 
boundary migration in coarsening. 


Several small grains of varying orientativa produced by an- 
nealing at the sheared (lower) edge of the specimen. From 
among these nuclei these with faverable orientation grew 
large at the expense of the fine-grained matrix of single 
orientation texture. This matrix was produced by a 3 min 
anneal at 575°C of a high purity aluminum single crystal 
Previously rolled to © pet reduction of area. Deep etching 
Area reduced approximately one sixth in reproduction 
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cleation by itself is incapable of accounting for the 
experiments with artificial nucleation, referred to 
above. 

It is well known that textures obtained by coarsen- 
ing are usually much more sharply defined than the 
original matrix texture from which they developed. 
For instance the (116) [100] texture in silicon-iron is 
formed by coarsening from a recrystallized matrix 
with a rather weakly developed texture.” It is easy 
to see that the sharpening of the texture in coarsening 
cannot be accounted for on the assumption of oriented 
nucleation. On the basis of that hypothesis, the ori- 
entation of individual nuclei might be very accurately 
related to the orientation of the individual matrix 
grains in which they formed. Even then, this would 
lead to a spread in the coarsening texture at least 
equal to that in the matrix texture. On the other 
hand, if the coarsening texture results from oriented 
growth, and the rate of growth of the coarse grains 
is determined by their relative orientation with re- 
spect to the average orientation of the neighboring 
small matrix grains, much of the orientation scatter 
present in the matrix will be eliminated from the 
coarsening texture. Thus the observed sharpening of 
the texture in coarsening is easily interpreted on the 
basis of oriented growth. 

Kronberg and Wilson” state that, “The positive re- 
sult that ‘secondary recrystallization’ does not occur 
in twin-free cubically aligned copper but does in twin- 
bearing material . .. is the strongest kind of experi- 
mental evidence in favor of the concept of nucleation 
of new orientations at twin boundaries in the cubi- 
cally aligned material.” Their failure to produce 
spontaneous coarsening in cubically aligned aluminum 
was cited by Kronberg and Wilson as additional evi- 
dence in favor of the specific brand of oriented nucle- 
ation theory, which requires the presence of twin 
boundaries for the occurrence of a nucleation event. 
This theory cannot explain the results of the present 
investigation, which indicate that coarsening in fact 
does occur in fine-grained high-purity aluminum of 
a single orientation texture. It is significant that, ac- 
cording to Kronberg and Wilson’s observations, the 
twin-free cube texture in copper is more perfectly 
developed than the “cube component” of the twin- 
bearing material. It appears very probable that the 
occurrence of spontaneous coarsening in the twin- 
bearing material is a result of the presence of a suffi- 
cient number of grains suitably disoriented with re- 
gard to the main texture to serve as “nuclei” for 
coarse grains. Similarly, the slowness of spontaneous 
coarsening in the twin-free material may be attributed 
to the more sharply defined texture which does not 
contain large enough grains with orientations suffi- 
ciently deviating from the main texture. When 
“nuclei” with such off-orientations are provided by 
inhomogeneous local deformation and _ recrystalliza- 
tion, coarsening quickly proceeds. This interpreta- 
tion is again in good agreement with the work of 
Rathenau and Custers” who showed that in a face- 
centered nickel-iron alloy with cube texture spon- 
taneous coarsening occurs within a certain range of 
perfection of the cube texture. If the perfection of 
the texture becomes too great (after too high deforma- 
tion), spontaneous coarsening no longer occurs in the 
range of annealing conditions used, but, here too, 
coarsening can be induced by providing grains of off- 
orientation by recrystallization after an inhomogene- 
ous local deformation 

As discussed in ref. 28, the evidence now available 
convincingly shows that, even in the presence of am- 
ple driving energy, low-energy grain boundaries, 
corresponding to nearly identical or nearly twin ori- 
entation, migrate very reluctantly. On the other 
hand, high-energy grain boundaries, such as those be- 
tween grains of a relative orientation corresponding to 
a [111] rotation of about 30° to 40°, are highly mobile 
It is possible that grain boundary migration takes 
place by a mechanism requiring self-diffusion along 
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Fig. 20—Orientation dependence of the rate of 
boundary migration in recrystallization. 
Many small recrystallized grains of various orientations formed 
at the immediate vicinity of the twe scratches. Those re- 
erystallized grains with suitable orientation with respect 
te the cold-worked matrix grain grew selectively. High- 
purity aluminum initially annealed 4 hr at 650°C, rolled 12 
pet, electrolytically polished and scratched, annealed 1 br at 
350°C. Repolished and anodically etched. The twe scratches 
were partially removed by repolishing in order to make the 
numerous small grains more clearly visible. Polarized light, 
Biot-Klein quartz plate. X25. Area reduced approximately one 
sixth in reproduction. 


the migrating grain boundary. If so, the low mobility 
of low-energy boundaries and the high mobility of 
high-energy boundaries could be a result of the low, 
respectively high, rate of self-diffusion along such 
grain boundaries. 
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Recrystallization and Microstructure of 
Aluminum Killed Deep Drawing Steel 
by R. L. Rickett, S. H. Kalin, and J. T. MacKenzie, Jr. 
DISCUSSION, J. E. Burke presiding 


J. E. BURKE—I am particularly intrigued by the 
effect of cooling rate of the steel prior to the final re- 
duction upon the course of the recrystallization process 
which occurs later. Mr. Rickett finds that slow cooling 
from 1500°F causes aluminum-killed steel to behave 
similarly during recrystallization to rimmed steel, 
while rapid cooling leads to slower recrystallization 
and typical pancake-shaped grains. I should like to 
point out that there is considerable evidence that the 
role of the cooling rate, and of the other early thermal 
treatments, is probably to control the size and distribu- 
tion of the inclusions which can inhibit grain boundary 
migration. M. L. Samuels‘ has observed that exag- 
gerated grain growth occurs in certain mild steels only 
after proper cooling rates preceding the final box 
anneal. Similarly, I have observed’ that the rate of 
grain growth in alpha brass can be profoundly 
influenced by the rate of cooling from high temperature 
prior to a final cold reduction and recrystallization. In 
these cases, the observations are consistent with the 
explanation that at least some second phase inclusions 
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go into solution during the heating. If the specimen 
is rapidly cooled they reprecipitate in highly dispersed 
form which efficiently restricts grain boundary migra- 
tion, while if the specimen is slowly cooled, time is 
available for diffusion over greater distance, so the 
final precipitate consists of a smaller number of larger 
particles which have less effect upon grain boundary 
migration. This explanation is also consistent with the 
fact that slow cooling makes killed steel behave more 
like rimmed steel during recrystallization. One thing 
bothers me however, and I should be interested in Mr. 
Rickett’s comments on it. He has observed that grow- 
ing recrystallization nuclei have difficulty in crossing 
the old grain boundaries if the steel originally was 
cooled rapidly, while less difficulty exists if the steel 
was cooled slowly, as in the rimmed steels. One would 
expect, however, that during slow cooling the pre- 
cipitating phase would have more chance to form at 
the grain boundaries, and thus that pancake-shaped 
grains would be more likely to form in slowly cooied 
material. Possibly coalescence is sufficient with slow 
cooling so that the inclusions have little effect upon 
grain boundary migration, and that during rapid cool- 
ing there is still sufficient preference of the precipitate 
for the old grain boundaries so that the new grains 
have difficulties in crossing them. 


J. E. BURKE, Knolls Atomic Power Laboratory, 
General Electric Co., Schenectady, N. Y 


R. L. RICKETT (authors’ reply)—As suggested by 
Dr. Burke, there may be sufficient precipitation at 
grain boundaries during rapid cooling to inhibit re- 
crystallization and grain growth after subsequent cold 
reduction, whereas after slow cooling the precipitated 
particles may be too large to be effective. An alterna- 
tive explanation for inhibition at former grain boun- 
daries is that the inhibiting material is retained in 
solution when the steel is cooled rapid!ty, and then is 
precipitated during heating after cold reduction. 
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The Crystal Structure of Ni,W 


by E. Epremian and D. Harker 
DISCUSSION, C. H. Samans presiding 


R. M. TRECO—The present paper gives rise to sev- 
eral interesting theoretical points, particularly if we 
consider also the analogous compound Ni,Mo which 
has a crystal structure identical to that of Ni,W. A con- 
sideration of the work of Hume-Rothery and others 
leads one to expect intermetallic or electron compounds 
when the electron:atom ratio exceeds about 1.40 and 
the size factor infavorable. Superlattices, on the 
other hand, are characterized by the simple ratios AB 


and A,B in most case because these compositions 
usually indicate zone transitions. Combination of a 
size-factor which is favorable yet not too favorable 
and a high zone number for the solute atoms is ob- 


served in ordered atomic arrangements. The electron 
atom ratio is 0.40 for Ni,W and 0.20 for Ni,Mo, neither 
of which can be made to satisfy the usual ratio re- 
quirements for electron compounds even if a substitu 
tion of electrons for atoms in various ratios is made 
as suggested by Norbury. However, the ratio Ni.W is 
close to that of the A,B superlattice type and a con- 
sideration of the closest distance of approach of the 


R. M. TRECO., Massaci etts Institute of Tec 
Caml lge, Ma 
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Ni and W atoms for the observed structure shows the 
following: 
Each of the body-centered W atoms has: 


4 Nineighbors at 1.866 A 
4 Nineighbors at 2.469 A 
4 Nineighbors at 2.561 A 
8 Whoeighbors at 3.371 A 
2 Wonoeighbors at 3.553 A 
+ W neighbors at 5.730 A 


and it is apparent that this satisfies the conditions for 
a fourth-zone superlattice in respect to nearest solute 
neighbors (the same is true for Ni,Mo except that the 
distances are just slightly different). The size-factor 
is just within the acceptable range for Ni and W or 
Mo. Other considerations are that the compound Ni,Mo 
has been shown previously to be a superlattice, and 
that the resistivity of the § pkase is not exceptionally 
high when compared with pure metals and some alloys, 
since alloying increases resistivity as does the presence 
of quenching stresses. The authors point out that the 
drop in resistivity on aging is greater for the 19.8 at. 
pet alloy which is closest to the ideal ratio, Ni,W. 
Alloys which equal or slightly exceed this ratio in W 
may have even lower resistivity with similar aging 
treatment. 

Since the mechanism of the change to § structure is 
temperature dependent, appearing to be a phase change 
above 950°C, yet definitely establishing itself as an 
ordering reaction below this temperature, it would 
seem logical to designate the alloys below 950°C as 3’ 
as has been done in the Cu-Zn system. 

Have the authors found a similar temperature- 
dependence in the mechanism of the reaction for the 
17.6 at. pet W alloy and, if so, did the mechanism also 
change at 950°C? In order to establish the upper limit 
of the proposed s’ phase in this system, information 
on the temperature at which the reaction mechanism 
changes for other alloys in this range should be inter- 
esting. 

E. EPFREMIAN and D. HARKER (authors’ reply)— 
An ordered structure may be—and has been—defined 
as one in which atoms have essentially the same rela- 
tive positions as in a solid solution, but in which the 
different atomic species are arranged in an orderly 
way. In this sense, both Ni,W and Ni,Mo have ordered 
structures based on the face-centered cubic structure 
of the solid solutions of W and Mo in Ni. An ordered 
structure may form as a separate phase—by the nu- 
cleation and growth of a precipitate, for instance—or 
by a homegeneous reaction—‘“ordering.” In the case of 
Ni,W, it has been shown that the same structure can 
form by both mechanisms. However, it does not seem 
reasonable to change the name of a substance, depend- 
ing on the method of its preparation. Consequently, 
the distinction between s and §’ proposed by Treco 
appears unrealistic. 

Treco’s table of interatomic distances is incorrect. 
The Ni neighbors of a W atom are: 8 Ni at 2.538A, 4 Ni 
at 2.563A. 

The experiments suggested by Treco on the tem- 
perature dependence of the mechanism of formation 
of 17.6 at. pct W in Ni have not been carried out, and 
it seems unlikely that an opportunity to do this work 
will arise 


Structure of Diborides of Titanium, Zirco- 

nium, Columbium, Tantalum, and Vanadium 

by J. T. Norton, H. Blumenthal, and S. J. Sindeband 
DISCUSSION, R. L. Rickett presiding 


R. KIESSLING—This paper is of interest to those of 
us who are working on borides of transition elements 

For CrB., which is of interest in this connection, we 
at Uppsala have obtained the following values for the 
lengths of the axes’: 


a 2.969 A, c 3.006 A, c a 1.033 


j 
j 
5 
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Thus the calculated lattice dimensions will be (in 
Angstrom units) 


Metal to Boron Metal Separa- 
Metal te Boren to tion of a - 
in Sheet in Sheet Boron Sheets  Saee 
Metal 
CrB 2.97 1.72 2.30 3.07 2.56 
Mo-Be-phase | 3.01 1.74 2.31 3.13 2.80 
W-Be-phase | 2.98 1.72 2.34 3.07 2.82 


No further decrease of the separation of the metal 
sheets is thus observed when going from vanadium to 
chromium. The binding between adjacent boron atoms 
may, however, cause a deformation of the spherical 
shape of the atoms. 

It may be mentioned further that the e« phases in 
the molybdenum and tungsten-boron systems are re- 
lated to the MeB, phases discussed. They consist in 
part of simple hexagonal metal lattices with boron 
nets between the metal sheets. The values for the 
simple hexagonal parts of these phases are given above, 
but it must be pointed out that it is impossible to de- 
termine whether the boron nets are complete or not. 

Our investigations on columbium and _ tantalum- 
borides have shown that CbB, and TaB, have extended 
homogeneity ranges. For TaB, the values are 
Upper limit about 
72 at. pct boron 


Lower limit about 66.7 at. pet 
64 at. pet boron boron 
a 3.099, « 3224A a 3.078, « 3.265A a 3.057, « S291 A 


The decrease of the a-axis and increase of the c-axis 
indicate that the hexagonal nets of boron atoms for 
higher content of boron than 66.7 at. pet are filled up 
by additional boron atoms in the centers of the already 
existing rings of the nets, giving more or less complete 
sheets of boron atoms. The extension of the homo- 
geneity range to boron contents lower than 66.7 at. pct 
may be explained if the other phases of this system 
are regarded.° 

Concerning the application of Hagg’s rule for borides 
of the transition elements, we have come to the same 
conclusion as the authors. Studies on the borides of 
Th, Zr, Ta, Cb, Mo, W, Cr, Mn, Fe, Co, and Ni show 
that Hagg’s rule is valid only if the boron atoms occupy 
isolated positions in the metal lattice. The boron atoms, 
however, have a marked tendency to form chains, nets 
or three-dimensional networks through the metal lat- 
tice and Higg’s rule seems not to be valid for these 
borides. 

It is finally of great interest to note that conductivity 
measurements on ZrB, and TiB, have been made, and 
their metallic character confirmed. 


R. KIESSLING, Institute of Chemistry, University 
of Uppsala, Uppsala, Sweden. 


J. T. NORTON (authors’ reply)—In our observations 
on columbium and tantalum boride we have observed 
that the diffraction lines were not sharp, whereas, for 
the other borides they were sharp. This suggested the 
possibility of a homogeneity range for these borides 
Kiessling has confirmed that this homogeneity range 
is considerable. 

I might also add that it is important to remember 
that in these interstitial structures the geometry is not 
the only thing to consider. With tungsten and molyb- 


Method Residue, Mn si 
Pet 


Crucible 
Stee! Co 20.1 420 0.22 0.61 


Authors 


denum borides of the MeB, type, the radius ratio would 
be about 0.61, which would lie right in the range of 
the borides which we have been investigating. The 
fact that these elements do not form such borides is 
an indication that something about the chemical nature 
of tungsten and molybdenum is different from these 
other transition elements. 

I do not quite understand Dr. Kiessling’s statement 
that in the case of borides in which the composition 
exceeds that of the MeB, type that the extra boron 
atoms go in the center of these rings. If that is the 
case, it means that the boron atom must lie directly 
between two metal atoms which are practically in con- 
tact, and the only way I can make that picture agree 
is to imagine that perhaps there are vacancies in the 
metal atom sheet which permit the boron atoms to 
have these positions. 
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The Isolation of Carbides from 
High Speed Steel 
by D. J. Blickwede and M. Cohen 
DISCUSSION, R. L. Rickett presiding 


L. C. CHANG—tThe authors are to be complimented 
on their paper describing in great detail the electrolytic 
extraction of carbides in high-speed steels by two 
methods: the elaborate double citrate cell and the 
simple hydrochloric acid cell. They concluded that the 
citrate cell has the experimental disadvantage, aside 
from its complexity, that portions of the matrix of 
high-alloy steels may not dissolve during the elec- 
trolysis and that the 1:10 hydrochloric acid cell is 
simple to operate and yields quantitative results. 

We have been using a method, previously developed 
at Battelle Memorial Institute, which seems to com- 
bine the features of both methods described by the 
authors. The cell arrangement is very similar to fig. 3 
of the authors’ paper except that a 304 stainless steel 
cathode is used instead of the copper cathode, and that 
there is introduced between the anode and the cathode 
a heavy filter paper thimble to keep the anode and 
extracted carbides separated from the nascent hydro- 
gen being evolved at the cathode during electrolysis. 
The electrolyte contains 60 g per liter of ammonium 
chloride and 160 g per liter of citric acid. The cells are 
operated at room temperature with a current density 
of about \%4 amp. per sq. in. A study of the pH as a 
function of the operating time showed that the elec- 
trolyte became essentially a buffered solution with a 
pH between 2 and 3. This permitted the dissolution of 
about 15 g of sample in 24 hr with a current efficiency 
of about 90 pct. 

The chemical analyses of extractions made at two 
different times of a sample of Rex M2 analyzing C, 
0.84; Mn, 0.22; Si, 0.27; Cr, 4.08; V, 2.03; W, 6.15; and 
Mo, 4.93 are compared with those of the authors’ in 
the tabulation below. These show good agreement be- 
tween the chemical compositions of residues extracted 
by the Crucible Steel Co. method and the authors’ 
hydrochloric acid method. 


Comparison of Chemical Analyses of Electrolytically Extracted Residues from 6 W; 5 Mo; 2 V High-speed Steels 
by Two Methods 


cr Vv w Me Fe Total 


95.62 


7 a3 855 27.93 21.58 25.41 96.35 


: 
A 
» 
7? 
Steel Cx 19.2 $24 0.17 O57 7.87 8.40 27.93 21.45 24.99 az : 
| 21.7 72 94 8.05 27.3 21.4 
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The authors’ description of a metallographic method 
differentiating the following carbides: MC, M,C, M..C,, 
is extremely interesting. We have tried the r ethod on 
several high-speed steels, including the 18-4-. 4: ade. 
Annealed specimens of 18-4-1 electrolytically e. ed 
with 1 pet chromic acid show scattered small gray ~s 
well as black particles. However, diffraction patterns 
of electrolytically extracted residues from anne.u.ed 
18-4-1 fail to show the MC carbide pattern. We are not 
quite sure whether the scattered small gray and black 
particles in 18-4-1 after the 1 pet chromic acid elec- 
trolytic etch are a true representation of the MC car- 
bide, and hope that the authors of this paper can 
offer us a satisfactory answer 


L. C. CHANG, Research Laboratory, Crucible Steel 
Co. of America, Harrison, N. J 


D. J. BLICKWEDE and M. COHEN (authors’ reply) 

It is gratifying to note the agreement between our 
results and those obtained by Dr. Chang with a dif- 
ferent isolation method on another heat of M-2 high- 
speed steel. This independent confirmation lends further 
support to the significance of electrolytic extractions 

Frank Kayser at M.LT. has recently applied the 
etchants described in this paper to several commercial 
grades of high-speed steel, including 18-4-1, and the 
MC carbide has been found in all cases by means of 
the chromic acid (electrolytic) etch. However, the 
amount of MC in 18-4-1 is so small (1.3 pct in the 
annealed state and 0.3 pct after austenitizing at 2350°F) 
that it cannot be detected with certainty in the X-ray 
photograms of the extracted residues. On the other 
hand, the MC carbide can be detected by X rays in 
the extracted residues of steels with higher vanadium 
contents, such as 6-5-4-2, 6-5-4-4, and 0-9-4-2, and the 
chromic acid etch shows correspondingly more of this 
carbide in the microstructure 

It is more difficult to distinguish the MC carbide in 
18-4-1 than in 6-5-4-2 because the M.C, carbide seems 
to be more readily attacked in the former than in the 
latter steel. However, a freshly prepared 1 pct chromic 
acid solution used electrolytically at 2 v yields fairly 
positive results. The MC etches quite dark with vir- 
tually no attack on the M_C.. If the structure becomes 
omewhat overetched, the M.C, particles turn gray, 
as observed by Dr. Chang. Only the very dark particles 
are considered to be MC 


Oriented Arrangements of Thin Aluminum 
Films on lonic Substrates 
by T. N. Rhodin, Jr. 
DISCUSSION, W. L. Fink presiding 


G. W. JOHNSON—Would the points of contact be- 
tween the probes and the film affect its nucleation, 
growth and orientation? Were the diffraction measure- 
ments made after the film was cooled to room tem- 


perature ar d, if so, might the cooling stresses lead to 
ome disorientation? Were any of the films stripped 


and heat treated independently of the substrate or 
were they all heat treated on the substrate” 

T. N. RHODIN (author's reply)—First of all, with 
respect to the influence of the apparatus, itself, on the 


orientation, that is, the manner of suspension of the 
pecimen, there were two platinum points, in contact 
with the pecimen on the outer edges, between which 


the film was deposited, giving an index of the fact that 
the film was go down. The effect of the probe as a 
point of nucleation was not investigated, specifically 
It does not seem too likely that such point would be 
an important influence on film growth 


With respect to the X-ray technique, the X-ray pat 


terns were obtained at room temperature. The speci 
mens were taken out and put into the camera. There is 
the po bility, certainly, of strat 

However, the fact that some high degree of orienta 
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tion specific to each substrate was obtained indicates 
that the orientation was not due to the strain, but 
rather to the substrate. At least, that seems a very 
reasonable assumption. 

Now, with regard to the X-ray technique, there is 
a question about this method. We do not know how 
good a single crystal surface we had. You see, there 
were steps in the cleavage surface. You could get a 
group of specimens having the same counter-axis 
growing at right angles to the surface on neighboring 
steps, so that it would appear as a highly oriented film. 
It would be a highly oriented film, with one question 
remaining about the film axis. 

As far as heat treatment was concerned, no striking 
disorientation effect was observed upon cooling in 
vacuum. Most of the films were too thin to strip from 
the substrate for independent examination. 


G. W. JOHNSON, Department of Physics, Brook- 
haven National Laboratory, Upton, L. 1, N. Y.; E. A 
GULBRANSEN, Westinghouse Research Laboratory, 
East Pittsburgh, Pa 


E. A. GULBRANSEN—Has the author studied the 
structure of the evaporated aluminum deposit using 
the electron diffraction or electron microscope tech- 
niques? Has he observed the formation of a film of 
aluminum oxide on the surface of evaporated alumi- 
num? 

T. N. RHODIN—Electron micrographs were not taken 
of the surface. As far as aluminum oxide is concerned, 
I think everyone will agree it is absolutely impossible, 
under the baking conditions we can obtain in the labo- 
ratory, to get an absolutely oxide-free surface. There 
is enough oxygen on the surfaces of this area to pro- 
duce an oxide film. The distribution of oxide in the 
aluminum film remains undefined. One might expect 
oxide particles in the metal film would promote dis- 
order. 


Kinetics of the Reactions of Zirconium 
with O2, N2, and H2 
by E. A. Gulbransen and K. F. Andrew 
DISCUSSION, M. B. Bever presiding 


J. T. WABER—In the study of the oxidation reaction 
a parabolic rate law was observed. Such a rate law 
is to be expected if the reaction is under diffusion 
control. 

Wagner and coworkers have pointed out the import- 
ance of ionic diffusion in the conduction of electricity 
through semiconductors such as halides and oxides, 
and subsequently proposed a theory for corrosion re- 
actions. Experimentally it was observed that the ionic 
conductivity is proportional to the n-th power of the 
oxygen pressure for cationically conducting oxides, 
where n is a fraction ranging from one seventh to one 
fourth. Seitz recently showed by a radioactive tracer 
method, that the diffusivity calculated from the con- 
ductivity by the usual Einstein relation agrees very 
well with that directly measured. By this reasoning 
one might expect that oxidation rate might be pro- 
portional to some such n-th power of the oxygen pres- 
sure 

Indeed an analysis of the data presented in table III 
gave an oxygen dependence ranging from 0.3 to 0.04 
for n and slowly decreasing with scale thickness. This 
dependence on scale thickness obscures the argument 
presented above and hence the revision of the 3S; 
value, that would be necessary if the diffusivity D 
were pressure dependent, can probably be neglected. 

The effect of nitrogen pressure on the rate of re- 
action of this gas with zirconium is appreciable during 
the first half hour at 750°C but becomes obscure as the 
scale thickness increases. Therefore calculation of the 
pressure dependence of the parabolic rate constant 
from data in fig. 11 is inappropriate although investi- 
gation of this detail might be meritorious 
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E. J. CHAPIN—Was there an assumption made that 
oxygen was not soluble in the metal at the tempera- 
ture of 425°C? 


J. T. WABER, Los Alamos Scientific Laboratory, 
Los Alamos, N. M.; E. J. CHAPIN, Nava! Research 
Laboratory, Washington, D. C.; J. T. NORTON, Massa- 
chusetts Institute of Technology, Cambridge, Mass.: 
A. U. SEYBOLT, General Electric Co., Schenectady, 
N.Y.; M. B. BEVER, Department of Metallurgy, Massa- 
chusetts Institute of Technologu, Cambridge, Mass. 


E. A. GULBRANSEN (authors’ reply )—That assump- 
tion is implied in calculating the thickness of the oxide 
film. The rate data are good in spite of that assump- 
tion, as you may interpret it as grams per centimeter 
squared. We feel that the oxide, up to 425°, is not ap- 
preciably soluble, so that the calculations in terms of 
thickness are fairly good. We do not know how solu- 
ble the oxide is, however, we do see these oxide films 
on the metal after heating for a long time in vacuum 
at this temperature. 

J. T. NORTON—Is the oxide formed at the low tem- 
peratures on zirconium ZrO, or ZrO? Are there any 
determinations to be made? 

E. A. GULBRANSEN—Dr. Hickman and I have 
studied this problem and find the oxide to be mono- 
clinic ZrO, over a wide temperature range. 

A. U. SEYBOLT—What reaction occurs with CO or 
CO, on zirconium? 

E. A. GULBRANSEN—This problem has been studied 
by Guldner and Wooten. They find that both the oxide 
and carbide are formed. This is in accord with the 
predictions of thermodynamics. 

M. B. BEVER—The diffusion of atomic hydrogen 
into zirconium is consistent with the pressure depend- 
ence of the solubility of diatomic gases in metals 
known as Sievert's law. 

E. A. GULBRANSEN—Yes. 


Kinetics of the Reactions of Titanium 
with O2, N2, and H2 
by E. A. Gulbransen and K. F. Andrew 
DISCUSSION, M. B. Bever presiding 


W. J. MOORE—The authors state that the self-diffu- 
sion coefficient of titanium in its oxide is given by 
D K 2, where K is the parabolic rate constant. This 
appears to be an over-simplification. The theoretical 
equation given by N. F. Mott for the rate constant is 
K 2D if f.), where f, and f, are the fractions of 
structural defects at the phase boundaries (interstitial 
ions or vacancies depending on the diffusion mecha 
nism). In general, we do not have any quantitative 
information about f, and f,, but they usually range 
from 10° to 10°. Thus diffusion coefficients estimated 
from the relation D K 2 may be two low by factors 
of 10° to 16 

In addition, the Mott equation itself is not firmly 
established. It is based on the assumption of a con- 
stant equilibrium concentration of defects at the boun- 
daries of the oxide film. Other types of boundary con- 
ditions still lead to a parabolic rate law 

It should also be realized that “diffusion coefficients” 
estimated from oxidation rate constants would be valid 
only for the particular nonequilibrium film of oxide 
being formed in the oxidation. The coefficients in bulk 
oxide may be considerably different. In our laboratory 
we have studied the diffusion of radioactive copper in 
bulk cuprous oxide and in the oxide formed during 
copper oxidation. At 1000°C preliminary measurements 
indicate that the diffusion coefficient in the bulk oxide 
is smaller by a factor of about 20 

E. A. GULBRANSEN (authors’ reply)—We have as 
sumed for metals like titanium and zirconium that 
D K 2. This is a simplification but it is not too bad 
for those oxides which have broad limits of homo- 


geneity. Thus one may obtain approximate values for 
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the diffusion coefficients within a factor of 10° to 10° 
of the correct value for these oxides. 

E. J. CHAPIN—What was the original oxygen con- 
tent in the materials used for samples? 

K. F. ANDREW (authors’ reply) —We do not have 
an oxygen analysis on either the commercial or iodide 
types of titanium. Such analyses are difficult to make 
with a high degree of accuracy. 

M. B. BEVER—Kelley’s Bulletin on the thermo- 
dynamic properties of nitrides contains an equation 
for the decomposition pressures of titanium nitride. 

E. A. GULBRANSEN—That is quite correct. There 
is an equation, and the decomposition pressures can be 
calculated. However, there is some question about cer- 
tain of the present thermal data, so in our own calcu- 
lations we have limited ourselves to 800°C 

H. HIRSCH—The solubility of hydrogen in titanium 
vs. temperature curves indicates that the solubility in- 
creases with increasing temperature. In many hydro- 
gen-metal sytems, generally the total solubility in- 
creases as the temperature is lowered. Were any sam- 
ples heated to a high temperature, saturated with 
hydrogen, and then held at lower temperatures to de- 
termine the maximum solubility vs. temperature? 
Such a procedure often avoids interference from ob- 
structing surface films. 


W. J. MOORE, Catholic University, Washington, D. C.; 
E. J. CHAPIN, Naval Research Laboratory, Washington, 
D.C.; M. B. BEVER, Department of Metallurgy, Massa- 
chusetts Institute of Technology, Cambridge, Mass.; H. 
HIRSCH, General Electric Co., Schenectady, N. Y.; 
J. T. WABER, Los Alamos Scientific Laboratory, Los 
Alamos, N. M.; W. A. ALEXANDER, National Research 
Council, Ottawa, Ont., Canada 


E. A. GULBRANSEN—We have not made solubility 
experiments of hydrogen in titanium. This has been 
done by others. Our interest is chiefly in the rate of 
reaction. Here the effect of temperature is to increase 
the rate at wh ch hydrogen is taken up by the metal 

J.T. WABER—I would like to point out a minor im- 
provement that the authors might make. Their rate 
expression is 


K 2KT f AE* 
h ( R RT 
which can be written in the logarithmic form 
AE* l 
In K In A in T — ( ) [2] 
R 7 


wherein A has been appropriately defined to inciude 
the constant terms of eq 1. The authors have plotted 
the function In K against (1 T) to obtain the energy 
of activation JE* from the slope. It is apparent that 
this procedure is equivalent to neglecting the second 
term on the right hand side of eq 2. A preferable pro- 
cedure would be to plot the function In (KT) against 
the reciprocal of the absolute temperature 

In recent experiments on the oxidation of “iodide” 
titanium by air, a considerable weight loss occurred 
that is unaccounted for. During the period of the 
weight loss, appreciable thicknesses of an oxide film 
developed, as was indicated by the interference colors. 
A summary of pertinent data follows 


Elapsed Total Wt 
Sample Temp Time Loss 
ie Micrograms 
1 220 40.5 
2 250 45.5 674 
3 20 43.5 730 
1A 220 1,331 
2A 250 1451 
3A 20 145 yh 
252'Gair 
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The repeated runs 1A, 2A and 3A were polished dry 
to eliminate the possibility that the weight loss was 
due to adsorbed moisture. Even in a short time, the 
oxide thickness was appreciable. In run No. 3, the 
oxide was 390 A thick at the end of 43 hr. Further in- 
vestigation has revealed that this weight loss behavior 
can be prevented by adequate vacuum treatment, but 
the constituent has not been identified. 

In a discussion of TP 2659 by the same authors I 
pointed out that a pressure dependence of reaction 
rate might be expected to lie in the range of the one 
fourth power of the oxygen pressure. Such a predic- 
tion was based on the semitheoretical ideas of Wagner 
concerning semiconductors such as oxides and halides 
Analysis of the data in fig. 4 leads to the rate expres- 
sion 


K kp 


wherein n 0.33 for scale thicknesses corresponding 
to the conclusion of the experiment, and this exponent 
seems to hold over the complete range of thickness 
investigated 

A small revision of the entropy of activation is neces- 
sary as the theory of absolute reaction rates is based 
on specific rate constants such as k rather than K. The 
choice of 1 atm of pressure appears to be a satisfactory 
standard state to simplify the dimensions of the con- 
stant k. Thus P can represent the reduced pressure of 
the absolute partial pressure p divided by 1 atm. The 
comparison of the entropy of activation with those 
calculated by construction of a model could be facili- 
tated by expressing k in the units of mols reaction per 
square centimeter per second instead of the units 
herein employed 

E. A. GULBRANSEN—Dr. Waber’s point about plot- 
ting In K T instead of In K is well taken, and will be 
employed in the future. For most cases the change in 
the temperature T is small compared to changes in 
in K. A similar energy of activation would be cal- 
culated from either plot. 

We have heated one of Dr. Waber’s samples in high 
vacuum over a wide temperature range and find no 
unusual behavior. The weight loss observed in Dr 
Waber's measurements must be attributed to material 
evolved on evacuating and heating to 300°C 

We do not feel that the vacuum microbalance is 
the most desirable instrument for measuring pressure 
effects on reaction rates since convection currents are 
present in the system due to temperature differences 
Unk great care is exerted it is difficult to separate 
gas flow effects due to convection currents and their 
pressure dependency from the pressure effect. This we 
have not done 

We prefer to express our data in terms of diffusion 
theory since this gives us a chance to compare with 
diffusion data from other types of systems 

W. A. ALEXANDER—What was the nature and 
quantity of the gas pumped out in the early part of 
the experiments? 


K. F. ANDREW—tThe gas given off is rather small 


and thus it is difficult to analyze even by mass spectro- 
meter techniques. We have no evidence of the compo- 


ition of these gases 


The Lattice Parameters of High Purity 
Alpha Titanium; and the Effects of 
Oxygen and Nitrogen on Them 


by H. T. Clark, Jr. 
DISCUSSION, B. W. Gonser presiding 


E. S. GREINER—Impurities such as those present in 
this titanium (footnote of table III) will affect the size 
of the unit cell. Iron, silicon, and aluminum probably 
enter the close-packed hexagonal lattice of titanium in 
1 substitutional manner because of similarity in the 


atomic radii. Since the radius of each of these metallic 
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impurity atoms is smaller than that of titanium, the 
size of the unit cell should be decreased by their pres- 
ence. I wish to ask the author if he has any informa- 
tion concerning whether this reduction in size of the 
unit cell will affect the values of a. and c., or only that 
of c., as was found for the impurities, oxygen and 
nitrogen, which are probably interstitial. 

B. W. GONSER—The value of c. referred to in the 
second footnote of table I was from a single determina- 
tion, incidental to work on properties other than lat- 
tice parameters. Filings of iodide titanium (made under 
the same conditions as were used in making the ti- 
tanium for Mr. Clark) were sealed in a hole drilled in 
a section of iodide titanium rod and vacuum annealed 
before X-ray examination. The powder easily could 
have become contaminated in processing, and we 
readily agree that the use of sheet specimens would 
be better. Mr. Clark’s method of preparation probably 
could have been improved also, by merely cold rolling 
the iodide titanium rod as received, and vacuum an- 
nealing, in place of melting, rolling, annealing, surface 
grinding, and annealing again. Every operation adds 
to the risk of contamination. 


E. S. GREINER, Bell Telephone Laboratories, New 
York, N. Y.; B. W. GONSER, Battelle Memorial Insti- 
tute, Columbus, Ohio. 


H. T. CLARK (author's reply)—Determinations of 
the parameters of titanium-aluminum alloys have 
shown that both the a, and c, values of the alpha phase 
are decreased by the addition of aluminum. No de- 
terminations have been made on systems containing 
the other two elements about which Dr. Greiner asked. 

Two X-ray samples have been prepared directly 
from the iodide rod by cold rolling as suggested by 
Dr. Gonser. The parameters of these samples were not 
significantly different from those reported in table III. 


The Effect of Oxygen, Nitrogen, and 
Hydrogen on lodide Refined Titanium 
by R. I. Jaffee and IL. E. Campbell 
DISCUSSION, B. W. Gonser presiding 


E. A. GULBRANSEN—Should the hardness data be 
represented as single points or would it be better to 
give the range of values observed? 

R. I. JAFFEE (authors’ reply )-—Dr. Gulbransen raises 
a very good point. It certainly is true for large grained 
alpha titanium. In large grained titanium there are 
orientation effects from the various grains insofar as 
hardness is concerned. The alloys are somewhat dif- 
ferent. Orientation effects are generally greatest in the 
as-deposited iodide titanium. The specimens in this 
work had received about 90 pct cold-reduction before 
being annealed and recrystallized. Therefore, orienta- 
tion effects should be minimized. I would say that, in 
this case, average hardness is satisfactory. 


E. A. GULBRANSEN, Westinghouse Research Lab- 
oratories, East Pittsburgh, Pa.; A. U. SEYBOLT, Gen- 
eral Electric Co., Schenectady, N. Y. 


A. U. SEYBOLT—In connection with the remarks on 
the Widmanstatten structure, it might be pointed out 
that some recent Russian work has shown that there 
is a martensite transformation possible in cooling from 
beta to alpha zirconium. The type of structure shown 
in the micrographs might suggest such a transforma- 
tion mechanism in the specimens used by Jaffee. 

Also, the fine grained Widmanstatten structure 
shown in the zirconium-nitrogen alloys might be due 
to the effect of nitrogen on the kinetics of the beta — 
alpha transformation. Nitrogen might lower the trans- 
formation temperature enough so that nucleation of 
alpha occurs at a lower temperature than in the pure 
metal. Since more alpha nuclei would be present when 
formed at a low temperature, a fine grained structure 
would be expected. 
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R. I. JAFFEE—There undoubtedly is martensitic 
transformation when titanium is quenched fast enough. 
The rate of cooling in this case was slow enough that a 
true Widmanstatten arrangement of plates was ob- 
tained. In connection with Dr. Seybolt’s remarks on 
the cause for the finer plates in the nitrogen-contain- 
ing alloys, I agree, completely, with him. 


Preparation and Casting of Beryllium Melts 


by J. G. Kura, J. H. Jackson, M. C. Udy, 
and L. W. Eastwood 


DISCUSSION, H. Y. Hunsicker presiding 


E. J. BOYLE—Were any analyses made of impurity 
content, especially carbon? 

L. W. EASTWOOD (authors’ reply)—As reported in 
the paper, the impurities found in remelted virgin 
beryllium were 0.10 pct Al, 0.08 pct Si, 0.10 pct Fe, 

0.05 pet Mg, and only traces of other elements. Metal- 
lographic examination revealed just a few carbides 
which indicated the metal had relatively low carbon 
content. The actual carbon content may be as high as 
0.05 pet. Analytical methods for carbon were not so 
precise as desired. Presence of carbide has been found 
in samples reported to contain 0.005 pct carbon. 

S. J. MORANA—To your knowledge, is there any 
evidence of diffusion of oxygen and/or nitrogen in 
metallic beryllium? I refer to a true diffusion similar 
to that reported in experiments conducted with metal- 
lic titanium. 

L. W. EASTWOOD—We gave a lot of thought to this 
problem, because it does have a very reali bearing on 
the problem of unsoundness in the beryllium castings. 
Particularly, gas solubility in the liquid is important. 
We were unable to show any evidence of solubility of 
oxygen in beryllium. However, there may be some 
solubility of oxygen in the liquid or solid beryllium. 
We did not have any evidence of solubility of nitrogen 
in solid beryllium, but we do have distinct evidence 
that nitrogen is soluble in beryllium melts. 

A. HILLER-—-What were the maximum densities ob- 
tained for fairly sound castings? What safety precau- 
tions were taken in handling beryllium or in disposing 
of the argon atmospheres? 


E. J. BOYLE, Oak Ridge National Laboratory, Oak 
Ridge, Tenn.; S. J. MORANA, Clifton Products, Inc., 
Painesville, Ohio.; A. HILLER, General Electric X-Ray 
Corp., Milwaukee, Wisc. 


L. W. EASTWOOD—We did not measure any densi- 
ties of the beryllium. One would have to be reasonably 
careful in measuring the density of beryllium, because 
it would be enormously affected by the composition 
Because of the low density of the beryllium, any heavy 
metallic impurities will have a very substantial effect 
on density. The unsoundness that we encountered was 
entirely that of shrinkage if it was inadequately fed, 
or fairly large gas or blowholes if the gas was exces- 
sively high in the melt. Both are readily visible and 
density measurements do not appear necessary. 

I would suspect that difficulties with leakage in 
beryllium would be a result of poor feeding. 

Careful attention should be paid to the attainment 
of proper temperature gradients in the casting at the 
time it is poured. 

The hazard involved in handling beryllium is, of 
course, a fairly complex question, entirely out of my 
field. I would say that anyone who is handling beryl- 
lium, or contemplates handling beryllium, should be 
thoroughly familiar with this problem. There is a lot 
of information on it, and I believe it is obtainable 


through the A.E.C. 


Metallographic Examination of Beryllium 
Alloys 

by M. C. Udy, G. K. Manning, and L, W. Eastwood 

DISCUSSION, H. Y. Hunsicker presiding 


H. S. KALISH—We found that all phases in the 
beryllium-zirconium system could be identified using 
polarized light almost exclusively. Alloys with 5 or 10 
pet Zr, lightly etched with 5 pct HF, were similar to 
that shown in fig, 22 and could be seen equally well 
unetched with polarized light. When properly polished, 
the beryllium matrix grains are clearly visible in po- 
larized light, and the more arduous preparation de- 
scribed by the authors can be avoided. 

W. A. ALEXANDER—In studying the recrystalliza- 
tion of beryllium, we found and reported previously 
that new grains, invisible in ordinary light, were shown 
more clearly in polarized light. 


H. S. KALISH, Sylvania Electric Products Inc., Bay- 
side, L. 1., N. Y.; W. A. ALEXANDER, National Re- 
search Council, Ottawa, Ont., Canada. 


M. C. UDY (authors’ reply)-—Of course, we recog- 
nized the usefulness of polarized light in examining 
beryllium specimens. This has been used for quite a 
long time. The M.I.T. work described this method 
quite fully. However, since the “arduous” preparation 
described by the authors consisted of obtaining a 
proper polish, it is hard to see how use of polarized 
light could avoid anything but our simple etching 
procedure. I am happy to hear from Mr. Kalish that 
the 5 pet zirconium alloy of ours looked much the same 
as did his. 


Kinetics of the Austenite ~ Martensite 
Transformation 
by J. C. Fisher, J. H. Hollomon, and D. Turnbull 
DISCUSSION, A. E. Nehrenberg presiding 


L. D. JAFFE—The authors assume that the nuclei 
or embryos from which the martensite needles grow 
are not coherent with the parent austenite lattice, 
otherwise the embryos would not persist long enough 
to nucleate the martensite at the proper temperature. 
They assume, on the other hand, that the martensite is 
coherent with the austenite after it is grown. This 
divergency is explained on the basis that the advanc- 
ing martensite front leaves behind it dislocations 
which were originally at the martensite-austenite inter- 
face. It would seem equally reasonable for the aus- 
tenite to advance into the embryos, leaving behind 
dislocations, and at the same rate. That rate is very 
fast and the embryos would not remain in their high 
temperature distribution during quenching, so that 
they would not be available to nucleate the martensite 
at the proper temperature. 


L. D. JAFFE, Watertown Arsenal Laboratory, Water- 
town, Mass 


J. C. FISHER (authors’ reply)—-The question raised 
related to the exact sort of embryo that was assumed 
to be retained during quenching from the austenitizing 
temperature. There are a number of possibilities. The 
one mentioned in the paper was that a little particle 
of noncoherent ferrite in a carbon-free region could 
be retained during quenching. This, however. is not a 
necessary picture, and we now feel that another pos- 
sibility is more likely, although I do not believe it was 
so stated in the paper. Certainly if there are carbon- 
free regions in the austenite, these regions will per- 
sist during quenching because it takes the carbon a 
relatively long time to move by diffusion. Little co- 
herent martensite plates will form and disappear by 
thermal motion in such carbon-free regions during 
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quenching, until finally during cooling a little plate 
forms that can persist (the critical size decreases at 
lower temperatures) in carbon-free austenite—in other 
words, in pure gamma iron—so that it remains in the 
carbon-free region until the M, temperature is reached 
and the platelet can grow out and fill the specimen 

We now feel that it is more likely that the mar- 
tensite nucleus arises in this way, by little martensite 
platelets flicking in and out during quenching until 
the temperature gets low enough so the last platelet 
formed will persist on down to the M. temperature or 
below. The arguments that led us to come to this con- 
clusion were substantially the arguments that Dr. Jaffe 
has just presented 


The Free Energy Change Accompanying the 
Martensite Transformation in Steels 
by J. C. Fisher 
DISCUSSION, G. M. Cover presiding 


P. K. KOH—In these calculations, is the variation 
in the pressure resulting from the volumetric change 
during the martensitic transformation considered? 

B. L. AVERBACH—The author has presented a 
thermodynamic treatment of the martensite trans- 
formation if it is considered as a process of nucleation 
and growth. Cohen and Paranjpe have presented an- 
other thermodynamic treatment of the same trans- 
formation considered as a process of nucleation and 
shear. A main point of difference in these two views 
comes in deciding whether tetragonal martensite or 
cubic martensite is the thermodynamically stable struc- 
ture. The author assumes that the tetragonal form is 
the stable one, whereas the other authors have de- 
cided in favor of the cubic form. This point would best 
be answered experimentally and it is hoped that some 
experiment can be devised to test these hypotheses 


P. K. KOH, Allegheny Ludlum Steel Corp Brecken- 
ridge, P B. 1 AVERBACH., Massachusetts Institute 
of Technology, Cambridge, Ma 


J. C. FISHER (author's reply )—First of all, to reply 
to Dr. Koh, the pressure was completely ignored in 
the analysis. The fact that martensite particles are 


plate ind can pry the austenite apart fairly easily, 
uggests that the influence of pressure would be con- 
iderably k than if the particles formed as spheres 

In reply to Dr. Averbach, I think there is evidence 
that the tetragonal form of martensite, when it is ob- 
erved, is more stable than the cubic, and the evidence, 
briefly, is this. When one looks at martensite it ts 
tetragonal, and it remains so at temperatures where 
ve know that carbon moves around rapidly. At room 
temperature, for example, carbon stays in any given 


interstitial position only about 
One would think if the cubic form were the more 
table, transformation to cubic martensite would occur 


in a matter of seconds. The fact that it stays tetragonal 
for relatively long times suggests strongly, I think, 
that the tetragonal form is the more stable one 


The Transformations in °-CuAl Alloys 
by E. P. Klier and S. M. Grymko 
DISCUSSION, J.C. Fisher presiding 


D. J. MACK—-It is to be expected that as one departs 


from the eutectoid comp ition in either direction there 
will be some change n the decomposition of the 

but the changes which occur may be less complex than 
indicated in th paper. Since this system shows a 
ready tendency to form metastable or transition phases, 
particularly supersaturated phase t is logical to ex 
pect the greatest departure from customary eutectoid 


behavior in the hyper-eutectoid direction. The right 
ward shift in the diagram with increased cooling rate 
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proposed by Smith and Lindlief* to account for the 
precipitation of supersaturated a indicated that alloys 
up to about 12.8 pct Al should transform similarly to 
the eutectoid alloy. Koch’ and Gridnew' agreed on the 
value of 12.8 pet Al. Fig. 33 shows the structure of a 
high purity alloy containing 12.47 pct Al transformed 
20 hr at 400°C. The structure, consisting of pre-eutectoid 
Widmanstatten a and pearlite, is essentially the same 
as that of a eutectoid alloy transformed at the same 
temperature-time. Fig. 34 shows a_ hyper-eutectoid 
alloy containing 12.75 pet Al which was also trans- 
formed 20 hr at 400°C. The structure consists of pre- 
eutectoid y, and pearlite in the untransformed matrix 
This alloy, although containing only 0.30 pet Al more 
than that shown in fig. 33, is clearly hyper-eutectoid 
and has what might be termed a “normal” hyper- 
eutectoid structure. This means that the metastable 
eutectoid composition postulated by Smith and Lind- 
lief, Koch, and Gridnew actually lies between 12.47 
and 12.77 pct Al—in good agreement with their value 
of 12.8 pet Al. 

The authors have shown that the character of the 
decomposition of 8 undergoes a marked change when 
the aluminum content is further increased to 13.5 pct— 
departing radically from normally expected hyper- 
eutectoid behavior. One is reluctant to give up the 
idea of structural analogy in similar alloy systems. 
Figs. 35, 36, and 37 indicate that this structural analogy 
may still be valid in the copper-aluminum system. The 
alloys shown in these three micrographs were all trans- 
formed isothermally 20 hr at 400°C. Fig. 35 shows 
pearlite in an alloy of 9.22 pct Al, fig. 36 in an alloy 
of 10.66 pct Al 

It is true that the pearlite in figs. 35 and 36 is not 
uniformly lamellar but this is apparently because the 
spacing of the martensite »’ needles is of the same 
order of magnitude as the spacing of the pearlite which 
would normally form at this temperature. Conse- 
quently, the »’ interferes with the development of uni- 
form lamellar pearlite. There are many times when 
the pearlite in steel is not uniform’ and yet we do not 
hesitate to call it pearlite. Actually, it is rather amaz- 
ing that pearlite appears in these aluminum bronzes 
at all when one considers the complex parent phases 
from which it forms. Fig. 37 shows lamellar pearlite 
in an alloy of 15.16 pet Al. The g in this alloy seems 
to decompose in a manner similar to that described by 
the authors for their 13.5 pct Al alloy, but ultimately 
ends up as pearlite. It seems the situation for this 
hyper-eutectoid alloy is analogous to the isothermal 
decomposition of § in the hypo-eutectoid alloys below 
the nose of the T-T-T curve. In both cases the § trans- 
forms to an intermediate structure which in turn trans- 
forms to pearlite. These intermediate structures are 
different in the hypo and hyper-eutectoid alloys 

Since the structures shown in figs. 34 and 37 have 
extensive pre-eutectoid 4, one wonders why it appears 
in these alloys but not the 13.5 pct Al alloy. It seems 
illogical that differences in “austenitizing” tempera- 
ture, atmosphere, salt bath or prior thermal and me- 
chanical treatment could account for the observed dif- 
ference. We know that iron in aluminum bronzes alters 
the appearance of the transformation products and 
perhaps even the mechanism of transformation. Do 
the authors have information on the iron content of 
their alloys? Such data may reconcile the differences. 


D. J. MACK, Department of Metallurgical Engineer- 
ng. University of Wisconsin, Madison, Wisc 


E. P. KLIER (authors’ reply)—We are hesitant to 
attach significance to the concept of “metastable eu- 
tectoid composition” which Dr. Mack associates with 
transformation phenomena in this system, largely be- 
cause it finds no analogue in the more thoroughly 
studied iron-carbon system, where the “metastable eu- 
tectoid composition” shifts in the direction of both 
high and low carbon contents. 

In discussing the structures which Dr. Mack pre- 
sents in support of the concept of “metastable eutectoid 
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composition,” it is pointed out that an inconsistency 
with our data has not been certainly shown to exist. 
We have treated no specimens which could be com- 
pared to those discussed by Dr. Mack, nor has he re- 
ported results which can be properly compared to the 
data which we have reported. The temperature interval 
425° to 375°C which we did not cover may be par- 
ticularly revealing. 

Finally, it is pointed out that our work leans heavily 
on the X-ray data reported, and structures have been 
identified and correlated, insofar as possible, by means 
of these X-ray data. This leads to a deviation from 
Dr. Mack's identification of microstructures. The X-ray 
data, however, while offering no conflict with the 
metallographic results, have allowed the determination 
of the crystal structures involved in the course of de- 
composition of the s phase, and therefrom the discus- 
sion of a possible mechanism whereby this decomposi- 
tion is achieved. These data have already been fully 
discussed. 
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Transformation of Gamma to Alpha 
Manganese 
by E. V. Potter, H. C. Lukens, and R. W. Huber 
DISCUSSION, G. Edmunds presiding 


R. O. WILLIAMS—The authors are to be congratu- 
lated on carrying out an excellent program of research 
on a fundamental problem of such wide interest. It 


Figs. 33-37— Aluminum bronze 
containing varying amounts of Al, 
Fe, Ni, and Mn. 

X 1000 All specimens etched electroe- 
lytically in | pet chromic acid. Isother- 
mally transformed 20 br at 100°C 
Fig. 38—12.47 pet Al 0.0% pet Ni, and 
trace Fe. Suspersaturated Widmanstatten 
and peartlite 
Pig. 34—12.75 pet Al, O21 pet Fe. Pre- 
eutectoid along old § grain boundary 
(bottom of picture) and peartite 
Fig. 35—8.2? pet Al, 0.15 pet Fe, and 6.02 
pet Mn Massive pre-eutectoid «, tem- 
pered partially transformed te peartlite. 
Fig. 236—10.66 pet Al, 0.17 pet Fe, and 
O02 pet Ni Tempered and pearlite 
Fig. 337—15.16 pet Al, 6.07 pet Fe. Mas- 
sive pre-eutectoid and the transition 
structure partially transformed to peartlite 


would seem that their method of following the reac- 
tion was simple, accurate experimentally, and, in gen- 
eral, very satisfactory. It is, however, doubtful that 
their first equation, 
R=aRag+7R, [12] 
is accurate 
A more general equation has been derived giving 
the following form: 
R.. + y (Ra — R,) [13] 


( ) y a + 1 
R. 
All the terms have the same meaning as in the paper 
The new term, y, is what might be called a geometric 
factor considering the possible geometric arrange- 
ments for two phases and having a possible range of 


values from a to 1. It will be found that for y a 
the equation simplifies to 
R=aRa (1 a) R [14] 
which is the same as eq 13 since it is assumed that 
qu [15] 


This equation can be interpreted by thinking of the 
direction of current being perpendicular to a series of 
plates of the two different phases. It will be found 
that this gives the highest possible value for the re- 
sistivity of a solid two-phase mixture 

When y has its maximum value, 1, the equation re- 
duces to the following form 


R 16 

This form can be viewed as the resistance measured 
by having the current flow parallel to a series of plates 
of the different phases. It will be found that this gives 
a minimum value for resistivity for any composition 
Eq 13 does not consider the possible effect of grain 
size, internal stresses, or possible discontinuities in the 
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metal. The equation is not implicit since it gives no 
value for y. However, a value of y suggested in the 
method of derivation is a”. There is no reason to 
believe that a more accurate expression for y could 
be expressed as simply as 


y 0 xX [17] 


From a casual observation of the problem, it is be- 
lieved that the most important influence on the possi- 
ble values of y would be the geometry of the two 
phases. This would include what might be called pre- 
ferred orientation as regards to both crystallographic 
directions and grain shape. Grain size might be very 
important as evidenced by the increase in the re- 
sistivity of metal being cold-worked. The easiest solu- 
tion to this dilemna would then seem to be experi- 
mental work if possible. A more exacting calculation 
might be made, but this would seem to require 
knowledge not generally known, as well as difficult 
calculations as involved in similar problems. Even 
this would need some experimental backing 

Table XIV has been included to show the magnitude 
of differences between the values as obtained by eqs 
12 and 13 using a value of y for the data ob- 
tained at 140°C. Plotting log as determined by the 
modified equation, revealed that there was greater 
deviation from a straight line than before. The foot 
of the curve was flatter and longer than before, and 
the top of the curve bent down somewhat. While the 
value of log a y was greater at the start, its rate of 
increase was less, hence the flatter the toe to the 
curve. No modification of the rate equation was at- 
tempted. However, the graph of log ay resembled 
that expected from a phase transformation where the 
rate of nucleation is proportional to the untransformed 
volume; and the rate of transformation is propor- 
tional to the surface area between the two phases. 


Table XIV. Comparison of Values of Transformed 
Volume Based Upon Eqs 12 and 13 for 140°C 


oo 0.00 0 
i4 ole 0.06 
2 0.112 
74 +44 0.144 
040 0.560 0.160 
7 0.680 0.180 
oF 0.75 
0. 0.126 
0.290 0.09 
' 0.90 0.950 0.05 
‘ oo oo 0.00 
I if ere ke ies 


J.T. WABER—A plot of the logarithm of the reaction 


rate constant K against the reciprocal of absolute 
temperature does not permit the calculation of the 
free energy of activation, AF The slope of this line 

the energy JE: or JH ince the AS! occurs in the 
temperature independent terms of eq 11. The authors 
are to be complimented on the use of the accurate 
expre n lo K T) rather than log K for the 
ordinate although the latter is more common because 
log T varies very slowly in comparison with the other 
tern Therefore AE! is 21.1 keal 

In closing, I wonder if the authors have considered 
the possibility of a mechanism involving consecutive 
reaction ich a *r~ a, wherein & is a transigent 


phase. The percentage transformation curve, fig. 1, 
R. O. WILLIAMS. Oak Ridge National Laboratory 
Oak Ridge, Te 1 T. WABER, Los Alan 


a Scientific 
Laboratory, Los Alamos, N. Me P. LAURENT and 
M. BATISSE, Ecole Centrale, Par France; R. W 
HUBER, U.S. Bureau of Mines, College Park, Md 
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Fig. 6—Fraction of alpha transformed plotted as a 
function of the log time. 


looks like those which are observed for such a chain 
of reactions. 

P. LAURENT and M. BATISSE—The allotropic 
transformation data may also be interpreted by the 
theery of Johnson and Mehl. If the fraction of alpha 
transformed is plotted as a function of the log time, a 

W. A. Johnson and R. F. Mehl: Reaction Kinetics in Processes of 
Nucleation and Growth. Trans. AIME (1939) 135, 416 
series of superimposable curves is obtained transposed 
along the log-time axis. These are shown as the experi- 
mental points in fig. 6 together with the curves of 
Johnson and Mehl fitted at the half-transformation 
points. (For the convenience of plotting, the points 
from table XIII have been reduced by an equal arbi- 
trary amount which does not change the shape of the 
plots.) In general the points fit the curves particularly 
at 40°, 58°, and 115°. The deviations at the four highest 
temperatures may be because the time of heating the 
specimens to the transformation temperature may not 
be negligible compared to the transformation time. The 
deviations at 20° and 25° may be the result of heating 
the specimens to 30° during electrolytic deposition. 
Other deviations may be because the rates of nuclea- 
tion and growth are not constant during the trans- 
formation. It is believed that the manganese had a 
preferred orientation as a result of electrolytic deposi- 
tion so that anisotropic growth caused deviations from 
the theory. Can the authors describe the texture of 
their electrodeposited manganese? 

R. W. HUBER (authors’ reply)—Mr. Williams’ rela- 
tion, eq 13 for the resistance of a two phase alloy is 
very interesting. It could well be a more accurate 
representation of the resistance than the authors’ re- 
lation if the factor y can be determined accurately. 
The authors’ relation is obviously too simple but it 
can be handled mathematically quite readily and rep- 
resents the data surprisingly well 

The possibility of an intermediate phase occurring 
in the transformation from gamma to alpha manganese 
was considered. It might be expected that beta 
manganese would be present at some time but no 
evidence of this phase was ever found 

The interest shown by Messrs. Laurent and Batisse 
in this work is very gratifying. It was the authors’ 
hope in presenting this data that others might be in- 
terested in interpreting it. The material used in these 
tests is described in a paper by Schlain and Prater.’ 
It is suggested that information relative to the prepara- 
tion and structure of the manganese sheets used in 
these tests be obtained from this source where a com- 
plete description is available. 
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ACCURACY! 


Section of Spectrum Plate 
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REPRODUCIBILITY... VISUAL and GRAPHIC! 


Direct Meter Reading spectral image. 
clearly projected on a screen, is also transmitted 
through a photo-electric cell, and amplified to a 
level that is read on the micro-ammeter. 


Q Recorded Chart Results reproduced on the 


micro-ammeter may be recorded identically on 


permanent charts, by use of the recorder. 


Reproducibility of results—sisual or recorded— 
is just ove of the many important features of the 
Bausch & Lomb Densitometer; features that as- 
sure you of acewrate results... fast results... and 


simplicity of operation 


WRITE for complete information and dem- 


onstration to Bausch & Lomb Optical Co., 787-V. 
St. Paul Sc., Rochester 2, N. Y. 


Recorded Chart of Spectral Measurements a | 
| | | | | I 
| 
Densitometer Meter Reading be 
Wg 
, 
Bausch & Lomb Lenssilomeles 


4 RADIOGRAPHY 
pointed the way 
to sound 


production 


Radiography revealed a recurring irregularity in a simple production 
showing the need for a change in casting procedure. 


casting 


Simple castings are not always 
soundly made the first try. These 
were for a customer who had learned 
to expect highest quality from the 
foundry. 


The first group cast was checked 
radiographically. Similar irregulari- 
ties were found in nearly every part, 
indicating the need for a change in 
casting procedure. With the help of 


radiography the change was made 
with a minimum of lost time, and 
sound parts were quickly cast and 
delivered to the customer. 


Any foundry that seeks a repu- 
tation for producing consistently 
sound castings will find radiography 
an invaluable aid. It detects irregu- 
larities. It pictures the effects of 
changes in gating, venting, pour- 


ing temperatures, chilling, and 
other variables. It pays for itself 
from savings in development time 
and in reduced rejections— builds 
customer good will. 


Ask your x-ray dealer to explain 
all the ways radiography can help 
you increase yield and cut costs, or 
ask Kodak for a copy of “Radiog- 
raphy as a Foundry Tool.” 


EASTMAN KODAK COMPANY 
X-ray Division 
Rochester 4, N. Y. 


Radiography .. . 


another important function of photography 


TRADE MARK 
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